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PHYSICAL, ETC.. PROPERTIES OF MATERIALS 6 

temperatures. In melting, most metals and alloys pass at once from 
' the solid to the liquid state. There are, however, a few exceptiona-^ 
notably white cast iron and platinum — ^which pass through an 
intermediate or pasty condition shortly before fusion. Almost all 
metals expand on melting, and contract on solidification. The 
exceptions are antimony and bismuth, which expand on solidifying, 
and impart the same property to their alloys. Fusibility must not 
be confounded with fluidity, which is quite a different properly. 
The degree of fluidity of different metals when melted varies widely, 
,ind plays an important part in the production of castings. 

v'd) CoYdudivity for Heat and Electricity. As a rule, metals are 
good conductors of both heat and electricity, in which respect they 
differ from non-metallic bodies. Electrical conductivity is seriously 
affected by the presence of impurities, and falls off rapidly with a 
rise in temperature. The relative conducting power is therefore 
given for metals in a pure state and at normal temperature (60** F.), 
and is referred to silver as standard, that metal being the best known 
30^ductor of both heat and electricity. 

(e) Magnetic properties. What are termed magnetic metals, via.^ 
.ron, steel, nickel, cobalt, chromium and manganese, are attracted 
by a magnet. The magnetic power of nickel is very slight compared 
with iron and steel, and the other metals still less so. A number of 
substances, including bismuth, phosphorus, antimony, zinc, lead, 
silver and copper, are repelled, though only feebly, from the poles 
of a magnet, and are therefore said to be diamagnetic. It is well 
known that steel, and, to some extent, cast iron, can retain per- 
manently the magnetism imparted to it. Soft wrought iron, on the 
other hand, is temporarily magnetic, i.e., only so long as it remains 
under the influence of a permanent magnet, or of magnetic induction. 

As already explained, a consideration of the Chemical preq^erties 
of the various substances used for industrial purposes falls within 
the province of chemical, rather than mechanical, technology. At 
1 he same time, it is scarcely possible to draw a strict line of demarca- 
on, and a knowledge of chemistry will be found extremely useful 
i almost all manufacturing operations. 

The Mechanical properties comprise : (/) tenacity; (p) elasticity ; 

«) hardness; (i) toughness; {j) malleability; (X;) ductility ; {l)mh 
»act resistance ; (m) fatigue resistance ; and (n) creep resistaiioe. / 
if ) Tenacity is that property which enables a substance to ! 
zsacture under the action of tensile stress. In practice, it is expressed 
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in tons per square inch of sectional area. The tenacity of any giver _ 
material is ascertained by actual experiment in the testing machine' 
a specimen of known dimensions being pulled asunder and the loa 
noted. The tenacity of metals is considerably aiffected by tb 
presence of impurities, by mechanical treatment, as in forging an 
rolling, and by variation in temperature. A consideration of the 
strength of materials is not limited to the action of tensile stress, 
but must also include compression or crushing stress, shear, bending, 
and torsion. For this part of the subject, the reader must be 
referred to a separate text-book. 

{g) Elasticity, Material acted upon by external forces undergoes 
deformation. On removal of the deforming forces it either recovers 
its shape completely, partially, or not at all. Elasticity is that 
property which enables recovery of shape to take place. The 
intensity of deforming force is called stress, and the unital deforma- 
tion which occurs is called strain. The Law of Elasticity enunciates 
that stress and strain are directly proportional to each other during 
both loading and unloading, thus implying that complete recovery 
of shape takes place when the deforming forces are removed. No 
material obeys this law with absolute precision and various materials 
exhibit varying degrees of non-conformity with the law. In the 
case of steels only high precision measurements will detect their 
departure from the law at stresses below what is called the Limit of 
Proportionality, a term which is supplanting the less precise elastic 
limit hitherto used. In general, other materials depart more or 
less widely from the law. Not only may non-proportionality 
between stress and strain be exhibited, but a residual deformation 
called permanent set may remain after unloading. Plasticity may 
be looked upon as the absence of elasticity in the sense that plastic 
material retains the impression made upon it by a deforming force. 

When a ductile material is progressively stressed, it first passes 
through a phase where elasticity predominates, and then passes — ^in 
some cases suddenly, in others gradually — into a phase where plastic 
behaviour predominates. The stress at which this occurs, if definite 
enough to fix, is termed the yield point of the material. When a 
material conforms sufficiently closely to the elastic law during its 
elastic phase, an experimental constant can be determined to 
express the ratio between stress and the resulting strain. This 
constant is called the modulus of the material. It differs as between 
material and material, and as between one type of stress and another 
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n the same material. In tensile and compressive stress it is called 
he modulus of elasticity ; in plain or torsional shear, the modulus of 
'gidity ; in volumetric distortion, the hulk modulus. 

All the manipulative processes employed in mechanical technology 

e concerned with either the plastic or fluid behaviour of materials. 

- he elastic behaviour of materials has been treated very thoroughly 
— doubtlessly due to its adaptability to mathematical treatment — 
and has proved extremely useful in design problems. But the laws 
of plastic behaviour are as yet only partially formulated. 

(A) Hardness is a complex property of a material, and the term 
may be used in several senses. It cannot be adequately defined 
without specifying the particular type of hardness implied. It may 
mean resistance to penetration, or penetrative power. It may mean 
ability to scratch other bodies, or susceptibility to be scratched by 
them. It may mean resistance to rolling abrasion, or to sliding 
abrasion. It may mean resistance to elastic deformation (c.gr., a 
pneumatic tyre), or to plastic spreading {e.g., grease). At least five 
fundamental physical properties enter as factors, either singly or 
in various combinations, into the property of hardness of these 
several types, namely, resistance to elastic deformation ; resistance 
to plastic deformation; resistance to impact deformation; the 
capacity for hardening under cold work ; ultimate strength. 

No single test for hardness can be devised to cover all these 
interpretations of the term. The various tests that have been 
adopted fall into four classes : — 

(1) Scratch methods, involving penetration and disintegration. 

(2) Static indentation methods, involving plastic flow and work- 
hardening. 

(3) Reboimd or dynamic indentation methods, involving plastic 
flow under impact and elastic restitution. 

(4) Abrasive wear methods, involving mutual action between a pair 
of materials resulting in disintegration of both in varying degrees. 

Scratch Methods 

It was in the first place proposed to measure the hardness of any 
^ody by its ability to scratch certain standard substances, or to 
oe scratched by them. This standard of hardness was devised 
>y Mohs, who selected ten well-known minerals and arranged them 
in order so that any one of them will scratch all those which precede 

and be scratched by all which follow, thus : — 
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Mohs* Scale of Hardness 

1. Talc. 6. Orthoclase (Feldspar). 

2. Gypsum. 7 . Quartz. 

3 . Calcite. 8. Topaz. 

4 . Fluorspar. 9 . Corundum. 

5 . Apatite. 10. Diamond. 

Thus the diamond will scratch all other substances, but is scratche< 
by none. Suppose a body is not scratched by, nor is able to scratch 
topaz, its hardness is said to be 8. If a certain substance wil 
scratch quartz, but not topaz, then its hardness is said to be betweer 
7 and 8. Professor Turner, of Birmingham, elaborated the scratch 
method for the determination of hardness, and devised for the pur 
pose an instrument termed the sclerometer. A diamond is carriea 
upon one end of a balanced arm, and is caused to make a series 
of scratches on the polished surface of the metal to be t^ted. The 
hardness number is taken to be the load in grammes on the diamond 
which is required to produce on a standard metal surface a scratch 
of standard width as measured by a microscope. The operation is . 
rather delicate one, requiring considerable skill, and scarcely seem 
suitable for everyday use in the workshop. Several workers on 
hardness research have employed similar methods, in which the 
diamond has been so shaped as to produce a groove, unaccompanied 
by any disintegration. Though going under the name of diamond 
scratch tests they differ fundamentally from the Turner test in that 
they depend on deformation under pressure and do not inVolve the 
tearing away of particles. 


Static Indentation Methods 

The best known and most extensively used is that due to t 

Swedish engineer, Brinell. It consists in pressing a hardened st 

ball into the surface to be tested under a standard load. 1 

diameter of the impression produced is measured, and from it 

hardness number is calculated as follows : 

. „ , , , Total load P (kilos) 

Bnnell hardness number =77-:; — 7— ^ 

Spherical area of impression A (sq. nu 

If D = dia. of ball, and d = dia. of impression, in mm., then Br* 

2P 

number = expressed in kilogrammes^ 

sq. mm., i.c., in the dimensions of a stress. 
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3 machine used is shown m Pig. 1. A small hydraulic ram 
ting downwards carries a standard ball of 10 mm. diameter, 
lich IS pressed into the test piece under a standard load of 3,000 



Fig. 1. — ^Biweirs Hardness Tester. 

igrammes for iron and steel, and of 1,000 or 500 kilogrammes for 
MI metals. As a guide to the suitable load, it is usually accepted 
** the diameter of the impression should not exceed about three- 
*’^hs of the diameter of the ball. The test piece is placed on the 
, the height of which is adjustable by screw and hand wheeH 
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The pressure produced by means of a small hand pump may be read 
off directly from the gauge, but a dead weight control is also provided 
as shown, which limits the maximum pressure to that required for 
the test. It is very important that the pressure should be main- 
tained on the specimen for exactly the standard time of 15 seconds 
in the case of iron and steel, and of 30 seconds for softer materials. 
The diameter of the impression is measured by means of a microscope 
capable of reading to ih) millimetre. 

Tables of calculated hardness numbers for various diameters of 
impressions and standard and sub-standard loads are obtainable, 
doing away with the need for calculation. Owing to ball deforma- 
tion occurring, and possible crushing, steel ball indenters are un- 
satisfactory for use on materials having a Brinell number above 
about 450. Diamond balls may be used for the harder materials. 

Following the first standardisation of the Brinell test, modifica- 
tions have been introduced with the object of overcoming limitations 
in the utility of the test. Since, for reliable results, the depth of the 
impression should not exceed one-seventh of the thickness of the 
test-piece, and its centre should be at least 2^ diameters from the 
edge of the specimen, the use of standard loads and ball diameters 
set minimum limits to the size and thickness of the test-piece of a 
given material. Also a standard impression may be undesirable 
because unsightly, for example, on cutlery. 

Such difficulties can be overcome because it has been shown that 
so long as the ratio P/D^ is kept constant, the calculated hardness 
number for a given material is the same for all diameters of balls 
used with their corresponding loads. Suppose, for example, we 
wish to use a ball of 2 mm. diameter. The Brinell number would be 
correctly obtained by calculation from the formula on page 8 by 
using the diameter of impression produced when this ball was 
loaded with kilograms obtained as follows : — 

Di2 22 

Pi = P X ^ = 3000 X == kilos. 

A special type of small Brinell machine using balls of 1 or 2 mm. 
diameter and loads of 30 or 120 kilograms has been specially developed 
for determining the hardness of thin sheet metal down to j inch 
thick. The impressions may be almost imperceptible to the 
unaided eye and a high-power measuring microscope with vertical 
illumination is necessary for their measurement. Thus modified, 
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the Brinell test can be used for exploring differential hardnesses in a 
single specimen, the hardness of a cutting tool near the cutting 
edge, or of a case-hardened skin. With the introduction of such 
modifications to the Brinell test it has become advisable to denote 
the diameter of ball and load used when quoting a Brinell number, 
e.gr., H 10/3000 or H 2/120. In the case of non-ferrous metals the 



Fig. 2. — The Rockwell Hardness Machine. 


notation should be extended to include the time in seconds during 
which the full load was maintained, e.g,, H/5/750/30, i.e., 5 mm., 
760 kilos, 30 seconds. 

The accuracy of a static indentation test is marred should the 
load be applied too suddenly or the duration of the test be not 
fairly exact. Improved types of machines have been designed in 
which cams, dashpots, springs, etc., control the speed of application 
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of the load and the duration of the test independently of the operator. 
In some cases diamond balls, cones or pyramids replace steel balls. 
In some, also, ball diameters and loads depart from the original 






Fig 3. — ^The Vickers Pyramid Hardness Tester 

Brinell standards. Several machines employ means for facilitating 
the pieasurement of the impression and for generally speedmg*up 
the rate at which tests can be carried out. It is beyond the scope 
of this chapter to describe all these variants in detail, but special 
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mention must be made of two machines which have been widely 
adopted, because hardness numbers obtained by their use are freely 
quoted in engineering literature. 

The Rockwell machine, of American origin, introduces several 
novel features. In order to eliminate zero errors and possible 
surface effects due to roughness or scale, an initial minor load is 
first applied to the indenting tool and produces an initial indenta- 
tion. A depth-indicating dial gauge mounted on the machine is 
now set to zero. The release of a button then applies the major 
load at a controllable rate, causing the indenter to sink further into 
the specimen. On turning a crank handle the major load is removed, 
leaving the minor load still applied. The dial gauge is so arranged 
as to register the extra depth produced by the difference between 
the minor and major loads, and thus indicate in arbitrary units what 
is termed the Rockwell number. Alternative indenters are pro- 
vided, namely, a steel ball inch diameter and a diamond cone of 
120° angle with a rounded point. Two scales appear on the dial 
gauge — ^the B (red) scale and the C (black) scale. The B (ball) 
scale applies to tests using the ball indenter, the C (cone) scale to 
those using the cone indenter. Though the minor load, of 10 kilo- 
grams, applies to both cases, the major load is 100 kilograms for the 
inch ball, and 150 kilograms for the 120° cone. In quoting a 
Rockwell number, it is essential that the scale letter be also quoted 
as a prefix. Each scale represents a different hardness. There is 
no Rockwell number 62, for example, but there are two different 
Rockwell hardnesses — ^B-62 and C-62, according to whether the steel 
ball or diamond cone has produced the impression. 

In the Vickers machine the indenter is a square-headed polished 
diamond p)nramid with an apex angle of 136° across the facets. 
This angle corresponds to the inclination of two tangent planes at 
the rim of a spherical indentation the diameter of which is three- 
eighths of that of the indenting sphere, which, as previously men- 
tioned, represents a reasonable Brinell indentation. The Vickers 
n\imber is taken as the ratio of the load in kilograms divided by the 
pyramidal surface area of the indentation in square -millimetres, 
and, in a given material, is found to be independent of the load used. 
This result might be expected, since the indentations are geometri- 
cally similar at all depths. The Vickers number is found to agree 
with the Brinell number up to a hardness of about 350. Beyond 
this figure the steel ball of the Brinell test suffers increasingly from 
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deformation, and the Vickers number is now accepted as giving a 
truer indication in the harder materials. 

On operating a starting handle the load is automatically applied 
at a slow and diminishing rate over a period of 20 seconds, and after 
a dwell of 10 seconds it is automatically removed. The pressing of 
a foot lever resets the machine for the next test. An important 
feature of the machine is the facility with which the size of the 
impression may be measured. The stage carrying the specimen is 
lowered and a microscope swung into place over the impression. A 
micrometer ocular using two knife-edges is adjusted until the knife- 
edges just touch two opposite corners of the impression, and the 
length of this diagonal is read off on a scale on the side of the ocular. 
The mean of the two diagonals is taken as the true measurement. 
A condenser and lamp supplied with current from an accumulator 
in the base of the machine provide good illumination and the image 
in the microscope appears as a dark square on a white ground, its 
corners just touching two black borders. The size of the impression 
can be determined with closer accuracy than the average Brinell 
impression and routine inspection tests can be got through at a rate 
up to about 200 per hour. 

The Firth Hardometer, the Herbert power-operated machine, the 
Avery dead-weight machine and the Johnson machine, all employ 
the Brinell principle with certain modifications, and incorporate 
special features in their operation. Finally, mention should be 
made of the Brinell Pliers, a hand-operated instrument used for 
ascertaining the hardness of small thin-walled tubes. 

A static indentation test which is independent of an external 
indenting tool is that known as the Prism Hardness test, in which 
the material is tested against itself. In its modern form (the 
principle was first introduced over 200 years ago) two square- 
sectioned prisms of the material to be tested are set in a suitable jig 
so that their axes cross at 90°, contact being made at a conunon 
point on one of the right-angled edges of each. Upon applying 
pressure, mutual damage occurs equally on both specimens. The 
pressure in tons divided by the square of the damaged length of 
edge in inches is taken as the prism hardness number. The pressure 
should be such as not to cause the damage to reach beyond the 
middles of the two sides adjacent to the contracting edge. With this 
proviso, the hardness number is independent of the load applied. 
In practice, two used Izod specimens make suitable specimens for 
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this test. It is unsuitable for testing the hardness of finished articles 
but is useful for testing tool steels in bar form. There is no limiting 
hardness in this test. 

The Herbert Pendulum Hardness test may be considered as lying 
midway between static and d 3 mamic indentation tests. This test 
has been found useful for the measurement of the work-hardening 





Fig. 4. — The Herbert Pendulum Hardness Tester. 

property of materials, a property upon which their machinability 
largely depends. The instrument employed consists of an arched 
casting weighing 4 kilograms complete. In a chuck below the 
middle of the arch is mounted either a steel ball 1 mm. in diameter 
or a spherically-shaped diamond of J mm. radius, upon which the 
instrument pivots. The standard position for the centre of gravity 
of the instrument is ^ mm. helow the centre of the ball. Six screwed 
weights in the arms and a graduated centre weight mounted on a 
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screw provide means for balancing the pendulum and adjusting the 
position of, its centre of gravity. On the top of the arch is mounted 
a curved spirit level graduated from zero at one end to 100 at the 
other. When placed upon a specimen the ball makes a small 
impression depending upon the hardness of the material, but this is 
not directly measured to obtain the hardness number. There are 
two methods of using the pendulum and the hardness numbers 
obtained thereby are called “ Time Hardness ” and “ Scale Hard- 
ness ’’ respectively. 

To obtain the Time Hardmss Number the pendulum is placed on 
the specimen and set oscillating through a small arc. A stop watch 
is used to record the number of seconds taken by the pendulum to 
complete ten single swings and this is taken to be the time hardness 
number of the material. It ranges from 3 for lead to 100 for glass 
when using a steel ball. Owing to the greater hardness and rigidity 
of the diamond lower numbers are given by its use, and if the 
diamond is employed the fact should be stated. Owing to the light 
load employed this test is suitable for use on thin specimens, and, in 
contra distinction to some of the other hardness tests, the harder the 
specimen, the easier the test. 

In the Scale Test the pendulum is tilted until the spirit bubble is 
at zero on the scale, and then released. The point on the scale to 
which the bubble travels at the end of the first swing gives the scale 
hardness number. Tilting the pendulum has the effect of elongating 
the original impression and hardening the material by cold work. 
The scale test may therefore be taken as a measure of the resistance 
of the material to working by rolling. By repeating the scale test 
on the same spot it is possible to record a progressive increase in 
induced hardness up to a certain maximum, usually reached after 
from 6 to 10 passes. In this way a measure of the maximum 
capacity of a material for work hardening may be obtained. The 
pendulum tester has been successfully used in conjunction with 
specially designed electric furnaces to measure the “ hot hardness ” 
of high-speed tool steels at temperatures corresponding to their 
working temperatures. 

Dynamic Indentation Methods 

Hardness tests of this type may be divided into two classes : 
(a) those in which the height of reboimd of a freely falling indenting 
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tool is taken as an indication of tHe hardness of the specimen on to 
which it falls ; (6) those in which an indenting tool produces an 
impression by impact which is then measured or compared m some 
way. The best-known example of the first class is the Shore 
Sderoscope hardness test. The instrument is shown in Fig. 5. The 
hammer takes the form of a 
small cylindrical plunger, the 
lower end of which is pointed, 
and fitted with a small diamond 
of standard size. The hammer is 
guided in a vertical tube of glass, 
at the top of which it is held in 
position by a catch. This is 
released and the hammer allowed 
to fall, by compressing a rubber 
bulb which may be held in the 
hand. By pressing the rubber 
bulb at the top of the tube and 
releasing it suddenly, the hammer 
is sucked up the tube, engaging 
with the catch at the top. In 
the later models the top bulb is 
dispensed with, a second pressure 
and quick release of the operating 
bulb serving to suck the hammer 
up the tube to the catch. The 
height of fall, and therefore the 
velocity of impact, is a constant 
quantity, and the height of fall 
(about 10 inches), the weight of 
the hammer (40 grains), and the 
area of contact are so adjusted 
that the force due to impact 
exceeds the elastic limit of all Fio. S.-Shore’s SolwoBoope. 

substances. The degree of hardness is given by the height of the 
rebound of the hammer, which is read off on a scale graduated on the 
glass tube. With a little practice, this may be done quite accurately, 
a lens being provided to read slight differences quite positively. A 
plumb rod and levelling screws enable the instrument to be set up 
perpendicularly, and a thumb hook from which the operator’s hand 
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should be slung ensures that an approximately standard clamping 
pressure is brought to bear on the specimen. These precautions are 

necessary to obtain consistent results. 
Should it be desired to confirm a result 
by repetition, the specimen should be 
shifted slightly so that the hammer 
will not make its second impact on 
the previously indented spot. The 
scale adopted is an arbitrary one, on 
which hard steel has a value of 100. 
Under certain conditions the sclero- 
0 scope is capable of furnishing valuable 

r' ; results, and of giving the relative 

^ ^ hardness in certain groups of material, 

although a comparison can only be 
; instituted between individual mem- 

I bers of the same group. No specially 

prepared surface or specimen is 
mt required, and the test may be applied 

directly to an actual object without 

I appreciably marking it. In certain 

cases, the scleroscope test is not 
rehable. Thus, indiarubber gives a 
hardness number 23, i.e., greater 
than mild steel ; soft pine gives 40, 
or twice the value for grey cast iron ; 
and glass 130, a value higher than 
hard steel. 

The AvZo-punch introduced by the 
Rudge- Whitworth firm, and the 
Cloudburst Hardness test due to 
Herbert, are the best-known examples 
of the second class of dynamic 
hardness tests. The general object 
behind the Cloudburst test is visually 
to reveal any soft areas upon a surface 
falling below the required degree of 
hardness. A rain of hard steel balls is allowed to fall from a predeter- 
mined height on to the specimen, the height of fall being such that 
the falling ball will just not make an impression upon a smface of the 


n 


Fig. 6 . — The Herbert Cloud- 
burst Tester. 
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specified degree of hardness. The shower attacks the whole surface 
under test for an interval, and such portions as are insufficiently hard 
become roughened by slight indentations. This test is useful as an 
acceptance test for mass-produced articles, for they can be tested 
in batches and a visual inspection serves to reveal those which 
should be rejected. A power-driven machine for carrying out this 
test is shown in Fig. 6. Upwards of 100,000 standard steel balls 
3 mm. diameter are lifted by a chain elevator and discharged down 
a flattened tube on to a hopper inside the tube which may be set at 
the desired height of effective fall. The balls fall through a slot in 
the bottom of the hopper down the remainder of the tube to emerge 
from the bottom as a vertical curtain of falling balls. The rubber- 
lined chamber at the base contains a slightly inclined automatically 
reciprocating table upon which the specimens are placed. During 
operation the whole upper surface of each article is intensely 
bombarded. The spent balls rebound out of the path of the falling 
balls and collect in the bottom of the chamber where the elevator 
picks them up to continue the cycle. 

A great deal of research work has been devoted to attempting to 
correlate the results of the various hardness tests mentioned above 
to each other and to the tensile strength of materials. In some 
definite instances a certain degree of success has been attained. 
Factors to convert Brinell numbers to ultimate strengths are 
frequently employed in practice. So, too, are conversion factors 
used to convert Shore and Pendulum numbers into Brinell numbers. 
In particular cases over limited ranges and with a definite object in 
view, such factors can serve a useful purpose, but no systematic and 
generally applicable relationship has been discovered. The factors 
are purely empirical. They vary as between material and material, 
and with the physical condition of the material. When a batch of 
specimens is confined to material of the same general composition 
and nature, the use of such a factor may be justifiable. The 
following approximate factors are quoted, solely with the intention 
of conveying the general order of their magnitude, and not for actual 
use. 


Approximate Conversion Factors 

Brinell Number X *22 = Ultimate strength in tons per square 

inch. 

Shore Number X 6 == Brinell Number, 
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Time Hardness (Steel Ball) 

X 10 = Brinell Number, 

Time Hardness (Diamond) 

X 13*5 = Brinell Number. 

Vickers Diamond Number = Brinell Number (up to 350). 


Abrasive Wear Methods 

At the outset it must be recognised that hardness in the sense of 
resistance to abrasion is not an inherent property of an individual 
material, but involves interaction between a pair of materials rubbing 
or rolling together, the amount of wear, either individually or jointly, 
depending in some way upon the qualities of both. The only 
logical way to determine wear-hardness is to devise special tests 
in which the desired t 3 rpe of abrasion is reproduced and to 
measure the rate of wear by weighing or some equally precise 
method. 

Early tests involved rubbing of a specimen of the material to be 
tested against a standard abrasive. Apart from the difficulty of 
maintaining the abrading medium in standard condition, it is now 
accepted that results thus obtained are inapplicable to other condi- 
tions of wear such as arise in practice. Mutual rubbing or rolling 
between chosen pairs of materials in wear-testing machines is 
necessary. Several types of such machines have been evolved in 
recent years. Some provide pure sliding, some combined sliding 
and rolling, usually at accelerated rates. In some lubrication is 
present, in others absent. 

In the Amsler machine the specimens take the form of two 
rotating disks, pressed together edge to edge, which may be rotated 
at difEering speeds. The Jannin machine employs a rotating steel 
cylinder against which a flat test specimen is pressed, the depth of 
the worn imprint being used as a measure of the wear. In order to 
test the wear hardness of plug gauges French and Herschmann in 
America devised a machine which repeatedly inserted in and with- 
drew a plug gauge from a hole with a partial rotary motion. In the 
Smfi machine three small stationary specimens spaced at 120® are 
pressed on to the upper edge of a vertical rotating cylinder. They 
are located on the underside of a stationary weighted carrier plate, 
each specimen being pivoted on a ball which sockets in spherical 
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depressions formed in the upper side of the specimen and the lower 
side of the plate. The position of the depression in the specimen is 
so placed as to ensure even wear on the bottom face of the specimen 
when the machine is run. A coimter records the revolutions of the 
drum. A battery of such machines is used, each having a cylinder 
of a difEerent material, so that observations can be taken of the 
behaviour of a single specimen material when abraded against a 
series of other materials. The three specimens are weighed together 
after each 30,000 feet or so of rubbing and readings of the frictional 
drag are taken at intervals. 

No investigator of wear hardness has so far succeeded in relating 
the standard physical properties such as tensile strength, ductility 
and hardness in resisting penetration, to the wear hardness, though 
it is evident that these properties are important factors in the 
problem. One or two general tendencies, however, do emerge from 
certain tests. As a rule a metal rubbing against itself wears more 
rapidly than against other materials, though this degree of wear 
gives no indication of how well or badly it might wear against these 
others. Generally speaking, the more difEerent in character the 
two materials, the better they will wear together. Short time 
tests can be very misleading because of the supervention of 
surface efiEects with time. For example, abraded particles from 
a softer material may gradually clog the surface of a harder 
material as lead does a file, thus reducing its abrasive action. 
Alternatively the particles abraded from a harder material may 
become imbedded in the softer surface and set up a counter abrasive 
action. 

(i) Toughness is the resistance offered to fracture by repeated 
bending or twisting. A common test for wire is to ascertain the 
number of times a short length can be bent to and fro through a 
certain fixed angle before breaking. 

(j) MalleabiUty is the property which enables a body to be 

extended in all directions by hammering or rolling. The degree of 
malleability is gauged by the thinness of the leaf or foil which it is 
possible to produce. Gold is the most malleable of all metals, and 
it is stated that gold leaf of an inch in thickness may be 

obtained. Malleability depends partly on hardness and partly upon 
tenacity, and is much affected by the presence of impurities and by 
temperature. The relative order of malleability for the commoner 
metals at ordinary temperatures is as follows : — 
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Order of Malleability by Hammering 

1. Gold. 4. Copper. 8. Zinc. 

2. Silver. 6. Tin. 9. Iron. 

3. Aluminium. 6. Platinum. 10. Nickel. 

7. Lead. 

Order of Malleability by Rolling 

1. Lead. 4. Silver. 7. Platinum. 

2. Tin. 5. Aluminium. 8. Iron. 

3. Gold. 6. Copper. 

(k) Dudility is usually defined as the property which enables a 
body to be drawn out in the direction of length, or, in other words, 
to be drawn into wire. This property depends very largely upon 
tenacity, and to some extent upon hardness. The ultimate strength 
or tenacity of the wire when formed must always exceed the resist- 
ance encountered in pulling the metal through the hole in the draw 
plate. The ductility of a metal is usually much less hot than when 
cold, hence all wire is drawn cold. Glass, on the other hand, is 
extremely ductile when hot, and may be drawn out into very fine 
thread. Gold is the most ductile of all metals, and it is on record 
that an ounce of gold has been drawn into a wire 1,300 miles long. 
At ordinary temperatures the scale of ductility is as follows : — 

Order of Ductility (Wire-drawing) 

1. Gold. ' 4. Iron. 8. Zinc. 

2. Platinum. 5. Copper. 9. Tin. 

3. Silver. 6. Aluminium. 10. Lead. 

7. Nickel. 

Another definition of ductility is very generally adopted in 
practical work, especially in drawing a distinction between ductile 
and brittle materials. In making a tensile test, ductile material will 
show quite an appreciable amoimt of stretch or elongation before 
fracture takes place. Brittle material, on the other hand, exhibits 
no perceptible increase in length under similar circumstances. A 
convenient measure of ductility is obtained by expressing the 
increase in length as a percentage of the original length of the 
specimen. For instance, upon a piece of mild steel, two centre 
pimch marks are made at a distance of 10 inches apart. The piece 
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is then broken in the testing machine, and the distance measured 
after fracture is found to be (say) 12*5 inches. The amount of 
elongation is therefore 2*6 inches, which is expressed' as 
2*6 

— X 100 = 25 per cent, of the original length. 

(1) Impact Resistance. Another property of a material bearing 
no direct relation to its standard properties, yet of great practical 
importance in engineering, is its capacity to withstand shock or 
impact. It is again necessary to fall back on tests specially devised 
for the purpose if a measure of this property is required. 

Impact testing machines may be divided into two main classes, 
namely, muUi-blow and single-blow testers. Of the former, now 
more or less obsolete, mention may be made of the hand-operated 
Seaton-Y arrow apparatus and the automatic Eden-Foster machine. 
Each of these employs a notched bar specimen, placed across 
supports, on to the centre of which a hammer repeatedly falls, the 
specimen being rotated through 180° between successive blows. 
The sizes and forms of the specimens, the weight of the hammer and 
its height of fall differ, but in each case the number of blows to 
produce failure of the specimen is taken to be a measure of the 
capacity of the material to resist multi-blow impact. 

The now commonly accepted impact test is of the smgle blow 
variety. The principle most commonly employed in machines to 
carry out such a test is to release a deflected pendulum from an 
initially set position where it possesses a surplus of potential energy 
over that required to fracture a specimen of the material under test. 
The pendulum swings downwards, and at the bottom of its swing 
strikes the specimen held in a vice there. The specimen fractures, 
the pendulum follows through, and rises as far as it is able on the 
upward swing. The difference between the potential energy at the 
beginniog of the downward swing and at the end of the upward 
swing measures the energy lost by the pendulum, and, therefore, if 
frictional and other losses are ignored, the energy absorbed in 
fracturing the specimen suddenly. To ensure a minimum dispersal 
of energy in the operation the striking edge of the pendulum tup is 
placed at the centre of percussion of the pendulum and the pivot is 
of the anti-friction type. To make the machine self-recording a 
maximum-reading pointer is pushed over a circular scale by the 
swinging pendulum, the scale being graduated to read directly the 
energy absorbed in the test in units of work. The specimens are 
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standardised and located in the vice in a definite and imiform 
way. 

The type of machine commonly used in this country is known as 
the Izod im'pact tester ^ whereas abroad the Chirpy machine is more 
popular. The standard Izod specimen is of square section of 
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Fig. 7. — Izod Impact Tester. 

10 mm. sides. Across one of the sides (which when in position in 
the vice faces the falling pendulum) a vee notch is milled of standard 
shape and depth at a standard distance from what will be the top 
end of the specimen when fixed. This specimen is then placed 
uprightly in the vice of the machine so that the milled notch is just 
level with the top of the jaws, the exact portion being determined 
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by a locating gauge. The specimen thus presents itself as an over- 
hanging cantilever to the falling pendulum. The pendulum, having 
an effective length of 4 feet and a weight of 60 lb., falls from an 
initial position inclined at 60° to the vertical, thus having a vertical 
height of fall of 2 feet, or an initial potential energy of 120 foot lb. 

When materials of low impact values are to be tested, difficulty 
arises in using the standard Izod machine in that the results, when 
low, are recorded on the closely graduated portion of the non-uniform 
scale. A sub-standard machine is made suitable for use with such 
material, but means are provided on the standard machine whereby 
the initial inclination of the pendulum can be reduced. A simple 
manipulation of the scale reading (which will now be on the more 
open part of the scale) is all that is necessary to obtain the true 
impact figure. 

The impact figure may be said to represent the capacity of a 
material to resist the propagation of a crack under a sudden applica- 
tion of concentrated stress. It finds its most general practical 
application in a comparative rather than an absolute sense, being 
particularly used as a guide to and control of the correct heat 
treatment to be given to alloy steels, etc., in order to develop their 
maximum resistance to shock. It is usual to take the average of at 
least three results to determine an Izod figure. 

(m) Fatigue Resistance, It has been known for many years that 
cyclically loaded materials will eventually fail at stresses the maxi- 
mum values of which only reach a fractional part of the ultimate 
static stresses which the materials are capable of withstanding. 
Experiment shows that if the peak stress of a given mode of cyclical 
loading is kept below a certain value the endurance of the material 
proves to be for all practical purposes unlimited. Such stress is 
termed the fatigue limit of the material for that particular cycle and 
bears no discoverable relation to the standard physical properties of 
the material. The phenomenon which results in failure if this limit 
is exceeded is known as fatigue. The ultimate cause or causes of 
fatigue failure are to some extent a matter for conjecture, but it is 
universally recognised that with the introduction of high-speed 
prime movers and machines the elements of which suffer cyclic 
d 3 aiamic stresses of a high order and at the same time are cut down 
to fine limits to save weight, the resistance of a material to fatigue 
effect has become a vital physical property. A fatigue failure 
exhibits a characteristic brittle appearance at the fracture, even 
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though the material itself may be of a definitely ductile nature. It 
is safe to say that by far the greater number of breakages which 
occur in service are fatigue failures. Other causes, such as corrosion, 
impact and static overloading do occur at times, but are compara- 
tively infrequent. A knowledge of the resistance of materials to 
fatigue effects is thus of great importance to engineers. 

Attempts to treat the subject on a theoretical basis must prove 
abortive so long as the fundamental cause of fatigue is obscure ; 
hence the need for fatigue testing machines. Such machines are 



Fig. 8. — Wohler Type Fatigue Tester. 

arranged to impose a cyclic range of stress on a specimen. In some 
instances the specimen is otherwise free of load. In others a basic 
static load is applied upon which the cyclic load is superposed. In 
the former case the stressing will alternate between equal values of 
opposite sign. In the latter, the upper and lower limits of the 
range of stress may be chosen at will. 

In the Rotating cantilever or Wohler type of machine one end of 
the specimen is gripped in a rotatable chuck, projecting as a hori- 
zontal cantilever, and a load is applied at the free end through the 
medium of a bearing. During a half -revolution the stress on a skin 
fibre of the specimen undergoes a steady reversal from a maximum 
tensile value to an equal compressive value, and the stress cycle is 
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completed during the next half-revolution. The specimen is 
continuously revolved and a counter registers the number of com- 
pleted cycles, A knock-ofE motion stops either the machme or the 
counter if and when failure of the specimen occurs. The counter 
thus records the endurance of the material under the particular 
stress cycle applied. Features of this type of machine open to 
criticism are : (1) the stress along any longitudinal fibre is not 
uniform unless the specimen is tapered to make it so ; (2) only the 



Fig. 9. — “ Sondencker ” Type Fatigue Tester arranged for two rotating beam 

specimens 

skin fibres suffer the full range of stress, the inner fibres being 
subjected to a reduced range of stress. The use of thin tubular 
specimens partially overcomes this objection ; (3) shear forces are 
present which complicate the system of stress ; (4) in its ordinary 
form testing is confined to cases of symmetrically alternating cycles 
of stress. On the other hand, from the practical standpoint, the 
machine is comparatively simple and cheap, lending itself readily to 
reproduction to form a battery of machines, thus facilitating the 
obtaining of endurance limit curves. It is also completely satis- 
factory for carrying out a series of comparative tests wbere an exact 
value of the fatigue limit is not desired. 
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Some of the objections to the cantilever type of machine are met 
in the rotating beam or Sondericker type of machine in which the 
specimen is supported in two swivelling end bearings and loaded 
through the medium of two symmetrically placed load-carrier 
bearings. Between the two load points the bending moment is 
uniform, and there is no shearing force. Criticisms (1) and (3) above 
are met, but (2) and (4) are not. 

In the Smith machine cyclic loading, alternating between direct 
tension and compression, is imposed on the specimen by an un- 
balanced rotating mass. Arrangements are provided whereby a 
spring can be caused to apply a basic static stress upon which the 
cyclic stress can be superposed. The conditions of stressing are 
thus very desirable, but the use of unbalanced rotating masses calls 
for a substantial bed and, for accuracy, the speed of running must 
be carefully governed because the inertia forces, and therefore the 
stresses applied, vary as the square of the speed. 

The Haigh machine employs an electro-magnet excited by 
alternating current to ap>ply temile and compressive loads alter- 
nately to the specimen, and provision is made for applying a basic 
static load by means of a spring. The spring is not solely provided 
for this purpose but is an essential feature of the machine, being 
required to counterbalance the inertia forces of the armature. This 
machine is highly satisfactory but somewhat expensive. 

Other types of machines have been developed for the testing of 
materials under alternations of shear stress by the application of 
reversible torque. Useful work has been done concerning helical 
springs, the material of which suffers cyclical torsional she^r when 
the spring undergoes cyclical changes of length. 

For practical purposes a material is considered to have proved 
itself capable of infinite endurance under a given stress cycle if it 
survives several millions of applications of that cycle. Opinions 
differ as to how many millions should suffice. In ferrous materials 
between 16 and 20 millions would generally be accepted, but some 
of the non-ferrous materials behave peculiarly and perhaps 100 to 
200 millions might be called for. The complete determination of an 
endurance curve obviously occupies considerable time. Short time 
tests have from time to time been suggested from which, by indirect 
methods, it is claimed that the fatigue limit may be deduced. 
Little confidence can be placed in the tmiven^l application of 
such tests unless some demonstrable connection can be established 
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between the phenomena measured in them and the fatigue effect 
itself. 

Service experience and testing alike go to show that the local 
concentration of stress brought about by sudden changes of section 
is a most potent factor in bringing about fatigue failure. Any 
element of a machine subject to fluctuating stress should therefore 
be provided with generous fillets at any change of section. Surface 
irregularities, too, such as tool marks or scratches have a detrimental 
influence in promoting fatigue failure. A good finish is desirable for 
high duty parts. It has been shown that increased speeds have no 
appreciable influence on fatigue range. Experiments carried out by 
Lea prove that at high temperatures fatigue ranges increase, and 
cases occurred in which the maximum stress of the cycle actually 
exceeded the ultimate static strength at the same temperature 
without fatigue failure taking place. 

(n) Creep Resistance, It was recognised many years ago that 
both the standard and the more complex physical properties of 
materials were considerably modified when.they were subjected to 
elevated or depressed temperatures. Much experimental work was 
devoted to the quantitative determination of these temperature 
effects and the results were made more or less generally available. 
It was not imtil Dickenson in 1922 and Lea in 1924 published the 
results of their researches, however, that attention was drawn to the 
phenomenon of creep in materials when stressed at high tempera- 
tures. Creep may be looked upon as a continuous plastic yielding 
under a constant stress. The rate of creep is exceedingly low 
when compared with the rate at which ordinary yield takes 
place. 

It was at first considered that at any given temperature a stress 
could be determined below which creep did not occur, but above 
which creep would be continuous until eventual failure of the 
material took place. This stress became known as the limiting 
creep stress or creep limit of the material at the particular tempera- 
ture in question, and was considerably lower than the ultimate stress 
as determined by a tensile test at normal rate at the same tempera- 
ture. Such ultimate stresses thus lost all practical significance when 
materials were continuously loaded under high working tempera- 
tures. Creep limit curves showing the creep limit stresses at various 
temperatures were experimentally determined for many existing 
metals and search was made for new steels and alloys possessing 
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higher creep limits. In this respect the nickel-chroznium steels 
stood out promisingly. 

However, as the technique of creep testing improved and greater 
refinement of measurement, longer duration of tests and closer 
control of temperatures were employed, doubt was thrown on the 
existence of a real creep limit, for creep at exceedingly slow rates 
could be detected and measured at stresses and temperatures well 
below the so-called creep limit curves. Some experimenters go so 
far as to say that no creep limit exists ; that if sufficient time 
elapsed and measurements were sufficiently fine creep would be 
detected even at room temperatures. Be that as it may, even very 
slow rates of creep are of serious importance in practice now that 
working pressures and temperatures have risen to their present-day 
levels, particularly in steam power plants and chemical plant. 
Material is now commonly called upon to sustain loads continuously 
at high temperatures, and cumulative creep results in an appreciable 
change in dimensions which may or may not interfere with the 
correct functioning of the particular element after a certain lapse 
of time. It is possible, for example, that a high-pressure turbine 
casing, after a few years’ working life, may increase in diameter to 
an extent sufficient to give excessive radial clearance and consequent 
losses ; or flange bolts may lengthen sufficiently to allow a joint to 
blow ; or shrunk fit discs may become enlarged in their bore and so 
slacken their hold on the shaft. 

These are serious matters and modern design must take account 
of them. The design procedure may be summarised as follows : A 
certain minimum useful life for the element, and a permissible 
maximum change of dimension that will not prevent its correct 
functioning, are decided upon. The change of dimension in this 
time is expressed as strain per hour. The material to be used is 
tested at the average working temperature and the strain per hour 
for various stresses measured. Thus a curve connecting stress and 
creep rate can be drawn and the allowable working stress for the 
predetermined creep rate may be read off this graph. In certain 
cases in practice it is necessary to deal with creep rates as low as 
10~® or 1/100,000,000 of strain per hour. The measurement of 
strains of this order calls for both patience and precision. 

> The experimental equipment comprises an electrical resistance 
furnace completely surrounding the specimen, usually placed verti- 
cally either in a tensile testing machine of the usual type or suspended 
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in a frame and arranged for dead loading. Nichrome strip or wire, 
open wound over asbestos on a steel tubular former enclosing the 
specimen, and lagged outside with more asbestos held in place by a 
sheet steel casing, serves as a suitable furnace. The heating current 
requires close control by a reliable thermo-couple and an efficient 
electrical relay system, for comparatively small changes in tempera- 
ture appreciably affect the rate of creep. The length of the furnace 
should exceed the length of the specimen sufficiently to ensure 
uniformity of temperature along the length of the specimen, and to 
the same end and also to minimise oxidation of the specimen, care 
should be taken to prevent as far as possible convection currents of 
air up the centre of the furnace. The thermo-couple should be so 
placed as to measure, not the furnace temperature, but the actual 
temperature of the specimen. 

The extensometer used requires careful design so that it shall 
accurately reproduce the extensions of the specimen outside the 
furnace where they may be observed and measured, preferably by 
optical means. It should be constructed of non-oxidisible steel, for 
it is required to withstand high temperatures for prolonged periods. 


Occurrence of the Elements in Nature 

According to a careful estimate by the American naturalist, 
Professor Vogt, the composition of the earth’s crust, including also 
air and water, may be taken as follows : — 


Per cent. 

Oxygen . . ' . .60 


Silicon' , , . .26 

Aluminium . . . 

Iron . . . . 4^ 

Calcium. . . . 

Sodium . . . . 2^ 

Magnesium ... 2 ^ 

Potassium . . . 2i 

Hydrogen ... 1 

Titanium . . . | 
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Phosphorus 
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• 

Manganese 
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Barium . 
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Nitrogen 

• • ^0 

Chromium 

• TV® 
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The other elements are present in exceedingly small proportions 
only. 

Of the metals, alu minium is by far the most widely distributed, 
mainly occurring in the form of its oxide, alunoina. Its extraction 
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as a metal is comparatively difficult and expensive, although of 
late years the cost of its production has been considerably reduced. 
As the main constituent of a variety of alloys it has become in- 
creasingly important in many branches of engineering on account 
of its low specific gravity. There is, however, every reason to 
believe that iron, which, after aluminium, occurs most plentifully, 
will continue to occupy the most prominent position in the useful 
arts. 
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IRON 

Smelting of Iron Ores 

Iron is met with in commerce as an alloy of the chemical element 
iron with carbon and other elements. The three varieties of 
commercial iron, viz., cast iron, wrought iron, and steel, are distin- 
guished from one another chiefly by the amount of carbon they 
contain. Iron rarely occurs in the free state in nature, but is 
smelted from various ores found in many parts of the world. In 
making either iron or steel, the first process is almost invariably 
the production of pig iron in the blast furnace. 

Ores of Iron. The chief workable ores are : — 

(1) Magnetic iron ore, or magnetite, Fe 304 , a very pure and 
rich ore occurring abundantly in Norway and Sweden, and from 
which the celebrated Dannemora iron is smelted, charcoal being 
used as fuel. 

(2) Bed Hematite, consisting of anhydrous ferric oxide, Pe803, 
found in the Furness district, and in Spain, Germany, Canada, and 
the United States. 

(3) Brown Hematite, a hydrated ferric oxide of the formula 
2 Fe 203 + 3 OH 2 , is probably the most widely distributed ore of 
iron, occurring in this country in Lincolnshire, Northamptonshire, 
and the Forest of Dean, and also at Bilbao in Spain, and in France 
and Germany. 

(4) Spathic iron ore, clay ironstone, blackband, or Cleveland 
ironstohe, is more or less pure ferroi^s carbonate, FeCOg, and is 
found in Durham, Yorkshire, Staffordshire, Somerset, Derbyshire, 
South Wales, and Scotland, and abroad in Germany, Hungary, 
Carinthia, Russia, etc. 

Hence it will be seen that the only ores used on a large scale are 
impure oxides and carbonatMiiiiron. In the preparatory process 
of calcining or roasting, whicFis carried out in large kilns, moisture, 
volatile or combustible matter, sulphur and carbonic anhydride, 
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Composition of Common Ores of Iron 





Peroeutage of Iron. 

Name of Ore. 

Chemical Composition. 

Formula. 

Pure 

Com- 
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Ore. 

Mametite . 

Rea Hematite 
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Clay Ironstone ) 
Spathic Iron Ore J 

Black Oxide of Iron 
Anhydrous Ferric Oxide 
Hydrated Ferric Oxide. 

Ferrous Carbonate 

Fe ,04 
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2 Fe,0s.30H, 
FeCOg 
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59*89 

48-27 

62 

60 

42 

35 


CO 2 , are largely expelled, and any ferrous carbonate is reduced to 
ferric oxide thus : — 

4 FeCOa + Og = 2 + 4 CO 2 . 

The chemical reaction which takes place in the smelting of iron 
is consequently very simple, and consists of the ^reduction of 
ferric oxide by means of carbonic oxide at a high temperature, 
thus : — 

FcaOa -f- 3 CO == Fcg ~f* 3 COa- 

The combustion resulting from the action of the blast upon the 
lower layers of fuel produces carbonic anhydride, CO 2 , which, 
ascending through the mass of incandescent fuel above, is reduced 
to carbonic oxide, CO, thus : — 

COa + C = 2 CO. 

This carbonic oxide then becomes the active reducing agent in 
the blast furnace. The ‘‘ gangue ” or earthy matter contained in 
the ore, and the ash left from the combustion of the fuel, must at the 
same time be got rid of. This is accomplished by adding to the 
charge a flux, such as limestone, which, at the high temperature of 
the furnace, produces with the earthy matter a fusible slag con- 
sisting of the double silicate of lime and alumina. The slag, being 
lighter, floats upon the molten metal which collects at the bottom 
of the furnace, and is allowed to run away continuously during the 
working of the furnace through a hole or cinder notch situated at the 
proper height. j 

Blast Furnace. The form generafljf^given to the blast furnace 
has been derived from the outline section shown in Fig. 10. It 
consists of two truncated cones joined together at their bases. 
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with a smaller cylindrical portion below. The upper conical part 
is known as the stxuik or body^ the lower being termed the boshes, 
and the junction, or widest part, the bdly of the furnace. The 
mouth, or opening at the top, is described as the throat, and the 
contracted portion at the bottom, the hearth. Near the bottom of 
the hearth at one side is a rectangular opening, or tap hole, closed 
with a stopping of clay when the furnace is at work. Formerly, 



I 

Fig. 10. — Profile of Blast Furnace. 


the furnace was open-topped, the gas and flame being allowed to 
escape directly into the atmosphere, resulting in a great loss of heat. 
Since the introduction of hot blast working by Neilson in 1828 , some 
arrangement for closing the throat has always been employed, the 
waste gases being drawn off and utilised by burning in stoves for 
heating the blast blown into the furnace, or under steam boilers for 
raising steam, and more recently, in working large gas engines for 
supplying the blast. 

Cold Blast ’’ Iron. A high grade pig iron for special foundry 
purposes, or for conversion into best Yorkshire iron, as will be 
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subsequently explained, is still smelted with cold blast at a few 
ironworks. 

Originally, the furnace was built of solid masonry, and even when 



Fio. 11. — Section of Blast Furnace. 


iron-cased had a double lining, the outer one of common brick, and 
the inner of firebrick, a narrow space filled with ashes being left 
between. This was done to prevent loss of heat, and to allow for 
expansion and contraction in working. It has been found that the 




38 


MECHANICAL TECHNOLOGY 


loss of heat has no serious consequences, and that on the other 
hand, the necessity for repairs is diminished by permitting reason- 
able cooling action. Hence the modern furnace (Pig. 11) is com- 
pletely cased with steel plates, and only one lining of firebrick is 
employed. 

The stack is carried upon a ring girder resting on steel columns, 

which in recent de- 
signs have been much 
increased in height, 
leaving the lower part 
open to facilitate cool- 
ing of the boshes. The 
hearth is built as an 
independent portion 
of the structure, after 
the stack has been 
completed. 

On the Continent 
and in America, the 
iron casing has been 
abandoned, and the 
thickness of the lining 
has been so far reduced 
that it has become 
necessary to erect a 
lattice work tower 
round the furnace to 
carry the weight of the 
charging gallery, the 
inclined transporter 

Fig. 12. — Boshes and Tuyere of Blast Furnace. for raising the charge, 

and the down- 
comer for the waste gases. In this case, brackets from the 
tower, instead of steel columns, are used to support the ring upon 
which the stack is built, giving very free access round the hearth. 
The latest practice in furnaces which are to be driven hard, is to 
build the boshes of cast iron cooling blocks through which water is 
caused to circulate (see Fig. 12), and which are provided with a very 
thin lining of refractory brickwork. 

Some modification of the cup and cone arrangement (see Fig. 11) 
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is now invariably , used for closing the throat, the gases passing 
through an opening in the side above the level of the charge into a 
vertical pipe or dovoncmner leading to the hot-blast stoves. The 
cup is in the form of a hopper or funnel-shaped casting built into the 
mouth of the furnace. The cone or bell is suspended from a counter- 
balance lever, so as to project somewhat below the bottom of the 
cup. When closed, the arrangement practically becomes a hopper, 
into which the charge of ore, fuel, and limestone is deposited. 
Where hand feeding is adopted, the cone is lowered by means of a 
hand wheel operating a pinion which gears into a toothed sector on 
the end of the lever, or it may be allowed to fall by the weight of the 
charge by opening the cock controlling a hydraulic cataract cylinder. 
The material thus charged into the furnace is distributed imiformly 
round the circumference, and the counterbalance weight at the end 
of the lever then comes into play, bringing the cone back against 
the seat at the bottom of the cup. In some recent examples two 
cones are employed (Fig. 13) to avoid loss of gas during the interval 
when charging takes place. With the smaller bell closed, the 
charge is introduced into the inner cone. On lowering the smaller 
bell (Fig. 13 (a) ), the charge is deposited in the space between the 
cup and the larger cone. The smaller bell is again raised, to prevent 
the escape of gas, and the material charged into the furnace as 
above described by lowering the main cone (Fig. 13 (5) ). The blast 
main is coimected to the horseshoe main, which is a large pipe in the 
form of a horizontal ring almost entirely encircling the furnace, and 
carried by brackets on the columns which support the stack. From 
it, smaller pipes or goose-necks lead to the air nozzles or tuyeres 
(Fig. 12), through which the blast enters the furnace. The tuyeres 
are usually eight or ten in number, arranged at equal distances 
round the circumference of the hearth. Being exposed to an 
extremely high temperature, and also to the destructive influences 
of molten metal and slag, they must be water-cooled. For this 
purpose, the nozzle is made in the form of a hollow cone of wrought 
iron or phosphor-bronze, through which a constant stream of water 
circulates. 

Hot-Blast. The use of hot instead of cold blast has not only 
effected a great saving in fuel, but has also rendered possible a con- 
siderable increase in the “ make ” per furnace. The temperature 
of the blast now reaches 1,300® or 1,400® F., or a visible red heat, 
which is obtained in regenerative ^fkebrick stoves, the best known and 
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most widely adopted arrangement being that of Cowper, shown in 
section in Fig. 14. The Cowjper stove consists of an outer casing of 
steel plates, about 20 to 25 feet diameter and from 50 to 80 feet high, 
having a dome-shaped top, and lined internally with firebrick. At 
one side of this casing, a firebrick flame flue is built up almost to the 
top, the remaining space being filled with a honeycomb structure of 
firebrick “ chequer work ” for absorbing the heat. Firebricks of 
special shape are frequently used, as shown in the detail on the 
right, to expose rounded surfaces and prevent clogging up with 
dust. When the stove is “ on gas,’* the blast furnace gas and the 
air necessary for its combustion are admitted through valves G and 
A respectively, at the bottom of the flame flue. The three valves 
6, A and C being open, an immense volume of flame ascends through 
the flame flue, and is deflected by the dome through the interstices 
of the chequer work, passing slowly through the mass of firebrick, 
which thus becomes incandescent, the products of combustion 
escaping to the chimney flue through the valve C. To place the 
stove “ on blast ” the gas valve, the air valve, and the chimney 
valve are closed, the cold air valve B at the bottom of the regenerator 
and the hot blast valve H at the bottom of the flame flue are opened. 
The cold air supplied by the blowing^ engine now enters the re- 
generator through the valve B, and taking up the heat from the 
incandescent brickwork has its temperature raised to about 1,500° F. 
before passing away to the hot blast main and thence to the tuyeres 
of the blast furnace. The stoves are in pairs, and are worked 
alternately, one being heated by the combustion of the furnace 
gases, whilst cold, air is being sent through the other. The reversal 
takes place at intervals of about half an hour, and is effected by 
means of suitable valves. 

One of these stoves containing as much as 1,000 tons of firebrick, 
and having about 80,000 square feet of heating surface, will supply 
16,000 cubic feet of blast per minute. Cleaning is effected by 
discharging a small gun a few times in succession at the top and 
bottom of the stove. The fine dust which is brought over in the 
gases from the furnace, and which is gradually deposited in the 
passages of the regenerator, is then thrown down by vibration to the 
bottom of the stove, and may be removed through suitable doors. 

Formerly, two stoves were used for each furnace, but for the 
rapid driving now in vogue three or four stoves per furnace ai*e 
required. To each furnace a dust catcher is generally applied. 
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This consists of a cylindrical casing about 20 feet diameter and 
40 feet high with a conical bottom, lined throughout with firebrick, 
and having an arrangement of internal cones and baffle plates to 
effect a sudden change in the direction of flow of the gas. This 
causes the particles of dust to fall down to the bottom of the hopper, 
in which there is a dust outlet valve of bell type communicating 
with a telescope tube, so that the dust may be discharged directly 
into wagons. 

Blast Engines are usually of the vertical direct-acting type, and 
the air or blowing cylinder of 80 to 100 inches diameter is placed 
vertically below the steam cylinder, which has a diameter of 36 to 
44 inches, the stroke being about 6 feet. The arrangement is 
clearly shown in Fig. 15, which represents an engine of this type 
constructed by the Lilleshall Co. Ltd., of Oakengates, S^opshire. 
The steam and air pistons are on one rod, and from the crosshead, 
motion is taken by connecting rod to the crankshaft, the latter 
being arranged to carry a heavy flywheel on each side of the engine. 

In the covers or heads of the blowing cylinder, flap valves of 
leather, or disc valves of indiarubber are fitted, one set for suction 
and another for delivery at each end of the cylinder. Flat gridiron 
valves mechanically operated by suitable gear from the main shaft 
have also been employed. 

Compound engines are occasionally used, but as a rule preference 
is given to the single-cylinder type on the score of simplicity and 
reliability. This is of paramount importance, as a blowing engine 
is required to work continuously day and night for a long period. 
Internal combustion engines, working directly with waste gas from 
the blast furnaces, have been adopted with success ; in early 
instances, however, they did not prove uniformly reliable, and 
trouble was experienced with the dust and impurities in the gases, 
necessitating frequent stoppage for cleaning, etc. 

Formerly, all the furnaces were blown from one set of engines on 
the same main. According to recent practice, one blowing engine is 
provided for each furnace, and further, each furnace may have its 
own blast main, so arranged that any engine may be used for any 
furnace. Depending upon the height of furnace and rate of working, 
the blast pressure varies from 3 J to 7 lb. per square inch in ordinary 
practice, up to 12 or even 20 lb. per square inch on the American 
plan, and each engine may have a capacity of from 20,000 to 
30,000 cubic feet per minute. 
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or Turbo-Blowers. The advantages inherent in high- 
speed rotary machinery led to the adoption of the turbo-blower for 
the provision of blast air. This machine has established itself in 



modem practice on account of its comparatively low cost, the 
smaller space it occupies, the lighter foundations required, and its 
proved reliability and efficiency in service. In design a turbo- 
blower is very similar to a multi-stage centrifugal air compressor. 
Unless, however, it is called upon to work at a pressure exceeding 
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about 25 lb. per square inch, water cooling, which is indispensable 
in a true compressor, is unnecessary. The design is thus simpler 
and less costly. 

Turbo-blowers are generally direct-coupled to steam turbines or 
electric motors and their usual speeds lie between 2,000 and 
3,500 r.p.m. Typical capacities range from about 20,000 to 60,000 
cubic feet of free air per minute at delivery pressures varying 
between 3 and 30 lb. per square inch, though these are not limiting 
figures. 

Higher thermo-dynamic efficiency can be claimed for a recipro- 
cating blowing engine driven by blast-furnace gas. But the 
necessary effective cleaning of the gas and the maintenance of 
reciprocating machinery entail expenses which reduce the economic 
efficiency. 

The regulation of the air and the governing of the prime-mover 
driving it constitutes a special problem .of the turbo-blower. It is 
characteristic of this type of machine that, when running at constant 
speed, the volume of air inhaled by the blower (and therefore the 
weight of air delivered) falls when the pressure against which it is 
delivering rises. If a blast furnace is kept uniformly charged a 
constant weight of air is required for its proper functioning. This 
implies that a constant weight, and therefore volume, of air must be 
inhaled. But since the density of the burden in the furnace is 
subject to variations the delivery air pressure cannot remain con- 
stant. If allowed to react on a blower running at constant speed 
these variations of pressure would result in detrimental variations 
in the weight of air delivered. Arrangements are therefore made 
whereby fluctuations in the volume and weight of inhaled air 
govern the speed of the prime-mover. This may be effected by 
placing a Pitot tube in the intake which acts upon an oil relay 
controlling the speed of the prime-mover and blower. It is possible 
by this means to regulate the delivery of air by weight to within 
2 to 3 per cent. 

Like all centrifugal compressors blowers exhibit a feature of 
behaviour which is inherently characteristic. When the delivery 
pressure rises to a certain limit, and, as a result, the inspired air 
falls below a certain critical quantity, a condition of instability 
ensues and compression breaks down unless means are provided to 
prevent it. This condition is known as “ surging,” and the point 
at which it commences, the ‘‘ suiting limit.” Arrangements are 
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Fio. 17.— Longitudinal Section through Parsons Centrifugal Blower. 
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made whereby the volume of air passing through the machine in 
relation to the pressure against which it is delivered is maintained 
sufficiently to allow the blower always to operate in the stable zone, 
independently of whether the air is actually consumed or merely 
blown ofE to atmosphere. This is accomplished by inserting a non- 
return valve in the delivery main to prevent blow-back, and a 
blow-off valve placed immediately before it. This latter valve is 
controlled by an oil relay and a spring in such a way that as the 
surging limit is approached blow-off to atmosphere occurs in such 
volume and against such pressure as to maintain stability of opera- 



Fio. 18. — Turbine-driven Centrifugal Blower (Parsons). 


tion of the blower. The mechanism to effect this is known as anti- 
surging gear. 

Fig. 17 shows a longitudinal section through a Parsons centrifugal 
blower of the double flow type. The air intakes are situated at 
each end and the discharge in the middle. It is arranged so that 
water cooling can be employed if desired. The same blower, direct 
coupled to a steam turbine, is illustrated in Fig. 18. Its capacity is 
60,000 cubic feet of free air per minute against a pressure of 23 lb. 
per square inch or 43,000 against 30 lb. per square inch. 

Air and Gas Mains. The cold blast main is usually about 18 inches 
diameter, but it is necessary to increase the size of the hot blast 
main from the stoves to the furnace on account of the high tempera- 
ture, and an outside diameter of from 3 to 4 feet is not uncommon, 
the pipe being lined with 9-inch thickness of firebrick. The gas 
main from the dust catcher has a diameter of 6 or 7 feet, and is lined 
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with 4^-inch brickwork. It is provided with expansion joints at 
every 10 or 12 yards, and frequently a bell and hopper arrangement, 
with a telescopic chute below for the removal of dust, is fixed at 
intervals of 6 yards. 

Lifts and Elevators. The charge of ore, flux, and fuel is raised 
to the top of the furnace sometimes by perpendicular lifts (Fig. 19), 
but now more usually by an inclined hoist (Fig. 11). With the 
increased output demanded in recent years, the old method of 
charging by means of hand-barrows has become obsolete, and when 
it is considered that for every 1,000 tons of iron produced, some 
3,600 tons of material must be charged into the furnace, it will be 
readily understood that some system of automatic charging becomes 
indispensable. In the skip or bucket system, the ore and fuel in 
proper porportions are tipped into tubs or skips, each of which can 
hold about 120 cubic feet. Fig. 16 shows the Aumond charger 
erected at the works of the Barrow Hematite Steel Co. Ltd., Barrow- 
in-Fumess, by the firm of Demag, of Duisburg, Germany. The 
skips are run up an inclined plane or skipway inclined at about 70° 
with the horizontal, by means of steam power, or an electric winding 
engine. Arrived at the top, the skip, which is of cylindrical form, 
and provided with a cone-shaped drop bottom, is lowered bodily 
into the furnace mouth and the bottom dropped automatically, thus 
allowing the charge to slide evenly into the furnace. A self-acting 
arrangement is provided at the top and bottom of the lift to prevent 
over-winding, and to bring the empty skip quietly to rest at the 
bottom. No workmen are required at the furnace top, except for 
oiling or repairs. 

The Charge. The relative proportion of the materials com- 
posing the charge varies with the nature of the ore and of the fuel, 
and also of the pig-iron to be produced. With red hematite, 
40 cwts. of ore, 20 cwts. of coke, and 8 cwts. of limestone are required 
to make 1 ton of pig iron. With clay ironstone, 48 cwts. of calcined 
ore, 20 cwts. of coke, and 12 cwts. of limestone are necessary for the 
production of 1 ton of grey foundry pig. The coke should be hard 
and compact, and able to resist crushing, and it is important that it 
should be free from sulphur. The ore, fuel, and limestone are each 
weighed out separately, and the charge is introduced into the 
furnace in layers so as to keep a fairly constant level at what is 
known as the stock line. When in full blast, the bell is lowered 
every ten or fifteen minutes to admit a fresh charge. From eight 




Fiq 19 — Blast Furnace Plant at Bedboume Hill Ironworks, Lincolnshire. 

to forty-eight hours is occupied by the material m makmg the 
complete descent of the furnace, depending on the nature of the ore 
and the quality of the iron produced. The make or yield of a 
furnace is usually 400 or 500 tons per week, but with larger furnaces 
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and the modem system of hard driving, an output of from 1,500 to 
2,000 tons per week has been reached. 

Working of the Furnace. A modem blast furnace plant, erected 
at the Redboume Hill Iron and Coal Co.’s Works, Frodingham, 
Lincolnshire, by Messrs. Head, Wrightson & Co. Ltd., of Thornaby- 
on-Tees, and embodying the features already alluded to, is shown 
in the photograph. Fig. 19. The molten metal is allowed to accumu- 
late until the hearth is full, and the furnace is tapped at intervals of 
from six to twelve hours, by driving an iron bar through the clay 
stopping of the tap hole, the blast being turned ofE meanwhile. 
The metal then flows along a chaimel to the sand or pig bed, clearly 
seen in the figure, which has a gradual slope from the furnace. 
Leading from the main channel at right angles are formed a number 
of lateral branches or feeders, termed sows, from each of which 
again runs a series of parallel furrows of semi-cylindrical section, 
known as pigs. The molten metal is allowed to run into the lowest 
sow first, and then into each of the others in succession, the stream 
being deflected in the proper direction by means of stops of sand 
placed against a spade driven down into the channel where required. 
When all the metal has been run off from the hearth, the tapping 
hole is “ stopped,” and the blast again turned on. As soon as 
solidification has taken place, the pigs, which are about 3 feet long 
and 3 or 4 inches wide, are broken off with a heavy hammer and 
removed by manual labour. Pig iron casting machines are also in 
use, in which iron moulds carried on an endless chain are caused to 
move slowly paat the mouth of the channel leading from the tapping 
hole. The metal solidified during the passage, which occupies about 
ten minutes, and is turned out of the mould into a truck as the 
chain commences its return journey. If intended for subsequent 
conversion into steel, the iron is not cast into pigs, but is run into a 
ladle carried on a bogie, on which it is transported to a metal mixer, 
to be distributed to the Bessemer converters or steel furnaces as 
required. 

Slag. The slag is allowed to nm continuously from the furnace, 
either into small iron wagons or slag tubs (see Fig. 19), or into water. 
In the former case, it solidifies into blocks in a convenient form for 
transport to the tip or cinder heap. Sudden cooling in water 
reduces slag to the condition of coarse sand, which has been used 
for making bricks or concrete. Many attempts, more or less 
successful, have been made to utilise slag in the form of road metal. 
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railway ballast, paving blocks, etc., or for the manufacture of 
Portland cement. The quantity produced, amounting to from 
10 to 30 Gwts. for every ton of iron made, is, however, so enormous, 
that its general utilisation would appear to be an exceedingly 
difficult matter. 

Blast Furnace Gas. This is always utilised to a greater or less 
extent, but the quantity produced is truly enormous, amounting to 
from 5 or 6 tons in weight for each ton of pig iron made. About 
30 per cent, by volume of the gas is combustible, the average com- 
position at the throat of the furnace when fired with coke being as 
follows : — 

Per cent, by volume. 


Nitrogen 58 

Carbonic oxide 28 

Carbonic acid gas . . . . .11 

Hydrogen ...... 2 

Marsh gas .1 


A comparatively small portion of the gas, probably not more 
than 14 per cent., is used for heating the blast, and occasionally a 
further quantity for steam raising. There is, however, much more 
than is needed for these and similar purposes, and it is not surprising 
that, after every requirement of the ironworks and even the collieries 
in connection has been satisfied, proposals should have been made 
with the object of utilising the large quantity remaining for the 
purpose of supplying, by mean3 of large gas engines, electric light 
and power to the district adjoining. It is safe to say that not less 
than 25 per cent, of the total heat developed in the average blast 
furnace, which represents about 10,000 horse-power, might be made 
available in this way. 

Hot Metal Casting Process. Certain cast iron foundries belong to 
self-contained works the activities of which embrace the running 
of blast furnaces to supply their own requirements. They work on 
the mass production system, usually in shifts. In order to over- 
come the limitations of the more usual foundry method of producing 
cast iron in cupolas experienced when continuous production is 
undertaken, and also to take advantage of the economy to be 
derived from using already molten metal direct from the blast 
furnace, a hot metal process is sometimes adopted. 

The direct casting of metal shapes from the blast furnace is not 
feasible because of the practical impossibility of controlling the 
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uniformity and definiteness of composition of the metal tapped off. 
A hot metal mixer is therefore provided, of capacity sufficient for a 
day's run. Blast furnace iron is tapped into a ladle- (samples 
meanwhile being taken from the stream and analysed) and the 
metal poured into the mixer. Molten cupola iron (also sampled and 
analysed) is added to the mixer. This latter iron is derived from 
the melting of scrap, etc., and functions as a regulator of the 
composition of the mixer contents. Thus regulated and rendered 
uniform in composition the still molten metal can be tapped from 
the mixer for casting purposes. According to the prajptice of the 
Ford Motor Company, who employ this process, the blast furnace 
iron and the cupola iron are maintained roughly in the proportions 
of 40 to 60. 



CHAPTER IV 


PIG IRON 

Pig Iron may be described as a compoimd of iron with carbon, 
silicon, sulphur, phosphorus, and manganese. The essential 
feature is the presence of from 2 to 4| per cent, of carbon, which 
exists in two distinct forms, partly in solution or conMned, and 
partly distributed throughout the mass in the form of graphitic, 
or mmmbined, carbon. According to the relative proportion of 



Fia. 20. — Fractures of Pig Iron. 

the two forms present, cast iron is classed in three varieties, greg, 
fnottled, and white (Fig. 20). In commerce, pig iron is usually 
distinguished by numbers, ranging from 1 to 6, or even^ the 
highest number being the cheapest. There is, unfortunately, no 
standard in use by means of which the various grades may be 
determined, the colour and general appearance of the fractured 
surface being the only guide. 

No. 1 pig iron shows a highly crystalline fracture, the crystals 
being large and evenly distributed. It is very dark grey in colour, 
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due to the large, lustrous flakes of graphite which are easily distin- 
guishable on the fractured surface with the naked eye. The 
carbon, usually about 3 to 3| per cent., is therefore almost entirely 
in the graphitic or uncombined form, the combined carbon not 
exceeding 0-3 per cent. The iron is very fluid when melted, and 
makes very fine and sharp castings suitable for ornamental work. 
The pig emits a dull leaden sound when broken, denoting a deficiency 
in strength and hardness. Unless mixed with scrap, or with other 
numbers, it is not suitable for engineers’ castings. 

No. 2 is lighter in colour, and is harder and stronger than No. 1, 
but does not run so fluid when melted. The combined carbon does 
not exceed 0*4 per cent. 

No. 3 is again lighter in colour, due to the fact that the graphite 
is present in much smaller flakes, not readily distinguishable, and 
"the cryatals are also smaller, the fracture being smoother, more 
regular and compact. The carbon content is less than Nos. 1 and 2, 
the amount combined not exceeding about 0*6 per cent., and the 
metal is less fluid when melted, but it possesses much greater 
tenacity and hardness. It is, therefore, the most extensively used 
for foundry purposes. 

No. 4 is still lighter in colour, and of finer grain. The flakes of 
graphite are scarcely discernible, and the combined carbon is now 
equal to 0*9 per cent. It possesses great tenacity and hardness, and 
can only be used alone for rough castings which do not require 
machining, but it is useful for mixing with lower numbers. There 
are two varieties of No. 4, described as No. 4 foundry and No. 4 
forge respectively. The latter is almost white in colour, and is too 
hard for foundry work, being used solely for conversion into wrought 
iron in the puddling furnace. 

Nos. 1 to 4 are classified as “ grey ” irons, and are the only grades 
in regular demand for foundry purposes. 

No. 5 is known as “ mottled ” iron, its fracture resembling a matrix 
of white iron interspersed with spots of grey. The carbon is 
contained in both the free and uncombined forms, and in very 
nearly equal proportions. For castings of exceptional hardness, as 
required for engine cylinders, a small quantity of mottled iron may 
be added to the mixture. 

No. 6 is ‘‘ white ” iron, which is extremely hard and brittle. The 
fracture is close-grained, and is almost devoid of separated graphite. 
The carbon is almost entirely combined, only a trace being present 
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in the form of graphite. It melts at a lower temperature than grey 
iron, but, before fusion, passes through a viscous or pasty condition, 
of which advantage is taken in the puddling process. It does not 
become sufficiently fluid to cast well, and is totally unsuitable for 
the foundry, being used only for the production of wrought iron. 
All grades above No. 6 are distinctly forge pigs. 


Typical Analyses of Pig Iron 


1 

Grey. 

Mottled. 

White. 

Constituent. 

No. 1. 

No. 2. 

No. 3. 

No. 4 
Foun- 
dry. 

No. 4 
Forge. 



Graphitic Carbon 

3-50 

3-35 

3-20 

3-00 

2-85 


Nn. 

Combined Carbon 

015 

0*20 

0-25 

0-30 

0-35 

1-35 

3-10 

Total Carbon 

3-65 

3-55 

3-45 

3-30 

3-20 

3-25 

3-10 

Silicon 

2-85 

2-60 

2-40 

2-10 

1-75 

1-10 

0--96 

Manganese 

1-30 

1-25 

1-20 

1-10 

1-05 

0-65 

0-50 

Sulphur 

1 003 

004 

0-04 

0-04 

0-05 

0-20 

0-30 

Phosphorus 

0-60 

0-65 

0-70 

0-80 

0-90 

0-95 

0-90 

Iron 

91-57 

91-91 

92-21 

92-66 

93-05 

93-85 

94^24 


It will be noticed that the combined carbon increases as the 
numbers rise, the graphitic decreasing in a corresponding ratio. 
Silicon diminishes from No. 1 grey to white, the usual proportion 
for foundry purposes being from 2 to 2^ per cent. Manganese, sul- 
phur, and phosphorus remain fairly constant throughout the grey 
numbers, the two latter showing some tendency to rise. These 
gradations in chemical composition are, however, not always regular, 
and may vary from time to time for the same brand. 

Impurities in Pig Iron. Carbon and silicon may be looked upon 
as essential constituents of pig iron, and are usually present to a 
coiisiderable extent, whereas manganese, sulphur, phosphorus and 
occasionally other elements occur in very small proportions, and are 
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strictly speaking, impurities, imparting more or less undesirable 
properties. 

^Silicon is almost invariably present, in quantity var 3 ring from 
about 1 per cent, as a minimum to as much as 3*6 per cent, or even 
more./'The introduction of silicon in small quantities has a tendency 
to transform the combined into graphitic carbon, rendering the 
metal softer. the other hand, with from 5 to 10 per cent, of 
silicon, the iron becomes extremely hard and brittle^reaking with 
a glass-like fracture, from which the name of glazy pig is derive^ 
Silicon also tends to reduce the absorption of sulphur by pig iron. 
Hence white iron, which contains much less silicon than grey iron, 
has usually a larger percentage of sulphur. 

y^idphur appears to act in exactly the opposite manner to silicon, 
converting the carbon into the combined condition, and rendering 
the metal white, hard, and brittle. A very small proportion of 
sulphur, as low perhaps as 0-05 per cent., will cause the iron to 
be quite unsuitable for subsequent conversion into steely' The 
quantity of sulphur present in pig iron does not often exceed 0-15 
per cent., but its presence makes the metal flow sluggishly when 
melted. 

^Phosphorus is nearly always found in pig iron, in amount varying 
from a trace up to 2 or 3 per cent. It increases the fluidity of the 
metal, and for fine castings where strength is not the primary 
consideratior^ts presence in moderate amount, up to about l-O per 
cent, is decidedly advantageous. With proportions exceeding 
0'5 per cent, the tensile strength of the iron is reduced. 

Manganese, by increasing the power of the iron to combine with 
carbon, tends to make pig iron white and brittle. Its presence 
assists in getting rid of sulphur, or rather in preventing the sulphur 
present from passing into the iroq,/Two varieties of pig iron very 
rich in manganese are manufactured for use in steel making. One 
containing from 10 to 25 per cent, of manganese is known as 
spiegdeisen, and the other containing 70 to 80 per cent, of manganese 
together with 6 or 7 per cent, of carbon, is termed fm'omanganese 



CHAPTER V 


WROUGHT IRON 

The Productioii of Wrought or Malleable Iron. The only process 
of any importance in use at the present time for the production of 
wrought iron is known as the iniirect method, because pig iron must 
first be obtained by smelting iron ore in the blast furnace, and has 
then to be decarburised in the puddling furnace to effect its conver- 
sion into wrought iron. Pig iron for this purpose is first subjected 
to a preliminary process of refining, the object being to effect as 
completely as possible the removal of the silicon, together with the 
greater part of the phosphorus, and to convert the graphitic into 
combined carbon. In this way, the grey iron is first convert into 
white, the latter alone being suitable for use in puddling. White 
iron'when near its melting temperature assumes a pasty condition 
which readily permits the oxidising action of the oxygen of the air 
to take place. Grey pig iron in melting passes at once from the solid 
to the liquid state, and, when fluid, is immediately covered with slag, 
which, floating upon the surface, effectually prevents, the oxidising 
influence of the blast being felt. The removal of the carbon by 
oxidation caimot therefore take place until the graphitic has 
been converted into combined carlx)n, or until the grey iron has 
been transformed into white. At the works producing “ besi 
Yorkshire iron,” great importance was attached to the refining 
process. The refinery, shown in the drawing, Pig. 21, consists of a 
rectangular hearth about 4 feet square and 18 inches deep,. three 
sides of which are formed of water-cooled cast iron boxes a, the 
front being an iron dam-plate b, through which the tap-hole c passes. 
The bottom of the hearth consists of a layer of sand about I2 inches 
thick. A framework of cast iron d, supports a low brick chimney e, 
16 feet high, inunediately over the hearth, and als^ serves to carry 
two water-cooled tuyeres,/,/, of If inches diameter, placed on one 
side of the fire and inclined downwards at an angle of 30°. The 
blast is supplied at a pressure of about 2 lb. per square inch, and is 
directed upon the surface of the molten metal so as to produce a 
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constant oxidising action. A coke fire having been lighted and the 
blast turned on, the charge of about 30 cwts. of pig iron is put on in 
layers alternating with coke. More fuel is piled all round and on 
the top, and the full blast allowed to act from one and a half to two 
hours. When the operation is judged to be complete, both metal 
and slag are tapped out into a long cast iron trough, or pig-mould g, 
about 2 feet wide by 6 feet long. The slag, which is very rich in 
iron, floats upon the surface, and is run off into moulds, leaving 
a plate of metal about inches thick, upon which water is sprayed 
to facilitate rapid cooling. The slab thus becomes very brittle, 
and is easily broken into pieces of suitable size for introduction 
into the puddling furnace. The slab on being broken exhibits^ a 
bright silvery-white fracture and is known as refined iron. The 
most striking feature is the almost entire removal of the silicon, as 
shown by the following : — 


Analyses of the Original Cold Blast Pig Iron and the Refined 
Metal produced from it 


Constituent. 

In Original Pig. 

In Jlefincd Iron, 

Carbon — graphitic 

Carbon — combined . 

Silicon .... 
Sulphur .... 
Phosphorus 

Manganese 

2-90 per cent. 
0-60 

1*50 

020 „ 

0*50 

0-50 

3-50 per cent. 
0-30 

005 

0-13 „ 


Puddling is in reality a continuation of the operations occurring 
in the refinery, carried out upon the hearth of a reverberatory 
furnace, the object being to permit the use of coal or coke as fuel 
by burning it out of contact with the iron. In this way the possi- 
bility that sulphur, which is almost always present in the fuel, may 
find its way into the finished product is largely avoided. The 
orginal process introduced* by Henry Cort in 1784 makes use of 
white iron, which, as already noted, does not become actually fluid. 
The method, which depends entirely upon the oxidising effect of the 
oxygen of the air, is therefore known as dry puddling, in contra- 
distinction to the process of tvet puddling or pig-boiling, in which 
grey unrefined iron is melted in contact with materials rich in 
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oxygen, such as hematite, forge scale, oxide of iron, etc., and which 
.themselves supply the oxygen necessary for decarbonisation. The 
puMling furnace, Pig. 22, consists of two distinct parts, theji/replace 



Fig. 22. — Puddling Furnace. 


or grate a, and the working hearth 6, with a low flat arched roof 
covering both, and sloping down towards the flue leading into the 
chimney or stack c, which has a height of about 40 feet. A damper 
at the top of the stack, operated by lever and chain, is provided 
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for the purpose of adjusting the draught as may be required during 
the working of the furnace. The furnace is built entirely of fire- 
brick, the walls being encased with cast iron plates, or bucicstaves, 
secured together with tie rods. The hearth is about 6 feet long, and 



Fig. 23. — ^Shingling Hammer. 

3 feet 6 inches wide, tapered towards the ends. The bottom is in 
the form of a tray, and consists of cast iron plates arranged so as to 
afford a free circulation of air beneath and around them. The fire 
and flue bridges d and e respectively are hollow cast iron bars encased 
in firebrick and kept cool by air circulating through them. The 
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working door f in front, constructed of firebrick in an iron frame, is 
suspended by a chain from the end of a counterbalanced lever, and 
is only opened when the charge is introduced, or the puddled ball 
withdrawn. The stirring and working of tbe charge is effected by 
means of a long iron rod or rabble^ inserted through the stopper-hole 
in the bottom of the door. The working bed ot furnace bottom was 
formerly a lining of sand, but it is now usual to employ a covering of 
oxide of iron or hammer scale about IJ inches in thickness. The 
charge of refined iron, weighing about 3 cwts., is first placed in a 
heating chamber at the chimney end of the furnace, known as the 
dandy h, and when red hot is removed to the hearth, where it is 
ranged round the sides, leaving the centre open. After about 
twenty-five minutes the metal begins to soften, and when in a pasty 
condition it is drawn towards the centre and is stirred or rabbled 
continuously for about an hour. During this time the carbon and 
other impurities are oxidised by being brought constantly into 
contact with the oxygen of the air, the carbonic oxide liberated 
burning in jets of blue flame known as “ puddler’s candles.’’ At 
this stage, the slag begins to sink or ‘‘ drop ” and granules of 
malleable iron in the form of bright spots gradually increasing in 
size appear on the surface of the metal as it “ comes to nature.” 
The balling up of the charge then commences by working together 
the spongy mass of malleable iron and collecting it into three or 
four puddled balls weighing from 90 to 100 lb. each. The puddled 
ball is a spongy mass of malleable iron, the pores of which are filled 
with slag. It is therefore removed on an iron bogie to the shingling 
hammer. Fig. 23, which expels the slag or shingle, and welds the 
particles of iron together into a puddled bloom or noblin 10 or 
12 inches square and about 2 inches thick. These are broken, and 
the fracture examined, the slabs being classified according to the 
purpose for which they are to be utilised. For bars, the harder and 
more crystalline varieties are chosen, whilst for rivets, plates, etc., 
softer and more fibrous slabs are selected. The noblins are piled 
one on the other not exceeding four high, and are re-heated and 
welded under the steam hammer into rectangular billets, which are 
re-heated and rolled down into bars or plates. 

For making chain or rivet iron, the noblins are taken to the 
re-heating furnace, heated and hammered twice, and rolled down 
in the mill into faggots, which are then cut into convenient lengths 
for re-piling. The piles so obtained are again raised to a welding 
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heat, and hammered twice or three times, and finally rolled into 
bars of the required size. Exactly the same process is applied in 
slab-making for boiler plates, with the exception that, the faggots 
are cross piled, so that the grain of the iron may run fairly equally 
in both directions of the finished plate. 

In Staffordshire and other ironmaking centres, several grades are 
turned out from the same works, of which the commonest, known 
as “ crown ” or merchant, is once piled and re-heated. This is 
followed by ‘‘ best,” which has received an additional piling and 
re-heating, best best ” which has been twice so treated, and 
“ treble best,” which has undergone the process three times. The 
repeated hammering, rolling, and working of wrought iron much 
increases its strength and ductility, and develops its fibrous character. 


Fig. 24. — Fracture of Wrought Iron, showing “ fibre.” 

It is true that the fibre (Fig. 24), is due to the presence of slag which 
has not been completely expelled during the shingling process, and 
which is subsequently broken up and distributed throughout the 
iron in the form of innumerable fine filaments running in the direction 
of rolling. Fibre cannot be regarded as an indication of strength, 
being due to the presence of a substance weaker than iron. It may, 
however, be asserted that fibre does denote quality, because it 
affords evidence that the iron has been worked to such an extent as 
to distribute the slag uniformly throughout the metal. In this 
sense a rod of wrought iron may be likened to a bundle of exceed- 
ingly fine wires which have been welded together, the small inter- 
stices being partially filled with slag. It is frequently asserted that 
wrought iron will withstand corrosive action due to atmospheric 
influences, etc., for a greater length of time than the more homo- 
geneous mild steel. The explanation may be due to the fact that 
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each fibre of wrought 
iron is surrounded by a 
protective covering of 
glass-like slag, which 
must first be broken 
down before the metal 
is attacked, whereas in 
the case of steel a fresh 
surface of the metal 
itself is constantly ex- 
posed as the oxide or 
rust formed falls off by 
expansion and con- 
traction. 

The Forge and the 
Mill. By the forge 
is understood that por- 
tion of the works in 
which are situated the 
puddling furnaces, and 
the machinery employed 
in the production of the 
puddled bar. The latter 
operation comprises two 
distinct processes : 

(1) ShingUng, to expel 
the slag or cinder and 
consolidate the spongy 
mass of iron received 
from the puddling fur- 
nace into a rectangular 
slab or ‘‘ bloom ” ; and 

(2) rollmgy to convert 
the bloom into a 
“puddled bar” about 
16 feet long, 3 or 4 
inches wide, and f inch 
thick, suitable for sub- 
sequent reduction into 
bars or plates. Shingling 
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is efEected by means of blows from a hammer, or by direct compres- 
sion in some form of mechanical squeezer. The latter is, however, not 
so efEective as the steam hammer (for description, see p. 669), which 
is now generally employed. The blooms produced in this way are 
passed forward, without re-heating, to the puddle rolls or forge tram, 
which usually consists of two pairs of cast iron rolls about 18 inches 
diameter and from 4 to 5 feet long, arranged in one line, and driven 
directly by means of a steam engine. The roughing or cogging rolls 
are, as a rule, placed on the left and are provided with a series of 



gothic or diamond-shaped grooves of diminishing depth, the surface 
of the grooves being notched or indented to give a better hold upon 
the bloom. The author is indebted to Messrs. Akrill Ltd., of West 
Bromwich, for the drawing (Fig. 25) of a forge train of their manu- 
facture. The flange coupling, A, connects to the steam engine, 
from which the rolls, E, are driven through a pair of double-hdical 
pinions contained in the housing or casing, B. The connection 
between the lower pinion and the engine, and also between the 
pinions and the rolls, and between the rolls themselves, is made by 
means of breahing-spindles, C, and coupling boxes or wdbhlers, D, as 
shown in detail in Fig. 460, p. 661 . This is in reality a safety device, 
the spindles being designed to break first should any sudden or 
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unusual resistance be encountered in rolling, and fracture of the 
rolls themselves is thus avoided. The ends of the rolls are turned 
down to form necks, which run in brass bearings in massive cast iron 
standards or housings, F, shown in detail in Fig. 26. Large setting 
down screws, G, operated by hand, and working through nuts fixed 
in the top of the housings, regulate the position of the upper bearings 
and enable the distance between the rolls to be adjusted. The 
finishing rolls on the right of the forge train resemble the roughing 
rolls except in the form of the grooves, which are rectangular or flat, 
diminishing in size towards the right. The bloom received from the 
shingling hammer is first inserted in the largest groove of the 
roughing rolls, and is passed through all the grooves in regular 
succession, being returned over the top of the upper roll after each 
pass. The fuddled bar shows a crystalline fracture, with some 
appearance of lamination, due to the contained slag, which has not 
yet been uniformly distributed throughout the mass. In this form it 
is sent to the Mill, which comprises that section of the works where 
the puddled bar is cut up, piled, re-heated, and rolled out into 
various sections of ‘‘ merchant ” iron. The puddled bar is cropped 
or cut up in a shearing machine into pieces of from 1 to 4 feet long, 
depending upon the purpose for which it is intended. These pieces 
are arranged in alternate layers at right angles to form a rectangular 
pile OT faggot from 4 to 12 inches square, which is raised to a welding 
heat in a balling or re-heating furnace, now usually fired by gas and 
provided with a regenerator, of the type shown in Figs. 328 and 329. 
Some oxidation takes place during heating, the oxide formed com- 
bining with the sand bottom of the furnace to produce a slag, known 
as millfurruice slag, which flows to the bottom of the flue and is 
removed occasionally as required. When the welding temperature 
is reached, the pile is removed from the furnace on an iron bogie, or 
by means of tongs supported from an overhead run-way, and is 
taken to the mill-train for rolling into merchant iron. A good 
example constructed by Messrs. T. Perry & Son Ltd., of Bilston, is 
shown in the illustration (Fig. 27). This, as in the case of the forge 
train, consists of two sets of rolls, the roughing rolls, in which the 
pile is first “ cogged down ’’ or reduced, and the finishing rolls, in 
which it is converted into the form of section required. The 
housings and bearings in which the rolls nm are similar to those of 
the puddle train, and the two sets are connected together and to the 
engine in the same manner. The bottom roll is provided with a 
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stripping phxte (see 
Fig 461), one edge 
of which IS Gained 
upon a bar fixed to 
the end frames, the 
other edge restmg 
upon the roll itself, 
and having suitable 
teeth or projections 
fitting into the 
various grooves. 
Any tendency to 
stick in the groove 
is thus overcome, 
and the possibility 
of the bar wrapping 
round the bottom 
roll, or “ collaring,” 
as it 18 termed, 
lb prevented. A 
fore-plate fitted with 
guide jaws for gmd- 
ing the bar straight 
into the rolls is pro- 
vided when rollmg 
very light sections, 
which when hot, 
would otherwise be 
liable to bend and 
twibt This ' 
arrangement is seen 
applied to the small 
rolls on the right of 
the figure. The 
tram so arranged is 
known as a guide 
tram, and the pro- 
duct 18 spoken of as 
guide iron. The 
details of construc- 


r 





Fig. 27, — ^Mill Rolls, or Mill Tram 
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tion are clearly shown in the drawing 
(Fig. 28), which represents a bar mill or 
guide train made by Messrs. Akrill Ltd., 
of West Bromwich. The first and 
second roughing rolls are seen at A and 
B respectively, and the guide rolls at 
C and D. The rolls are driven through 
double helical pinions contained in the 
enclosed housing, E, by means of coup- 
ling spindles, F. The guide rolls, C, 
are provided with oval grooves and the 
oval section produced passes through 
the guide jaws, 6, into the round 
groove of the finishing rolls, D. The 
rolls shown at B are for flats, and 
S when working on rounds these would be 
H taken out, and another set with oval 
:§ and diamond-shaped grooves sub- 

0 stituted. The whole mill stands on a 
^ heavy girder-section bed, of the same 
g type as shown in Fig. 26. With two 
S high rolls, still frequently employed, the 

1 work is returned over the*top roll after 
c5 each pass (see Fig. 462). This results 

2 in a great loss of time and labour, and 
as no work is done during the return, 
the metal is allowed to cool down to no 
purpose. Two methods have been pro- 
posed to overcome the difficulty : (1) By 
the adoption of three high rolls, as in 
Fig. 27 ; and (2) by reversing the rolls 
after each pass. Three high rolls are 
often used, not only for light work, 
such as hoop or guide iron, but are 
now adopted for heavier sections 
such as rails, girders, etc. Roughing 
and finishing sets are provided in each 
train, each consisting of three rolls 
placed one above the other, the middle 
roll being driven from the engine, and 
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the others geared to it. After passing in one direction through 
the middle and bottom rolls, the bar is returned through the next 
groove between the middle and upper rolls. In a reversing mitt 



the direction of rotation may be reversed either by means of 
some form of clutch operating alternately a direct and an inter- 
mediate gear drive from a continuously rotating engine, or the 
engine itself may be reversed, on the plan first introduced by 
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Ramsbottom. For a plaie mill, plain rolls are, of course, employed, 
arranged as before in pairs for roughing and finishing respectively. 
Fig. 29 is from a photograph of a reversing plate mill. The rolls are 



32 inches diameter, and 11 feet long. Roughing rolls are usually of 
gram iron cast in sand, but those for finishing are chilled by casting 
in iron moulds. The top roughmg roll is counterbalanced by levers 
and weights to permit the ready msertion of a bloom or slab of from 
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3 to 6 inches in thickness. In the mill described, the top finishing 
roll is driven through pinions, but, in some cases, revolves merely 
by friction with the plate in passing through. After each pass the 
distance between the rolls is reduced by means of setting down 
screws acting upon the bearings of the top roll. To enable both 
screws to be set down to the same amount, the wheel keyed upon 
the end of each screw is provided with a pointer moving round a 
notched or graduated ring fixed on the housing. In some cases, the 
screws are turned together by means of a shaft with bevel gearing, 
and in many recent examples a self-acting motion, driven by a small 
steam engine, or electric motor, is employed. With the large extent 
of surface exposed in the case of a plate, it becomes most important 
to avoid loss of time, and for this reason reversing mills have been 
extensively adopted. The engine, which is reversed each time the 
plate passes through the rolls, is fitted with slotted link-motion 
reversing gear, moved by small auxiliary steam cylinder and oil 
cataract. This is seen in the illustration of such an engine (Fig. 30), 
which has a pair of cylinders, each 50 inches diameter, with a stroke 
of 5 feet, and is arranged to run at a speed of 50 revolutions per 
minute. The valves are of the piston type, 20 inches in diameter. 
The reversing lever, and a second lever which controls an equilibrium 
stop valve in the main steam pipe, are placed outside the engine- 
house, in order that the man in charge may have the rolls constantly 
in sight when in operation. Feeding gear, consisting of friction 
rollers driven from the outer ends of the bottom roll, is fixed both 
front and back to assist in passing the plate backwards and forwards 
through the mill. On the front side, the end of the plate is received 
upon a bogie, which is run out to afford the necessary support. In 
rolling plates, the slab is first passed between the roughing rolls 
always in the same direction until the required width is obtained, 
when it is turned at right angles and again rolled to effect the 
necessary reduction in thickness. The exact thickness is then 
given in "the finishing rolls, the surface of which being maintained 
hard and true, imparts also a fine finish to the plate. 

Consumption of Fuel in Iron-making. To produce 1 ton of best 
iron from the ore, including calcination, smelting, refining, puddling, 
and re-heating, requires the consumption of about 4 tons of coal, 
the amount being increased to about 6 tons in the case of treble best 
quality. The total loss of iron from the pig to the merchant bar 
will average about 20 per cent. It will be seen later that the con- 
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sumption of fuel and the loss of metal are both very much less in 
making steel. 

Properties and Defects of Wrought Iron. Wrought iron is almost 


^ ~ jgSSt^ V 

Fig. 31. — Crystalline iv,. *.,- 

Fracture of Wrought 
Iron when broken 

suddenly. Fig. 32. — Cold Bending Test for Wiought Iron. 

chemically pure iron, containing only very small proportions of 
impurities which, however, exercise a most important influence on 




Fig. 33. — Drifting and “ Ham’s Horn ” Tests for Wrought Iron. 


its properties. Its chief characteristic is that it contains the 
smallest amount of carbon of any of the commercial varieties of 
iron. The carbon, which does not exceed from 0*1 to 0*26 per cent., 
is present entirely in the combined form, and the smaller the pro- 
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portion the softer the iron will be. Wrought iron is practically 
infusible and cannot be cast in a mould. At a bright red Tieat, it 
may be hammered ot rolled into various shapes, the former operation 
being termed forging. Raised to a white heat it becomes plastic, 
in which condition if two clean surfaces are placed in contact and 
subjected to pressure by hammering, they will unite or weld together, 
forming a perfect joint. Wrought iron does not harden when heated 
to redness and suddenly cooled by quenching in water. It ranks as 
one of the most ductile metals, and it may be drawn into very fine 

wire, or rolled out into sheets of 
extraordinary thinness. The presence 
of a small amount of phosphorus is very 
injurious, 0*25 per cent, sufficing to 
render the iron cold short, that is, the 
metal may be quite malleable and easily 
worked at a red heat, but is brittle 
and liable to crack when cold. Sulphur 
has the opposite effect, and it is most 
important that it should be excluded. 
As low a proportion as 0*03 per cent, 
causes decided red shortness, the iron 
becoming brittle and unforgeable at a 
red heat, although possessing the 
usual properties when cold. Silicon is 
often present in small quantity, and 
tends to produce hardness and brittle- 
ness, 0*35 per cent, being sufficient to 
render the iron cold short and deficient 
in strength. Hot or red shortness due to the presence of sulphur 
is perhaps the most potent defect which can exist in wrought iron, 
and is fatal to safe welding or difficult forging. If required for any 
important purpose, wrought iron should be subjected to cold bending, 
and also to forge or smithing tests. If a bar be nicked on one side 
with a chisel and bent over cold, it should display a fibrous fracture 
as shown in Fig. 24. The same quality round bar nicked all round 
and broken with a blow from a hammer shows a crystalline-looking 
fracture (Fig. 31), the small size and appearance of the facets being 
an indication of quality. Bar iron either square or round from 
I to 1 inch thick, if of best quality, may be bent cold close upon 
itself without fracture, as in Fig. 32, and if from 1 to 3 inches thick 



Fig 36 — Forge Test of 
Iron Rivet. 
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should bend to an inner radius = half thickness of bar without 
fracture. As an example of a bending test, a knot may be tied on a 
round bar 1 inch in diameter in the cold state, but this cannot be 
considered as a severe test of quality. The same remark applies 
to a cold bend on a round bar 2^ inches diameter, but a bend on a 
2|^-inch square bar, or on a bar 3 inches by 2 inches, which displays 
the curved edges due to compression on the inside of the bend, 
without showing any sign of fracture on the outside, can only be 
made with samples of excellent quality. 

Bars and plates of any thickness may be bent and hammered 
close when hot without any appearance of fracture. In the hot 
forge test stipulated by the British Admiralty for wrought iron 



Fkj. 37. — ^Forge Tests for Rolled Sections. 

branded best best,” “ a bar is pimched with holes the diameter of 
which is the width of the bar, at distances of and 3 diameters 
from the end of the bar, the holes being at right angles to each 
other. The holes are then drifted out to 1 J times the width of the 
bar. The sides of the holes are then split, and the ends must admit 
of being turned back without fracture.” The distension produced 
by drifting a punched hole is a severe test of quality. The so-called 
“ ram’s horn ” test (Fig. 33), of splitting open the hole, and bending 
outwards the two sides, which in addition have perhaps been pre- 
viously twisted, has been modified in an endless variety of ways, 
and is recognised as a useful proof of soundness. Pig. 34 shows a 
“ ram’s horn ” test on a piece of best iron plate. 

The ductility of rivet iron is well shown by the manner in which 
it will endure flattening, as in Fig. 35. A very striking, though 
somewhat unusual, test carried out on an iron rivet as shown in the 
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illustration (Fig. 36), well displays the high quality of the material. 
Angles, tees, chaimels, and other rolled sections are similarly 
subjected to hot forge tests as suggested in Fig. 37. 


Analyses of Wrought Iron 


Constituent. 

Ordinary Merchant. 

Best Iron. 

Carbon .... 

0-1 to 0-25 

0-081 

Silicon .... 

trace „ 0*10 

0-104 

Manganese 

trace „ 0-25 

'trace 

Phosphorus 

0-04 „ 0-20 

0*041 

Sulphur .... 

0 02 „ 010 

trace 

Arsenic .... 

— 

0-008 

Iron .... 

99-1 „ 99-7 

99-766 


CHAPTER VI 


CLASSIFICATION AND METHODS OF MANUFACTURE 
OF STEEL 

Definition of Steel. Chemically, ordinary steel is defined as an 
alloy of iron with a small proportion of carbon, varying from 0-1 to 
1-25 per cent. Other elements may be present to greater or less 
extent, but are, strictly speaking, impurities. It has become 
necessary to refer to this material as “ plain carbon ” steel. Small 
quantities of certain other metals, such as manganese, silicon, 
nickel, chromium, tungsten, molybdenum, vanadium, aluminium, 
etc., may be alloyed with iron and carbon, imparting valuable 
properties* to the metal, which is then known as manganese steel, 
nickel steel, etc. Formerly, steel was defined as an alloy of the 
chemical element iron with carbon, capable of being hardened by 
heating to redness and then quenching in water, in which respect it 
was distinguished from wrought iron. But an enormous quantity 
of steel is now made containing not more than 0-2 per cent, of 
carbon, and this material will not harden appreciably on sudden 
cooling. This product is called mild, or low carbon steel. With more 
carbon, say up to 0-5 per cent., a variety known as medium steel is 
obtained, \ ^ch is suitable for rails, tyres, e tc., and which becomes 
perceptibly harder by quenching in cold water. Beyond this, with 
carbon up to 1*25 per cent ., hiph carbon stee l results, which possesses 
the property of hardening and tempering in a marked degree, and 
is suitable for tools^ files^^etc . The influence of carbon content on 
the strength and ductility of steel is shown clearly in the diagram 
(Fig. 38). There is, however, no line of demarcation between these 
varieties, which merge gradually one into the other. Still, all the 
numerous varieties of material now known as steel have one 
peculiarity which serves to distinguish them from both wrought and 
cast iron. They are all produced in a molten condition, and are at 
once cast into ingots, which are afterwards rolled or hammered. 
Briefly, cast iron may be cast, but cannot be forged ; wrought iron 
may be forged, but cannot be cast ; and steel in processoT mauiT 
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facturc is cast, and afterwards may be forged. The melting point 
depends upon the proportion of carbon present, ranging from 
2,500° F. for hard steel to 2,900° F. for the mildest varieties. If 
heated beyond a certain temperature, steel assumes a friable 
condition, and is known as “ burnt,” which results in permanent 
injury to the metal. Hence steel must be worked at a lower 
temperature than wrought iron, and greater care, especially in the 


INFLUENCE OF CARBON CONTENT ON THE 

STRENGTH I^DUCTILITY OF STEEL. 




P£/?C£/VT/»C£ or C/\RBON 

Fig. 38. 

case of the harder varieties, must be exercised in its treatment. 
Mild steel is easily forged when heated, and if the carbon content 
does not exceed 0*3 per cent, it may be welded, although not so 
easily as wrought iron, because the latter, on account of the higher 
temperature at which it may be safely worked, becomes much softer 
than steel. Indeed, the safe range of temperature for steel is much 
narrower than for wrought iron, and welds cannot be relied on with 
so much certainty. This explains why steel has not been able to 
take the place of wrought iron for chain making, and why best iron 
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is still preferred for difficult smithWork where repeated heating may 
be necessary. The strength and elasticity of mild steel exceeds that 
of the best wrought iron, and much larger pieces in the form of 
f orgings, bars , plates, rails, etc., can be produced, much cheaper 
th^ in iron. For structural purposes, as in bridgework, et c., where 
smith ing and heartb wpldini c r arpi easily avn idftd. baa entirely 
displaced wrought iron. The superior ductility and flanging pro- 
perties of steel plates have rendered the use of wrought iron for 
boiler-making obsolete, and, in fact, the thick plates required for 
marine boilers of large diameter could not possibly be produced in 
iron. On the other hand, experience seems to have established the 
fact that best wrought iron is less^usccptible to ‘' fatigu e,^' and to 
suddenly applied and oft-repeated stresses, and is better able to 
resist continued percussive action. Thus, in stationary engine 
practice, crank pins of best iron have worked quite successfully for 
many years, where steel of the highest quality has fractured re- 
peatedly after running only a few weeks. Steel is also seriously 
affected by such action as shearing or punching. StfifiLplafces 
ahmi]H OP nn bft pnTifihpd, but must be drilled . The 

crushing stress exerted upon the edge of a plate in shearing is found 
to be much less prejudicial in the case of wrought iron than with 
steel, fit is dangerous to work steel at a blue or a black heat, the 
resulting injury being much greater than if the steel had been 
strained when cold. This property is known as ‘‘ blue shor tn^s.^* 
Steel which has *been injured by working at a blue heat may be 
restored to its original condition by proper annealing. Similarly, 
steel plates which have been punched, or subjected to local action 
as in flanging, must afterwards be annealed. The annealing furnace 
must allow of the entire piece or plate being heated at one time to full 
redness, after which the article treated is allowed to cool down 
gradually under a layer of ashes or other badly conducting material. 

Classification of Steel. The different varieties of steel may be 
very conveniently classified according to the process of manu- 
facture. The dominant factor in the composition of steel is the 
amount of carbon contained, and as in this respect steel occupies 
a position intermediate between wrought iron and cast iron, it 
will be readily understood that the methods employed for the 
production of steel are based upon either (1) the addition of carbon 
to wrought iron, or (2) the decarburisatioii of cast iron. Another 
method is (3) by the direct reduction of the ore, but although 
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no doubt possible, this process is very uncertain and impracticable, 
and is not at present in use. Grouped according to the first two 
methods, it will be found that steel is being made on a large scale 
at the present time by the following processes : — 

(1) The Cementation Process, in which wrought iron bar is heated 
for some time in contact with carbon. This is still the most 
important, and practically the only method of producing the 
“ crucible cast steel ” used for cutting tools. 

(2) The Bessemer Process, in which cast iron is decarburised by 
blowing air through the molten metal. 

(3) The Siemens Process, in which the decarburisation of cast 
iron is efiected by adding rich oxides in the form of iron ore to 
the molten metal in an ‘‘ open hearth ’’ gas-fired furnace. In a 
modified form, known as the Siemens-Martin process, pig iron 
was melted with wrought iron scrap, no ore being added. On 
account of the difficulty in obtaining wrought iron scrap at the 
present time, this process is now no longer used. The terms 

Siemens and “ Siemens-Martin ” are employed very loosely, 
and are often understood to mean one and the same thing. The 
‘‘ Siemens ” is essentially the “ pig and ore ” process, the “ Siemens- 
Martin ’’ being just as fundamentally that of “ pig and scrap.” 
In either case, the furnace is always of the gas-fired Siemens type, 
worked on the regenerative system. In the ordinary Bessemer 
and Siemens processes, pig iron containing phosphorus cannot be 
treated, on account of the acid nature of the siliceous lining. 

(4) The Basic, or Thornas-Gilchrist Process, in which the Bessemer 
converter, or the Siemens open-hearth furnace, as the case may 
be, is lined with basic material such as dolomite or magnesite, to 
effect the removal of phosphorus. 

(5) The Electro-thermic Processes, in which the necessary heat is 
provided by electrical means instead of by the combustion of a 
fuel. 
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CRUCIBLE CAST STEEL— CEMENTATION PROCESS 

The Cementation Process. This is the oldest of all the com- 
mercial processes of steel-making, and was first established in 
Sheffield during the 18th century. Hammered bars of refined 
Swedish iron, 3 inches wide, f inch thick, and from 8 to 10 feet 
long, are embedded in charcoal, and the air being excluded, 
are kept at a yellow heat for a period of eight to ten days. The 
converting or cementation furnace (Fig. 39), resembles a glass-hpuse 
furnace in external appearance, having a hovel or conical chimney, 
A, about 40 feet high, inside which is a rectangular chamber of 
firebrick, B, arched over at the top, and containing two long 
troughs, or pots, C. The latter are built of firestones, supported 
on narrow piers or benches of masonry or brickwork, which are 
arranged to leave a series of flues, D, all round the sides and ends 
of the pots. ‘Running down the centre between the pots is a 
narrow fireplace, E, having a firing door at each end. A man- 
hole, F, is left at the end of the chamber, through which the bars 
are charged into and withdrawn from the pots, the opening being 
bricked up when the furnace is at work. The pots are charged 
with about 20 tons of bar by first spreading a layer of charcoal 
nibs, \ inch deep, over the bottom, and upon this is placed a layer 
of bars, leaving spaces ^ inch wide between them to be filled with 
charcoal. Alternate layers of charcoal and bars are introduced 
in this way imtil the pots are full, leaving a covering of charcoal 
on the top. The whole is then luted over with “ wheelswarf,’’ 
the material obtained from the slow wearing away of grindstones, 
which, under the action of the high temperature, fuses and 
renders the pot air-tight. After lighting the fire, the temperature 
is gradually got up, in about a couple of days, to full redness, at 
which it is maintained for about a week, until the process has gone 
sufficiently far. This is known by withdrawing trial or tap bars, 
left purposely so as to be accessible from a small opening or tap- 
hole, G, in the end of each pot, which can be reached through an 

81 



82 


MECHANICAL TECHNOLOGY 


opening in the outer wall of the furnace. The degree of carburisa- 
tion can be judged from the appearance of the fracture of the 
trial bar, the steel produced being classified under six or seven 
numbers, or “ tempers.” No. 1 or “ spring head,” containing J per 
cent, carbon, exhibits an outer skin of steel surrounding a core of 
iron called the “ sap.” In No. 3 or ‘‘ single shear ” heat, containing 



Fig. 39. — Cementation Furnace. 


I per cent, carbon, the fracture shows more steel on the outside 
and less iron in the centre, whilst in No. 4 or “ double shear,” in 
which the carbon has reached 1 per cent., the steel and sap are 
present in about equal amounts, until in No. 5 or “ steel through ” 
heat, when the carbon has increased to per cent., the sap has 
been “ killed,” and all traces of iron are lost. The desired “ temper ” 
having been reached, the fire is withdrawn, and the pots &re allowed 
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to cool slowly, the operation of " drawing the heat,” as it is termed, 
lasting about a week, so that the whole process occupies about 
three weeks. When cool, the pots are opened, and the surface 
of the bars, which originally was quite smooth, is found to have 
become very rough and covered with blisters, which, if of small 
size and uniformly distributed, indicate good quality of metal. 



Fig. 40. — Crucible Cast Steel Melting House. 


The bars of blister steel, as it is now called, are broken into short 
lengths and sorted out according to the fracture. To obtain 
greater homogeneity the pieces are piled, re-heated, welded together, 
and drawn down under the hammer, the product being known 
as single shear steel. This is again cut up, re-heated, welded and 
drawn down into bars of doyble shear sted, which although fairly 
uniform in composition, is never quite homogeneous and stiU 
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contains impurities. These defects can only be removed by fusion, 
or by melting the blister steel in crucibles, the molten metal being 
poured or cast into iron moulds to obtain sound and perfectly 
homogeneous ingots of crucible cast steel. This process was intro- 
duced into Sheffield by Huntsman in 1740, and is still in use with 
very little modification. The melting holes, A, are simple air fur- 
naces (Fig. 40), consisting of a series of rectangular pits of brickwork 
arranged below the level of the melting house floor, and along one 
side of the building. The holes are lined with ganister or firebrick, 
brought up to an oval shape and capable of holding two pots or 
crucibles, B, which stand upon the grate bars, C, the ash pit, D, 
communicating with the cellar or vault, E, formed beneath the 
floor. Each fire has its own flue, F, leading into a chinmey stack 
which is about 40 feet high, the draught being regulated by a 
damper controlling an opening into the ashpit. The hole ’’ is 
covered with a square quarry of firebrick, G, about 3 inches thick, 
fixed in an iron frame provided with a handle. The crucibles for 
melting steel are almost invariably made of fireclay, although 
graphite has been used to a limited extent. They are made by 
hand in cast iron moulds from mixtures of fireclays obtained 
from the coal-measures, and usually a special department of the 
works is constantly engaged in their production. The crucibles 
are allowed to season for a fortnight on shelves fixed round the 
sides of the melting house, and before use, are slowly raised to 
redness in annealing ovens. They are then placed each on a fireclay 
stool, about 4 inches thick, resting on the grate bars in the melting 
holes, and a coke fire is filled up level with the top. The charge 
of about 60 to 80 lb. of blister steel cut up into small pieces is 
now introduced by means of an iron funnel, the cover or lid, also 
of fireclay, is put on, the fire made up to the top with coke, and the 
furnace closed. The fire is usually made up three times, and the 
melting is complete in three or four hours. It is important that 
the metal should be dead melted ” or “ killed ’’ before casting, 
i.e., it must be heated for a sufficient length of time after fusion 
has actually taken place, otherwise it will teem fiery,” throwing 
off sparks, and the ingots will be imsound or honeycombed. The 
metal must also be “ skimmed ” before teeming, the slag floating 
on the top being removed by means of a ‘‘ mop,” which is a lump 
of slag attached to the end of an iron bar. Gas furnaces on the 
Siemens regenerative principle (to be described later) have been 
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employed for melting steel in crucibles, but although using much 
less fuel, they have never met with extended use. The workman 
who lifts the crucibles from the fire is known as the “ puller-out.” 
The “ lifting out tongs ” have half-round jaws which grasp the 
belly of the crucible, and when the pot has been withdrawn, it is 
seized by the “ teemer,” by whom its contents are poured at once 
into an ingot mould. The moulds are of cast iron, and are con- 
structed in halves, held together by rin^ placed round them, 
and tightened by keys or wedges. Just before using, the interior 
of the mould is “ reeked ” or thickly coated with lampblack from 
the smoky flame of burning coal tar or resin, to prevent the ingot 
“ sticking.” 

The changes which occur during the production of crucible 
cast steel are shown in the following analyses : — 



Swedish 

Blister 

Crucible 


Bar Iron. 

Steel. 

Cast Steel. 


Per cent. 

Per cent. 

Per cent. 

Carbon . 

010 

0-5 to 1 -5 

0-7 to 1-6 

Silicon 

003 

0-03 

0-12 

Manganese 

Trace 

Trace 

! 0-20 

Sulphur . 

0-003 

0-003 

0-005 

Phosphorus 

0-02 

0-02 

1 

0-02 



CHAPTER VIII 


THE BESSEMER, AND THE BASIC BESSEMER PROCESSES 

The Bessemer Process. In 1855, Sir Henry Bessemer patented 
the method of producing steel by blowing air through molten pig 
iron, whereby carbon, silicon, and manganese are oxidised and 
burnt out, sufficient heat being developed by their combustion to 
keep the metal in a fluid condition, so that finally it may be cast 
directly into ingots. The operation is carried out in a vessel 
termed the converter (Fig. 41), which consists of a casing, A, of 
thick plates riveted together, and fixed to a strong cast steel frame 
or trunnion ring^ B, at the centre. The trunnion ring has two 
arms or trunnions supported in suitable bearings, upon which the 
converter may be rotated. This is effected by making one of 
the truimions, C, solid, and fixing upon it a pinion, D, which gears 
with a rack attached to a double-acting hydraulic ram, E. The 
trunnion, F, on the opposite side is hollow, and through it the 
blast is conducted down a flat pipe or goose-neck,’’ G, at the side 
of the converter to the blast box, H, at the base. This forms a 
removable bottom, J, to the converter, to which it is attached by 
bolts and cotters. Fixed to the upper side of the box is the guard 
plate, K, having 18 or 20 circular holes spaced at equal distances 
apart to contain the cylindrical fireclay tuyeres, L, which are about 
2 feet long and are perforated longitudinally with 16 or 18 holes 
five-sixteenths of an inch in diameter. Through these the blast 
is introduced in small jets into the liquid metal. The neck or throat, 
M, of the converter is fixed at an angle of about 30® with the body, 
so that when the vessel is in an upright position, as in Fig. 41 (a) 
and (6), the sparks and flame discharged during the “ blow ” are 
directed into an open chimney-stack. The neck also serves the 
purpose of a spout when the converter has been rotated into the 
horizontal position for pouring the metal into the ladle as shown 
at (d). A hood is fixed above the converter to receive the stream 
of sparks ^discharged during the passage from the horizontal to 
the vertical position. The converter is lined with refractory 
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Fig. 41. — Bessemer Converter, 
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material, usually ganister, to a thickness of 10 or 12 inches at the 
sides, and about 18 inches at the bottom. Ganister is a highlj 
siliceous sandstone found below the coal measures in the neighbour- 
hood of Sheffield. It contains about 90 per cent, silica, and from 



Fig. 42. — Arrangement of Bessemer Plant. 


this fact the process is often spoken of as the add process^ and 
the product as add steel. The ganister is ground to a coarse powder 
and is mixed with sufficient water to render it plastic. It is ther 
rammed in between the shell of the converter and a wooden core 
of the same shape as the interior. As the bottom wears out much 
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more rapidly than the lining it is now always made detachable, 
so that it may be easily removed when worn, and replaced in a 
very short time. In preparing the bottom, wooden dummies of 
the same size and shape as the tuyeres are inserted in the holes 
of the bottom plate, and fluid ganister is well rammed between 
them. The bottom having been dried, the dummies are removed, 
and the tuyeres put in the holes left. The converter is now generally 
made of 10 tons capacity, measuring 7 or 8 feet diameter inside 
the lining, the body being about 10 feet high, and the hood 6 or 
6 feet in addition. What is known as a single Besseimr plants 
(Fig. 42), as arranged on the British system, consists of a pair of 
converters. A, A, placed on opposite sides of the circumference 
of a circular casting pit, B, about 30 feet in diameter and 3 feet 
below floor level. At the centre of the casting pit is fixed vertically 
the cylinder of a hydraulic crane, C, the ram of which carries a 
narrow platform or stage, composed of two horizontal girders. 
At one end of the platform is the ladle, D (of the type shown in 
section in Fig. 248), built up of steel plates, and lined with ganister. 
The ladle is poured from a fireclay nozzle or tap-hole in the bottom, 
the flow of the metal, free from slag, being regulated by a fireclay 
stopper fixed upon the end of an iron rod covered with a sleeve of 
fireclay. The rod or swan's-nech is bent over the top of the ladle, 
and connected at the side to a lever, by means of which the stopper 
may be raised or lowered. Mechanism is also provided for rotating 
the ladle on trunnions, so that it may be turned over to empty 
out slag, etc., into the slag pit. The ladle is counterbalanced 
by an iron poise weight, E, at the opposite end of the platform, 
and is capable of being raised or lowered by the hydraulic ram, 
or of being rotated round the centre by means of gearing on the 
platform of the crane. Arranged in a circle round the outer edge 
of the casting pit are the ingot moulds, P, F, of cast iron, either of 
octagonal or square form, tapering upwards. To permit of their 
ready removal or “ stripping ” from the ingots, as soon as the 
latter are sufficiently solidified, the moulds are open top and 
bottom, and stand on iron blocks. Two hydraulic cranes, G, G, 
are placed at opposite corners of the casting pit for stripping the 
moulds from the ingots and afterwards removing the ingots from 
the pit. The blowing engines are iisually of the direct acting 
horizontal type, arranged as a pair. The pressure at which the 
air is supplied is from 20 to 25 lb. per square inch, and must be 



90 


MECHANICAL TECHNOLOGY 


sufl&cient to overcome the head of fluid metal in the converter. 
The blast is used cold, but the oxidation which takes place, especially 

of the silicon in the iron, 
produces a very high tem- 
perature, which is im- 
parted to the contents of 
the converter. The molten 
pig iron from the blast fur- 
nace is not taken directly 
to the converter, but a 
quantity of from 150 to 
250 tons is kept constantly 
stored in a large vessel 
termed a metal mixer (Fig. 
43), which is lined with 
fire-brick, and may be 
tilted on rockers by means 
of a hydraulic ram, in 
order to discharge a por- 
tion of its contents into 
the ladle in which it is 
transferred to the con- 
verter. The use of the 
mixer not only ensures 
greater regularity in the 
iron, especially if supplied 
from several blast fur- 
naces, but it is found that 
by allowing the metal to 
stand for some time, the 
percentage of sulphur 
present is much reduced, 
sulphide of manganese 
being separated in the form of slag. In a works not connected 
with a blast furnace, the pig iron is melted in a cupola exactly as 
in the foundry. 

Method of Conducting the Blow.” The converter, with its 
lining previously raised to a red heat, is brought to the hori- 
zontal position, and the charge, of from 10 to 15 tons of molten 
metal, is introduced by means of a clay -lined trough, entering the 
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mouth of the vessel. The shape of the converter is such that 
when in the horizontal position it can hold the charge 'without 
reaching the level of the tuyeres (Fig. 41 (c) ). The blast is first 
turned on, and the eonverter then raised to the vertical position 
(Figs. 41 (a) and (b) ), the liquid metal being in this way prevented 
from running into the tuyeres. At first, a shower of sparks is 
ejected from the mouth of the converter, but with very little 
flame, and that of a faint yellowish-red colour. This lasts for 
three or four minutes, and constitutes the first stage of the blow, 
comprising changes similar to those which occur in the first part 
of the puddling process, i.e., the graphitic carbon^ passes into 
the combined form, and the silicon is oxidised to silica, which 
combines with oxides of iron and manganese to form slag. The 
temperature now rises very rapidly, and the flame becomes larger 
in volume, and more luminous, and finally of a brilliant dense 
yellow colour. This is the second stage, or “ boil,” which lasts 
about ten minutes, and is equivalent to the boiling stage 
of the puddling process. The metal is now in a state of 
violent agitation, due to the escape of large quantities of carbon 
monoxide* produced by the oxidisation of the carbon by the 
blast. The pressure of the blast is now reduced, the intensity 
and volume of the flame gradually giving place to a pale trans- 
parent amethyst tint, with fewer sparks. The third, or “ fining,” 
stage, in which the remainder of the carbon and manganese is 
removed, is now reached, and in about twenty minutes from the 
(jommencement of the blow the flame suddenly “ drops,” indi- 
cating that the decarburisation of the charge is complete. The 
converter is at once turned down to the horizontal position, and 
the blast shut off. The proper quantity of ferromanganese, 
previously weighed out, is thrown into the converter, which is 
allowed to stand for a few minutes until all agitation has subsided. 
Ferromanganese is a variety of pig iron very rich in manganese 
and containing also from 6 to 7 per cent, of carbon. In practice, 
it is not possible to stop the blow with the required amount of 
carbon remaining in the metal. It is found preferable to remove 
the whole of the carbon during the blow, and then “ recarburise,” 
or add the exact amount of carbon to convert the charge into 
mild, medium, or hard steel of the desired quality, by the addi- 
tion of ferromanganese, or spiegeleisen. Until this is done, the 
decarburised metal may be described as burnt iron, being red- 
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short and imweldable, or “ rotten,” as it is termed. During the 
blow, some oxidation of the iron is inevitable, and the oxide of 
iron produced dissolves in the metal, rendering it brittle and 
unworkable. The manganese in the ferro Tnanganese-decompases 
th e oxide of iron, forming roanganese oxide^ which passes int o the 
sla^ The converter is next turned down, and its contents dis- 
cK^ged into the ladle (Fig. 41 (d ) ), followed by a layer of slag 
to protect the molten steel and prevent radiation. After the ladle 
has been moved away, the converter is turned mouth downwards 
and the slag run out, the blast being turned on for a few seconds 
to facilitate the operation. The ladle is rotated and brought over 
each of the ingot moulds in succession (Fig. 42), and the molten 
steel is run in at the top. When full the surface of the liquid 
metal is covered with sand, and the moulds are stripped from the 
ingots as soon as the latter are sufficiently set. As the ingots 
are still much too hot in the interior to admit of immediate' rolling, 
they are placed in soaking pits for about an hour. Each pit is 
somewhat larger than an ingot and of ample depth to contain it. 
It is thickly lined with firebrick, and is closed with a lid or 
cover to exclude air. The excess of heat in the interior of the ingot 
passes through the outer layers, and is taken up by the brick- 
work, from which it is radiated back again. This results in 
a uniform temperature being obtained without the use of fuel. 
The ingot can then be rolled in the cogging mill without 
re-heating. 

As neither sulphur nor phosphorus are removed during the 
blow, the pig iron employed in the “ acid ” Bessemer process 
must be free from these impurities. At the same time, as the 
high temperature required in the converter is obtained mainly by 
the combustion and oxidation of silicon, that element must be 
present in the proportion of about 2 | per cent. What is known as 
‘‘ Bessemer pig,” because it is specially suitable for the Bessemer 
process, is smelted from hematite ores free from phosphorus and 
sulphur.. 

The Basic or Thomas-Gilchrist Process. Phosphoric pig irons, 
such as those smelted from Scotch or Cleveland ores, and also 
largely produced on the Continent, are not suitable for conversion 
into steel by the original Bessemer process, carried out in a siliceous 
or acid-lined converter. Although phosphorus is readily oxidised, 
the resulting phosphoric acid (P 2 O 5 ) must be combined with 
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a basic substance to effect its removal in the slag. The addition 

of lime might accomplish this object, if it were not for the fact 

that it would enter into combination with, and would thus rapidly 

destroy, the acid lining. This led to the introduction by Thomas 

and Gilchrist in 1878 of the ‘‘ basic process,'’ in which a strongly 

basic, and at the same time highly refractory, lining, prepared from 

dolomite or magnesian 

limestone, is substi- 

tuted for the ordinary 

ganister lining of the 

Bessemer converter. ^ 

The dolomite, after 
being burnt and 

ground, is mixed with pi!;" ^ 

anhydrous tar, and is 

pressed in cast iron ^ 

moulds into the form 

of bricks, which are ^ 

burnt at an intense 
white heat. The con- 
verter is lined with Jm 

these magnesian bricks, jPp, 

laid in a cement of . ^ “ 


anhydrous tar, the 
thickness at the sides 
being about 15 inches. 
The bottom is made 
about 2 feet thick, of 
the same materials 


as the bricks, and is 

similarly formed in an - 

iron mould by hydrau- " Fxo. 44.-Ba8ic Converter, 
he pressure, a number 

of holes about ^ inch in diameter being left as tuyeres. The 
mould is then placed in a kiln and gradually raised to a red 
heat, which drives off the tar, and leaves a hard compact mass. 
The arrangement of the plant is in general the same as for the 
acid process. Fig. 44 shows two views of a 16-ton basic Bessemer 
converter supplied to Messrs. Walter Scott Ltd., Leeds Steel Works, 
by the Lilleshall Co. Ltd., Oakengates, Shropshire. The pinion of 
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the tipping gear is seen on the left of the lower view, in which will 
also be noticed the removable bottom, connected by hinged straps 
to the body of the converter. Owing to the nature of the process, the 
basic lining wears out very rapidly, and there is also considerable 
accumulation of slag after each blow. Frequent repairs are 
therefore necessary, which are greatly facilitated by the use of 
the ‘‘ loose bottom.” The upper view shows the method of charging 
the converter, and the hollow trunnion with the blast pipe is 
clearly seen. The converters used in the basic process are frequently 
of the concentric type, i.e., the neck is not fixed at an angle to 
the body, but is concentric with it, the mouth being parallel to 
the bottom. In this way readier access is afforded for the removal 
of any refractory slag. The converter after lining is gradually 
warmed up, and a quantity of lime, equal to about 15 per cent, 
of the \^eight of pig iron, is put in, and is strongly heated by slight 
blowing. The charge of about 10 tons of molten iron is then run 
in from the ladle, the blast turned full on, and the converter 
rotated into the vertical position. The blow takes from fifteen 
to twenty minutes, and is attended with the same changes as 
in the acid process, until the removal of the carbon is indicated 
by the ‘‘ drop ” in the flame. The “ after blow,” as it is termed, 
now commences, and is continued for about three minutes longer. 
This is the peculiar feature of the basic process, resulting in the 
removal of the phosphorus. It is very important that the amount 
of silicon in the pig iron for the basic process should be small, not 
exceeding 1 per cent., as otherwise the silicon would attack and 
rapidly destroy the basic lining, and a much larger quantity of lime 
would be necessary. Moreover, silicon is no longer to be regarded 
as the chief heat-producing element, its place in this respect being 
taken by phosphorus. This is especially the case during the “ after 
blow,” when the temperature rises rapidly to about 3,200° F., dense 
red-brown fumes being emitted. The flame does not, however, 
give any indication as to the completion of the process, and when 
it is judged that the phosphorus has been eliminated, the converter 
is turned down and the blast shut off. By means of a small 
spoon-like ladle with a long handle, a sample is taken, and after 
casting in a mould, is hammered out flat, cooled in water and 
broken. With practice the extent to which dephosphorisation 
has been carried can be judged from the fracture. If still in- 
complete, the converter is turned up and blowing is continued. 
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imtil finally a satisfactory sample is obtained. The slag is then 
immediately run off, the proper quantity of spiegeleisen or of 
ferromanganese is added to effect the necessary recarburisation, 
and the metal run into the ladle in the usual way. The remaining 
operations are conducted exactly as in the acid process. The 
slag, which may contain as much as 30 per cent, of phosphates of 
lime and magnesia, is of considerable value as a fertiliser for 
agricultural purposes, and is ground up and sold as manure. In 
spite of the great advantage that it permits of the use of cheaper 
pig iron, the basic process is in itself more costly to work than 
the ordinary or acid process, the quantity of lime used being 
very large, and the output per converter much less. It is generally 
contended that basic steel is neither so reliable nor so uniform 
in quality as the acid product, due in all probability to the fact 
that it is extremely diflScult to know exactly when the process is 
completed. For such uses as rails, rolled joists, and other sections 
the basic process is nevertheless largely employed in this country, 
and in Germany it forms the chief means of production. 

Comparing the acid with the basic Bessemer process, it will be 
noticed that the heat-producing agent in the former case is the 
silicon, and in the latter the phosphorus. The chemical composition 
of the pig iron used must therefore be adjusted to these require- 
ments, and on the average may be taken as follows : — 


Constituent. 

Acid Process. 

Basic Process. 

Carbon ..... 

3-6 

3-4 

Silicon 

2-5 

1-5 

Manganese .... 

0-3 

0-5 

Phosphorus .... 

0-05 

2-2 

Sulphur 

005 

006 



CHAPTER IX 


THE SIEMENS OR OPEN-HEARTH PROCESS— ELECTRO- 
THERMIC MANUFACTURE OF STEEL 

The Siemens or “Open-Hearth" Process. Although several 
modifications of this process are in use, all of them are conducted 
in gas-fired regenerative furnaces of the type originally introduced 
by Sir W. Siemens with the object of obtaining a high temperature 
and at the same time of efiecting economy in fuel. For this piurpose, 
the principle of the Cowper hot-blast 'stove (p. 41) was applied 
in the construction of the regenerators for raising to a high tempera- 
ture both the gas and the air required for its combustion. The 
arrangement may be best described by reference to an example by 
Messrs. Wellman-Seaver and Head Ltd., of London. The/«mace, A 
(Fig. 45), is of the reverberatory t 3 rpe, with the hearth carried upon 
cast iron hath plates, B, kept cool by allowing the air to circulate 
freely beneath them. The plates are first covered with a course of 
firebrick on edge, upon which the bottom, C, is formed of successive 
layers of refractory sand about an inch thick, each layer being 
“ fritted ” or vitrified by heating with gas before the next is put 
on. When a total thickness of about 15 inches has been reached, 
a quantity of slag and hammer scale is introduced and melted, and 
is spread over the bottom imtil no more is absorbed. The hearth 
slopes in all directions towards the tap-hole, D, at the back of the 
furnace, and from this a spout or lander, E, is arranged to run the 
metal into the ladle. Three openings, F (see also Fig. 46), are 
usually provided in the furnace front, through the two outer of 
which the charge of pig iron is introduced ; the ore or scrap is 
added during the process through the central or working door when 
the furnace is at work. The openings are closed by doors, which 
consist of iron frames enclosing a slab of firebrick, and the doors are 
suspended by chains from counter-balanced levers, by which they 
are raised and lowered. The end walls or Uocks, G, of the furnace 
are made from 4 to 6 feet thick, as in them have to be formed the 
flues or passages, H, I, from the regenerators, J, E. These passages 




Fig. 45. — Siemens “ Open-Hearth 
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Fig. 46. — Siemens “ Open-Hearth ” Furnace, 






[To face p 99 , 
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are turned horizontally, and open into the furnace through pcHSy 
three in number, arranged in two rows. The gas enters through 
one of these ports, L, placed at the level of the doors, the remaining 
two, M, which are placed above, serving to admit the air, at about 
the level of the roof. The side walls, N, of the furnace are about 
15 inches thick, and are enclosed in steel plates supported by 
buckstaves of rolled joist or rail section connected together by tie- 
rods. Below the furnace are placed the regenerators arranged in 
two pairs, the gas and air being heated in separate chambers, J and 
K respectively, each filled with a chequer-work of firebrick. The 
pairs of regenerators are heated alternately by conducting through 
them the hot gases from the furnace on their way to the chinmey. 
The heat absorbed by the brickwork in this way is afterwards given 
up again to the air and gas on their way to the furnace. The 
method of reversing the direction of flow through the regenerators 
is shown in the diagram (Fig. 47), to which also reference may be 
made in connection with the previous figures. Separate valves, 
placed in the cave, 0, immediately in front of the furnace and below 
the floor level, are provided to adjust the supply and control the 
direction of both air and gas. The gas enters from the culvert, P, 
through the inlet or mushroom valve, Q, which regulates the 
quantity passing, and then through a butterfly reversing valve, R, 
which can be turned over to direct the flow into either of the gas 
regenerators. A similar arrangement of admission and reversing 
valves is employed for the air, which is thus conducted to one or 
other of the air regenerators. After traversing their respective 
regenerators, the air and gas enter at one end of the furnace by 
way of the ports already described, and the resulting flame and 
waste gases pass out at the same time through the ports in the 
opposite end, and are drawn down through the other pair of 
regenerators into the flue, S, leading to the chimney. The direction 
in which the air and gas pass through the regenerators is reversed 
about every half hour, thus maintaining the brickwork at a very 
high temperature. In this way the heat produced by the combustion 
of the gas is added to that taken up from the regenerators, and the 
furnace is filled with flame of intensely high temperature. By 
varying the proportion of air to gas, the flame may be made reducing, 
neutral, or oxidising at will, giving great facility in controlling the 
various stages of the process. The regenerative system of working 
has enabled very considerable economy in fuel to be effected, as 
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compared with the ordinary furnace. The temperature of the 
products of combustion on leaving for the chimney does not much 
exceed 300® F., proving that the heat generated is almost entirely 
retained in the furnace and regenerators. The working capacity 
of the Siemens furnace has been increased in recent years from 
10 up to 50 tons or even more, the most economical and most easily 
managed size being probably about 25 tons. In working the 
Siemens open-hearth process, the charge of pig iron is distributed 
over the bed of the furnace, and a quantity of steel scrap, such as 
rail ends, shearings, etc., is added. When completely fused, pure 
hematite iron ore in lumps is added at intervals to effect the 
oxidation of the silicon, carbon, and manganese of the pig iron, 
the bath of molten metal being caused to boil violently from the 
escape of carbonic oxide, as in puddling. To melt a 25 or 30-ton 
charge, the time taken is four or five hours, a short, sharp ” 
oxidising flame being employed. If a hard steel for rails is required, 
the metal will be tapped soon after boiling has subsided, but for 
softer metal the heat will be prolonged, extending to eight or ten 
hours. This permits of perfect control over the process, and 
constitutes, the great advantage of open-hearth working. Samples 
are taken from time to time with a long spoon-like ladle, and are 
tested for malleability and toughness, the fracture being examined 
and the percentage of carbon rapidly ascertained by chemical 
analysis. When the carbon has been sufficiently reduced, say to 
0*1 per cent., the metal is allowed to stand awhile, and the tempera- 
ture is increased, to keep it fluid and clear out the slag. Spiegel is 
then added, and the furnace is tapped by driving an iron bar into the 
taphole. As the metal runs out, a small quantity of ferromanganese 
previously heated to redness is added in the ladle, T (Fig. 47), 
which is of the same construction as that used in the Bessemer 
process. The ingot moulds, U, are placed in a row in the casting 
pit, V, which is usually arranged parallel to the length of the furnace 
at the rear or tapping side, and along which the ladle, mounted on a 
bogie, may be run on rails to bring it over the moulds in succession. 
Immediately below the taphole is the slag pU, W, so that after 
the whole of the charge has been run off into the ladle, the lander 
may be removed, and the slag allowed to flow into the tub, X, 
carried on a bogie. The Siemens open-hearth process is more costly 
in operation, and the rate of production is less than the Bessemer, 
but any pig-iron free from sulphur and phosphorus may be employed. 
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with the further advantage of using up largo quantities of scrap by 
remelting. The great point in favour of the open-hearth acid 
process is that perfectly uniform composition of the steel produced 
may be ensured. 

The basic open-hearth process is carried on in a Siemens furnace 
lined with dolomite, lime being added to the charge to keep the 
slag strongly basic. Phosphoric pig may be thus treated in a manner 
similar to the basic Bessemer process. 

Modifications of the Siemens Process. The modern tendency to 




Fig. 49. — Charging Bogie for Steel Furnace. 


work with very large charges of 50 or even 100 tons has been respon- 
sible for the introduction of two important improvements. The 
difficulty of working heavy charges has been overcome by the use 
of charging machines, an example of which is the Wellman (Fig. 48). 
The author is indebted to Messrs. Wellman-Seaver and Head 
Ltd., of London, for drawing and illustrations of their electric 
open-hearth charger referred to in the following description. The 
charge is placed in boxes capable of holding about a ton of pig iron, 
scrap, or ore. Four of these boxes may bo carried on the charging 
bogie shown separately in Fig. 49, which runs on a narrow-gauge 
line close to the front of the furnace. A second set of rails outside 
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the first and about 12 feet gauge is provided for the charging 
machiue itself, which is mounted on wheels, and is operated in aU 
its motions by electric motors, taking current from a trolley-wire 
overhead. Fixed to the frame of the machine at the top are two 
girders which project close up to the front of the furnace, and which 
carry a four-wheel truck running on rails after the manner of an 
overhead travelling crane. Projecting downwards from the truck 
is a strong arm or bracket, with a trunnion bearing at its lower end 
in which the charging bar rotates. A platform is slung from the 
charging bar for the man operating the machine, who is thus in a 



Fig. 50. — Charging Machine for Steel Furnace. 


position to see the charge deposited in the furnace. By means of 
motors of about 25 h.p. the charging bar may be raised or lowered 
bodily, or moved right or left, and a smaller motor of h.p. is 
employed to rotate the bar for the purpose of emptying the boxes. 
The latter are provided with sockets into which a flange on the end 
of the charging bar fits, and passing through the charging bar, 
which is hollow, is a locking bolt actuated by a lever for securing the 
box in position. The bogie with the charging boxes is placed in 
front of the machine, and the end of the bar is lowered into the socket 
on one of the boxes, which is then locked upon the bar. The whole 
is raised, and, with the truck, is run forward on the upper girders of 
the machine to bring the box inside the furnace to the spot where 
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the charge is to be deposited. The bar is then rotated, turning over 
the box and allowing its contents to fall into the furnace, when the 
truck is run back to withdraw the box, which is replaced on the 
bogie and released by drawing back the bolt. The whole operation 
of lifting, discharging, and replacing the box occupies about a 
minute, and in this way some 50 tons of material may be charged 
into the furnace in an hour, with a very considerable saving in 
labour. Pig. 50 shows a machine of the overhead crane type, 
installed at the Britannia Works of Messrs. Dorman, Long & Co. 
Ltd., of Middlesbrough. In this view, the machine, which is 



Fig. 61 . — Charging Machine for Steel Furnace. 

operated by six electric motors, is slewed round away from the 
furnace, just after picking up a loaded box containing 4 tons of pig 
iron. Fig. 51 shows the lower part of the trolley with the motors 
and the driver’s platform, and the charging arm in the lowest 
position. 

A second difficulty incidental to the working of large furnaces is 
that of tapping a very heavy charge. This has been overcome by 
the employment of the tilting or rolling furnace^ the body of which 
is carried on strong girders of curved form, so that the furnace may 
be rocked bodily by means of hydraulic rams. This enables the 
metal to be poured from a spout, and as pouring may be started or 
stopped at any moment, the loss of time in tapping through a tap- 




Fiq. 62 .— Talbot Tilting Funiaoe for continuous working. 
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Messrs. W(‘Ilman-Seavor and Head Ltd., London. At the com- 
mencement of the week’s work, the furnace is charged with pig-iron 
and steel scrap, which with additions of ore and lime is converted 
into steel of the desired quality in the ordinary manner. About 



one-third of the metal so produced is then poured ofi into a ladle by 
tilting forward the furnace, and is distributed into ingot moulds as 
previously described. The furnace is rolled back, and after adding a 
quantity of oxide of iron to the slag in the furnace, molten pig-iron 
is rim in from a cupola to replace the steel taken out. A vigorous 
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boiling action resembling the Bessemer blow now commences, due 
to the discharge of large quantities of carbonic oxide, which burns 
with an intensely hot flame. The heat evolved being sufficient to 



raise the temperature of the bath, gas is cut ofi from the furnace 
during this iieriod. At the end of ten to fifteen minutes, the slag, 
which has been deprived of its iron oxide, is partly poured off, and 
the bath reduced to steel of the n^quired quality by fresh additions 
of ore and lime. When this has been effected about one-third of the 
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charge is again poured off, and so the process is repeated again and 
again, the furnace being emptied only at the end of the week. 
Pig. 63 is from a photograph of a furnace of this type when at work. 
The port ends are mounted on wheels, and are fitted with a water 
seal (seen in Fig. 62) so that they may be moved laterally a short 
distance before tilting the furnace, the supply of gas and air being 
first cut off. Fig. 64 shows the furnace tilted for pouring. 

Another important improvement consists in dispensing with the 
ordinary ladle, or, rather, in attaching the ladle direct to the tap- 
hole on the side of the furnace. This is known as the forehearth, 
and it is clearly seen at the rear and near the top of the furnace in 
Pigs. 63 and 64. It is constructed of steel plate lined with firebrick, 
and is provided with two pouring holes and stoppers of the same 
pattern as those used for an ordinary ladle, so that the metal may 
be tapped direct into ingot moulds, with a great saving in time and 
with much less cooling than when a ladle is used. It will be noticed 
that the molten metal only enters the forehearth when the furnace is 
tilted, and for pouring off the slag the forehearth is easily removed 
and a spout substituted. 

The continuous method has now been extensively adopted, and, 
amongst other striking examples, a large furnace of 100 tons 
capacity, which has been installed at the Frodingham Steel Works 
in Lincolnshire, can produce 660 tons of ingots per week from liquid 
pig-iron only, without scrap. In this way it is being sought to bring 
the output of the open-hearth up to that of the Bessemer process 
without sacrificing facility of control. 

Gas Producer. An important part of the plant required for the 
open-hearth or Siemens process, is that for supplying the large 
quantity of gas with which the furnace is fired. Such gas, known 
as 'producer gas, is made by passing air and steam through a thick 
layer of incandescent fuel, the oxygen of the air being converted 
into carbonic oxide, and the steam decomposed, with the production 
of hydrogen and carbonic oxide. The gas also contains some 
carbon dioxide, together with the nitrogen of the air and the volatile 
hydrocarbons evolved in the distillation of the burning fuel. Three 
types of producer have been evolved, viz. : (1) The grate or “ bar 
bottom ’’ producer, as originally introduced by Siemens, the use of 
which has been practically abandoned on account of the difficulty of 
keeping the bars clear and of the loss of fuel falling into the ashes. 
(2) The cupola, or solid bottom ’’ producer, of which the Wilson 
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may be taken as a typical example. The disadvantage of this t 3 rpe 
is the frequent stoppage necessary for cleaning out ashes, etc. 
This has been overcome in (3) the water bottom ” producer, which 
is built on an iron ring, dipping into a shallow trough containing 
water, to act as a seal. The ashes thus fall into water, and can be 
raked out below the casing, no heat being lost. The Wilson pro- 
ducer (Pig. 55), or some modification of it, has been very extensively 
adopted. It consists of a cylindrical shell. A, of steel plates, lined 
with firebrick, and having a hopper, B, at the top through which 
the fuel is charged. The hearth, or bottom, C, is also of brickwork, 
without grate bars. The air necessary for combustion is forced in 



Fig 66. — Wilson Gas Producer. 


by a steam jet blower, D, through the distributor, E, or flue of 
brickwork in the centre of the hearth. The gas passes through 
ports into a circular passage, F, round the upper part of the producer, 
from which it is conducted by the downtake to the gas culvert, H, 
leading to the furnaces. One advantage of the gas producer is that 
inferior kinds of fuel may be utilised, washed coal slack being 
generally employed. Slow combustion is maintained by the 
oxygen of the air blown in through the red-hot fuel at the bottom, 
carbon dioxide COg being formed, which, rising through the mass of 
incandescent fuel above, is reduced to carbonic oxide CO, thus : 
C + O 2 = CO 2 , and CO 2 + C = 2CO. The steam is also decom- 
posed in passing over the incandescent fuel, thus : C + OHg == 
CO -f H 2 . The best proportion of steam to air would appear to be 
about 1 to 20. As the fuel chamber is always kept quite full, the 
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volatile hydrocarbons distilled from the freshly-charged fuel are 
compelled to pass downwards through the burning mass below, and 
in this way tarry matter is decomposed. Inspection doors are 
provided round the top of the producer and at the side, the latter 
also serving for the introduction of bars for breaking up the fuel and 
clinker. The ashes are withdrawn through cleaning out doors, I, 



Flu. 57 -External of “ Hiljrei ” tias Producer. 

about every twelve hours, and a valve, G, is fixed in the downtake 
to shut ofi the producer when cleaning, or for repairs. 

As already mentioned, the usual form of solid bottom producer 
entails some difficulty in cleaning out ash and clinker. This has 
been overcome in the ‘‘ Hilger ” producer (Fig. 56), constructed by 
Messrs. D. Hunter & Co., of Leeds. The shell is of the ordinary 
cylindrical form, lined with firebrick, but without water-jacket, and 
is provided with a double-closing charging hopper at the top. The 
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body of tbe producer is carried upon a framework of steel girders and 
columns (Fig., 57), so as to leave a clear space at the lower end. In 
this space is arranged a pan-shaped hearth, capable of being rotated 
on a ring of balls by means of worm gearing. A double-acting 
ratchet, or “ pilgrim’s step ” mechanism (Fig. 58), imparts to the 
worm a forward and backward rotation alternately, the amount of 



Fig. 68. — “ Pilgrim’s Step ” Mechanism for “ Hilger ” Gas Producer. 

which is capable of adjustment in either direction. This enables 
the quantity of ash thrown out by the stationary shovel (see Fig. 56) 
to be regulated. Upon the rotating hearth is fixed a star-shaped 
grate carrying a similar star-shaped upper portion, the blast opening 
being formed between them, as will be evident from the plan 
(Fig. 56), which shows the grate as seen from above. The ash in 
the producer is kept constantly in motion by the to-and-fro rotation 
of the hearth and grate, thus preventing the formation of clinker. 
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If the forward and backward motions are adjusted so as to be equal, 
the .removal of the ash may be stopped entirely, while still subjecting 
the contents of the producer to considerable agitation. In this way, 
when using a fuel poor in ash, or when not working to full capacity, 
it is not necessary to stop the rotating movement, as is the case 
with producers having grates which rotate in one direction only. 
The constant returning of the ash and fuel in the Hilger producer 
brings new surfaces into contact with the blast, with the result that 
gasification is much hastened. 

The average composition of gas from a Hilger producer, and of 
ordinary coal gas for comparison, is as follows : — 


— 

Producer Gas. 

Coal Gas. 

Carbon Monoxide 

Carbon Dioxide 

Hydrogen 

Marsh Gas 

Hydrocarbons . 

Nitrogen .... 

' 

29 per cent. 

» 

13 

li »> 

52 

7f per cent. 

m 

41i „ 

3i „ 

Of the above, Combustible 
Gases amount to 

44 per cent. 

100 per cent. 


Complete Plant for Steel Making. An ideal arrangement of steel- 
making plant, to which, however, it is not always possible to conform 
in practice, is shown in Fig. 59, due to Mr. J. E. Stevenson, of 


(a) 
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Middlesbrough. The blast furnace, A, worked in conjunction with 
the hot blast stoves, B, supplies molten cast iron to the metal 
mixer, C, from which it is taken as required direct to the tilting 
furnace, D. The open-hearth steel so produced is tapped into ingot 
moulds, E, which, when the metal is sufficiently solid, arc stripped 
by the crane, F, the ingots being at once transferred on bogies 
to the soaking pits, G. After heating 
uniformly to the proper temperature for 
rolling, the ingots arc lifted out by the 
crane, H, and carried on live rollers, I, to 
the cogging mill, J. Here they are 
reduced to blooms, slabs, or billets of 
suitable size and section for subsequent 
treatment. From the coggmg mill the 
steel proceeds to the roughing rolls, in 
which it receives approximately the shape 
of section desired, and then finally to the 
finishing rolls, in which it is brought down 
to exact dimensions. The great difference 
in the treatment of wrought iron and steel 
will be noticed. The cutting up, piling, 
re-heating, and welding necessary for 
wrought iron is not required for steel. 
With the latter, the ingot, no matter by 
which method it may be produced, is sub- 
ject to a continuous process of rolling only, 
usually without re-heating. The process 
of reduction from the ingot to the finished 
Fj(.. 60.— Section of Steel section is well illustrated by reference to 

Ingot and Mould. wliich are shown 

the form of the rolls and the number of grooves or passes required 
in rolling out a tram-rail. Fig. 474 being the cogging, Fig. 475 
the roughing, and Fig. 476 the finishing rolls for this purpose. 

Defects in Casting Steel. Ingots produced by pouring steel into 
moulds necessarily much colder than itself are always found to 
be more or less unsound, and it may be said that the milder the 
steel the more pronounced the defects become. It is found that 
molten steel dissolves or occludes a considerable quantity of gas, 
consisting principally of hydrogen and nitrogen to the extent 
of 85 and 15 per cent, respectively. These gases are given out 
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very largely during solidification, but are liable to remain im- 
prisoned in the form of bubbles of very irregular size and shape as 
at B, Fig. 60, giving rise to blowholes and honeycombing. The ingot 
also contracts considerably on cooling, and as solidification 
commences at the surface of the mould, a conical depression at the 
top, or a hollow cavity in the interior, may be formed as at P, 
Fig, 60. This is known as piping, and its existence is most marked 
in the harder grades of steel. A third defect is that known 
as segregation, or the tendency to separate into portions of 
different composition, due to the fact that the various constituents 
of the steel possess different degrees of fusibility, some remaining 


(a) 

Arc Furnace 
(Stassano) 



(b) 

Resistance Furnace 
(Gtrod) 


Arc^Resistance Furnace 
(Herou/t) 



nin 


Induction Furnace 
(Ferranti -kjel/in-'Frick) 



(c) (d) 

Fig. 61. — Types of Electric Smelting Furnaces. 


liquid after the rest have solidified. The action is thus similar 
to that of a salt in expelling the mother-liquor when crystallising. 
Hence, as slow cooling is productive of segregation, rapid 
solidification is desirable as securing homogeneity. 

Several methods have been proposed for overcoming the above 
defects with a view to producing sound ingots. The addition of 
silicon, in the form of silico-ferromanganese, immediately before 
pouring the metal into the moulds has long been known to yield 
good results, and more recently it has been found that a small 
quantity of aluminium, introduced in a similar manner, has a 
very marked action in assisting to produce sound castings. An 
important process for consolidating steel ingots by subjecting the 
metal to hydraulic pressure while in the fluid state was introduced 
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by Sir Joseph Whitworth in 1866, and has since been employed in 
the production of the celebrated Whitworth fluid-comjpressed steely 
largely used in the manufacture of ordnance and heavy marine 
shafting. Other methods of compression have been devised, but 

the process is at best 




somewhat difficult of 
practical application, and 
the use of a sinking head 
(pp. 319 and 332) is still 
commonly resorted to. 
The mould is made about 
25 per cent, longer than 
the size actually required, 
so that the metal com- 
prising the true ingot 
solidifies under the pres- 
sure due to the head 
above. The portion form- 
ing the head is largely 
honeycombed, due to the 
bubbles of gas which rise 
into it, and is usually 
found to contain the pipe. 
It is afterwards cut off and 
scrapped for remelting, the 
ingot proper thus remain- 
ing comparatively sound. 

Electrothermic Manu- 
facture of Steel. Electric 
furnaces for the manu- 
facture of crucible cast 
steel and for the pre- 
paration of alloys of iron 


with other metals, such as 


nickel, chromium, tungsten, vanadium, etc., undoubtedly possess 
great advantages over the older processes. For example : — 

(1) Any desired temperature may be maintained and controlled 


with the greatest ease, (2) the introduction of impurities insepar- 
able from the use of solid or even gaseous fuel is avoided, (3) a higher 
thermal efficiency is obtainable, (4) labour is reduced. 
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Electric furnaces are of three types (Pig. 61): ( 1 ) Arc furnaces (a) ; 
(2) resistance furnaces (6) and (c) ; and (3) induction furnaces (d), 
according to the method employed for converting the electrical 
energy into heat. 

A good example of the arc furnace is that of Stassano (Fig. 62), 
which takes the form of an iron-clad circular chamber with dome 
roof, the whole lined with refractory material. Through the side 
project two or three adjustable carbon electrodes, between which 
the arc is formed. The charge is melted by the heat radiated from 
the arc, and the molten metal is set in motion and thoroughly 
incorporated by causing the whole furnace to revolve. Tap holes 
are, of course, provided for the removal of the metal and the slag. 
The arc furnace is said to be capable of producing a temperature of 



Fig. 63. — H6roult Furnace. 


7.000° F., and is especially suitable for any operation requiring a 
high temperature. 

One successful type of resistance furnace is the Heroult (Fig. 63), 
which in construction closely resembles the open-hearth tilting 
furnace already described. The charge, consisting of pig iron 
with the addition of steel scrap, is melted on the hearth of the 
furnace and is treated in all respects as in the open-hearth process, 
except that heat is produced by electrical means instead of by 
burning gas. The source of heat is the resistance offered to the 
passage of the electric current in traversing the bath of molten 
metal. The electrodes are not, however, brought into actual contact 
with the bath, but an arc is formed from the positive electrode to 
the bath, through which the current passes, causing a second arc 
to the negative electrode. 

Irductumfwnaces were first proposed by Ferranti. They depend 
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for their heating effect on eddy currents induced in the metallic 
furnace charge by a primary alternating current circulating in an 
“ inductor ” coil external to the charge itself. In effect the charge 
acts as the secondary of what is virtually a transformer. Briefly 
described the electro-magnetic action is as follows : An alternating 
current in a coil produces in its neighbourhood an alternating 
magnetic field. Any piece of metal situated within the influence of 
this magnetic field has induced within it eddy currents which dissi- 
pate themselves in heating up the metal. Should the field be 
sufficiently intense the heat will molt the metal. If metal contained 
in a refractory vessel surrounds, or is surrounded by an inductor 
coil, we have the essentials of an induction furnace. From the 
metallurgical point of view the outstanding feature of such a 
furnace is that the metal is only in contact with the refractory 
lining and the air above itself, so that no contamination from external 
sources occurs. Except for possible de-gasification during melting, 
the resulting product is the sum of the initial contents. Thus the 
final analysis of a steel or non-ferrous alloy produced in such a 
furnace is under strict control, resulting in precision of composition. 

The eddy currents induced in a charge depend upon the strength 
of the magnetic field (i.e., on the ampere-turns per unit length of 
the inductor coil) and the frequency of its alternations. The 
heating effect upon the metal depends on the square of the induced 
current. Therefore, 

Heating effect oc (ampere-turns x frequency)^. 

The temperature in the furnace can be closely controlled by adjusting 
the electrical input either manually or automatically. It follows 
from the above relationship that, other things being equal, the use 
of a higher frequency requires a smaller primary amperage, and 
hence a less robust primary conductor. The alternating magnetic 
field is also responsible for producing a stirring action in the molten 
charge. At low frequencies the degree of agitation is more violent 
than at higher frequencies. A moderate stirring action is desirable 
because it assists the refining and mixing, but violent agitation may 
lead to excessive oxidation of the metal. When, at starting up, a 
charge is in the condition of broken scrap, or even finely divided, 
such discontinuity calls for a high induced current to initiate the 
heating, which at low frequencies implies .a heavy primary current. 
Thus from several points of view it is advantageous to employ 
fairly high frequencies. The earlier types of induction furnaces 
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are characterised by employing normal frequencies of 60 or 60 per 
second, whereas more modem types rarely use less than 100. In 



Fig. 64. — Frick Furnace. 


the latest practice, frequencies of 600, and even up to 2,000, per 
second are being employed. 
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Another feature of the earlier designs of induction furnaces not 
found in the more modem type is the provision of an iron core 
within the inductor coil, the purpose of which is to provide a con- 
ducting path for the magnetic flux. Its presence in the coil requires 
that the melting vessel be a ring-shaped channel surrounding the 
cored coil. For both practical and metallurgical reasons this 
arrangement has been modified in newer designs. The core is 
dispensed with and the inductor coil surrounds a crucible-shaped 
melting vessel. Such later types are known as careless indiLCtion 
furnaces. To obtain, in the absence of a core, sufficient heating 

effect to melt the charge 
calls for a higher frequency 
of supply if the primary 
inductor is not to be over- 
loaded. This further 
accounts for the increase 
in frequencies in modern 
practice already noted. 

A successful example 
of the cored type of induc- 
tion furnace is the Frick, 
shown in Fig. 64. The 
hearth of the furnace is 
a ring-like or annular 
channel left in the body 
of refractory material, and 
fitted with a movable 
cover. The core of the 
transformer is laminated, and is built up of soft iron plates 

insulated from each other. The core is approximately rectangular, 

forming a closed magnetic circuit, one limb of which, surrounded 
by the primary coil of many turns of insulated copper wire, passes 
down vertically through the space at the centre of the hearth. 
The secondary circuit is formed by the ring of molten pig-iron, 
which is first nm into the hearth, when the furnace becomes a 
transformer. 

An alternating current of 80 amperes is supplied to the primary 
at a pressure of 3,000 volts, and the number of turns in the coil is 
so arranged that a current of 30,000 amperes at a pressure of 7 volts 
is induced in the secondary. The great resistance offered to the 
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passage of this heavy current sets up a considerable heating effect, 
the action being one of melting only. The charge of pig-iron 
and scrap in proper proportion can thus be melted down to give 
steel of any required composition. A furnace having a capacity 
of 10 tons has a power consumption of 1,000 H.P., and the efficiency 
of the different stages is stated to be : Gas engine, 30 per cent. ; 
alternator, 91 per cent. ; electric furnace, 82 percent. ; total efficiency 
of electric melting, 22 per cent. 

Fig. 65 diagrammatically illustrates a coreUss type of induction 
furnace. It consists essentially of an inductor coil, in the form of a. 
helix of copper tubing, through which cooling water can circulate, 
surrounding a crucible of refractory material fitted with a lid, 



(a) Corele88 Furnace. (b) Witton (Stobie) Furnace. 

Fio. 66. — Comparison of Magnetic Flux Circuits. 


forming the melting chamber. A layer of insulating material 
separates the coil from the refractory lining. Partly to support 
the crucible and coil radially against the pressure of the charge 
and partly to shield external steelwork from the heating effect of 
the stray magnetic field, a copper casing surrounds the coil, insu- 
lated from it by asbestos cement. The whole assembly is mounted 
on horizontal trunnions to facilitate the pouring operation. 

As a further development of the high-frequency induction furnace 
a partially-cored type was designed and patented by Stobie. This 
furnace is made by the General Electric Company under the name 
of the Witton furnace. The design aims at preserving the 
crucible type of melting vessel while providing a conductor for the 
magnetic flux, thus (1) eliminating stray magnetic fields and 
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improving the electrical efiRciency, (2) ensuring deep penetration of 
magnetic flux into the body of the charge, and (3) strengthening the 
furnace structurally. These features are shown diagrammatically 




Fkj. 08 . — Typical Layout for Electric Melting. 


on the right of Fig. GO. By courtesy of the General Electric Company 
ar(‘ rei)roduced Fig. 07, showing a Witton furnace installation, and 
Fig. 68 showing a typical layout of a complete equipment for electric 
melting with this type of furnace* 
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ALLOYS 

The properties of any one metal may be considerably modified 
by the addition of a small quantity of another element, and in this 
way it is often possible to improve the quality, or remove some 
defect, which may exist in the purer metal. It may, for instance, 
be desired to bring about any of the following objects : (1) to 
produce sound castings ; (2) to lower the melting point ; (3) to 
increase the hardness ; (4) to increase the strength and toughness ; 
(5) to resist oxidation or corrosion ; (6) to improve the appearance, 
either as regards colour, or ability to take a high polish. For such 
purposes, one metal is frequently added to another, the result being 
known as an alloy. Viewed in this light, cast iron may be regarded 
as an alloy of iron and carbon, which becomes more and more 
difficult to melt and to cast with each reduction in the proportion 
of carbon below 2 per cent. Copper alone is extremely difficult to 
cast, but the addition of zinc enables sound castings to be produced 
quite readily. Gold and silver for coinage must be hardened by 
the addition of a small quantity of copper. The strength of copper 
is greatly increased by alloying with tin. The appearance of gold 
may be closely imitated by adding aluminium to copper, and even a 
deep violet colour may be obtained by alloying equal parts of 
copper and antimony. 

All substances other than chemical elements are classified either 
as chemical compounds or mechanical mixtures. It is well known 
that elements can combine only in certain fixed proportions to form 
compounds. In the production of alloys, however, the constituent 
metals need not be present in definite chemical proportion, and, in 
fact, it will frequently occur that two metals will alloy equally well 
in widely differing proportions. 

The modem theory of the constitution of alloys has been built 
up very largely from the work done by the late Sir W. C. Roberts- 
Austen for the Alloys Research Committee of the Institution of 
Mechanical Engineers. The reports will be found in the Proceed* 
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ings of that body for the years 1891, 1893, 1896, 1897, 1899 and 
1904, and together with se^^eral important papers which were read 
before the Institute of Metals in 1908 (see Engineering^ November 
20th, 1908), may be consulted by the reader with advantage, as only 
a brief outline of the subject can be attempted here. 

Almost all metals mix well together when melted, but on solidi- 
fying, the difference in density or in fusibility may tend to bring 
about a separation to a greater or less extent. Melting at too high a 
temperature, and slow cooling, are each particularly liable to 
increase any tendency to separation. It cannot therefore be said 
that alloys are chemical compounds. On the other hand, it is 
characteristic of a mechani- 


cal mixture that the smallest 
particles of each of the sub- 
stances composing it retain 
their original properties un- 
impaired. Hence, any pro- 
perty of a true mechanical 
mixture, specific gravity for 
instance, will be simply a 
mean of the properties of 
its components. Alloys do 
not, however, follow this 
rule, and are frequently 
found to possess properties 
differing considerably from 
those of their constituents. 



MINUTES 


Fig. 69. — Freezing Curare of Water. 
According to the modern theory of the 


constitution of alloys, they are to be regarded as “ solid solutions ” 
of one metal in another, or, it may sometimes happen, of a definite 


chemical compound of the metals in the metal which is in excess. 
In this light, the structure of an alloy is very similar to that of an 
igneous rock, such as granite, which is built up of widely differing 
constituents, viz., felspar, quartz, and mica. These exist in the 
form of crystals, cemented together by the solidified “ mother- 
liquor ” from which the crystals were deposited during cooling. It 
is therefore necessary to study the phenomena which occur during 
the cooling and solidification of a single substance and also of a 
solution. This is best shown by means of a diagram in which 


ordinates represent temperatures, and abscissse times of cooling. 
The freezing curve of water, in Fig. 69, is taken to commence 
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with steam which cools down from a to 6 at a regular rate to 212° 
when condensation commences, and the temperature remains 
constant during he minutes. At c, condensation is complete and the 
temperature again falls regularly to freezing point from c to d. 
Solidification then commences, and the temperature remains con- 
stant at de until the whole mass has become solid, after which it 
will continue to fall so long as further cooling of the ice proceeds. 
With a single substance, the melting or freezing point, as the case 
may be, is fixed and invariable, and in changing from the solid to 
the liquid state, or vice versa, the temperature is always arrested at 
this point until the change is complete. Proceeding next to con- 
sider the behaviour of a solution, it 
is instructive to note what happens 
when a solution of common salt in 
water is frozen. It is well known 
that a solution always freezes at a 
lower temperature than the freez- 
ing point of the solvent, the 
‘‘ depression of the freezing point 
depending upon the quantity of the 
substance in solution. Suppose 
(Fig. 70), a solution of 10 per cent, 
of salt in water is cooled down 
slowly by some external agency. 
At a temperature of 21°, solidifi- 
cation commences, ice free from salt 
being first formed. The temperature now falls more slowly as 
solidification continues, and a small quantity of salt separates with 
the ice, causing the remaining mother-liquor to become more and 
more concentrated. Hence the freezing pc^int is continuously 
lowered, until at — 8° F. solidification is complete. A solution has 
therefore no definite freezing point. The temperature at which 
solidification commences, known as the initial freezing point, 
depends upon the quantity of matter in solution, but the second 
freezing point, when solidification is complete, always remains 
constant whatever the strength of the solution may be. Thus, for a 
solution of salt in water, the lower freezing point is always — 8° F. 
The portion of a solution which is the last to solidify at the lower 
freezing point is termed the eutectic, and it has always a certain 
definite composition. In the case of salt and water, for instance, the 



Fig. 70. — Freezing' Curve foi 
Solution of Salt. 
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PER CENTAGt COMMON SALT 

Fit.. 71. — Fieezing Point Cur\e for Salt 
Solutions 


eutectic always contains 23*5 per cent, of salt, and in freezing, 
the crystals of ice and of salt are simply mixed in very close contact. 

The freezing point curves for salt solutions of various strengths are 
shown in Fig. 71. There 

are three lines in the 'ooj | --| c 

diagram, for ice (AB), 
salt (BC), and eutectic 

(DE) respectively. Tak- ^ 

ing a 10 per cent, solu- ^ I ^ 

tion as before, it will be ^ ^ 

noticed that freezing 1 3a t / 

commences^ at 21° F. as | ao 1 

shown by the ice line, ^ JL f ^ 

and is complete at — 8° F. ^ ' ^ — 

as indicated by the line ^ ^ ] Jg { b y £ 

marked eutectic. When lo T 3 o 

^ . PER CENTAGt COMMON SALT 

the solution contains x- ly ^ n r c* 

It. . 7 1 . — 1 1 t'ezing Point Cur\ e for Salt 

23*5 per cent, of salt, Solutions 

both freezing points co- 
incide on the eutectic line at — 8° F., as before explained. The 
steepness of the salt line is accounted for by the fact that the melting ' 

point of salt is 1,300° F. Taking a 
— solution which is more highly con- 
centrated tlian the eutectic, and 
which contains, for example, 25 per 
cent, salt, it will be seen from the 
salt line that the first solid to 
separate on cooling is pure salt, at 
an initial freezing point of 10° F. 
The second freezing point is that 
for the eutectic of salt and ice, 
which always has the same com- 
position and always freezes at the 
J same temperature, viz., — 8° F. 

An alloy of two metals will be 
Fia . 72.— FKjozing Curve for found to behave ill a similar manner, 

and if a diagram be plotted 
showing the temperature during the tinie of cooling down from the 
molten state, a curve is obtained which, speaking generally, exhibits 
the same characteristics as Fig. 72. As before, the temperature falls 


riMB 

Fia. 72. — Fn'ozing Curve for 
Alloy. 
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gradually from a to 6, after which, for some little time, cooling ' 
proceeds at a less rapid rate, one of the constituents crystallising 
out at 6, leaving the liquid portion weaker in that constituent. As 
the curve 6c is traced, more and more of this constituent solidifies, 
the “ m^^ther-liquor ” becoming correspondingly poorer, until at c 
it begins to solidify. The temperature now remains constant from 
c to d, at which latter point solidification is complete. The further 
cooling of the solid proceeds gradually, as shown by the line de. 
Distinguishing the two constituents of the alloy as A and B 
respectively, it may be said that the crystals first deposited at 
6 are of large size and consist entirely either of A or of B, but 

during the period of 
freezing, cd, the solid 
formed, i.e., the eutectic, 
consists of very small 
crystals of A deposited 
in juxtaposition with very 
small crystals of B. No 
matter what the propor- 
tion of A to B in the 
molten alloy, the eutectic, 
although by no means a 
chemical compound, al- 
ways contains exactly 
the same proportion of 
the two metals, and 
always solidifies at the 
same temperature. In 
the molten alloy, the solubility of each metal in the other 
depends upon the temperature, which, for alloys of the two 
metals A and B, is shown in the diagram (Fig. 73), in which 
ordinates denote temperatures of the molten alloy, and abscissa the 
percentage of each metal present. Thus, at a temperature Ah, the 
alloy would be composed of two solutions, one containing hd per 
cent., and the other he per cent., of the metal B. An aUoy con- 
taining more than hd per cent, and less than he per cent, of the 
metal B must be regarded as consisting of a mechanical mixture, in 
some proportion, of the two solutions named. As the temperature 
increases, the solubility of each metal in the other increases, until at 
0 a single solution is formed. In the diagram the melting points of 
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the pure metals are shown at a and h, and of the intermediate alloys 
by the lines ac and be, which are “ freezing point curves ” for the 
metals A and B respectively, meeting in c on the eutectic line de. 
An alloy consisting of 70 per cent. A and 30 per cent. B remains in a 
perfectly fluid condition until the temperature has fallen to the 
point g at the intersection of the 70 per cent, line with ac, in the 
diagram. Here crystals of the metal A begin to be deposited, 
reducing the quantity of that metal in the “ mother-liquor. ’’ With 
a further reduction in temperature, more of the constituent A is 
thrown down, until finally when the temperature is represented by 
the line hi the whole mass solidifies, A and B crystallising out to- 
gether in the proportion of ic, ch = 38 per cent, and 62 per cent, 
respectively. Again, from an alloy of 75 per cent. B and 25 per cent. 
A, crystals of B commence to form at the temperature shown at j, 
complete solidification taking place at k on the eutectic line as 
before. Of the critical temperatures, the initial freezing point 
corresponding to g and j varies with the original composition of the 
alloy, but the temperature at which the freezing out of the eutectic 
takes place is constant. In practice, the process here described may 
be subject to some modification, and it should be pointed out that, 
in general, each of the metals A and B will crystallise in the liquid 
alloy with a certain amount of the other dissolved in it, forming, in 
fact, a solid solution. It will be found that when A commences to 
crystallise out as at g (Pig. 73), a certain proportion of B, depending 
upon the temperature at which solidification takes place, is contained 
in the crystal. This is shown in the figure by the dotted lines ad 
and be, which enable the composition of the solid solution formed at 
any temperature to be read off. Thus, suppose a liquid solution 
contains 70 per cent. A and 30 per cent. B, by drawing from g a 
horizontal cutting the line ad in /, it is found that point /falls on the 
vertical through 83 per cent. A, and therefore the crystals deposited, 
instead of containing pure A only, consist of 83 per cent. A with 
17 per cent. B in solution. Similarly, the eutectic, as previously 
mentioned, is seen to consist of a mixture of two solid solutions, one 
as shown by the point d, containing 34 per cent. B dissolved in 
66 per cent. A, and the other represented by point e, containing 
14 per cent. A dissolved in 86 per cent. B. Eutectics are not 
deposited by alloys the composition of which falls to the left of d or 
to the right of e. 

It is seen that the eutectic has a lower melting point than either 
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of its constituents. Hence it exists in the solidified alloy as a net- 
work or thin layer surrounding the crystals of the other constituents, 
and it follows that the strength of the alloy is limited by the 
strength of the eutectic. As a general rule, therefore, alloys in which 
eutectics a^e formed are unfitted for use where strength is required. 

From the above considerations, it will be evident that an alloy 
in the solid state will not be homogeneous unless the metals of which 
it is composed happen to be present in exact eutectic proportion. 
As an alloy cannot have a definite freezing point, the centre of the 
mass which is the last to solidify on cooling, will also have the 
lowest melting point. This may be either the vsolid solution of 
lowest melting point, or the eutectic, according to circumstances. 
In the case of a solid solution, the percentage composition will be 
found to vary gradually from the outside to the inside of the mass. 
Should the eutectic mixture be the last to solidify in the interior, 
there will be a sudden change in composition between it and the 
first portion to solidify on the outside. This separation into portions 
of different composition is known as segregation^ and in practice it is 
often so pronounced as to be readily detected by chemical analysis. 
Portions which solidify at different temperatures are of different 
composition, and therefore of different specdfic gravities, and hence 
in a casting, such as an ingot, segregation may take place not only 
inwards but also upwards. Want of homogeneity leads to the 
development of wide differences in molecular structure, which may 
result in inducing internal stresses of an injurious character. As a 
rule, the structure of an alloy after solidification is distinctly crystal- 
line, and the slower the cooling, the larger the crystals are likely 
to be. Consequently the crystals in the interior, on account of 
slower cooling, are usually much larger than those* on the outside. 
A coarse crystalline structure is a certain sign of weakness and 
brittleness ; a fine grain may be taken to indicate strength. Al- 
though it may be impossible to obtain homogeneity in an alloy, 
steps should always be taken to reduce segregation to the lowest 
limits. It will now be apparent that the more rapid the solidifica- 
tion of the alloy, the more perfect will be the mixture of its con- 
stituents, and, again, the more rapidly cooling takes place after 
solidification has occurred, the finer the crystalline structure. The 
properties of an alloy are considerably influenced by differences in 
structure, much information concerning which may be revealed by 
microscopic examination. 
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Internal Structure of Metals and Alloys. The internal structure 
of metals and alloys is readily revealed by examination under the 
microscope. For this purpose, a small “ section ” of the metal 
about ^ inch square is prepared, the surface being very highly 
polished until all scratches disappear. It is then etched with dilute 
acid or other suitable medium, which, attacking some of the con- 
stituents of the metal more readily than others, brings out or 
develops the structure. This may be very conveniently examined 
with a magnification of from 50 to 300 diameters, and by using a 
camera in combination with the microscope, the image may be 
projected on a photographic plate, and a negative obtained in the 
usual manner. The figures illustrating the next chapter have been 
produced in this way. 
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CONSTITUTION OF IRON-CARBON ALLOYS 

Pure iron can exist in four solid phases having different physical 
characteristics, known as alpha, beta, gamma and delta irons respec- 
tively, and denoted by the Greek letters a, j8, y, and 8. If a sample 
of pure iron be heated up from atmospheric temperature it will 
pass successively through phase changes at definite temperatures 
as under. 


Tempera 

ture 

Range, 

«F. 

Phase. 

Solubility 
of Carbon. 

Magnetu 

State 

Crystal 

l^attice. 

Atomic 

Packing. 

Remarks. 

I’p to 
1414° 

Alpha 

JlOIl. 

Almost nil 

Magnetic 

Body cen- 
tred cubic. 

Loose- 

packed. 

Known as 
Ferrite, 

1414° to 
1652°. 

Beta 

Iron. 

Almost nil 

Non- 

magiK'tic. 

Body cen- 
tred cubic. 

Loose- 

packed. 

Simply non- 
magnetic 
a- iron. 

1662° to 
2650°. 

Gamma 

Iron. 

Up to 1*8 
per cent. 

Non- 

magnetic. 

Face cen- 
tred cubic. 

Close- 

packed. 

With dissolved 
C. known as 
Aufttenite, 

2650° to 
2795°. 

Delta 
Iron. . 

Under 0-1 
pel cent. 

Non- 

magnetic. 

Body cen- 
tred cubic. 

Loose - 
packed 

Only of scien- 
1 tific interest as 
yet. 

Above 

2795°. 

Liquid. 

■ — 

— 

1 

— 



All solid metals are crystalline, and the crystals of ferrite which 
form the mass of a sample of nearly pure iron are clearly shown as 
polyhedral grains in the micrograph (Fig. 74). Besides acting as a 
solid solute in certain phases of iron, carbon enters into definite 
chemical combination with iron to form a carbide of iron known as 
cemenlite. having the chemical formula Fe^C. Its composition by 
weight is 14 parts of iron to 1 part of carbon, i.e., it contains 6'66 
per cent of carbon. It is a hard and brittle substance and crystal- 
lises in thin plates. It is practically insoluble in alpha and beta 
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irons, but relatively very soluble in gamma iron. If austenite 
(i.e., gamma iron containing dissolved carbon) with a cai’bon content 
of 0'9 per cent, (a solution known as the eutectoid alloy) be allowed to 
cool slowly, it will, at about 1,260® F., spontaneously change its 
structure on account of cementite being thrown out of solution. 
Initially the austenite structure is polyhedral like that of the 
ferrite shown in Fig. 74. When the change occurs the precipitated 
cementite and the remaining ferrite agglomerate into alternate 
layers or lamellce, some 60,000 to 80,000 to the inch. This structure, 
when polished and etched, and examined under a low-power micro- 
scope exhibits a play of diffraction colours like mother-of-pearl. 
Hence it is known as pearhte. 

This lamellar structure is 
shown in Fig. 75. If the 
austenite contains less than 
0*9 per cent, of carbon the 
resulting structure will show 
crystals of ferrite (a iron) 
interspersed with agglomera- 
tions of pearlite (Fig. 76) ; if 
more than 0*9 per cent, of 
carbon, crystals of cementite 
(FcgC) with pearlite intei- 
spersed (Fig. 81). 

Theoretically, instantaneous 
cooling of austenite from above 
1,260® F. should inhibit this transformation, and thus produce an 
austenitic condition in which the formation of pearlite has been 
completely suppressed and the carbide retained in solid solution. 
The structure should therefore still appear polyhedral. In practice, 
however, this condition cannot be attained with plain carbon steels, 
though it is possible in the ease of certain alloy steels. Actually, 
when a carbon steel in the high-temperature austenitic state is 
quenched the transformation commences, but is, as it were, arrested 
in a still-born condition and the precipitation of the carbide is 
prevented. The resulting structure shows an interlacing network 
of needle-like crystallites shown in Fig. 77a, which is known as 
martensite. It is hard and brittle and forms the chief constituent 
of hardened carbon steel. It is likely that the hardness is conse- 
quent upon the carbon being forcibly held in solution at a normal 



Fia. 74 — Foriite (Longmuir) x 150. 
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temperature. Fig. 77b shows the result of quenching a mild steel 
from a temperature at which ferrite had already seti led out before 
quenching took place. 

Slightly slower cooling produces a structure known as troostite 



Fig. 75 — PeaiJit^ (Stead) ^ 1,000 Fig 70 Mild Sl( 1 1 (Prtniss) tooled 

sIowl^V 

Feiritf and IVarlitt (x ’150) 


(Fig. 78a). In this case there has been sufficient time for the 
cernentite to separate out but not to arrange itself in lamellar 



Fio 77 a. — Martensite (Stead) 250 Fig 77b Mild Stetd (Pienss) tiueiiehed 

at 1,400 F 

F(*i nte and Martensite ( > 350) 


fashion. It has been precipitated in an extremely fine* formation. 
Troostite is less hard and brittle than martensite and is present in 
mildly tempered steel. Somewhat slower cooling still results in a 
structure known as sorbite (Fig. 78b), lying intermediately between 
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troostite and pearlite. Under high magnification it is seen to 
consist of very small globules of carbide embedded in a ferrite 



bi(w 78 a Troostifx ( Black) in im'oiro<t Ik. 78b — Sorbite (Doarden) X 400. 
Jv Hardened Steel (Dcarden) x JOO 
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matrix. Sorbite is tough and resilient and is present in fully 
tempered steels. The above remarks are summarised in tabular 
form on p. 135. 

Carbon States. The carbon of the iron-carbon series of alloys 
occurs ill several forms. In austenite it is dissolved in gamma 
iron, forming a natural solid solution at temperatures above 
1,260° F. In martensite (i.e., rapidly quenched austenite) it is in 
forced solid solution in alpha iron at normal temperature. In 
cementite the carbon is in chemical combination with iron in the 
form of iron carbide (FegC). As such it appears as alternate bands 



Fio 79~Carbid(‘ Sphcroidisatioii in 0 ptr (ont (\irbori Steel (J< \V Bailc} ) 

X 400 

{a) As cast and annealed, (6) After heating for 609 hours at 1 ,250° F. 

Ferrite (light) and pearlite (banded) Ferrite (light) and spheroidal carbide 

(dark). 

in the lamellar structure of pearlite, and in granular form is one of 
the constituents of sorbite. Under certain conditions cementite 
can also appear as spheroidal carbide. As explained elsewhere, 
normal steel containing up to 0*9 per cent, of carbon consists of 
pearlite agglomerates amongst grains of ferrite, the proportion of 
pearlite present increasing with the carbon content, until, at 0*9 per 
cent, carbon, pearlite constitutes the whole of the structure. When 
normal steel is subjected to prolonged heating at a temperature 
below that at which the solid eutectoid forms, a progressive change 
of structure takes place. The lamellar pearlite breaks up gradually 
and the bands of cementite tend to ** ball up ” into globular form. 
This phenomenon is known as spheroidisation and the structural 
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change involved is shown in Fig. 79. The time required to effect 
complete spheroidisation of the carbide depends on several factors 






X 130. 




X 400 


ri<* 80 — Grt^y Cast Iron. 

Flakes of Graphite (black), Pearlik‘ (half-tone), and Ferrite (light). 

of which the temperature is an important one. In the case of a 
0-9 per cent, carbon steel, for example, 5 hours at LSOO^'F., 278 

hours at 1,110*^ F. and 2,000 
hours at 1,040*^ F., were found 
by R. W. Bailey to produce 
(‘qually complete spheroidisa- 
tion. This phenomenon has 
^ an important practical bear- 
i ing, in that spheroidised steel 

• i is not only weakened in 

strength but shows reduced 
resistance to creep effects 
when stressed nt elevated 
temperatures, and normal 
carbon steels such as are 
liable to spheroidisation still 
enter into the construction 
of power plant elements 
which are called upon to work at elevated temperatures. 

The third form in which carbon appears is in the pure free state. 
When considerably more than 0*9 per cent, carbon is present 



Fig. 81. — White Cast Iron (Longmuir). 
Comentite (white)* Pearlite (daik). 

X 150 
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together with a fairly high percentage of silicon, the whole of the 
carbon does not exist as cementite and pearlite only, but a portion 
appears as graphite or graphitic carbon. In grey cast iron, cooled at 
a normal ratQ, the graphite is in long flat plates as shown in Fig. 80. 



The influence of some third element such as silicon is essential. 
More rapid cooling causes the graphite to be precipitated in a more 
finely divided state referred to as temper carbon. When no free 
graphite is present in cast iron the structure consists of a mixture of 
cementite embedded in a matrix of pearlite, and the material is 
known as white cast iron, of which Fig. 81 is a micrograph. During 
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the long annealing involved in the process of converting white iron 
castings into malleable iron one of the effects is to precipitate 
chemically combined carbon in nodules of amorphous free carbon. 
In this form it is spoken of as nodular carbon. 

The Iron-Carbon Equilibrium Diagram. The diffusion of carbon 
in iron bears a recognisable resemblance to the diffusion of common 
salt in water, as will be evident from a comparison of the equili- 
brium diagrams for the two cases shown in Figs. 82 and 71 respec- 
tively. In the one case iron acts as a solvent and carbon as the 
solute in a manner analogous to that in which water acts as a solvent 
and salt as the solute in the other case, except that in the former case 
the phenomenon is one of solid solution whilst in the latter it is 
one of liquid solution. Fig. 82 shows the complete history of the 
iron-carbon system, up to the maximum percentage of carbon, 
which iron is capable of taking up. But for the immediate purpose 
of the present paragraph only the hatched portion in the lower 
left-hand corner of the diagram need be considered. The regions I, 
II, III, IV and V in this diagram have been numbered to corre- 
spond with the analogous regions m the salt solution diagram 
(Fig. 71). Taking a steel containing less than 0-9 per cent, carbon, 
say, for example, 0*25 per cent., its changes whilst cooling down 
Irom about 1,800° F. may be followed on the diagram thus. At 
point A the steel is in an austenitic state— that is, a solid solution 
of the whole of the carbon present in gamma iron. When the 
temperature has fallen to point B grains of pure non-magnetic 
alpha iron (in which carbon is insoluble) begin to settle out, just as 
ice crystals settle out from cooling salt solution. This separation 
leaves behind a (solid) mother-liquor ” of austenite richer in 
carbon than before, corresponding to the stronger salt solution left 
behind as mother-liquor in the case of the salt solution. At point C 
the deposited non-magnetic alpha iron changes phase into magnetic 
alpha iron (ferrife) in which carbon is also insoluble. As cooling 
('ontimies more grains of alpha iron settle out, causing further 
carbon enrichmf'iit of the remaining austenite. At point D sufficient 
ferrite has settled out to raise the carbon percentage of the austenite 
to 0*9, which is tlie eutectic alloy. A pseudo “ freezing occurs at 
this temperature, therefore, which is manifested as a spontaneous 
change of structure on the part of the austenite into banded pearlite. 
This may bo compared with the true freezing of the 23 per cent, 
salt solution when cooled to — 8° F., except that the former change 



140 


MECHANICAL TECHNOLOGY 


is from one solid phase to another, whereas the latter change is 
from a liquid phase to a solid phase. It follows that the resulting 
steel will consist of grains of ferrite surrounding pearlite agglo- 
merates, so long as the rate of cooling has been slow enough to allow 
the changes t6 take place. 

Take now a steel having a carbon content over 0-9 per cent., 
say, for example, 1'25 per cent. At point E it will be austenite 
richer in carbon than in the previous case. On cooling down to 
point F ccmentite crystals (containing 6-66 per cent, of carbon) 
will begin to settle out, leaving a (solid) austenitic “ mother- 
liquor ” less rich in carbon. Further cooling deposits more and 
more cementite until at point G the carbon content of the austenite 
has been reduced to the eutectoid proportion, namely, 0-9 per cent. 
This austenite then undergoes pseudo “ freezing ” and forms pearlite 
as in the former case, the resulting steel consisting of pearlite 
agglomerates in a matrix of cementite crystals. 

The microscopic examination of metals and alloys has developed 
very rapidly, and is recognised as an important branch of the scienc» 
of metallurgy, to which as a separate subject the reader must be 
referred. 
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SPECIAL OR ALLOY STEELS 

The addition of comparatively small quantities of certain ele- 
ments to mild steel has resulted in the production of a number of 
alloys of considerable commercial importance. It should be under- 
stood that the very remarkable properties of the various alloy steels 
can only be secured by proper heat-treatment. This demands great 
skill and experience, and constitutes one of the most striking 
applications of metallurgical science. The chief of these alloys, 
which are named after the added metal, are the following : — 

Nickel Steel for s tructural purpoRCL^^ contains about 0*25 per cent, 
of carbon and 3’50 per cent, of nickel. The valuable property of 
this material is its high ratio of elastic limit to ultimate strength. 
Compared with mild steel of the same carbon content, the ultimate 
strength is increased about 20 per cent., but the elastic limit is 
about 50 per cent, higher. Its great resistance to fatigue renders 
it especially sui table for marine shafting, piston rods, etc . It is 
harder than carbon steel, and has a lower coefficient of friction, 
and has been largely used for the axles of locomotive engines. 
The proportion of nickel may be considerably increased, forming 
valuable alloys for certain special purposes. Thus, an alloy con- 
taining 25 per cent, nickel possesses the maximum toughness, and 
offers the greatest resistance to rusting, corrosion, and burning at 
high temperatures, and has proved of advantage in the manu- 
facture of boiler tubes, valves for use with superheated steam, 
valves for internal combustion engines, levers and pins for make 
and break ignition , and spark ing plugs for petr ol" motors. This 
steel does not, however, admit of case-hardening, or of hardening 

hny other manner. For valves or other parts, portions of which 
are to be case-hardened, the proportion of nickel should not exceed 
8 per cent. A nickel steel alloy containing 36 per cent, of the 
former metal is known as Invar, and as it possesses the remarkable 
quality that its expansion under ordinary changes of temperature 
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is practically zfero, it is in great request for measuring instruments 
and standards of length for everyday use. 

Chrome Steel is used for ball races and balls of ball bearings, and, 
in the hardened state, has a crushing resistance of 360 tons per 
square inchu Chrome steel usually contains in addition some 
other element, as nickel, tungsten, or vanadium. A nickfi l-nhtome 
ste el cont aining 3*25 per cent, nickel^ 1*50 per cent, chromium, 
and 0*25 per cent, carbon, is much used for armour plate s, the 
carbon content on the outside of the plate being subsequently 
increased to 2*5 per cent, by cementation, or “ Harveyising,’’ 
which, while still bright red hot, may then be rendered intensely 
hard by cold water spray. Nickel-chrome steel is the material par 
excellence for armour-piercing projectih^s, which contain carbon 
0*55 per cent., chromium 0*65 per cent., and nickel 2*60 per cent. 
Chrome-nickel steel is ext ensively used for motor-car crank -shafts. 
axles, and gears, requiring great strength and toughness. ^ 


Mechanical Properties of Nickel and Nickel-Chrome Steels 
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y^hrome-vanadiurn Steel has been shown to possess great strength,^ 
together with the power of resisting sudden shocks and the effects 
of rapidly alternating and repeated stresses in a very higjhi degree. 



SPECIAL OR ALLOY STEELS 


143 


Being as easy to forge and machine as carbon steel, it has been much 
us ed for crankshaft fl, liv^ for motor nar work. 

t)hrorae-vanadium steel has proved particularly suitable for springs, 
having a limit of elasticity double that of ordinary carbon steel. 
For this purpose the composition would be : Carbon. 0*50 per cen t. ; 
chromium. 1*0 to 1*25 per cent. : vanadium. 0*18 ner cent. : man « 
gan ese, 0-8 to LO per cent . C rankshaft steel, to be oil-tempered^ is 
composed of 0*25 per cent, carbon, 1*0 per cent, chromium, and 
0 *18 per cent, vanadium. Its elastic limit is 50 tons per square i nch, 
and ultimate strength 62 tons per square inch, the elongation being 
22 per cent, on 2 inches, and contraction of area 56 per. cent. 

Stainless Steel. The series of corrosion-resisting steels commonly 
known as stainless steels have developed from the discovery that 
the presence in steel of from 1 2 to 14 per cent, of chromium conferred 
upon it a remarkable degree of resistivity to the attack of some of 
the organic acids such as the natural forms of acetic and citric acids 
occurring in vinegar and lemons. This discovery was first com- 
mercially exploited in the manufacture of stainless cutlery. Further 
research led to the production of several variants of such steel to 
meet various specific industrial uses where resistance to corrosion 
was valuable. 

A stainless steel has been defined as one which, when correctly 
neat treated and finished, resists oxidation and corrosive attack from 
most corrosive media. This resistivity cannot be absolute. Even 
the noble metals are susceptible to attack by certain reagents under 
favourable conditions of concentration and temperature. The 
definition implies a resistivity pronounced enough in comparison 
with other materials to make the steel especially suitable for a 
particular purpose. It should be noted that the conditions of the 
steel in respect of heat treatment and surface finish are factors in 
conferring the maximum degree of resistivity. 

For the purposes of stainless cutlery, surgical and dental instru- 
ments, springs, etc., a steel capable of being hardened and tempered 
is required. Such a steel would contain from 12 to 14 per cent, of 
chromium and about 0*33 per cent, of carbon. Milder forms of this 
same steel, suitable for hot-rolled turbine blade sections, forgings 
for pump shafts, rams, etc., and castings for pump impellers, etc., 
would contain less carbon,' say about 0-16 per cent. When the 
carbon content is reduced as low as 0*09 per cent, the product is 
called stainless iron. 
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Further research proved that when a high percentage of nickel as 
well as a high percentage of chromiuHL^aJiSfid, together with small 
percentages'^ other alloying elemei^s, a series of austenitic steels 
resulted which in many respects were markedly dissimilar from the 
above st'^els. They did not harden on quenching from a high 
temperature, but, on the contrary, such treatment rendered them 
soft and ductile, so that they were easily workable into all manner 
of shapes. At the same time their resistance to acid attack was of a 
wider range. T hese steels are mark eted under the name of Stay- 
brite Steels, ’’^nd are now available in almost every form, such as 
IbarsT” sheets, plates, wire, nuts and bolts, tubes, rolled sections, 
pressings, etc. Stay brite exhibits its maximum resistivity to 
corrosion when fully softened. Like any other ductile material it is 
hardened by cold-working operations. It is re-softened by heating 
to a yellow heat (2,100° F.), followed by air-cooling or water- 
quenching. Partial softening will result if the temperature reaches 
1,800° F. Oxide scale forms during the heating and is removed by 
a descaling process. Polishing with successively finer grades of 
emery and, finally, chromic oxide, will produce a mirror-like surface 
if required. For making bulky fabricated plant where softening 
treatment would be difficult or impossible a special variety of 
stay brite is produced. 

Another difference of practical importance between the chromium 
and the nickel-chromium series of steels is that the former are liable 
to corrode pitting when in contact with other metals, whereas the 
latter are not. 

AlTprocesses of welding except that on the smith’s hearth can be 
satisfactorily undertaken on these steels. In the case of the first 
series, however, since hardening takes place on cooling from the 
welding temperature, annealing at a temperature of about 1,400° F. 
must be carried out subsequent to welding. The so-called stainless 
iron suffers embrittlement on welding, which cannot be wholly ’ 
removed by annealing. Soft soldering with a zinc chloride flux, 
and hard soldering with borax can be satisfactorily effected provided 
care is exercised. Generally speaking, a somewhat higher tempera- 
ture is required than for ordinary work. 

The machining of staybrite is reasonably simple if certain con- 
ditions are observed. As compared With ordinary steels keener 
tools, higher cutting speeds and finer feeds are necessary. 
The softer the condition of the material the keener the tool, 
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the higher the cutting speed and the finer the feed that must 
be employed. 

Some specific instances of the superiority of corrosion-resisting 
steels over other steels are strikingly illustrated in the accompanying 
figures reproduced from original photographs kindly supplied by 
Messrs. Thos. Firth & John Brown Ltd., of Sheffield. Fig. 83 shows 
a portion of a steam turbine rotor after fifteen months’ service, in 
which six blades of this firm’s stainless steel were included amongst 
others of 5 per cent, nickel steel. It will be seen that the former 



Fia. 83. — Steam Turbine Blades in Stainless and 5 per cent. Nickel Steels after 

15 months’ service 

have retained their original brightness and exhibit no signs of 
erosion. The two pump impellers in Fig. 84 have each performed 
similar duties in pumping water containing sediment, grease and 
acid for 15,000 hours. That on the left is a stainless steel casting, 
that on the right a casting in ordinary steel. The comparative 
results of a three years’ immersion dn sea water of three steels is 
shown in Fig. 85. On the left is mild steel, in the centre stainless 
steeL and on the right staybrite steel. 

Resisting Steels. Another series of steels, the demand for 
which has grown within recent years, comprises those which are 
particularly suitable for working at high temperatures. Such 
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Fig. 85.— After Three Years’ Immersion in Sea Water. 

Left : Mild steel. Centre • Stainless steel Right : Stay bn te steel. 

steels must resist the four influences which lead to the failure of 
ordinary steels when put to work under high temperature conditions. 
These may be enumerated as follows : - 
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1. Oxidation and scaling which lead to wasting away. 

2. Changes in physical nature due to modifications of internal 
structure. 

3. Mechanical failure due to reduction of strength with tem- 
perature. 

4. Change of dimensions due to creep action under stress at high 
temperatures. 

Chromium s ilicon steels exhibit a useful resistance to scaling, but 
their strength, well maintained up to some 1,000° F., falls away at 
higher temperatures. A steel-containing chromium, nickel and 
tungsten, with the carbon content suitably controlled (developed 
from the stainless series), provides a useful combination of non- 
scaling and strength-retaining properties together with a resistance 
to acid corrosion comparable with that of the stainless steels. The 
useful field for such a such ap plic^jons as furnace 

details, blades for turbines using highly superheated steam^ valves 
for internal combustion engines, reaction vessels for chemical 
processes combining high temperature and pressur^onditipns, .etc. 

As would only be expectSl in a steel which retains its strength at 
elevated temperatures, forging processes must be carried out at 
higher temperatures than usual, some 2,200° F. What has been 
said above with regard to the machining of staybrite steel applies 
also to this type, though cutting speeds should be somewhat lower. 

Manganese Steel. The discovery of manganese steel by Hadfield 
in 1882, may be said to have given the impetus to researches which 
have led to the development of the modern alloy steels. 

It was long known that the addition of to 2 per cent, of man- 
ganese to steel rendered it hard and brittle. Each inciease of 
manganese content beyond this was found to increase the brittleness 
and reduce the ductility, until, at about 6 per cent., the product 
could be pulverised by hammering. It was assumed that nothing 
was to be gained by increasing the manganese content beyond this 
figure until Hadfield took the bold step of trying the effect of adding 
over 10 per cent, of this element. He found that a steel containing 
about 1 per cent, carbon and 12 to 15 per cent, manganese, when 
cast and forged, had regained some ductility, and was also very 
hard. It was surprising to find that water-quenching this alloy 
rendered it very ductile, and yet, at the same time, remarkably 
resistant to abrasive action. Though ordinary hardness tests 
revealed only a moderate hardness figure of about 200 Brinell, it 
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was found almost impossible to machine this steel. The combina- 
tion of ductility and apparent softness with high resistance to 
abrasion seemed anomalous until the explanation of the steel’s 
behaviour was forthcoming. The yield point of this material is 
comparativ^ely low, being only some 30 per cent, of its ultimate 
strength. Cold working has a more intense hardening effect upon 
it than is usual in other steels. Its Brinell hardness rises from 
200 to between 400 and 500 immediately plastic deformation takes 
place. These facts account for the difficulty of machining the steel 
and its remarkable resistance to abrasive wear. When first put 
into service the steel is comparatively soft. When loads of localised 
intensity, such as occur between wheels and rails, or upon crusher 
breaker plates and grinding rolls, are imposed on the material, the 
surface yields locally. The deformed surface immediately acquires 



X 250. X 100. X 250. 

(a) As Cast. (6) After Annealing. (c) Water-quenehedfrom 

(Martensitif.) ( Martensitic. ) 1,760° F. (Austenitic.) 

Fkj. 80. — 12 percent. Manganese Steel. 

a much enhanced hardness, and subsequent wear is effectively 
resisted. 

The useful applications of manganese steel are determined by its 
characteristics from the manipulative point of view as well as by 
its physical properties. It casts well, but is difficult to forge or roll, 
and is extremely difficult to machine. It is utilised mainly for 
railway and tramway points and crossings, and the parts of grinding, 
crushing and excavating machinery subject to intense abrasive 
action. During the war of 1914r-18, manganese steel was also 
extensively used for shrapnel helmets and body shields. Since the 
material in its quenched state is almost completely non-magnetic it 
has been employed in structural marine work near magnetic com- 
passes. 

In its cast condition.manganese steel is in a martensitic condition, 
as shown in Fig. 86 {a). It is then brittle and hard. Annealing 
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does not alter its internal structure. Fig. 86 (6) shows it still to be 
martensitic. Quenching in water from about 1,760® F. changes the 
structure into the austenitic condition shown in Fig. 86 (c). The 
metal has now acquired its characteristic ductility and toughness, 
and is non magnetic. The tensile strength in this condition is from 
60 to 70 tons per square inch, and the elongation figure about 
40 per cent. 

Tungsten Steel. It has long been known that the efiect of tungsten^ 
is ,tp„render steel “ selfh'arHenmg,^’ a property of which advantage 
is taken in the well-known''^ ” steel, which may be worked 

in the ordinary way at a red heat, and becomes hard when allowed 
to cool in air, without quenching'in water. As made in Sheffield 
for many years past, this contains 9 per cent, of tungsten, with 
1'85 per cent, carbon, and 1-5 per cent, manganese. It is still much 
prized as one of the best tool steels for machining with heavy cutSj 
and it is also largely used for maki ng permanent magn ets. It was 
whilst experimenting with this steel that Messrs. Taylor and White, 
of the Bethlehem Ironworks, U.S.A., discovered that by a special 
heat treatment a tool could he made to retain its strength and 
hardness by heating to a yelfow heat before cooling. This enables 
the cutting speed to be increased to such an extent that the point 
of the tool becomes red-hot when at work, i.e , the steel possesses 
the property of “ red hardness.” The “ Taylor-White ” high-speed 
steel is said to have the following composition : — 

Per cent. 


Carbon 

Tungsten 

Chromium 

Manganese 

Vanadium 

Silicon 


0*68 

18-00 

5-75 

0-09 

0-30 

0-46 


The heat treatment employed consists in raising the steel to a 
temperature of 2,300° F., and then cooling in a blast of cold air. 

Nitralloy Steels. It has long been known that steel heated in 
contact with a molten cyanid<^ acquires a hard surface. The harden- 
ing effect is probably due to the formation of iron nitrides in the 
surface layers owing to penetration by nascent nitrogen. In 1913, 
Machlet found that a similar effect was achieved by heating steel 
to a black heat in an atmosphere of ammonia gas. The nitride skin 
produced in this manner was brittle, the penetration slight and the 
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hardness of the surface not remarkable. Exhaustive research 
by Dr. A. Fry, of Krupp’s, published in 1923, proved that the degree 
of hardness and the quality of the case acquired were largely 
governed by the identity and amount of alloying metals present in 
the steel treated. Most alloy steels respond in some degree to 
nitriding, and Fry’s work was directed to finding what might be 
termed the optimum alloy steel for the process. 

An ideal nitriding steel would fulfil the following requirements : — 

1. Acquire the hanlest possible surface from nitriding. 

2. Exhibit minimum brittleness of the case and tendency for the 
skin to flake. 

3. The unnitrided core to be capable of responding to heat 
treatment so as to develop desirable properties*. 

4. The nitrided case to preserve stability at working tempera- 
tures above normal 

Fry’s optimum steel contained about 1*5 per cent, of chromium 
and about 1 per cent, of aluminium. Heating at 930° F. for some 
ninety-six hours in ammonia produced a case merging gradually 
into the core which exhibited the phenomenal surface diamond 
hardness of 1,100, the hardest surface hitherto produced by any 
ptocess. Within certain fairly wide limits the carbon content of 
the steel has no influence on the nitriding process, but it is, of course, 
an important factor in conferring properties to be developed in the 
core by heat treatment. 

i Such a steel forms thc‘ basis of the series of Nitralloy steels now 
commercially available. A typical low-carbon grade would contain 
the following approximate percentages of alloying elements : 
Carbon, 0*20 to 0*26 ; chromium, 1*4 to 1*8 ; aluminium, 0*9 to 
1*3 ; manganese, 0*65 ; silicon, 0*35 ; nickel, 0*25 ; molybdenum, 
0*10 to 0*25 ; sulphur, 0*02 ; phosphorus, 0*02. With suitable 
heat treatment a core strength of about 35 tons per square inch 
would be developed. A high-carbon grade of the same steel would 
have a similar composition except that carbon would he present, 
amounting to 0*45 to 0*55 per cent., and the core strength could be 
raised to about 90 per tons per square inch. 

Since precise instructions as to the procedure to be followed in 
producing any particular component in nitralloy steel will be fur- 
nished by the steelmaker, only some general points will be men- 
tioned here. The necessary forging or rough machining, heat 
treatment, fiinal machining and grinding operations precede the 
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nitriding process. Clean surfaces free from grease and scale are 
essential. The actual treatment produces a coloured film and a 
slight increase in dimensions. Deep buffing or light lapping removes 
the most brittle outer film and compensates for the increase in 
dimension, but in no case should more than two-thousandths of an 
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Fig. 87 — Struetnn*, Hardnoss and Depth of Case jiroduced by Nitriding for 

80 Hours at 930° F. 

inch be removed, for the hardness falls off somewhat rapidly with 
depth below the surface. To counteract a tendency for the case to 
chip, fillets should be generous, sharp corners relieved and edges of 
holes made to merge gradually into the surfaces in which they are 
drilled. Surfaces which are to remain soft are protecf^.d from the 
action of the ammonia by a preliminary “ tinning,” which is most 
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effectively accomplished with an alloy containing 80 per cent, lead 
and 20 per cent. tin. 

Components to be treated by the nitriding process are packed 
in an ammonia- and heat-resisting box fitted with a gas-tight lid. 
Passing thi. ough one end of the box are three tubes. The ammonia 
inlet tube traverses the box to the far end, the pyrometer tube 
penetrates about half-way, and the exhaust gas tube just enters 



Fio. 88. — Tlu^ “ Magm*t ” Electric Nitriding Furnace. 

the box. After scaling the lid the box is placed in an electric fur- 
nace, the temperature of which is maintained at 930° F. to within 
± 10° F. Ammonia gas is then circulated through the box for the 
full period of time required to produce the desired depth of case, ten 
hours’ treatment giving about 0*004 inch and ninety hours about 
0*029 inch. The supply of gas is regulated in accordance with the 
degree of dissociation revealed by tests on the exhaust gas during 
the treatment. After the lapse of the appropriate time the box is 
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withdrawn from the furnace and allowed to cool down to about 
200° F. before the lid is removed, the gas circulation meanwhile 
being maintained. 

Fig. 87, reproduced by courtesy of Messrs. Thos. Firth and John 
Brown Ltd., of Sheffield, is a photomicrograph showing how a 
nitrided case merges into the core material. The diamond hardness 
number gradually diminishes as the depth from the surface increases, 
without any sudden line of demarcation being evident. 

One of the General Electric Company’s ‘‘ Magnet ” electric 
furnaces, specially built for the nitriding process, is illustrated 
in Fig. 88. The control panel in the foreground carries the 
apparatus for automatically controlling the furnace temperature.. 
A nitriding box, mounted on a charging truck, is seen facing 
the furnace opening, disclosed when the vertical sliding door is 
raised. 

Regarding the nomenclature of the process, the term ‘‘ Nitrard- 
ifig as an alternative to “ NUridmg ” is legitimate. Patent 
regulations do jj^ot permit registration of a term such as nitriding 
which is generally current. In order to surmount this difficulty 
the British proprietors of the process, Messrs. Nitralloy Ltd., of 
Sheffield, registered the term “Nitrard Process.'’ Nitriding is 
chemically correct as describing a chemical union between a metal 
and a non-metal, whereas nitrating, a term which has been used, is 
incorrect, implying as it does an action by nitric acid. The use 
of such renderings as “ nitridisation,” “ nitralloying,” “ nitralloic,” 
etc., should be avoided in the interests of standardisation of 
nomenclature. 


The advantages of the nitriding process may be summarised as 
follo\^ : — 

Ij^^he hardest known surface is attainable. 

2, Since no quenching follows the process, quenching cracks are 
eliminated. 


3. As the process is conducted at a comparatively low tempera- 
ture, no distortion takes place. Any warping and internal stresses 
can be eliminated by annealing at a slightly higher temperature and 
straightening before the final nitriding. 

Though applications in which nitrided steel shows up most 
advantageously are numerous, there are limitations in its use 
which should be recognised. Conditions for which it is unsuitable 
owing to a tendency for the skin to flake include those involving 
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severe local pressure, such as occurs in knife edges heavily loaded ; 
where balls and tappets sufEer local impact; where severe and 
rapid alternations of heat take place ; or when wear is very heavy, 
as, for example, in grinding plates and sand-blast nozzles, for which 
purposes a process producing a much thicker case is to be preferred. 
Clearance allowances sufficient to permit shock under heavy working 
conditions are to be avoided, since the extremely hard skin has little 
ductility. 

Very successful applications of nitrided steel include screw and 
plug gauges, die-blocks for automobile parts, spanners, etc., moulding 
dies for synthetic resins, brick-press dies, reduction gear pinions, 
components of cement machinery, fan blades used in coal pul- 
verising apparatus, gudgeon pins, pistons for pneumatic machines, 
etc. 

Molybdenum steels can be considered as alternatives to tungsten 
steels. The two elements confer similar y)roperties upon steel, 
though, since molybdenum is somewhat more influential in its 
effects, a less percentage may be employed. 

Silico -manganese steel is widely used as a spring steel for auto- 
mobile work. It contains about 0*45 to 0*65 per cent, carbon, 
1*8 to 2*2 silicon, 0*6 to 0*9 manganese, and is low in phosphorus 
and sulphur. 

Cobalt Steels fall into two classes • — 

(а) High-speed tool steel (containing no tungsten), known as 
“ Cobaltcrom,” which is suitable for screw-cutting dies and milling 
cutters. It does not scale during the hardening process and may be 
cast in the finished form, the cutting edges merely requiring sharpen- 
ing by grinding. The composition is about 1^ per cent, carbon, 
12J per cent, chromium and 3| per cent, cobalt. 

(б) Magnet Steels, High cobalt steels, when correctly heat- 
treated and permanently magnetised, show a high available external 
magnetic energy per unit volume of material. Such steels are there- 
fore frequently used in the making of permanent magnets for 
magnetos, loud speakers and other electrical machines and instru- 
ments. For this purpose they are said to be about four times as 
effective as the next best material, namely, tungsten magnet steel. 
The cobalt magnet steels fall into four grades, as shown on p. 155. 

The best magnetic properties of these steels are developed when 
they ar^ hardened to give a fine-grained structure with most of the 
carbon in solid solution. To obtain the desired condition the heat 
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Alloying C’onstituentb, per cent 


Grade 



( obalt 

1 t arboit 

('hroii)iun) 

Molybdenum 

High Cobalt 

U-U 

1 0 8 10 

4-0 

1 

High Medium Cobalt 

14-17 

0 9-1-2 

9-12 

1 10-1-5 

Low Medium (\>balt . 

8-n 

1 0 9-1-2 

8 11 

1 0-1 -5 1 

Low Cobalt 

5-b 

' 0 9 12 

' 5 (i 



treatment is effected in three stages. A preliminary hardening 
at about 2,150° F. produces an austenitic steel which is only slightly 
magnetic. This is followed by an intermediate refining treatment 
at about 1 ,400° F, and a final hardening from within the range 
1,700° to 1,750° F. Though now magneiically at its best, the steel 
IS very brittle. This can be mitigated without appreciably affecting 
the magnetic properties by tempering to about 250° F. 

Nomenclature for Alloy Steels. With the large increase in the 
varudies of alloy steels in recent years there has arisen a need for 
some brief method of designating an alloy on drawings, specifica- 
tions, stock lists, etc. The Society of Automotive Engineers of 
America sponsors a scheme whiTeby each widely used alloy steel is 
allotted an index number, usually of four digits, but in some 
instances five. The first digit classifies the steel according to the 
main property-conferring constituent or combination of con- 


stituents as below : — 



1 

1. Carbon steel 

!r.- 

Chromium steel 

2. Nickel steel. 

1 «• 

(^iromium-vanadium steel 

3. Nickel-chroiiiiuin ^teel 


Tungsten steel , 

1 4. Molybdenum steel. 

1’ u 

.1 

Silico-iminganese hteel. 1 


The second digit roughly indicates the percentage of the domi- 
nating alloying element present. The last two (or three) digits 
denote the approximate carbon content, in one-hundredths of 1 per 
cent. 

According to this system a steel with the composition : 

Carbon . 0*15 to 0*25 per cent. Phosphorus 0*045 per cent. 

Manganese . 0-30 to 0-60 per cent. Sulphur . 0*055 per cent, 
is designated S.A.E. 1020. That is, it is a plain steel (1) containing 
no dominating alloy (0) and about 0*20 per cent, of carbon (20). 
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Similarly, S.xi.E. 52100 indicates a chromium steel (6) with about 
2 per cent, chromium (2) and about 1*00 per cent, carbon (100). Its 
actual composition is carbon, 0*95 to MO per cent. ; manganese, 
0’20 to 0’50 per cent.; chromium, 1’2 to 1*5 per cent.: 
phospuor^js and sulphur low. 

Some useful information on alloy steels is contained in the 
following tables, which have been furnished by the American 
Vanadium Company, of Pittsburg, U.S.A. : — 

1. Eesults of comparative tests on different varieties of iron and 
steel to determine relative strength and resistance to fatigue. 

2. Composition of chrome vanadium steels. 

3. Mechanical tests of typical alloy steels. 



Table 2. — ^Types of Vanadium Steel. 
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CHAPTER XIII 


THE HEAT TREATMENT OF STEEL 

The term heat treaitmnt (applicable to other metals and alloys as 
well as steel) may be taken to include all processes involving the 
heating and cooling of material in the solid state with the object of 
conferring upon it some desired property or of putting it into some 
particular condition, excluding, however, those heating operations 
used solely to facilitate operations such as forging, rolling, welding, 
etc. The beginnings of heat treatment are seen in the long-estab- 
lished processes of Jig^flening and tempering, annealing and case- 
hardening. As at first practised, these were empirical arts rather 
than scientific processes. More recently, heat treatment has 
developed both in exactness of control and breadth of application 
until it has become a powerful factor in technical progress. Reference 
to an equilibrium diagram of an alloy such as that shown for carbon 
steel in Fig. 82 shows the profound efiect that temperature has on 
the constitution of an alloy. A further influence of temperature, 
not revealed in such a diagram, is that which it has on grain size. 

Grades of Carbon Steel. In practice, carbon steel is conveniently 
classified into mild steel, strong steel, and tool steel. Mild steel 
containing not more than per cent, carbon is not appreciably 
hardened if heated to bright _ iness and suddenly cooled by quench- 
ing in water. On the other hand, tool steel containing 0*7 per cent, 
or more of carbon would be rendered very hard and brittle by this 
treatment. The d egree of hardness produced increase s with the 
percenta ge of carbon in the steel, and with the rapidity of^ ooling. 
It is also essential that quenching should be done at the correct 
temperature which varies with the grade and quality of the steel. 

There is for each grade or temper of steel a temperature limit 
above which it must not be heated in the hardening process. Infor- 
mation on this point should always be supplied by the steel maker, 
but average values are given in the table on p. 160. 

It is now known that a difference in temperature of 10° F. is 
sufficient to account for the difference between good and bad 
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Classification of Steel according to Carbon Content 


“ Temper ” or 
Degree of 
Hardness. 

Examples of Use. 

Carbon 

Content 

per 

cent. 

Tem- 

perature 

Limit, 

F° 


1 

Mild Steel for Boiler Plates . 

0-20 


— 

Structural Steel .... 

0-25 

— , 

— 

Rails ...... 

0-45 

— 

Die Temper 

Springs, sledge hammers, stamping 

0-70 

1440 

Sett Temper . 

dies. 

Miner’s drills, &c., stonemason’s 

0-90 

1400 

tools, smith’s tools. 

j 


Chisel Temper 

Hammers, chisels, woodworking 

100 

1380 

Drill Temper . 

tools, saws. 

Cutlery, knives, scissors, drills. 

MO 

1360 

axes, picks, punches. 



Turning Tool 

Lathe and planer tools, files, taps. 

1-20 

1340 

Temper 

reamers. 



Razor Temper 

Razors, surgical instruments 

1-30 

1320 


hardening. It follows that the method of estimating temperature 
by reference to colour — as in speaking of white heat, yellow heat, 
bright red heat, etc. — cannot be sufficiently accurate, and the use 
of gas or electrically heated furnaces, the temperatures of which are 
controlled by pyrometers, has now become general. Advantage is 
taken of the property just described in the production of edge and 
cutting tools of all kinds, and efficient ‘ardening is therefore a matter 
of great practical importance. 

Critical Points. Suppose a piece of tool steel, the temperature of 
which can be continuously recorded by a thermo-couple or P 3 rro- 
meter, be heated in a furnace, the temperature rising at a uniform 
rate of, say, 20® F. per minute. On reaching a temperature of about 
1,340® F., a short period will elapse during which the steel does not 
become any hotter, although the temperature of the furnace con- 
tinues to rise as before. This is evidence that an endothermic 
change is taking place in the constitution of the material. The 
temperature is a critical temperature, and is known as the decales- 
cence poirU, or Acj. It is the point at which the alternate layers of 
iron carbide and ferrite in the pearlite are mutually dissolving to 
form the solid solution of carbon in iron known as austenite. The 
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carbon is changing from the non hardening i)carlitic form into the 
potentially martensitic hardening form. After passing through this 
critical point, the uniform rate of increase of temperature will be 
resumed, and may, without detriment to the steel, be allowed to 
rise somewhat further, say to 1,400^ F. Now suppose the heating 
of the furnace to be shut ofE, and it and the steel be allowed to cool 
down uniformly at a similar rate. When the temperature has fallen 
to about 1,280° F., cooling of the steel will be temporarily “ arrested ” 
for a short space of time, or it may possibly bec()me slightly hotter, 
in spite of the fact that the furnace is still cooling down. This is 
another critical temperature. The change now taking place in the 
steel is the reverse of that which, during heating, occurred at the 
decalescence point. The solid solution, austenite, is now breaking 
down into the laminated arrangement of iron carbide (cementite) 
and ferrite (alpha iron), known as p(‘arlite. This change point 
during cooling is called the recalescence point, or Ar^, and it should 
be noted that it is some 60° F. below the decalescence point, or Ac^. 
After passing througli this critical 2)oint, cooling of the steel at the 
uniform rate would be resumed until normal temperature was 
reached. Critical temperatures vary with the carbon and alloy 
contents of a steel. Even for steels with the same analysis different 
rates of heating or cooling can give different critical points. For 
example, a 1*4 per cent, carbon steel sample heated uj) in 15 minutes 
gave 1,310° F. for Ac^, whereas an exactly similar sample heated 
up in 7 minutes gave 1,382° F., the pyrometer couple being set in 
the body of the steel in both cases. 

Basis of Heat Treatment. The following geiKual principles form 
the basis of heat treatment technique. 

(1) Alloys passing through certain temperatures called critical 
temperatures, whether being heated or cooled, may undergo rever- 
sible constitutional changes, or inversions. 

(2) In general, the critical j)oint during heating will differ from 
the corresponding critical point during cooling. 

(3) Holding a material at an elevated temperature for a period 
gives an opportunity for constitutional or stress equilibrium to 
establish itself, if lack of equilibrium is previously present. 

(4) Slow cooling from an elevated temperature above a critical 
point will permit a natural constituticnai change to take place. 

(5) Rapid cooling, or quenching, thrc>ugh a critical point com- 
pletely or partially inhibits the natural ohaiige, and so tends to 

M.T. ' a 
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retain a structure, characteristic of an elevated temperature, at a 
normal temperature. 

Hardening and Tempering of Carbon Steel. In the light of the 
preceding paragraphs it will be seen that in order to harden the 
above-mentioned tool steel it must first be heated to a temperature 
somewhat above Ac^ in order to allow the carbon to pass into the 
solid solution or hardening form. Sudden quenching of the stee|| 
before its temperature has been allowed to fall below Ar^ results in 
the carbon being forcibly retained in wsolid solution as martensite, 
and the steel would then be found to be fully hardened. The best 
practice would appear to be to heat the steel to some 30° F. above 
Acj, allow it to cool uniformly to within about 30° F. of Ar^, and 
then to quench it on the falling heat,'" as it is termed. The tem- 
perature above Acj to which the steel is initially raised should not 
be too high, for, as the temperature rises the grain corsens, and 
fineness of grain connotes strength whereas coarseness connotes 
weakness. Excessive heat would completely ruin the steel, for 
at about 2,000° F. liquefaction would commence. The resulting 
structure would consist of coarse grains surrounded by films of 
oxide, the so-called “ burnt ” steel. From this state the original 
conditions cannot be restored by any treatment short of re-melting. 

The correct hardening temperature for any steel may be ascer- 
tained from the appearance of the fracture by quenching specimens 
at different temperatures. An extremely fine grain is obtained 
when the exact temperature has been reached, the grain becoming 
coarser as the temperature at quenching is raised. Quenching is 
best performed in some liquid, usually water or oil. Water, having 
the greatest capacity for heat of all known substances, produces 
the greatest hardness. Oil hardening is resorted to where toughness 
is more important than Tiardness, as in the case of springs, saws, 
etc. Steel quenched in water from the proper temperature is glass 
hard, and is said to be “ hardened right out.” In this condition it 
is much too brittle for any practical purpose such as the point of a 
cutting tool, and it becomes necessary to sacrifice some of the hard- 
ness in order to obtain strength and durability. The process of 
“ tempering ” is therefore resoi-ted to, the degree of hardness being 
“ let down ” to suit the intended purpose. On heating a piece of 
hardened steel which ha^ previously been polished, a series of 
colours, due to the thin fil;aa of oxide which forms upon the surface, 
will appear in a certain definite order. The colour produced is a 
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rough indication of the temperature to which the hardened steel 
has been re-he^ted. If only slightly warmed, it will be found on 
again quenching that the steel has lost very little of its hardness, 
but the higher the temperature to which it is raised the less the hard- 
ness remaining after sudden cooling. Each colour roughly denotes 
lihe temperature corresponding to a certain degree of hardness, 
which in practice may be found suitable for some particular purpose, 
is shown in the following table : — 


Table of Colours and Temperatures for Tempering Steel 



Tem- 

r ’ ' ' " "'i 

Colour . 1 

1 

perature. 

j PurpoM'. j 

Faint Yellow . 
Pale Straw / j 

1 

430 

Surgical instruments, razors. j 

Turning and planing tools, milling ' 

440 



1 cutters, hammer faces, paper knives. ‘ 

Dark Straw . 

4«0 

Chasers, taps, screwing dies, shear 



blades, rock drills, reamers. 

Red Brown . 

510 

Punches, reamers, stonemason tools. 



axes, plane irons, twist drills, pen- 
' knives, scissors. 

Purple . . I 

1 540 

Chipping chisels, smith's tools, table 

1 

1 

, knives, cold chisels, hack-saws. I 

Blue . . ' 

1 560 

Swords, springs, saws for wood. 


High-speed Steel. It will be seen that carbon steel loses its 
hardness at about 560° F. When cutting metal in a lathe or planing 
machine, the heat developed by friction at the tool point is con- 
siderable, and as the temperature must be kept down to avoid 
drawing the temper,” the speed of cutting is limited. This led 
to the introduction of high-speed tool steel which depends for its 
properties, not entirely on the amount of carbon contained, but 
mainly on the presence of certain other elements, of which the 
most important are tungsten and chromium. Such steels are not 
hardened in water but in a strong blast of air from a fan. They 
are forged at a bright red heat (1,600° F.) and for hardening are 
heated slowly up to bright red and then quickly to a white heat 
(2,300° F.) or until the steel appears to be on the point of melting or 
running. This allows the tungsten, chromium and other elements 
whiph may be present to dissolve and form hard carbides. A re- 



164 MECHANICAL TECHNOLOGY 

heating to about 1,000*^ F., some five minutes soaking at this 
temperature, followed by air cooling, has the effect of increasing the 
toughness and hardness of the material, probably by encouraging a 
more complete development of a martensitic structure than a single 
treatment gives. The actual temperature to which high-speed 
steel may be subjected when the tool is at work is about 1,200° F., 
and the higher the hardening temperature is above this point 
the higher the temperature whu*h the steel will endure when cutting. 
At the high temperature thus possible and with speeds of 100 to 
150 feet per minute, the cutting removed by a turning tool from a 
steel shaft smokes and becomes blue. Under such conditions the 
point of the tool is dull red hot, and tlie heat generated is sufficient 
to draw the temper of the shaving to a dark blue. The special 
characteristic of high-speed steel is the property of “ red hardness,'" 
or the ability to resist the softening effect due to the heat generated 
in cutting. If cooled from about 1,750° F. high-speed steel is pro- 
bably as hard as it can be made in a cold state. But it does not 
possess the property of red hardness, and is probably little superior 
in endurance to carbon vsteel. Its qualiti(‘s can only be fully de- 
veloped by heat treatment at a high temperature. By treating at 
2,300° F. the cutting properties are increased to at least four times 
those of the same steel treated at 1,750° F. 

The Hardening of Carbon Steel comprises three distinct opera- 
tions : — (1) Heating to above the recalescence point (say 1^300° to 
1,400° F.), to bring the carbon into the dissolved or hardening form ; 

(2) sudden cooling by quenching, to fix the dissolved carbon ; and 

(3) reheating, or tempering, to give the required degree of hardness 
combined with toughness. In heating, it is essential to maintain a 
uniform and exact temperature, for which a gas-fired furn^ace or an 
electric resistance furnace is suitable, and the use of a pyrometer is 
indispensable. It is most important that irregularly shaped articles 
should be heated uniformly throughout, which is best attained in 
the method of heating by immersion in a liquid, the temperature 
of which can be regulated and recorded with the greatest ease. 
The use of molten le^d for this purpose is well known, and more 
recently a hath of fusible salts has been employed with great success. 
For carbon steel the melt ” consists of a mixture of common salt, 
soda, and borax, which becomes liquid at a temperature of 1,470° F. 
and which is contained in a steel pot or crucible placed in the centre 
of the furnace. The articles to be heated are placed on a ^ay 
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capable of being lowered into, or raised from the bath as required. 
By means of a thermo-couple pyrometer inserted through the 
cover of the furnace the temperature may be read off to 2° F. For 
quenching, the tanks or ‘‘ boshes ” are best made with an outer 
casing or jacket, through which cold water may be caused to circu- 
late, to keep the liquid itself at a constant temperature. 

Tempering is best performed by immersing the hardened articles 
for a given length of time in a bath maintained at a definite tempera- 
ture as required (see table, p. 163), a thermometer graduated to 
600° F. being permanently fixed in such a position that the readings 
may be readily taken. Oil of high flash point (say 570° F.) is 
probably best for temperatures up to 480° F. corresponding to dark 
straw. Beyond that, a bath of fusible salts, or an alloy of lead and 
tin may be used. After remaining in the bath for a sufficient length 
of time to acquire the temperature of the liquid, the articles are 
withdrawn, usually in a wire basket or strainer, to receive the final 
quenching. 

Springs are tempered by the process known as “ blazing off.’* 
After dipping in oil of suitable flash-point, they are heated until the 
oil burns with a white flame, when they are quenched. 

^ The Hardening of High-Speer* 'Meel is effected in several stages : — 
(1) heating slowly to a bright red heat, about 1 ,600° F. ; (2) heating 
rapidly up to about 2,300° F. ; (3J cooling off in a blast of cold air, 
or, in the case of some varieties of steel, quenching either in a bath 
of oil or paraffin maintained at the proper temperature, or in a 
‘Mow temperature melt'' of fusible salts; (4) reheating for the 
“tempering” or ‘'secondary hardening” operation to about 
1 ,000° F. for five minutes ; (5) cooling in air, either rapidly or 
slowly. On account of the high temperature required in the heat 
treatment of high-speed steels, it is necessary to employ a furnace 
capable of producing temperatures beyond those used for plain 
carbon steels. Blast, or “ high pressure " gas furnaces, worked with 
either the air or gas under pre.ssure, and special high temperature 
electric resistance furnaces are available for the purposCi^ One 
convenient plan is to employ gas at ordinary pressure, and air 
supplied by a positive blower,’ at a pressure of 1 or 2 Ib. per sq. inch. 
The heating, being performed in two stages, is best carried out in a 
furnace of the “ twin-chamber ” type, in which the heat from the 
lower chamber passes through the upper one on its way to the flue. 
The upper chamber is used to pre-heat the steel to a temperature 
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of about 1,600° F. when it is rapidly transferred to the bottom 
chamber, in which the hardening temperature of 2,300° F. is reached 
as quickly as possible. This is done to avoid scaling and decarbonisa- 
tion, which would occur by too long exposure at so high a tempera- 
ture. For the same reason, when hardening high-speed steel it is 
desirable to work with a reducing atmosphere. > 

A form of furnace possessing many advantages is one in which a 
bath of barium chloride, which melts at 1,740° F., is maintained 
in a molt(*n (*ondition by means of an electric current flowing 
between cast iron electrodes immersed in the salt. The atmo- 
sphere is entirely excluded from the objects to be heated, and the 
temperature is easily adjusted by simply regulating the current. 

High temperatuie electric resistance furnaces for the heat treat- 
ment of high-speed steels require that the material of the resistor 
bars or radiants, which radiate the heat throughout the furnace, is 
sufficiently refractory to stand up to the very high tem]>eratures at 
which it is called upon to work Oarbqruiidiimj> employed for the 
purpose, but even in its specially prepared , recrystallised form, it 
suffers the disadvantage of partially dissociating and oxidising at a 
temperature of about 2,t00°F. Thus the resistor bars tend to 
waste away, with the result that thcdr resistance increases with age. 
Some method of regulating the electrical in})ut to the bars to 
compensate for this is therefore called for. A regulating resistance 
under the control of the ojierator may b(‘ iistsl, but in the more 
modern installations an automatic ballast resist anct* is usually 
incorporated, which compensates tor the agtung of thc^ resistors. 

For quenching, an open bath is used, consisting of a steel pot in a 
fire-brick lined furnace, heated by a high-power Bunsen burner. 
A low temperature ‘‘ melt ” of fusible salts such as nitrates of potash 
and soda in (‘qual parts has the advantage that it may be kept at 
the correct temperature, just above the fusing point, without the 
use of a pyrometer. It is claimed that steel tn^atiul in this way is 
harder and more uniform in texture than if cooled in an air blast, 
and the open bath is more economical, both in first (*ost and working, 
than a fan or air compressor. 

The ThermO'Magnetic Cycle. The cycle of constitutional changes 
undergone by carbon steel when heat*^! and c(X)led through its 
critical tt»mperatures has been already outlined. Concurrently the 
material passes through what is called the thermo-ymgn^ic cycle. 
Annealed steel at ordinary temperature, in the pearlitic condition, 
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is fairly strongly ferro-rmgmtic, that is, it possesses a magnetic 
permeability greater than air. In its austenitic condition, at 
temperatures above Ac^, however, it is para-magnetiCy that is, it has 
the same magnetic permeability as air. Cooling slowly through Ar^ 
completely restores its ferro-magnetism, whilst quenching from 
above Ar^ only partially restores it. These magnetic changes can 
be accurately recorded in an electro- magnetic circuit of which the 
steel forms the core. The change from ferro- to para-magnetism is 
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considered to be a more reliable and precise indication of the 
constitutional change from pearlite to anstenite than the thermal 
arrest obtain<‘d pyrometrically. The decales(‘ence phenomenon 
during heating is not an instantaneous one, and the arrest in tem- 
perature rise accompanying it, though indicating the onset of 
decalescence, does not indicate the completion of the constitutional 
change. During the period of decalescence the magnetic perme- 
ability of the steel decreases, and finally the ferro-magnetism 
disappears completely. Fig. 89, reproduced by courtesy of the 
Wild-Barfield Electric Furnace Co., shows these thermic and 
magnetic changes in relationship to each other in the case of a plain 
carbon tool steel. It was first shown by Robert^s-Austen, and has 
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been subsequently confirmed, that the correct moment for quench- 
ing, in order to obtain optimum hardening effects in steels, coincides 
with this disappearance of magnetism, except in the case of certain 
of the higher alloy steels. The non-magnetic point would appear 
definitely to indicate the completion of the constitutional change, 
when the whole of the carbon has passed into the potentially 
hardening form. The temperature corresponding to the non- 
magnetic point is somewhat higher than the arrest point indicated 
by pyrometric measurement. 

The Electro-Magnetic Hardening Furnace. Under practical w ork- 
shop conditions the (‘onsistently correct hardening of steel com- 
ponents is none too easily attained. As has been previously 
pointed out, the correct quenching temperature vanes according to 
the composition of the steel, the rate of heating and the shape and 
form of the charged pieces. Heating to too little above the arrest 
point is liable to produce soft spots and irregularity of structure. 
Overheating produces coarsening of the grain, leduction of strength, 
distortion, and a liability to subsequent cracking. Precision of 
control is therefore most desirable, and can l)e attaiiu'd by adopting 
electro-magnetic control based on the thermo-magnetic cycle. The 
Wild-Barfield patented electro-magnetic hardening process employs 
an electrically heated furnace fitted with a sec'ondary winding wiiich 
magnetises the wwk m the furnace that is to be hardened. This 
secondary winding is electrically connected to a magnetic indicator, 
the needle of which is deflected across a scale, and yibrates against a 
stop so long as the steel is in a magnetic condition. As the steel 
becomes less and less magnetic during the d(‘calescence period, the 
pointer leaves the stop, slowiy traverses the scale, and finally 
reaches the zero at the moment the steel becomes non-magnetic, 
thus indicating w hat has come to be considered the corr(‘ct quenching 
point. 

Certain of the higlier alloy steels do not lend themselves to 
hardening control on this principle, either because, for their correct 
hardening, a quenching temperature considerably above their non- 
magnetic point must be used, or because their magnetic properties 
are complex. Amongst the former class are G per cent, tungsten 
steel, 13 per cent, chromium (stainless) steel, and the chrome- 
tungsten and clirome-molybdenum high-speed tool steels. The 
cobalt and cobalt-chrome steels ar(‘ in the latter class. 

Normalising. As its name implies, normalising treatment aims 
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at restoring the normal structure of steel that has been vicariously 
disturbed during hot manipulative processes. A hot-worked 
forging, for example, after being worked to shape at a somewhat 
indefinite temperature, probably non-uniform throughout its mass, 
and with its internal structure possibly distorted owing to being 
worked at too low a temperature, is put on one side and allowed to 
cool under liaphazard conditions. Likewise a casting is poured at a 
somewhat indefinite temperature, cools at different rates in different 
parts, and shrinks during cooling against restraints varying in their 
rigidities. Such fortuitous conditions cannot promote the forma- 
tion of a homogeneously fine-grained structure throughout the 
forging or casting, but must result in internal stresses and regions 
of undesirably coarse grains. The object of normalising is to relieve 
as far as possible these internal stresses and to promote a uniform 
refinement of the grain. Thus will the material be put into its best 
condition for use. To effect this the material must be heated to a 
temperature above Acj, be held at this temperature long enough for 
the heat to penetrate the whole mass, and then be allowed to cool 
freely in air. Since the grain size is roughly proportional to the 
temperature excess above Acj, and the time the material is held at 
this temperature, neither the temperature nor the time should be 
greater than those necessary to secure the desired effect. 

Refining, sometimes spoken of as hgh temperature annealing, has 
as its object the production of a fine-grained structure. It is also 
capable of curing temperature brittleness, a condition that develops 
as the result of prolonged exposure to heat at certain temperatures 
favourable to coarse crystal growth. Very low carbon steel shows 
this effect at about 1,100° F., an ordinary mild steel at about 
1,500° F. In addition, any carbon steel held for a period in the 
upper austenitic area of Fig. 82 is liable to develop coarse grains and 
consequent brittleness. (The full facts regarding the temperature 
embrittlement of alloy steels have not yet been elucidated, but the 
matter is receiving the attention of research workers.) 

For the hypo-eutectoid carbon steels (i.e., those containing less 
than 0-9 per cent, carbon) the refining process consists of heating 
the material to some 80° to 100° F. above Ac^, and allowing it to 
cool slowly in the furnace. The harder hyper-eutectoid steels con- 
taining over 0*9 per cent, carbon require two operations to effect 
their refining, due to the fact that separated cementite is not 
amenable to refining treatment. Such steels are heated to above 
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Aci and quenched, so as to retain the carbon in solution form. 
Reheating for a short period to a temperature just below the solid 
eutectoid line (Fig. 82) serves to refine the grain and soften the 
material. Steel castings are invariably refined, usually in a gas- 
fired fur a-ce of the reverberatory type, which, after the requisite 
heating, is carefully luted up to ensure as slow a cooling as possible. 

Annealing. This term is frequently used in a comprehensive way 
to include the normalising and refining processes as well as low 
temperature annealing. Here it is considered preferable to discrimi- 
nate between them. Low temperature annealing involves heating 
to a temperature below the solid eutectoid line, followed by slow 
cooling under a layer of non-conducting material, such as ashes, or, 
in some cases, simply in the open air. Cold work or overstrain, in 
distorting the crystal structure of steel, reduces its ductility, induces 
hardness in it and lowers its ability to resist shock. Cold rolling, 
stamping and wire-drawing are examples of manipulative processes 
involving cold mechanical working bringing about these effects. 
The softness, ductility and impact resistance of such worked 
material is restored by annealing it at a temperature of about 750° F., 
and annealing at a somewhat higher temperature, around 1,100° F., 
permits a recrystallisation to take place which completely removes 
the effect of mechanical working. When, during manufacture into 
its final form, a material is required to undergo severe deformation 
cold, it is necessary to anneal it periodically between stages. Other- 
wise its increasing hardness and brittleness would set a limit upon 
the amount of deformation that could be imjiressed upon it. 

Silver, copper, and certain bronze alloys are rendered softer and 
more malleable by rapid cooling. Copper is annealed by heating to 
1,340° F. followed by sudden quenching in water, but it is found 
that brass used in the manufacture of cartridge cases may be cooled 
either suddenly or slowly without affecting the quality of annealing, 
the most suitable temperature being 1,200° F. 

Carbonising or Case l^dening is a form of h<'at treatment designed 
to produce a hard wearing surface on a tough interior. The process 
is applicable to wrought iron, mild steel and certain of the alloy 
steels and is in principle the same as the cementation process for the 
manufacture of crucible cast-steel described at p. 81. The articles 
to be treated are placed in a cast-steel box and packed round with 
carbonising mixture. The cover is then luted on, and the box 
raised to a bright cherry red heat, say 1,750° F., preferably in a gas- 
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fired oven or furnace, in which a reducing atmosphere is maintained, 
the temperature being regulated by means of a p}rrometer. * The 
temperature is kept up for some time, depending on the depth of 
“ case ” required, and the carbonising medium used. The box and 
its contents are allowed to cool down before opening, and 
cleaning, the articles are ready for the second oper^'^^ou of ^ ug 
and quenching. The surface to a depth of inqh or more ues 
been converted into high-carbon steel, which is hardened by this 
latter treatment. The core in the interior is required to remain 
tough and fibrous, and it is desirable to bring out fully the fine- 
grained structure by a second heating to the proper temperature, 
say 1,600® F., followed by quenching in cold water. 

Messrs. Vickers Ltd., of Sheffield, state that a much better result 
is obtained by first heating to 1,650® F. and quenching in cold water, 
then re-heating to 1 ,450® F. and again quenching in cold water. 
This gives a fine white glass-hard skin, with a very tough and 
fibrous backing. 

The case-hardening mixture consists of certain substances rich in 
carbon, usually of organic origin, and containing also nitrogenous 
matter. The presence of nitro"gen appears to be essential, carbon 
alone being very feeble in its action. Bone dust, horn, hoof and 
hide clippings, scraps of leather and similar substances are specially 
prepared by calcination and charring, and sometimes mixed with a 
quantity of vegetable oil. Certain chemicals, such as barium 
carbonate and y ellow prussiate of potash are also occa siogally addAd 
Ttos latter substance alone when powdered and sprinkled upon a 
surface of wrought iron or mild steel which has been raised to a 
cherry red heat, is capable of producing a very thin casing. 

To produce a case-hardened article having a hard skin with an 
interior core of tough ductile character capable of resisting fracture 
under shock, it is not essential, as commonly assumed, to use very 
soft steel of low tensile strength. Case-hardening nickel steel is now 
produced, giving an exceedingly hard skin with an interior core of 
high tensile strength, but at the same time, an entire absence of 
brittleness. Messrs. Vickers Ltd., who are well known as makers 
of this and other types of special steel, state that to obtain a thick* 
ness of skin of suitable for gear wheels, etc., the articles 

should be heated to 1,750® F. in any commonly used casing mixture. 
At the end of two or. three hours the box containing the articles 
should be allowed to cool slowly. When cold, they should be 
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removed and heated in a gas muffle furnace for hardening. With 
case-hardening nickel steel, two entirely different results may be 
obtained by hardening in cold or in boiling water. Quenching in 
the latter gives a rather softer skin, and a much softer core. For 
hardening in cold water, the temperature should be raised to 
, ^he ^ removed from the furnace, allowed to cool a few 
defaces in the air, ai 1 then quenched. To harden in boiling water, 
tie article is heated tc 1 ,450° F., and at once plunged into actually 
boiling water. The results obtained are shown in the following 
t kble : — 


Tensile Tests of Vickers’ Case-hardening Nickel Steel 
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* The special alloy steels so much used iji motor -ear construction, 
where it is desired to bring out great strength and toughness, 
together with fatigue and shock-resisting properties, are subjected 
to a form of heat treatment which must be carried out with great 
care and extreme accuracy. For instance, chrome-vanadium steel 
for crankshafts is first heated to 1,560° F. for three-quarters of an 
hour, and is quenched in oil. It then undergoes a process of anneal- 
ing for about eight hours in a bath of molten lead, and is finally 
allowed to cool down in lime. 



CHAPTER XIV 


NON-FERROUS METALS 
Copper 

Of all the metals used in engineering work, copper stands next in 
importance to iron. Copper is the only red metal, and when pure 
it is remarkable for its extreme tough ness, m alleability, and ductility. 
On this account it has been largely used for steam and water pT^s, 
hemispherical stills, vats, pans, etc. Solid drawn ’’ copper pipes 
are produced up to about 0 inches in diameter, larger sizes being 
made from sheet, bent or hammen^d to the required form, and 
brazed at the joints. Copper is an excellent conductor of heat and 
elt‘ctricity, being in this respect second only to silver. ToF this 
copper in the form of wire is used to an enormous extent in 
electrical engineering. It remains unaltered on exposure t o air free 
from car bon diox ide and other acid "vapours : "but when these are 
pr(*sent a coating of basic salts of a beautiful green colour is formed 
upon the surface, rendering the metal almost indestructible. Sheet 
copper as a roofing material takes high rank, as it may be easily 
adapted to any shape, and is very light. Copper can be forged at a 
red heat, but wil l not weld . It melts at 1,900° F., but copper 
castings are very liaKile ^*0 be blown and to contain cavifies due to 
the presence of oxide. Copper rapidly loses strength at moderate 
temperatures, and is not suitable for use with high-pressure steam. 
Nevertheless, by reason of its high thermal conductivity and ability 
to resist corrosion, it is in great demand in this country for the 
fireboxes of locomotive engines. It is in the production of a large 
number of useful alloys, which will be considered later, that copper 
finds its most important industrial application. 

Occurrence and Reduction of Copper Ores. Large masses of 
native copper are found in the Lake Superior district, and in the 
form of grains distribut^ed throughout the rock it occurs in Chili and 
in Cornwall. The most important ore is copper pyrites, which has 
the composition CugS, Fe^Sj = CuFeSg, and is found in great 
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abundance in Cornwall, Sweden, Germany, and the United States. 
Extensive deposits of red and black oxides also occur in Cornwall, 
Australia, and elsewhere. The ore raised in Cornwall is sent to 
South Wales to be smelted, the method of reduction being in conse- 
quence known as the Welsh process. It comprises six distinct 
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operations, all of which are carried out in reverberatory furnaces of 
the type shown in Fig, 90. The ore, which contains 10 or 12 per 
cent, of copper in the form of sulphide, is first calcined at a low 
temperature, the charge being introduced through hoppers in the 
roof of the furnace. A large quantity of sulphur is driven off, and 
the roasted ore is raked out into a chamber below the furnace and 
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allowed to cool. The chemical reaction which occurs may be 
represented as follows 

2 CuFeSg + 6 O2 = CugO + FcgOg + 4 SOg. 

At the same time, the bisulphide or iron pyrites, FeSg, present in 
the ore, is reduced to ferrous sulphide, thus : — 

FeSg + 02 = FeS + SO2. 

In the second operation, the roasted ore is fused with a quantity of 
slag from the fourth stage, fluorspar being added as a flux, if neces- 
sary. The oxide of copper reacts upon the sulphide of iron, forming 
sulphide of copper and oxide of iron, which latter, together with 
that produced during roasting, combines with the flux to form slag, 
thus : — 

2 CU2O + 2 FeS + SiOg = 2 CugS + SiOg . 2 FeO. . 

The “ regulus,*’ consisting of sulphide of copper and sulphide of 
iron from the ore, collects at the bottom, with the slag floating 
above. This ore furnace slag, as it is termed, is skimmed off by 
means of a rabble and drawn out into a bed of sand. The regulus 
is then run out into a trough of water below the furnace for granu- 
lation, or into a bed of damp sand, when it is known as coarse 
metal.” In the third operation, the coarse metal is broken up 
and roasted with slag from the fifth process in the calcining furnace, 
with repeated puddling of the charge. In the fourth operation 
the roasted coarse metal is fused with slag and oxidised ores in 
the ‘‘ metal furnace,” the same reaction between the sulphides 
and oxides taking place as in the first operation. The object at this 
stage is to get rid of the iron, leaving a rich ‘‘ matte ” which is 
mainly copper disulphide, known in smelting works as “ white 
metal.” The metal furnace slag formed at the same time may 
contain 5 or G per cent, of copper which, as already described, is 
recovered in the second operation. Ih the fifth stage, fine metal 
in the form of pigs from the previous operation is roasted by 
exposing it when molten to the action of a strongly oxidising 
atmosphere in the calcining furnace, thus : — 

2 CugS + 3 Oa = 2 CuaO + 2 SOj. 

The slag is repeatedly skimmed off, and a violent ebullition takes 
place, sulphur dioxide being liberated by the action of the oxide 
on the sulphide : — 

2 CugO + CugS = 3 Cua + SO3. 
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The metallic copper so formed is run off into sand moulds, and 
cast into pigs. After solidification, the resulting metal is found 
to be full of blowholes and to have a blistered appearance due to 
the escape of sulphur dioxide, whence it is known as '' blister 
copper.” The sixth and final stage is that of refining and 
toughening. A charge of blister copper is melted on the bed of 
the refining furnace, skimmed, and worked as clean as possible 
by exposure to an oxidising flame for several hours. The object 
is to remove the more readily oxidisable impurities in the form 
of oxides, especially bismuth, antimony, tin, lead, and arsenic. 
These are accompanied by a Certain amount of copper which has 
been oxidised to cuprous oxide, and together go to form a slag 
with the silica from the sand bottom of the furnace. Unfor- 
tunately some of the cuprous oxide is at once dissolved in the 
molten copper, and to effect its removal, the process known as 

poling ” is resorted to. After removal of the slag, the surface is 
covered with powdered charcoal, and the metal stirred vigorously 
by means of a birch pole. This sets up a violent ebullition due to 
the escape of steam and gases, thus bringing the cuprous oxide 
into intimate contact with carbonaceous matter, and reducing it 
to metallic copper with the disengagement of carbonic oxide. A 
test of the metal is repeatedly taken in a small iron ladle, and when 
it forges soft,” and may be hammered out flat without cracking 
at the edges, it is said to have reached “ tough pitch.” It is then 
ladled out of the furnace into cast iron moulds in the form of either 
ingots or slabs, which, when solid, are dropped into water. 

At Mansfeldt in Prussia, in Tasmania, and also in America, 
oxides and carbonates of copper are smelted in water-jacketted 
blast furnaces, wdth coke as fuel, and a suitable flux, such as oxide 
of iron to form slag with the silica. 

Blast Furnaces for Copper Smelting for the production of “ matt(j * ’ 
from pyritic ores, or of ‘‘ black copper ” from carbonates and oxides, 
may be made of circular form for treating small quantities not 
exceeding 30 tons of ore in twenty-four hours. It has, however, 
been shown by experience that 24 inches is about the limit of pene- 
tration of the blast und(‘r normal conditions, and consequently 
circular furnaces should not be made more than 48 inches in 
diameter. For dealing with large quantities, the rectangular 
furnace has been adopted, of which an example is shown in Fig. 91 . 
This furnace, which has a smelting capacity of 125 tons of pyritic 




pillars, bejn{;i; liiu'd ^Mth brick>\ork and surmounted by a conical 
hood torminated by a steel chimney stack to carry away the pro 
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ducts of combustion. The main blast or “ bustle ’’ pipe is inde- 
pendently connected with each of the 12 tuyeres, which are arranged 
6 on each side of the furnace, and each tuyere is provided with its 
own regulating valve, so that any one can be closed without inter- 
fering with the others. The charging doors of plate iron are counter- 
balancea, and are placed on each long side of the furnace. The 
furnace is provided with a cast iron bottom or ‘‘ crucible ” mounted 
on screw jacks, and for easy removal it may be lowered on to a 
wheeled truck (Fig. 92), and rolled out of position when a new 
bottom is to be substituted. ^The crucible is fitted with slag and 
matte spouts, which arc sometimes water-jacketted. As the specific 
gravities of the matte and slag do not differ greatly, some time 
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must be allowed for their separation. This may be eff(‘cted either 
inside or outside the furnace. For smelting black copp(*r or rich 
mattes the crucible is made deeper to allow the slag to collect, the 
matte and slag being tapped direct from the furnace through two 
tap holes at different levels. Mattes containing a low percentage 
of copper have a highly corrosive action on the bottom, and it is 
therefore preferable to provide a “ forehearth ” where the separation 
of the matte and slag can take place outside the furnace. In this 
case, the crucible is made shallow and is provided with a water 
jacket, the products of smelting passing away by a syphon spout 
to the forehearth, which is thickly lined with firebrick or magnesite, 
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and mounted on wheels 'for ready removal. The blast, at a pressure 
of about 1 lb. per square inch, is supplied either by a fan or a Roots’ 
blower. 

The Wet or Leaching Process is used at Rio Tinto in Spain for ores 
in which the copper is present as carbonate or oxychloride, in a 
gangue of siliceous material. The ore is broken to pieces and is 
placed in the leaching vats, which are usually of wood lined with 
lead, and measure about 12 feet square and 4 feet deep. Dilute 
sulphuric acid is then run in, and is kept in circulation until solution 
is complete, heating by steam being resorted to if necessary. The 
chemical action is as follows : — 

CuCOa + H2SO4 -- CUSO4 + CO2 + OH2. 

Copper may also be converted into sulphate by calcining ores 
containing pyrites at a low temperature 

2 CugS + 5 O2 - 2 CUSO4 t- 2 CuO. 

4 FeS + 7 O2 - 2 4 SO.. 

2 CuO -f 2 SO2 + (>2 - C1USO4. 

The solution of copper sulj)hate is conducted to pn'cipitating vats, 
where the copper is thrown down by means of scrap iron. After 
emptying the vat, the finely divided copper is washed into a settling 
tank, where it is drained and dried. The copper precipitate ” is 
then sent to the smelter, to be fused and refined. 

Impurities in Copper. The chief varieties of commercial copper 
are known as ( 1 ) Best selected " copper, prepared from the purest 
materials, and specified to contain traces only of arsenic and 
antimony, bismuth being absent ; (2) Tough Cake, the ordinary 
copper of commerce, containing as much as 0-8 per cent, of arsenic 
and a quantity of other impurities ; ( 3 ) (Vnli bars as imported in 
ingots weighing 2 cwts. each, which r(*quire refining, often con- 
taining as much as 1 per cent, of sulphur and 2 per cent, of other 
impurities ; ( 4 ) Electrolytic copper, wliich is very pure. The 

impurities present in ordinary copper are arsenic, antimony, 
bismuth, lead, nickel, tin, and oxygen in the form of cuprous 
oxide. For most purposes, impurities, if present in small quantities, 
appear to have a beneficial effect rather than otherwise. Thus, 
arsenic hardens copper, and increases its tensile strength, and for 
locomotive firebox plates and boiler tubes it may reach from 0-2 to 
0-3 per cent, with advantage. Bismuth, on the other hand, is an 
exceedingly deleterious constituent, about 0*05 per cent., making 
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the copper so brittle that it becomes quite unworkable either hot or 
cold. Antimony has a very similar effect to arsenic, but the best 
quality copper never contains more than a trace. Cuprous oxide, if 
dissolved in large quantity, produces excessive brittleness. It is 
found, however, that if in the poling process the last traces of oxygen 
be removed, the metal loses its toughness and becomes dry and 
brittle. It is then said to be “ over poled.’* For electrical purposes, 
it is especially necessary that copper should be pure, as an exceed- 
ingly small proportion of impurities will cause a remarkable falling 
off in conductivity. Elect lo-refining was at one time largely 
adopted, a successful process being that of Elmore, as used at the 
Yorkshire Copper Works, Leeds. The copper was deposited in the 
form of tubes, which were made up to 4 feet in diameter and 13 feet 
long. For this purpose, mandrels of the same diameter as the 
inside of the tubes to be produced were connected to the + pole of 
a dynamo and made to revolve constantly in tanks containing a 
solution of 15 per cent, copper sulphate and 5 per (‘cnt. sulphuric 
acid, anodes of pure copper being arranged alongside them. Agate 
burnishers, held in wood supports and fitted to a franu* placed 
transversely over the tank, ^\ere caused to travel automatically up 
and down the whole length of the tube during the time the operation 
of depositing was in progress. This burnishing intended to 
give the tubes a more uniform density, leaving a perfectly smooth 
surface, and was claimed to be the cause of the high tensile strength 
which the deposited copper possessed. Before being placed in the 
vats the mandrels were covered with black lead to facilitate removal 
of the finished tube. Not the least profitable' feature of this method 
of refining is the value of the sediment or “ slime ’* wdiich remains 
i^ the cisterns, and which has been found to contain as much as 
250 ounces of gold to tlie ton of residue. 

The electrolytic process has proved exceedingly valuable for 
the production of drying cylinders, calico-printing roUs, paper 
machinery, pump liners, hydraulic ram covers, etc. Expedience 
on board ship has unfortunately showui that electro-deposited 
pipes, carrying high pressures, are scarcely more reliable than 
brazed ones. The material is subject to a want of uniformity in 
structure, being amorphous in some places although quite fibrous 
in others, and tests have shown that the ductility in a circumferential 
direction is much less than longitudinally. On the other hand, 
although chemical purity is of great importance where electrical 
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conductivity is the chief requirement, it is found that pure copper 
has comparatively little resistance to wear, and would suffer 
severely, for instance, under the erosive action of small particles of 
fuel and ash moving with considerable velocity under the action 
of a powerful blast in a locomotive boiler. The addition of a sma ll 
propor tion nf arflft. mc, jiot exceeding 0-35 per cent., is sufficient t o 
e ffect a very great increase in durability under such circumstances . 

Copper to be macle into plates is first cast into slabs, which are 
rolled out partly while still hot, the operation being completed 
subsequently by a certain amount of rolling when cold. The 
quality of the plate is greatly influenced by the amount of work put 
into the metal during the latter part of the process, and it may be 
said that unless subjected to mechanical work of some kind or 
otlier, copper in any form is of very little service. When ham- 
mered or worked cold, copper tends to become hard and brittle, 
losing its ductility to some extent. All plates, rods, tubes, etc., of 
co pper must be therefore thoroughly annealed before use . This 
is usually f*ffected by h(‘ating to a bright red, the pieces being 
kept at the annealing temperature for a few minutes, and then 
quenched in water. It would appear that very little difference 
IS made by sudden quenehiiig in water, or by allowing the metal 
to cool down slowly. During the process of drawing into wire, 
copper must be annealed to avoid fracture. 

Copper should not be heated in a reducing atmosphere, such as 
coal gas, or carbon monoxide produced on the brazing hearth 
with a slow fire and an insutticient supply of air. Under such 
conditions, the metal may be “ gasst‘d,'’ or " burnt,” becoming so 
brittle that fracture occurs with the slightest bending. It is possible 
that the same deterioration may occur under similar conditions in 
actual use, and this action is in all probability the cause of most of 
the disastrous accidents which have occurred with brazed steam 
pipes, etc. Prolonged heating at a high temperature will also 
produce brittleness, which has been shown by microscopic examina- 
tion to be du(‘ to very coarse crystallisation. 

The alloys of copper an* of great importance, and are extensively 
used in engineering work. 


TIN 

Tin is a white, highly lustrous metal. It melts at a much lower 
temperature, viz., 460® F., than any other common metal, and it is 
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a poor conductor of heat and electricity. Its tensile strength is very 
low, reaching only about 2 tons per square inch, but it is very 
malleable, and may be beaten out into ‘‘ foil ” of a thousandth of 
an inch in thickness. On account of the high price of tin, however, 
the “ tin-f il,” or ‘‘ silver paper,” of commerce, so much used as a 
covering for chocolate, soap, tobacco, etc., generally contains a very 
large proportion of lead. Used alone, tin possesses the valuable 
property that air, whether moist or dry, has no action upon it at 
ordinary temperatures, neither is it affected by animal or vegetable 
acids. Hence, thin sheet steel coated with tin, and known commer- 
cially as tin 'plate, or sheet tin, is extensively used for canning articles 
of food, and for the manufacture of vessels for cooking and dairy 
purposes. 

Tin is smelted almost entirely from tinstone (stannic oxide, 
Sn02), which occurs largely in Cornwall, Straits Settlements (Banca), 
Australia, Mexico, etc. The ore is first roasted, arsenic and sulphur 
being driven off in the form of oxides, and any copper converted 
into sulphate. After moistening, the mass is allowed to remain 
for several days with the object of producing other soluble sulphates. 
These are dissolved out by thorough mixing with water in a large 
taiik, stannic and ferric oxides being deposited. The latter, being 
lighter, is separated by further stirring and washing, black tin in the 
form of oxide remaining. The tin oxide is reduced by heating with 
about 20 per cent, of powdered anthracite in a reverberatory furnace, 
lime being added as a flux. The action is as follows : — 

' 2 SiiOg + C 2 - Sn^ + 2 CO 2 . 

The metal is run out into moulds, and the pigs are subsequently 
subjected to a refining process, known as liquation,” by melting 
on the hearth of a reverberatory furnace. 

Tinning. A peculiar property of tin is utilised in th(‘ manu- 
facture of tin plate. If a perfectly clean surface of wrought iron or 
mild steel be dipped into a bath of molten tin maintained at a 
temperature somewhat above the melting point, the tin will combine 
with the iron, forming an alloy at the surface, on which a thin 
coating of tin is readily deposited. Brass and copper articles 
which have been thoroughly cleaned and heated slightly above the 
melting temperature of tin may be coated by first sprinkling the 
surface with powdered ammonium chloride and then wiping the 
molten metal on with a piece of tow. 
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ZINC 

Zinc, known commercially as “ speller,” is, next to iron, the 
cheapest of all metals. It is crystalline and brittle, but at about 
220° F. it becomes malleable, and may be rolled into sheets, which 
are usually made about 6 or 8 feet long and 3 feet wide. In this 
form it is largely used for roofing purposes, being only slightly 
affected by atmospheric influences. At a higher temperature, about 
400° F., it again becomes brittle, and may be granulated or powdered* 
It melts at 770° F., and being very fusible, may be readily cast into 
ornamental tiles, ridge crestings, etc. 

Exposure to air causes a film of insoluble carbonate to form upon 
the surface, protecting the metal from further oxidation. As a 
protective coating for ironwork, zinc is to be preferred to tin. The 
process of covering iron with zinc is known as galvanising. The 
articles are first pickled in dilute acid, and, after washing, are dried, 
and then dipped in a bath of molten zinc, which is covered with a 
layer of sal-ammoniac to act as a flux. Corrugated iron for roofing, 
etc., is produced in this way. Cold galvanising, or electro-zincing, 
is also resorted to in special cases. Galvanised iron is rapidly 
attacked by sea air, or by the sulphurous vapours of large towns. 
Unlike tin, zinc is soon destroyed by both acids and alkalies, and 
cannot therefore be used for canning food, etc. Zinc white, or oxide 
of zinc, is now very largely used as a base for oil paint, and being 
non-poisoiious, is much to be preferred to wdiite lead for this 
purpose. 

The chief ores of zinc are calamine, which is an earthy carbonate, 
ZnCOg, and blende or black jack, which is the sulphide, ZnS. The 
former is found in Belgium and Silesia, and to some extent in 
North Wales and Cumberland, whilst blende occurs in Russia, 
Silesia, North Wales, Derbyshire, Cornwall, Canada and Australia. 
The ores are first roasted to convert them into the oxide, wdiich in 
the case of calamine is easily accomplished as follows : — 

ZnCOg - ZnO + COg. 

Blende is roasted at a higher temperature, and with an abundant 
supply of air 

2 ZnS + 3 Og - 2 ZnO 2 SOg. 

The extraction of the metal is effected by reducing the oxide with 
(*xces8 of carbon in closed fireclay retorts or muffles at a tempera- 
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ture about boiling point, the metal being vaporised and condensed 
in fireclay receivers. The action is as follows : — 

ZnO + C - Zn + CO. 

The metal is scraped out of the condensers in a molten state and 
is foimd to contain several impurities, principally lead, sulphur, 
iron, cadmium, and arsenic. Purification is effected by fusion in a 
reverberatory furnace, when the lead separates and sinks to the 
bottom, and by subsequent re-distillation. 

LEAD 

Lead is the softest of all metals us(‘d in the arts, and is also the 
heaviest of the baser metals. It melts at about 650*^ F. and volatilises 
at a white heat. As it contracts considerably on cooling, it is not 
adapted for casting in the unalloyed state. It is very malleable, 
and may be beaten out to any desired shape, but is wanting in 
tenacity, and is easily torn. On exposure to the air, it behaves 
much in the same way as copper and zinc, and in the form of sheet 
is a valuable roofing material. Sheet lead is made by easting a 
block 5 inches or 6 inches thick of about 5 toils weight, which is 
then rolled down to the required thickness in a rolling mill. The 
thickness of this milled lead is express(‘d as the weight in lb. 
per square foot. It is obtainable in widths from 5 to 8 feet, and in 
length up to 10 or 12 yards. It is extensively used for flats, gutters, 
ridges, and flashings in roof work, and for lining vats and cisterns. 
The ability of lead to flow under pressure is very striking, and advan- 
tage is taken of this property in the covering of electric cables, 
and in the manufacture of h*ad pipes and rods, which are ‘‘ squirted ” 
in a semi-molten condition from a hydraulic press, in a manner to 
be described later. Lead pipe being very easily bent and jointed, 
is universally employed for domestic purposes. Jjead is readily 
attacked by soft or distilled water, from which lead poisoning may 
result, as all soluble compounds of lead are highly poisonous. With 
river or spring water, the small amount of sulphate present produces 
a deposit in the form of a very thin film of insoluble lead sulphate 
which protects the metal from further action. The thickness of lead 
pipe is usually designated in lb. per yard, or in lb. per “length.” 
Up to 1 inch diameter, a length is 15 feet, from 1 to 2 inches diameter, 
it is 12 feet, and over 2 inches, 10 feet. Soil pipe is made from 
2 to G inches diameter and the thickness is specified as equal to so 
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many lb. sheet lead. Pipes of rectangular section are also manu- 
factured. 

Dilute acids have very little action upon lead, which in conse- 
quence plays an important part in many branches of chemical 
industry, as for example, in lining chambers for the manufacture 
of sulphuric acid. One of the chief uses of the metal is in the 
production of the plates for electric accumulators. White lead, 
(which is the basic carbonate of the metal) although highly poisonous, 
is most extensively employed as a base for oil paint, and as a 
cementing substance for making pipe joints. Red lead, or minium, 
(Pb 304 ) is also used in mixing paint, and for making watertight 
joints in metal work. 

The most widely distributed ore of lead is galena, or lead sulphide, 
PbS, which occurs largely in North Wales, Derbyshire, Spain, and 
Germany. It is usually mixed with quartz, fluorspar, and barytes, 
and often contains silver, the ore being th(*n described as argenti- 
ferous. During smelting, the silver is taken up by the lead, and if 
not less than 3 ounces to tlie ton be present, the rarer metal may be 
profitably extracted. The only other ore of lead of any importance 
IS cerusite, or vhite lead ore, which is a carbonate. PbCOj, found in 
(Colorado, and at Rrokenhill in Australia. 

In Flintshire and Derbyshire, and in Spain, the reaction process 
of smelting galena is employed. By calcining the ore, the lead 
sulphide is partly converted into oxide and partly into sulphate, 
with evolution of sulphurous oxide, SGg? thus : — 

2 PbS ^ 3 0., - 2 PbO f 2 ROg. 

PbS 2 O 2 PbSO^. 

On further heating, the unaltered sulphide reacts upon the oxide 
and sulphate produced by roasting, the sulphur and oxygen com- 
bining to form S(). 2 , leaving metallic lead thus : — 

2 PbS I 4 PbO 3 Pb., 4- 2 SO.,. 

" PbS + PbSO, Pb2 + 2 SOo. 

The operation is conducted in a reverberatory furnace, known as 
the Flintshire furnace. In ArAerica and in Germany, a reduction 
process is largely used, granulated iron, or iron slag, being added to 
the charge, which is smelted with coke or charcoal in a blast furnace. 
The action, which takes place at a full red heat, is as follows : — 

2 PbS + Fca - Pbg + 2 FeS. 
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White lead ore is first roasted, the carbon dioxide being driven off, 
leaving lead oxide — 

PbCOa = PbO + CO 2 . 

The oxide so formed is then mixed with furnace slag or pyrites 
cinders, and a suitable fluxing material, such as lime, and is smelted 
in a blast furnace with coke as fuel. Reduction is partly effected 
by carbonic oxide, and partly by iron, the latter in the form of 
oxide combining with silica and passing into the slag, thus : — 

PbO + CO = Pb + CO 2 . 

2 PbO + Fe 2 + SiOa - Pb 2 + 2 FeO, Si02. 

In the ore hearth process, used in the north of England, and in 
Scotland, the reaction and reduction methods of extraction are 
made use of simultaneously. Blast is supplied through a single 
tuyere at the back of the hearth, and oxidation is effected by the 
excess of air blown in, and by exposure of the charge on the “ work- 
plate.” The oxide so formed reacts on the remaining sulphide as 
before, and is to some extent reduced directly by the carbon of the 
fuel. 


ALUMINIUM 

Aluminium in the unalloyed state is too weak and soft for most 
practical purposes, having about the same strength as zinc, and in 
hardness, coming between tin and zinc. It is of a lustrous white 
colour, does pot oxidise or tarnish on exposure to the air, and is 
capable of taking a fine polish. It is, however, attacked by most 
acids and even to some extent by boiling water, and alkalies readily 
dissolve it. It melts about 1,160° F., and its conductivities for heat 
and electricity are very high. Its most striking characteristic is 
extreme lightness, being nearly three times lighter than iron. It is 
very malleable, and is said to be exceeded only by gold and silver 
in this respect. In the soft state, it can be spun, stamped, or pressed 
into almost any shape required, which property has been utilised in 
producing cooking utensils, and dqmesiic and fancy articles of all 
kinds. It is troublesome to work, and can only be turned, drilled, or 
machined with difficulty, and by the use of special methods. It 
may be cast either in sand or metal moulds, but the contraction or 
shrinkage is considerable, being about twice that of brass, and 
sound castings are not easy to obtain. Aluminium has been success- 
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fully used in steel manufacture, for the purpose of preventing 
porosity, and the heat evolved by the burning metal has been turned 
to account by adding a small quantity from time to time to a ladle 
full of molten \5ast iron which it is desired to protect from excessive 
cooling. 

The same principle has been applied in the Thermite Welding 
Process of Dr. Goldschmidt, introduced into this country by Thermit 
Ltd. of London, and extensively used for joining tramway rails 
repairing broken shafts, cast steel parts, etc. A mould, A (Fig. 93), 
of fireclay or other refractory material is formed on a plate, B, 
round the joint to be made. A crucible, E, of conical form, carried 



on a tripod, is arranged immediately over the pouring gate, C, of 
the mould. The crucible is lined with magnesia, and is fitted at its 
lower end with a block of magnesia stone, inside which is a renewable 
tube or thimble of the same material. In the bottom of the crucible 
IS placed an asbestos washer, on which is laid a small disc of iron. 
This is covered with a thin layer of magnesia sand to form a sort of 
stopping, F, which can be easily penetrated by the tapping pin, G, 
when the lever, H, is depressed. Finely divided aluminium inti- 
mately mixed with iron oxide is charged into the crucible, and is 
ignited from the top by means of a fuse of barium oxide and 
powdered aluminium into which a red hot iron is inserted. When 
the reaction is complete, so great is the heat produced, that on 
tapping the liquid thermite ” into the mould, the ends to be joined 
are raised to welding temperature in about a couple of minutes. 
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The slag formed in the crucible during the reaction is utilised as a 
heat-retaining covering, and for this purpose is allowed to overflow 
through the opening, D, immediately over the joint. 

The chemical reaction occurring is simply 

AI 2 + ~ -^^2^3 H" ^^ 2 * 

Aluminium exists very abundantly in nature in the various 
modifications of clay, and as silicate in felspar, granite, porphyry, 
etc. It also occurs in emery and corundum (AlgO^). and with 
sodium, as a double fluoride (Al 2 Fg. (> NaF) in cryolite, large deposits 
of which are found in Greenland. Aluminium is now produced 
entirely by electrolysis, the process used in many parts of the world 
being that due to Heroult. The metal is obtained ])y decomposing 
prepared alumina (AlgOg), which, however, remains infusible at 
extremely high temperatures, and which must therefore be dissolved 
in some substance capable of being melted and retained in the 
liquid state by the heat of the electric current. Heroult showed 
that this could be effected by using a solution of alumina in a 
mixture of sodium and aluminium fluorides. The source of the 
prepared alumina (aluminium oxide) is a hard clay knowm as bauxite, 
which occurs in large natural deposits in many parts of the world. 
Bauxite is a hydrated oxide contaminated with iron oxide, silica, 
etc. It is first crushed, calcined and finely ground up in ball mills. 
The powder is then treated with caustic soda solution in autoclaves 
under a pressure of about 70 lb. per square inch. A solution of 
sodium aluminate results, from which the undissolved impurities 
are filtered off. The clear solution is run into precijiitation tanks in 
which, encouraged by gentle heating and stirring, d(*composilion 
occurs and a hydrated oxide of aluminium s(*parates out in flocculent 
form. This precipitate is separated from the mother liquor by 
filtration and calcined into a fine white powder, which is almost 
pure anhydrous alumina and ready for use in the electric reducing 
furnace. This is fused with natural cryolite in a crucible of highlv 
refractory material, carbon being invariably selected. The carbon 
crucible, enclosed in an iron casing, forms the cathode, and into it 
may be lowered the anode, consisting of a number of rods of gas 
retort carbon. With the poles in contact, cryolite is thrown in, and 
the current being switched on, the anode is raised. As the salt is 
fused, more is added until the proper quantity is reached, when the 
alumina is stirred in, and the bath covered with a layer of charcoal. 
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The alumina is now decomposed into its constituent elements, and 
as the temperature of the bath is about 1,700° F., the molten 
metal sinks to the bottom, and is tapped out. The oxygen set free 
at the same time, unites with the carbon of the anode to form 
carbonic oxide, which burns upon the surface. The process is 
continuous, fresh alumina being added as reduction proceeds, the 
cryolite solvent remaining unaffected. The carbon electrodes 
progressively burn away with the liberated oxygen, and require 
lowering as they are consumed, until, finally, they must be replaced. 
This can be done without interrupting the process. Eventually the 
carbon lining of the furnace becomes unserviceable owing to erosion 
and the absorption of impurities. The furnace must then be shut 
down for relining. In order to make this electrolytic process a 
eoramereial proposition, electricity in bulk, at lovr cost, is essential. 
In Scotland the Britisli Aluminium Company has exploited water 
power for the purpose, and has established works at Foyers, Kinloch- 
leven and Lochaber. The amount of energy required to liberate 
1 lb. of aluminium is about 5 H.P. hours, and practically no loss of 
metal due to volatilisation, or in the form of slag, occurs. Only a 
low voltage is necessary, about 2*8 being theoretically required. 

ANTIMONY 

Antimony may be Regarded as one of the minor metals, being used 
only in the preparation of alloys. It is a lustrous bluish-white 
metal, highly (Tvstalline, and exceedingly brittle. It melts at 
1,120° F. and expands on solidification, the surface acquiring a 
peculiar f<Tn-like appearance. It is the most electro-negative 
element, and finds an important use for thermo-electric purposes. 
The only on* of any consequence is stibnite or antimony glance, 
SbgSg, almost the whole of which is raised in France and Italy. The 
sulphide is reduced by heating with metallic iron in crucibles : — 

SbgSa + 3 Fe = Sbg + 3 FeS. 

Any slight excess of iron dissolves in the antimony, and the crude 
metal is purified by fusion with more stibnite and common salt or 
potash as a flux. 

NICKEL 

Nickel is a yellowish-white metal, rather harder than copper, and 
of about the same strength, but somewhat less ductility. It closely 
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resembles^ iron in "several of its properties, being malleable and 
weldable, and perceptibly magnetic, but unlike iron it is little 
affected by dilute acids, is far less readily oxidisable, and deteriorates 
much less rapidly under atmospheric influences. For this reason 
articles jf iron and steel are frequently nickel-plated to protect 
them from rusting. Nickel melts at 2,640° F., but in the pure state 
it is difiicult to cast on account of the gases evolved in cooling. 
This is prevented to a considerable extent by the addition of a very 
small quantity of magnesium, which also has the effect of increasing 
the malleability of the metal. Nickel treated in this way is much 
used for cooking utensils, and other vessels for heating and boiling. 
The only ore of nickel worked tor that metal alone, and on which 
the supply, at present mainly depends, is a silicate known as 
garnierite, found in large quantities in Nova Scotia. It is reduced 
in a small blast furnace, using gypsum or alkali waste as a flux. 
The resulting matte is a mixture of nickel and iron sulphides, from 
which the iron is removed by taking advantage of its superior 
affinity for oxygen by alternate roasting and fusion in a reducing 
atmosphere, as in copper smelting. The iron oxide produced 
combines with the silica and escapes as slag, the nickel sulphide 
being subsequently roasted to oxide, and reduced by strongly 
heating with lampblack and oil. Perfectly pure nickel can only be 
produced by means of a wet process, during which the various 
impurities are precipitated in turn. Nickel enters as a constituent 
into a large number of ferrous and non-ferrous alloys, and frequently 
finds application as a catalyst in important industrial processes. 

CHROMIUM 

Chromium is a very hard silvery-white metal with a l)lu(‘ish tinge 
It is obtained from its oxide by a n^duction process in which 
aluminium acts as the reducing agent. As an alloying element in 
steel it imparts hardness and stainlessness. When electrically 
deposited as a plating on other metals it serves two distinct pur- 
poses : (1) as an untarnishable finish of decorative and labour- 
saving value ; and (2) as an abrasion-resisting surface for measuring 
gauges and the like. 

TUNGSTEN 

Tungsten occurs as a heavy crystalline mineral known as wolfram, 
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a tungstate of iron and manganese, which is usually associated with 
the ores of tin. When reduced to metallic form it is a grey powder. 

It is prepared for use by a sintering process. So far any fusion 
process has been found impracticable because the melting point of 
the metal is exceedingly high, and, in its molten condition, it is so 
chenadcally active that no known refractory material will successfully 
hold it. The sintering process consists of compressing the tungsten 
powder into a mould. It is then heated by the resistance it offers to 
the flow of an electric current through it, not sufficiently to bring 
about complete fusion, but enough to frit the particles of powder 
into coherence. Subsequently the sintered spongy mass is hot- 
swaged to consolidate it, and the tungsten may then be drawn into 
fine wire. The product is not really solid, but contains pores and 
pipes. However, for the present, this must be accepted as an 
inherent defect of the sintering process as at present practised. 
Alone, tungsten is used in the production of electric light filaments. 
As an alloying element in steel it ranks high in importance, since it 
confers air-hardening properties. Hence its presence in the high- 
speed tool steels. Though non-roagnetic itself, an alloy steel con- 
taining it makes a good magnet steel. Tungsten-carbide is an 
exceptionally hard material, and wp,s the first of the new cutting 
materials introduced for extra high-speed work, perhaps more 
familiarly recognised under the name of Widia. Tungsten alloyed 
with copper forms a u.stdul tungsten 'bronze known as platinoid. 

MOLYBDENUM 

Molybdenum is a silver-white metal which can be forged and 
welded at full red heat. Like tungsten, molybdenum is produced 
by a sintering process. It is not employed alone, but as an alloying 
element in steel it is very similar in its action to tungsten, though 
less of the former metal need be present to secure corresponding 
results. A molybdenum-titanium-(‘arbide cutting material, similar 
to tungsten carbide, is produced. 

VANADIUM 

Vanadium is a hard greyish-white metal. Its high affinity for 
oxygen and nitrogen is made use of by emplo)dng it as a reducing 
agent to sweep deleterious oxides and nitrides out of molten metals, 
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both ferrous and non-ferrous. Present in steel, it increases ultimate 
strength, yield point, and, to a very useful degree, fatigue resistance. 

COBALT 

Cobalt is obtained from deposits of a sulpho-arsenide of eobalt 
found in Ontario and Queensland, contaminated with nickel, iron, 
copper, silica and lime. The giound ore is fluxed with lime to 
remove the silica, roasted to remove the sulphur and a large part of 
the arsenic. Solution in hydiochloric acid and precipitation with 
milk of lime results in throwing out of solution almost all the 
remaining arsenic and the iron as ferric arsenate. The residual 
arsenic and the whole of the copper is removed with sulphuretted 
hydrogen. The addition of bleaching powder precipitates a black 
hydrated oxide of cobalt (C 02 O 3 ), leaving the nickel in solution as 
nickel chloride. This oxide of cobalt is dried, ground, mixed with 
farinaceous material, pressed into cubes, packed into sealed vess(*ls 
with charcoal, and heated. Thus the oxide is reduced to metallic 
cobalt with an average purity of about 98 per cent, (^obalt is an 
alloying constituent of the tungstenless high-speed ste<d known as 
cobaltcrom steel. It is also the dominant element in the composition 
of the super magnet steels. 

MANGANESE 

Manganese is a brittle silvery- white metal. As spiegeleisen or 
ferromanganese it is added to molten steel during its preparation in 
order to reduce the deleterious iron oxide present. It enters into 
the composition of manganese bronzes and some of the light alloys. 
It is also the dominating element in the extremely hard and tough 
manganese steel. 

MAGNESIUM 

Magnesium is a silvery- white metal with a very low sp(*cilic 
gravity, namely, 1-75. It is the basis of the ultra-lightweight 
alloys, of which elektron is typical, and which have been employed 
to some extent in aircraft. The main source of the metal is a 
mineral called carnallite found in Saxony, in which it occurs in 
association with magnesium, potassium and chlorine. The mineral 
is fluxed at a moderate heat with fluorspar and sodium, each to the 
extent of one-tenth by weight of the carnallite. The magnesium 



NON-PERROUS METALS 


193 


chloride gives up its chlorine to the sodium, and the magnesium 
metal collecti^ in the molten state bejow a slag of sodium chloride, 
potassium chloride and calcium fluoride. It is subsequently 
purified by distillation in iron retorts. The metal exhibits a high 
affinity for oxygen. This makes it somewhat dangerous to machine, 
as the swarf is liable to spontaneous combustion. Also, in use, it is 
prone to oxidise, a circumstance which is limiting its practical 
applications, pending the discovery of a really satisfactory method 
of protecting it from corrosion. 

CADMIUM 

Cadmium is a tin-white metal which occurs in zinc ores. It is 
present in commercial spelter, to which it imparts a fine-grained 
structure. Formerly it was only utilised as an alloying constituent 
in fusible alloys and in aluminium solders, but more recently it has 
come to be extensively used as a matt rustless plating finish on 
steel. 


SELENIUM 

Selenium is somewhat akin to sulphur and exists in three alio- 
tropic forms, one of which is distinctly metallic. Since its electrical 
resistance responds to variations in the intensity of light falling 
upon it, it is employed in the construction of photo-electric cells. 
Its metallurgical use is to impart free-cutting properties to steel, 
especially in the chrome-nickel stainless steels. For this purpose it 
is considered superior to sulphur, producing a tougher and more 
ductile steel without reducing the ultimate strength. 

TANTALUM 

Tantalum, is a hard, strong and ductile iron-grey metal. It is 
extensively used for the production of electric light filaments. As 
an alloying element in steel it is sometimes introduced into the 
material from which files, cutting tools and watch springs are made. 

TITANIUM 

Titanium is a metal very similar to tantalum, of dark-grey colour. 
Its presence in steel imparts strength and toughness. Titanium- 
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carbide is an exceptionally hard material, and in association with 
molybdenum forms one of the newer cutting materials. Titanium 
also enters to the extent of 20 to 25 per cent, into a series of non- 
ferrous alloys containing from 25 to 30 per cent, of aluminium and 
about 50 per cent, of either copper, manganese or nickel. 



CHAPTER XV 


COPPER-ZINC ALLOYS 

Brass is an alloy of copper and zinc, but small quantities of other 
metals, notably tin and load, are sometimes added for special 
purposes. Copper and zinc allo^ well in proportions ranging from 
90 to 40 per cent, of the former metal. The brasses will thus be 
found to possess widely differing properties, which are clearly shown 
in the accompanying figures. Regarded as a mechanical mixture, 
it might be expected that the specific gravity, G, of an alloy com- 
posed of two metals of specific gravities and respectively, in 
the proportion of and P 2 > would be found by the formula 

n ^ (ffi ^ Pi) + (g 2 X ^ 2 ) 

100 

The value of G does not, however, appear to follow any regular law, 
being sometimes greater, and sometimes less, than the average 
indicated by the formula, as shown by the curve (Fig. 94). It may 
be said that most of the properties are increased as zinc is added, 
reaching a maximum and then suddenly falling off. The maximum 
tensile strength, which for cast brass may be about 22 tons per 
square inch, is reached with 55 per cent, of copper (Fig. 95). 
Ductility as represented by elongation is at a maximum with about 
70 per cent, of copper (Fig. 96). This explains why an alloy of 
70 per cent, copper and 30 per cent, zinc is generally regarded as the 
strongest and most useful of the brasses. This alloy has been 
adopted as the Standard Brass for rolling into sheets, or drawing 
into tubes for locomotive and other purposes where the highest 
quality is required with the maximum resistance to corrosion. The 
tensile strength falls off very rapidly with increase in the amount 
of zinc, and a brass containing from 60 to 70 per cent, of zinc is 
extremely weak. 

With a little less than 70 per cent, copper a point is reached where 
there is danger of the separation of the first eutectic, with consequent 
loss of ductility. With proportions between 60 and 45 per cent. 

105 
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copper, the alloy again solidifies as a whole, until when the latter is 
reached, a second eutectic separates out. KTo this group belongs 
yellow metal, or Muntz Metal, which contains 60 per cent, copper 
and 40 per cent, zinc, and which may be rolled at a red heat. Its 
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average tensile strength is about 22 tons per square inch, and as it is 
little affected by salt water it is much used for the manufacture of 
ship’s fittings.A 

The freezing point curve for the brasses is given in Fig. 97, those 
portions of the diagram where eutectics are formed being shown 
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shaded. It has been proved that eutectics, which are more fusible 
than the mass of alloy in which they occur, are sources of weakness, 
and in the case of eutectics with comparatively high melting points, 
considerable diminution in the ductility of the alloy is sure to occur, 
even if the strength be not markedly affected. It is therefore of 
importance to note that all the practically useful brass alloys fall 
within the limits of the unshaded portions of the diagram where the 
metal solidifies as a whole. 

Influence of Impurities, and of Metals sometimes added to Brass. 

As copper usually contains traces of arsenic, antimony, and bismuth, 
and as iron and lead may be similarly derived from the zinc, the 
effect of these impurities on brass should be noted. Bismuth, 
Antimony, and Arsenic, in the order named, exercise a very injurious 
influence on brass, rendering it hard and brittle, and liable to crack 
on rolling. None of these metals should be present in greater 
proportion than 0*01 per cent. Lead is frequently nHdrd to hrunn 
to the extent of 2 or 3 per cent., wWi t he ob j ect of making t he 
metal softer, and easier to turn or machi ne. At the same time , it 
reduces both strength a nd ductility, especially when cast . Tin in 
small quantity hardens brass, and somewhat increases the strength, 
but with loss of ductility. ‘‘ Naval brass used by the Admiralty 
for condenser tubes is composed of copper 70, zinc 29, and tin 1 per 
cent. It is doubtful if the use of this small quantity of tin is attended 
with any real advantage. Phosphorus, manganese, and siliam are 
sometimes added to brass, and seem to act by removing oxide of 
copper which is often found mixed with copper, rendering it “ dry 
and brittle. By deoxidising the copper, the density and homo- 
geneity of the alloy are considerably increased. CMay^gaiiese bronze 
(or more correctly speaking, manganese brass) is obtained by 
adding manganese to ordinary brass, the following being the com- 
position for maximum strength : Copper 60, zinc 35, manganese 
5 per cent. It can be forged and rolled hot, and has a tenacity of 
from 24 tons per square inch w’^hen cast, to about 30 tons per square 
inch after rolling. Delta Metal is brass to which a small proportion 
of iron has been added. Mr. Alexander Dick, who first produced 
delta metal (so called after the initial letter of his name) discovered 
that iron dissolves to a considerable extent in molten zinc, forming 
a hard alloy. The iron in delta metal is introduced by adding this 
alloy to copper in the proper proportion. It is believed that the 
presence of the iron prevents the formation of a eutectic which 
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would otherwise separate out at a comparatively low temperature. 
The alloy possesses a fine golden yellow colour, and is of exceptional 
strength and toughness. It can be melted with great facility, and 
produces perfectly sound and homogeneous castings. It becomes 
soft an*^ highly malleable at a dull red heat, and may be readily 
forged, rolled, stamped, or extruded. The strength when cast 
ranges from 26 to 40 tons per square inch according to its com- 
position, and the elongation from 35 to 15 per cent, on an original 
length of 8 inches. It is not attacked by sea water, and is therefore 
much used for parts of marine engines, screw propellers, ordnance, 
chemical, hydrauhc and mining plants, sanitary fittings, etc. 
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CHAPTER XVI 


COPPER-TIN AND OTHER CUPROUS ALLOYS 

Gun-metal, or Bronze, is an alloy of copper and tin, although as 
in the case of brass, a small quantity of a third metal, such as lead 
or zinc, is sometimes added to soften the alloy. Tin exercises a 
much greater influence th ^ zin c in modifying the properties of 
copper, and hence the range in composition of bronze is considerably 
less than that of brass. The red colour of copper rapidly disappears 
as tin is added, until with 30 per cent, or more of the latter metal, 
the alloy appears white. Sp eculu m metal, used for mirrors and 
reflectors, contains 66 per cent, of copper a nd 34 per cen t, tin, and 
closely resembles silver when polished. The specific gravity of gun- 
metal is greater than the mean of its constituents, due to contraction 
of volume which occurs on mixing (Fig. 98). The addition of a 
small percentage of tin gives an alloy possessing great strength and 
hardness, but if the amount of tin exceeds 20 per cent, a considerable 
decrease in strength occurs, as shown in the diagram (Fig. 99). It 
will be seen that the maximum ductility is obtained with 2 per cent, 
of copper, and that with 20 per cent, it disappears almost altogether 
until 80 per cent, is reached, when it again gradually increases to 
about its maximum value (Fig. 100). The absence of ductility and 
consequent brittleness of those alloys containing from 20 to 80 per 
cent, copper, is very marked. The freezing-point curve (Fig. 101), 
is very complex, showing a set of subsidiary freezing-points occurring 
far below the main freezing-point curve, and it is these subsidiary 
freezing-points which mainly influence the mechanical properties of 
the metal. No alloy containing more than 5 per cent, tin solidifies 
as a whole, and as the amount of tin is increased, the alloy has two 
constituents which freeze at different temperatures. With from 
10 to 20 per cent, of tin there are three distinct freezing-points, or 
in other words, the alloy solidifies in three separate portions. Alloys 
containing 40 per cent, tin have no less than four distinct freezing- 
points. With from 60 to 90 per cent, tin there are three, and even 
when only 3 per cent, copper remains, there are still two. It is 
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therefore not surprising to find that in practical foundry work 
bronze is very liable to segregation, especially if the percentage of 
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copper is low. It is regarded as very difficult to produce a truly 
homogeneous bronze alloy, and castings frequently show great 
irregularity, the fracture of the metal exhibiting patches or “tin 
spots/' interspersed throughout the mass. The structure of the 
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metal is considerably influenced by the rate of cooling, which, to 
secure uniformity and density, and to avoid segregation, should be 
effected as rapidly as possible after casting. There are only three 
copper-tin alloys of any commercial importance, and their com- 
position, as determined from a consideration of the freezing-point 
^urve, must be closely adhered to, if good results are to be obtained. 
Gun-imtal, which contains 90 per cent, copper and 10 per cent, tin, 
represents the strongest alloy. Maximum ductility, on the other 
hand, is obtained with 95 per cent, copper and 5 per cent*, tin, 
which is the composition of copper coinage. For statuary, a 
mixture which will cast well and take a sharp impression is the chief 
requirement, and this may be secured by taking 94 per cent, copper 
and 6 per cent. tin. Bell-metal, which has the composition 80 per 
cent, copper and 20 per cent, tin, is hard and brittle, and extremely 
sonorous. Speculum-metal is a 2 to 1 alloy of copper and tin, or say 
66 per cent, copper and 34 per cent. tin. It is of a silver-white 
colour, extremely hard and brittle, and capable of taking a high 
polish. Other metals in small quantity are occasionally added to 
bronze alloys, and it is said that zinc, when used in this way, causes 
the metal to mix better. Engineer's Bronze usually co ntfti^^ in 
addition to copper and tin, the true bronze alloys being of Compara- 
tively limited application. For engine parts, steam fittings, 
hydraulic machinery, etc., an alloy of 88 per cent, coppe r, 10 pe r 
cent, t in, an d 2 per cent, zmc ^much used: -'TEe'^^eatest difficulty 
which the founder experiences is due to the presence of oxides taken 
up in solution by the metal. In melting together copper and tin, 
the difference in fusibility is so great that care must be taken to 
prevent the tin being exposed to the air, especially as it is so much 
lighter than copper, and therefore tends to float upon the surface. 
Tin heated to redness and exposed to the air becomes rapidly 
oxidised, and is converted into peroxide, the substance known in 
commerce as “ putty powder.” To remove the oxide, a small 
quantity of^me reducing agent such as phosphorus may be added 
to the alloy. 

Phosphor Bronze usually contains about 0*1 per cent, phosphorus 
which produces a very marked effect upon its properties, greatly 
increasing the tensile strength and ductility, and the ability to resist 
shocks and repeated stresses. It is produced in several qualities, 
ranging from 22 to 35 tons per square inch ultimate tensile strength, 
the respective amounts of elongation being from 30 to 4 per cent. 
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on 2 inches. It casts well, and may be rolled cold, or drawn into 
wire. By increasing the proportion of phosphorus to 1 per cent., a 
hard variety suitable for bearings, slide valves,, etc., is obtained. 
Phosphor bronze castings giving an ultimate strength of 17 tons per 
square mch, and an elongation of 20 per cent, on 2 inches, have the 
composition copper 90 per cent., tin 9*7 per cent., and phosphorug, 
0*3 per cent. The phosphorus is introduced into the alloy in the 
form o f phosphor-copper or phosph or-tin, the latter being preferable 
for general use. Sticks of phosphorus are plated in a bell-shaped 
graphite crucible, which is then immersed in molten tin. The 
phosphorus melts, and as it volatilises, it passes up through the tin, 
which in this way becomes saturated, about 6 lb. of phosphorus 
being introduced into 100 lb. of tin. The phosphor-tin is then cast 
into small sticks or bars, which permit of the proper quantity being 
added to the crucible after the copper and tin have been melted 
together in the usual way. Zinc must never be present in phosphor 
bronze, but it would appear that for bearing metal a certain pro- 
portion of lead is desirable. ^A useful mixture for this purpose is 
copper 80 per cent., tin 8 per cent., lead 10 per cent., phosphor-tin 
2 pe r cent. (= 0*1 per cent, phosphorus)!) ^ ^ 

Other Bronze Alloys. Aluminium Bronze contains no tin, and is 
therefore, strictly speaking, a bronze only in name. The tensile 
strength and ductility of this alloy may exceed that of mild steel, 
and its elasticity and malleability are very remarkable. The 
maximum strength is obtained with 90 per cent, of copper and 10 per 
cent, aluminium. For sand castings this may reach from 30 to 50 
tons per square inch, according to the method of cooling, whereas 
for rolled bars the average strength may amount to 38 tons per 
square inch, with an elongation of 60 per cent, on 2 inches. Castings 
of this metal are sound and not liable to segregation, but the 
aluminium used must be ,free from impurity, a small quantity of 
which is found to produce a very marked deterioration. Though 
not a ‘‘ light alloy ” in the accepted sense, aluminium bronze has an 
appreciably higher strength/weight ratio than other classes of 
bronzes, and finds increasing application in marine work. It is also 
sometimes employed as a bearing metal in locomotives. If it be 
desired to take advantage of the low specific gravity of aluminium, 
nothing is to be gained by adding to it more than 4 per cent, of 
copper. With this proportion, the tensile strength is about 10 tons 
per square inch for castings, and 15 tons per square inch for worked 
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bars. The elongation rapidly decreases with the addition of copper, 
the metal tending to become .hard and brittle. As the quantities 
of the two metals approach equality, the resulting alloy has no 
commercial value whatever. 

Silicon or Silidum Bronze is an ordinary bronze alloy to which 
silicon has been added with the same object as the phosphorus in 
phosphor bronze, viz., of effecting the removal of any oxides of tin 
or copper dissolved in the alloy. The silicon forms a slag which 
floats upon the surface, very little of that element being left in the 
alloy. Silicon bronze, which has a tensile strength reaching from 
30 to 60 tons per square inch in the case of wire, resists corrosion 
due to atmospheric influences in a marked degree, and as its electrical 
conductivity much exceeds that of phosphor bronze, it is largely 
used for telephone, etc., purposes in towns. 

Tungsten Bronze. An alloy of tungsten and copper known as 
Platinoid (although it contains no platinum) has a melting point of 
about 2,200° F., and is much used in electrical work, and for valve 
.seats and other parts of steam fittings subjected to high temperatures, 
and for use with superheated steam. 
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CHAPTEK XVII 


CUPRO-NICKEL AND FERRO-NICKEL ALLOYS 

As a modifying element, in comparatively low percentages, nickel 
is very advantageously introduced into the composition of numerous 
alloys, both ferrous and non-ferrous. But in a large number of these 
cases it could not legitimately be claimed that the general charac- 
teristics are determined by the presence of the nickel. Nomen- 
clature such as nickel-steel, nickel cast-iron, nickel-brass and 
nickel-bronze is rather apt to over-emphasise the part played by 
the nickel in the composition of these materials. This chapter is 
concerned rather with alloys in which the nickel plays a donunant 
part in the constitution. 

Non-ferrous Nickel Alloys 

Cupro-N kkel. Copper and nickel are found to alloy well together, 
forming solid solution in all proportions. The properties of the 
resulting alloys therefore vary in a progressive manner as the 
proportions change. Such an alloy containing 75 per cent, of 
copper and 25 per cent, of nickel is largely used for foreign coinage. 
This same alloy draws easily into tubes, cold, and is employed for 
the casing of rifle ^ullets. Condenser tub(\s are frequently made of 
an alloy containing 70 per cent, copper and 30 per cent, nickel. 

Monel Metal is the proprietary name of a nickel-copper alloy, 
high in nickel. Its composition is approximately 67 per cent, 
nickel, 28 per cent, copper, with iron, manganese and carbon making 
up the balance of 5 per cent. It is produced from a naturally 
occurring ore containing roughly the required percentages of nickel 
and copper, but the exact composition of the final product is 
technically controlled during the smelting and subsequent processes. 
Monel metal is silvery in colour and resists corrosion well. One of 
its very useful attributes is that it retains a good percentage of its 
strength at elevated temperatures. It finds a wide field of applica- 
tion in steam power plant for valve parts exposed to superheated 
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steam. anfl cnnd ftnaftr ; in the chemical 

industries for vats a nd coils exp osed to corrosive influences or 
contacting withHEoodstuffs ; in the textile trades for dyeing plant, 
and in artificial silk processes. 

Constantan, For electrical purposes, it is often necessary to 
employ a metal having a high specific resistance, but which, at the 
same time, has a very small variation m resistance with change of 
temperature. Both these properties are possessed m a marked 
degree by an alloy of 50 per c ent, copp er, with 50 per cent, nickeb 
to which the name of constantan has been given. Mangamn, 
consisting of co pper 84 p erj?ent , manganese 12 pe r cent, and nickel 
4 peiL cent is also used for the same purpose Both these materials 
are employed as a junction metal in thermo-couples. 

Silveroid An alloy of 55 per cent copper and 45 per cent, nickel 
which takes a brilliant polish and resists atmospheric tarnishing, 
goes by the name of silveroid and is particularly used for decorative 
work in connection with shop fronts, hotel entrances, etc. 

German-Silver or Nichd-Silver, Centuries ago the Chinese smelted 
complex copper-mckel-sulphide ores together with zmc ores to 
produce an allov known by the native name Packfong,*' meaning 
“ white copper,^’ which was used for ornamental hardware. This 
native product w^as imported into England in the un wrought state 
during the eighteenth century. Since this alloy contamed zmc it 
was a true nickel-brass. A triple copper-nickel-zmc alloy to imitate 
Packfong was first produced in Germany in 1824, and marketed as a 
substitute for the imported Chinese metal. It received the name 
German-silver, and, later, nickel-silver. It is of a white colour, 
casts well, may be worked with ease, and is very malleable and 
ductile. The best composition to secure these qualities is 50 per 
cent, copper, 20 per cent, nickel, and 30 per cent zinc. It has been 
extensively used for ornamental fittings and plumbing work. 

Manganese-Nichel. An alloy which finds favour for spark plug 
electrodes for petrol engines contains 95 per cent, nickel and 5 per 
cent, manganese. It retains its strength at high temperatures and 
resists corrosion under these conditions. It has also given satis- 
factory service for furnace anchor bolts. 

Heat-resisting Alloys. The original heat-resisting alloy was 
Nichrome, the composition of which varies bet ween 85 p er cent, 
nickel and 15 per cent, chromium, ap d 80 pe r cent, nickel anSTSCTper 
cent.^chromiuEu It was first manufactured onlt large scale in wire 
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and strip form for the purpose of making heating elements for 
domestic and industrial electrical appliances. It depends for its 
durability during prolonged exposure to air at high temperatures on 
an initial oxide coating, which affords protection to the underlying 
metal tl ^reafter. After being manipulated into the required form 
as a heating element, a wire coil or a zig-zag strip, it should 
receive an annealing treatment to pre-oxidise it and to relieve 
initial stresses. Thus sagging, with the possibility of contact and 
short-circuiting in service, can be minimised. More recently 
nichrome and its variants have been adopted for castings called 
upon to withstand high temperature oxidising conditions, as is the 
case, for example, in annealing pots, pyrometer sheaths, etc. 
Variants of the original nichrome are produced by the addition of 
other elements, particularly iron, either for the purpose of cheapen- 
ing the product, or introducing special characteristics. They go 
under various trade names such as Cronite, Kanthal, etc. The 
composition of Cronite is 65 per cent, nickel, 1 5 per cent, chromium, 
and 20 per cent. iron. It is quite suitable for use at temperatures 
up to about 1,500° F., whereas nichrome itself may be used up to 
about 3,000° F. It is usefully employed in glass-making machinery, 
for Diesel engine valves, for pulverised fuel and oil burners, etc. 

Ferro-Nickel Alloys 

Amongst the range of the alloys of iron and nickel are several 
which exhibit certain remarkably useful properties. Some show 
special electrical properties, some special magnetic properties, some 
special elastic properties, and some special thermal properties. 
With their introduction, and subsequent adoption by industry, 
striking technical advance has been achieved in several directions. 

High Permeahility Alloys, In 1921 certain nickel-iron alloys were 
introduced in America under the general name of “ Permalloy ” 
which exhibited phenomenally high magnetic permeability under 
the influence of quite weak magnetic fields. Such material proved 
to be far superior to soft iron or the silicon-irons hitherto used for 
transformer cores, magnetic shields, relays in electrical control 
apparatus, etc. The best composition was found to be 78-5 per cent, 
nickel and 21-5 per cent, iron, with minimum impurities present. 
To put the material into its best condition necessitated a carefully 
controlled double annealing treatment. Within two years a British 
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modification was available under the name of Mumetal” having a 
similar composition, but containing some manganese and copper. 
Though having a somewhat lower initial permeability than perm- 
alloy, it possessed a higher electrical resistivity, a property which 
tends to keep down eddy current losses. Subsequently, many 
variants of these alloys have been introduced, into the composition 
of which other metals enter, with the object of conferring special 
magnetic, physical or electrical desiderata upon the product. The 
two chief applications of high permeability alloys are (1) as load- 
ing ” for submarine cables, in the form of a continuous helical strip, 
which increases the effectiveness of the cables many times over ; 
and (2) as dust cores ” for electrical transformers. For this latter 
purpose the alloy is treated, by admixture with antimony, or by 
partial oxidation, to render it brittle. It is ground to powder, 
annealed, and re-ground. The powder particles are then coated 
with an insulating varnish or other medium and compressed into a 
compact mass to form the required core. 

Perminvar is the name given to a variety of the permalloy series 
of alloys which has a constant magnetic permeability for variable 
magnetic fields of low intensity. The additional metal introduced 
to secure this })roperty is cobalt. Low hysteresis losses in high 
frequency fields characterise this alloy. 

Invar is an alloy of about 36 per cent, nick^with 64 pe r cent, 
iron which has an almost zero coefficient of thermal expansion over 
arrange of temperature extending from below room temperature to 
about 400° F. Outside this temperature range the metal behaves 
like ordinary metals. The first applications of this alloy were in 
the production of surveying tapes and in horology. In the field of 
mechanical engineering it enters into the construction of what is 
called the invar-strut aluminium piston for internal combustion 
engine s, in which the otherwise excessive expansion of the skirt of 
the j)iston is restrained by diametrically disposed struts of invar 
alloy. A nother interesting application of invar is as a compens ating 
device where differential thermal expansi on of two metalstends to 
produce undesirable stress in one of them. An aluminium cylinder 
head, for example, may be secured to a steel cylinder body by steel 
studs, and a thoroughly gas-tight metal-to-metal joint be required. 
Carried out in the ordinary way, the studs would be called upon to 
carry extra stress when the assembly heated up under working 
conditions, since the aluminium through which they pass would 
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expand much more than the steel of which they are made. By 
lengthening the studs a suitable amount, it may be arranged that 
their thermal expansion equals that of the (unaltered) depth of 
aluminium through which they pass. A collar of invar can then be 
slipped c ;^er the protruding length of each of the studs, and the nuts 
tightened down on to them. The condition to be satisfied, in order 
that no extra stress shall come on the studs when heated is that the 
expansion of the aluminium plus the expansion (if any) of the collar 
shall equal that of the steel. 

Elinvar, Normally metals change their elastic modulus with 
temperature. Thus spring systems made of ordinary metals have 
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a natural period of vibration which varies with temperature. This 
is an undesirable feature in timing devices and tuning forks which 
are required to be very accurate. An alloy known as eUnvar, con- 
taining about 36 per cent, nickel, 50 per cent, iron, 12 per cent, 
chromium, 1 per cent, manganese and a little tungsten and carbon, 
possesses, between 32° F. and 100° F., a constant modulus of 
elasticity, and is therefore suitable for use in chronometer balance 
springs, and standard tuning forks which are called upon to control 
the frequencies of oscillating electrical circuits. 



CHAPTER XVIII 


WHITE METAL ALLOYS 

The softer and more fusible metals, tin, zinc, lead, and antimony, 
form several series of alloys of great commercial value. 

Tin and Lead produce alloys known as Pewter, and also the soft 
solders used by tinners and plumbers. Pewter contains 80 per cent, 
tin and 20 per cent, lead, and was formerly much employed for 
drinking vessels and other domestic appliances. Tinner’s solder 
consists of equal parts of tin and lead, and best plumber’s solder is 
composed of two parts lead to one part tin. An alloy to be used as 
a solder must not only be capable of uniting with each of the metals 
to be joined together, but it must also have a lower melting point 
than either, to obviate any danger of melting the metals. In this 
respect, the freezing-point curve of the lead-tin series is of special 
interest, Fig. 102. The addition of tin to lead lowers the freezing- 
point from that of pure lead, viz., 650° F., until at 356° F. a eutectic 
separates containing 68 per cent. tin. With further increase in the 
quantity of tin, the freezing-point rises to the melting temperature 
of pure tin, viz., 450° F. The eutectic contains a considerable por- 
tion of both tin and lead, and the eutectic line therefore extends 
both right and left of the freezing-point of the eutectic alloy. It 
will be seen that the alloy containing 66 per cent, lead begins to 
freeze at 467° F., and has a eutectic alloy at 356° F. Thus plumber’s 
solder has two freezing-points, and upon this fact the operation of 
“ wiping a joint ” depends. The solder when used is in a pasty 
condition, due to its widely separated points of solidification, and in 
this state it consists of granules of solidified lead, containing some 
tin in solution, in a still fluid ‘‘ mother-liquor.” 

Tin and Antimony alloy well in all proportions, the latter metal 
imparting hardness and ability to take a high polish without impair- 
ing the colour. The only alloy of this series of any commercial 
importance is Britannia Metal, which contains 90 per cent, tin and 
10 per cent, antimony, although other metals arc sometimes added 
in small quantity. If the proportion of antimony does not exceed 
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10 per cent., the metal is very malleable, can be rolled cold, and may 
be cast, stamped, or spun with great facility. 

Lead and Antimony form the basis of the Type Metal series of 
alloys, which are required to cast well and be Ijapable of taking a 
sharp impression, whilst at the same time, the alloy must be suffi- 
ciently hard and strong to resist the pressure and wear due to print- 
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LEAD -TIN ALLOYS. 
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ing. The usual composition of type metal is 80 per cent, lead and 
20 per cent, antimony, but occasionally a small quantity of bismuth 
is added to lower the melting point and increase expansion on 
solidification. Fusible Metal consists of 50 per cent, bismuth, 25 
per cent, lead, and 25 per cent. tin. It melts at 200° F., and is 
used for the fusible plugs of steam boilers. It expands on cooling 
while still in a pasty condition, on which account it is found very 
suitable for taking impressions from dies, etc. 
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Anti-Friction Alloys and Bearing Metals 

Considerable success has attended the use of bearings lined with 
soft WJfite Meta l. Such metal must be of a plastic nature to accom- 
modate itself to the form of the journal, so that to some extent it 
may flo., under any excessive pressure until the journal bears 
uniformly over the whole surface. On the other hand, the white 
metal ” must not be too soft, or it will wear badly, and tend to cut. 
In any case it must be well supported by filling it into grooves or 
recesses in a shell of stronger metal, cast iron being generally 
employed for the purpose. The two halves of the shell are fixed 
together, and a mandril of the same size as the journal of the shaft 
is placed in position. The parts are then heated, and the white 
metal poured in. The alloy must therefore be readily fusible, and 
should expand slightly on cooling, j^t has been found that with a 
suitable alloy, both friction and wear may be much reduced. (The 
chief characteristic of a bearing alloy is that it should consist of 
hard grains or particles to give a low co-efficient of friction, embedded 
in a softer matrix which acts like atement, and which at the same 
time possesses the necessary plasticity to enable the beo-ring tg 
adjust itself to the shaft. Alloys of lead and tin, to which antimony 
has been added, are frequently used as bearing metals. Wheir 
examined under the microscope, such alloys are seen to consist of 
hard grains embedded in a tin-lead eutectic. At the same time 
brittleness must be avoided, and a compression test is useful as a 
means of discovering this defect, should it exist. (One of the oldest 
and best known of the bearing alloys is Babbitt Metals which 
consists of 88 per cent, tin, 8 per cent, antimony, and 4 per cent, 
copper, although the normal proportions have in recent years been 
widely departed from by different makers. The addition of a small 
quantity of bismuth, not exceeding 0-25 per cent., is said to produce 
a very marked diminution in the co-efficient of friction. The alloy 
is, however, expensive, and attempts have been made to substitute 
cheaper metals for the costly tin without impairing the result. 
Parsons White ^rosaJsLcomposed of 68 per cent, tin, 30 p er cent, 
zinc, 1 per cent, copper and 1 per cent. lead. A lead-antimony alloy- 
would appear to be the cheapest and most efficient white metal Of 
this class, the best known example is Magnolia Metals which consists 
of 80 per cent, lead and 20 per cent, antimony. When present in 
this proportion, the latter metal separates out, and appears in the 
form of hard crystals embedded in a matrix of lead. 
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CHAPTER XIX 


THE LIGHT ALLOYS OF ALUMINIUM 

The demand for metals possessing the desirable low specific 
gravity associated with aluminium, but with physical properties 
superior to those of the pure metal, is met by a wide variety of 
aluminium alloys. Pure aluminium is soft and ductile, and com- 
paratively weak in tensile strength. Nevertheless, some of its 
alloys attain strength and hardness at the expense of some ductility. 
Certain of them are more corrodible than the pure metal. But such 
disadvantages are outweighed by their specific utilities. Com- 
mercially pure aluminium — i.c., around 99 per cent, pure — has a 
tensile strength of about tons per square inch, an elongation of 
20 per cent, on 2 inches, and a Brinell hardness of 25. It may 
be cast, rolled, drawn, extruded or flaked. Iti cast form it is soft 
and weak and therefore very limited in its applications. Any form 
of cold w^orking hardens the metal, with loss of ductility, but 
annealing at about 650® F. restores its normal properties. In drawn 
form it is used for headings, mouldings and electrical conductors. 
Rolled into sheets ‘it is suitable for panelling work, and further 
rolling will produce thin foil for decorative purposes. In foil form, 
too, it is the basis of the method of heat insulation known as 
‘‘ alfoil.” Beaten into flake form the metal provides the pigment 
for aluminium paint, a paint combining useful protective and heat- 
radiating qualities. 

Metals which may be alloyed with aluminium to meet particular 
requirements include copper, silicon, nickel, zinc, magnesium, 
manganese, titanium and iron in various combinations and propor- 
tions. In order to develop the desired characteristics in many of 
the aluminium alloys it is important to subject them to some par- 
ticular form of treatment. This may be heat treatment, mechanical 
treatment, or fluxing treatment. Broadly speaking, the light 
alloys can be divided into two classes, those suitable for casting 
and those suitable for wrought work. The dividing line between 
the two gi<cmps is not rigidly defined, however, for there are alloys 
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which would lend themselves to either process. Bach of these 
groups can be further subdivided, viz. ; casting alloys into the 
sand-casting and die-casting classes, and workable alloys into 
those which will harden under heat treatment and those which 
will not. 

A general purpose alloy, where no great strength and ductility 
are called for, is obtained by alloying 8 per cent, of copper with 
aluminium. The shrinkage on solidification is somewhat high, and 
care must be exercised if reasonably sound castings are to be pro- 
duced. Increasing the copper content up to 12 per cent, gives 
sounder but more brittle castings. Silicon alloyed with aluminium 
to the extent of 13 per cent, gives a material possessing less shrinkage 
on solidification, producing sounder castings of a less brittle 
character than the copper alloys. The brittleness can be very much 
reduced, and the strength improved about 50 per cent, by subjecting 
this alloy to a “ fluxing ” or “ modifying ” treatment while molten 
with sodium fluoride and chloride. Thus modified, the product is 
called ‘‘ alpacz metal,’’ a very useful all-round casting metal with a 
tensile strength of about 12 tons per square inch and an elongation of 
about 9 per cent, on 2 inches. An alloy containing 4 per cent, 
copper, 2 per cent, nickel and 1*5 per cent, magnesium is known as 
‘‘ Y ” alloy. It possesses good casting qualities, a Brinell hardness 
of about 100, an ultimate strength up to about 14 tons per square 
inch, and a reasonable ability to retain its strength at high tempera- 
tures. It can also be die-cast successfully, and is susceptible to 
heat treatment. It is extensively used for pistons for internal 
combustion engines. Similar complex alloys are now available 
showing even better strength after heat treatment, and equal 
suitability for die-casting purposes. For example, an alloy con- 
taining 4 per cent, copper, 0*8 per ceuthoilicon, 0*3 per cent, mag- 
nesium, 0*6 per cent, iron and 0*2 per cent, zinc can be treated so as 
to have its ultimate strength raised to some 25 tons per square inch 
and its hardness to 140 Brinell. The ductilities of these die-casting 
alloys are somewhat low, the last-mentioned showing up best with a 
6 per cent, elongation on 2 inches. 

Probably the best known of the wrought alloys of aluminium is 
Duralwm9iJ :}ic earlier production of which was covered by patents. 
"It contains 4 per cent, copper. 0-5 ner cent, manganese and 0*5 ner 
cent, magnesium. P 
lised by soaking at 
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cooling at a controlled rate of about one degree per hour. After 
working it will harden undw suitable' heat treatment, and its 
maximum strength develops progressively during a subsequent 
natural “ ageing ” period extending over some four hours after 
quenching. It is possible by such means to obtain a maximum 
strength approaching 30 tons per square inch, a figure comparable 
with that of steel. Some modification in the composition, viz. : 
copper 4'5 per cent., manganese 0*8 per cent., silicon O-S per cent, 
produces a metal more suitable for forging purposes, in that the 
permissible latitude in temperature during processing is increased. 
This particular alloy, however, will not harden spontaneously as 
does duralumin, but must undergo an artificial ageing process 
known as precipitation heat treatment to harden, it. This process 
consists of soakmg for a period of from five to eight hours at about 
300° F., followed by slow cooling in air. The resulting physical 
properties of this alloy are very similar to those of duralumin. An 
even more forgeable, though less strong alloy, suitable for drawing 
into tubes contains 0-6 per cent, of magnesium and I’O per cent, of 
silicon. This alloy will age naturally in a period of about four days, 
but superior properties are induced as a result of precipitation heat 
treatment. 

The R.R. Light Alloys. As the result of research work in the 
laboratories and foundries of the Rolls-Royce Company, a very 
useful series of aluminium alloys have been developed which are 
intended to cover the whole field of foundry and forge requirements 
in light alloys. They are all amenable to heat treatment, whereby 
their physical properties are improved. The casting alloys require 
a single low temperature treatment extending over several hours. 
The forging alloys call for a double treatment, first at a high 
temperature, followed by quenching, thoroughly to dissolve the 
hardening constituents, then at a low temperature to complete the 
hardening. The material is soft and stable at the intermediate 
stage, and may be worked successfully between the quench and the 
final hardening. 



CHAPTER XX 


NON-FERROUS CUTTING ALLOYS 

With the introduction of high-speed steel about the turn of the 
century, a now era in the technique of machining metals dawned. 
Compared with what had hitherto been possible when plain carbon 
tool steel was the only available cutting material, cutting speeds 
increased very considerably, and new machine tools were developed 
to exploit the possibilities of increased rates of production thus 
presented. Because high-speed steel tools, though cutting at these 
higher speeds, were able to retain their form accurately for much 
longer working periods, and so lent themselves to automatic repeti- 
tion machining work, modern mass production methods were 
rendered possible. Of recent years the way has been opened for a 
further advance in machining technique as a result of the introduc- 
tion of the super-high-speed non-ferrous cutting alloys. That their 
influence on machining practice is of far-reaching importance is 
already evident. But, just as it took many years for the full poten- 
tialities of high-speed steel to be realised, so, no doubt, further 
exploration will reveal possibilities in the application of these 
alloys not yet achieved. It is of interest to note, however, that high- 
speed steel did not entirely displace plain carbon tool steel. 
Similarly, these non-ferrous cutting alloys do not, and are not 
likely to render high-speed steel obsolete. Each of the three types 
of cutting materials has a useful field to cover. 

In applying the non-ferrous alloys for cutting purposes it is the 
general practice to introduce them as cutting tips inserted in or 
brazed to a shank or body of carbon steel. The reason for this 
becomes evident when the general characteristics of these alloys 
are enumerated, namely : (1) extreme hardness, (2) comparative 
costliness, (3) low tensile and shear strengths, (4) brittleness under 
shock, (5) high compressive strength. To perform their duty 
satisfactorily they must have support, in providing which regard 
must be paid to the directions of the forces that the tip will be 
called upon to resist, so that the resultant of these forces shall act 
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compressively on the alloy, and not exert shear or bending forces 
upon the tip. The union of tip or tips to the shank or body of the 
tool (usually effected by brazing) must be intimate and sound. The 
supporting material should be a steel which will not temper appreci- 
ably at the brazing temperature. A 45-ton tensile steel containing 
not more than 0*5 per cent, carbon is usually considered suitable. 

Stellite may be c*onsidered as the forerunner of the non-ferrous 
cutting alloys. It differs from those whose introduction followed 
later, in that it is a cast material, whereas the others are cemented 
and sintered products. Stellite is a cobalt-chromium-tungsten 
alloy having the following approximate composition : cobalt 
45 to 50 per cent., chromium 25 to 30 per cent., tungsten 15 to 20 
per cent., carbon 2*5 per cent. Though its compressive strength is 
somewhat less, its tensile strength is greater than that of the 
C(‘raented carbides mentioned below. Hence, somewhat greater 
liberties may be taken in its application as a tool tipping material 
than is possible in the case of the other materials. It also differs 
from the cemented carbides in being weldable and may therefore be 
applied as an abrasive -resisting surface to softer material. In its 
improved form, known as grade 40 stellite, it is claimed to be equal 
to the cemented carbides as a cutting alloy. 

Tungsten-Carbide. This, the first of the cemented carbides to 
become generally known, has a hardness comparable with that of 
the diamond. As a cutting material it suffers the defect of extreme 
brittleness, its tensile strength being only about one-half that of 
high-speed steel. A further defect, when used on steel, is the high 
affinity it exhibits for the steel. During machining the steel par- 
ticles build up on the tip and adhere strongly to it, almost welding 
themselves thereto. When they break away they take with them a 
small portion of the tip, leaving a pin-hole behind. Continued 
cutting produces progressive enlargement of such holes into cavities 
and eventually the cutting edge is broken down. This effect is 
called ‘‘ cratering.” Modifications in the composition of the cutting 
material can compensate to some extent for both these faults. The 
presence of cobalt toughens the carbide somewhat, making it less 
susceptible to shock. The presence of titanium or tantalum reduces 
the affinity for steel, thus minimising the cratering effect. Modified 
in these ways, there are ranges of tungsten-carbide alloys marketed 
under trade names, such as Wimet (originally introduced into this 
country under the name of Widia, but now manufactured here) 
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and Ardoloy, They are graded according to the work they are 
intended to do, and are referred to according to grade letters or 
numbers. One grade would be the hardest, containing little, if any, 
cobalt. Being very brittle it only lends itself to continuous finishing 
cuts of fine feed at high speed, and being prone to cratering would 
not be satisfactory on steel. For discontinuous cutting and milling 
operations a tougher variety containing more cobalt would be 
suitable. For machining steel a non-cratering grade would be 
selected. To derive full advantage from the use of these cutting 
alloys it is essential that discrimination be exercised in the selection 
of a grade most suited to any particular machining operation, and 
in this regard the makers’ recommendations can be most helpful. 

Molybdenum-titanium-carbide shows marked free-cutting and 
non-cratering properties, and resists oxidation under prolonged 
exposure to high temperatures, a useful property, since these alloys 
work at a red heat. It is marketed under the name of Cutanit, in 
a single grade suitable for the machining of cast iron, steel, non- 
ferrous and non-metallic substances. This alloy is less brittle 
than tungsten-carbide, and will stand up to interrupted cutting 
satisfactorily, provided the tip is adequately supported. With 
suitable cutting speed and fineness of feed a remarkably fine finish 
can be produced, so fine, indeed, that in many cases a subsequent 
grinding operation may be dispensed with. 

Production of Cutting Alloys. As has already been remarked, 
Stellite is a cast product. To produce it the constituents of which 
it is composed are melted in an electrical arc or induction furnace 
and cast in specially designed metal moulds, the chilling effect of 
which induces in the alloy the most favourable grain size. Solidifica- 
tion is completed in the short space of about five seconds. Under 
such conditions any dissolved gases would be prone to cause blow- 
holes in the solidified alloy. To obviate these as far as possible 
steps are taken to remove the gases before pouring. This precaution, 
together with careful design of the moulds, ensures that the material 
rejected on account of blowholes amounts to less than one-half of 
1 per cent. The usual form in which this material is produced is in 
the shape of cast rods. 

In the case of the cemented products the general idea underlying 
their production is to cement the hard and brittle carbide particles 
into a compact mass by sintering with a somewhat softer metal or 
alloy having a lower melting point. According to the particular 
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carbide being produced the processeB will differ in some details. 
The following outline typifies the method in more or less general 
terms. The metallic constituent of the carbide, in powder form, is 
milled for several hours in a ball mill with carbon, say in the form of 
gas coke, until a fine intimate mixture results. The mixture is then 
fired in a sealed graphite tube for several hours at a high tempera- 
ture, which in some cases approaches 3,000° F. A hydrogen furnace 
is usually employed for this purpose. The product of this process 
will be the required metallic carbide in powder form. Now the 
necessary amount of cementing or binding metal or alloy in powder 
form is added, such as cobalt, nickel, cobalt-molybdenum alloy, etc. 
This mixture is again milled for several hours to produce a fine 
intimate mixture, and is then hydraulically compressed to the 
desired shape in a tungsten-steel mould under a pressure of some 
25 tons per square inch or so. Finally, the moulded shape is sintered 
in a graphite crucible in a hydrogen furnace, a process again occu- 
pying several hours. The maximum heat necessary to cause the 
mixture to frit together is attained fairly gradually. The actual 
temperature required varies with the constituents of the product 
but is of the order of 2,500° F. 



CHAPTER XXI 


PROPERTIES AND USES OF THE PRINCIPAL VARIETIES OF 

TIMBER 

Plants are divisible into two great orders — flowering, and non- 
flowering, and the former may again be subdivided into outward- 
growing, and inward-growing. In the outward-growing, or exo- 
genous variety, a new layer of material is added annually on the 
inner side of the bark, but in the case of inward-growing, or endo- 
genous plants, such as the palm, bamboo, etc., new material is 

added at the centre 
of the stem. Timber 
used for construc- 
tional or mechanical 
purposes is derived 
entirely from trees be- 

the phanerogamous or 
flowering order of 
plants. The cross- 
section^ (h'ig. 103) of 
the stem or trunk of 
such a tree consists of 
a number of concentric 
layers or ''annual 
rings each represent- 
ing a year’s growth. 
These are arranged round a central rod termed the of which 
the original shoot coming from the seed was entirely composed. In 
the early stages of growth, the first formed layer of woody tissue 
known as the medullary sheath, is deposited upon the pith, which, 
having fulfilled its purpose, ceases to grow, and remains as a mere 
central rod or column. Outside the sheath are seen a number of 
fully-matured rings, clearly shown in the illustration (Fig. 104), 


longing to the exo- 
genous subdivision of 



Fig. 103. — Cross Section showing Annual Rings 
in Timber. 
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known as “ duramen ” or heartwood, and which in turn are sur- 
rounded by the last-formed rings, lighter in colour, of the 



Fia. 104, — Cross, Kadial, and Tangential Sections of Trunk of Tree. 

“ alburnum ” or sapwood, through which the sap circulates in an 
upward direction. Encircling the sapwood is a thin layer known 
as the cambium, which is the extreme outer ring in process of 
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formation. Finally the harh constitutes the outer skin of the tree, 
and through its inner layers called the “liber,’' the downward 
current of sap returns. Each of the annual rings is composed of 
two portions, of which the inner one, light-coloured and soft, is the 
spring wood, and the outer one, darker and somewhat denser, is the 
summ&i wood. In the cross-section, the annual layers are seen as 
rings, in a radial section they appear in the form of longitudinal 
stripes alternately light and dark, whereas in a tangential section 
the stripes are broader, occasionally showing V-shaped junctions 
(Fig. 104). The figure or “ feathering ” of pitch pine is obtained by 
cutting the boards in a direction tangential to the annual rings, 
thus exposing the vertical section seen in Fig. 104. The annual 



Fig. lOo. — Longitudinal Structure of Stem. 


rings are formed in sections, and are composed of wedge-shaped 
bundles of 'longitudinal fibrous tubes (Fig. 105), which as they 
develop, compress the cellular mass of pith into thin strips, termed 
the medullary rays. These become the thin, hard, vertical plates 
radiating outwards from the heart towards the bark, which not only 
convey nourishment from the descending sap to the interior, but 
structurally serve to bind together the circular layers or rings. 
When skilfully exposed, as in working oak, beech, and plane tree, 
they are known as the “ silver grain,” but in soft woods the medullary 
rays are extremely fine, and are scarcely visible to the naked eye. 
The longitudinal arrangement of the woody fibre, taken in con- 
junction with the radial direction of the medullary rays, affords an 
explanation of the action which takes place in seasoning. The 
gradual drying-up of the sap causes the cellular or longitudinal part 
of the structure to collapse, shrinkage taking place in the direction 
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of the circumference of the 
annual rings. The stiff medul- 
lary rays, however, resist lateral 
contraction, and hence the 
shrinkage in a radial direction 
inwards towards the centre is 
very slight. If, then, the cir- 
cumference contracts while the 
diameter of the tree remains 
the same, the timber must 
split radially in directions 
parallel to the medullary rays. 
Shrinkage which occurs after 
the timber is cut follows the 
same law, taking place in a 
circumferential direction round 
the tree. Suppose a log to be 
sawn into four quarters (Fig. 
106), so that the angle hac is a 
right angle, and let the lengths 
of the sides ba and ac be 
measured before seasoning 
commences. When dry, it will 
be found that although the 
lengths ba and ac remain un- 
altered, the distance be round 
the circumference will have 
contracted considerably, the 
angle bac being no longer a 
right angle. The change in 
shape due to shrinkage is 
shown in black on the right of 
the figure. Again, suppose 
that a number of parallel saw 
cuts are passed through the 
log (Fig. 107), the resulting 
planks which before seasoning 
are of uniform thickness will, 
when dry, appear as shown in 
the lower figure. The width of 



Fio. 107. — Shrinkage of Log with Parallel 
Saw Cuts. 
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the centre plank and its thickness in the middle will remain un- 
altered, due to the resistance of the medullary rays, but the thick- 
ness at the edges will be reduced on account of the collapsing of the 
annual rings. The planks on each side of the centre will behave 
quite di^erently, although from the same cause. The thickness 
will be much less affected than in the case of the plank in the centre, 
but the side next the heart will become “ round ” or convex, and the 




Fig. 108 . — ^Warping and Shrinkage in Seasoning. 


outside “ hollow ” or concave, the breadth being considerably 
reduced. This action is known as “ warping,” the term being 
applied to cross or width bending, whilst sawn timber which has 
become bent in the direction of its length is said to be ‘‘ cast.” 
Warping is still more pronounced in the outer planks, in which, 
however, the reduction in thickness is comparatively small. It will 
thus be seen that in boards which are to remain flat, the annual 
rings must run parallel to the edges, or at right angles to the face. 
Boards in which the rings are parallel to the face will invariably 
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warp in seasoning. The same effect may be observed with a square 
scantling, or plank cut from a quarter ” near the outside, as in 
Fig. 108, the section on the left showing the original shape of the 
piece. Similarly, a cylindrical post turned out of a quartered log 
will shrink along one of the diagonals, becoming elliptical. When 
sawing up logs for seasoning, it is always advisable to cut through 
the heart if possible, otherwise by the same rule, there is danger of 
the sides splitting, as shown in Fig. 109. If a scantling of the 
required dimensions cannot be obtained without leaving in the 
heart, the log is frequently cut down the centre, and the two halves 
reversed and bolted together with the 
heart on the outside. In harder and 
stronger woods, such as oak, beech, etc., 
the effects of shrinkage are much more 
marked than in the soft fir timbers, but 
even in such cases the evils of shrinkage 
may be avoided by observance of the 
same general law. 

Felling and Seasoning. Timber trees 
should be felled when they have reached 
maturity. When too young, there is an 
excess of sapwood, and with too great 
age the wood deteriorates, and the heart 
commences to decay. The proper age 
is stated to be : for oak, one hundred years , for spruce and pine, 
eighty years ; for ash, larch and elm, about seventy years ; and for 
poplar, forty years. Much of the timber imported into this country 
is cut down when the required size has been attained, without any 
regard to age, and for this reason it is becoming increasingly difficult 
to obtain really sound wood of any kind. The best time for felling 
timber is in midwinter, when the sap is at rest. On being felled, 
the tree is immediately stripped of its bark, and the branches 
lopped off, in which state it is known as a Jog, It is next roughly 
squared by axe or sawing, and becomes a balk, which is in a con- 
venient form for storage, and does not split so readily as if left in 
the round. A newly-felled tree contains 50 per cent, of its weight 
of water in the form of sap and moisture the greater part of which 
is in the sapwood. Before the wood is fit for use, the moisture must 
be thoroughly dried out, and various methods of seasoning are 
employed to effect this object. According to the so-called natural 



Fi( 3 109. — Splitting of Log in 
Seasoning. 
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vmthod of seasoning, the timber is stacked in sheds in such a position 
that the air may circulate freely all round it, but at the same time 
it must be protected from the sun and wind, and the floor must be 
of some impervious material, and kept dry. The time required for 
natura’ seasoning is considerable, amounting to eighteen months or 
two years for deal, but the result is much more reliable, and the 
timber stronger and more durable, than when any artificial substi- 
tute is resorted to. Drying may be much more quickly effected by 
water seasoning, in which case, immediately after felling, the timber 
is entirely immersed for about a fortnight in a running stream. In 
this way, the sap is washed out, with the result that the timber when 
stacked in the usual way, dries in much less time than when the sap 
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Fig. 110. — Average Time of Seasoning. 

is left in. Boiling and steaming enable the removal of the sap to be 
carried out with still greater rapidity, one hour being allowed for 
every inch in thickness, and the subsequent drying, especially after 
steaming, is greatly accelerated. It is also claimed that this process 
will destroy the spores of dry rot, fungus, or other disease. Desicca- 
tion or hot-air seasoning may be applied to small scantlings, and 
takes only a few weeks. The timber is stacked in ovens, through 
which a current of air, maintained at a constant temperature of 
120® F. by utilising the waste heat from a steam boiler, is blown by 
means of a fan. Much of the pitch pine imported into this country 
from the United States is first treated in this way.: Smoke drying 
by means of a fire of chips and shavings is sometimes employed to 
facilitate seasoning, and is said to render the wood proof against the 
attacks of worms. Hard wood requires much longer tinru> to season 
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than deal. The average period for square scantlings of both hard 
and soft woods is shown in Fig. 110, and for planks one-half to two- 
thirds the time indicated may be allowed. Many woods require a 
second seasoning after they have been worked, and it is for this 
reason that doors, window sashes, etc., should be allowed to stand 
some time after being made before they are wedged up and com- 
pleted. 

It has been found that the amount of moisture present in pine and 
fir timber in the condition naturally assumed by simple exposure to 
the air is equal to 15 per cent, of the weight of the dry wood. 

Conversion and Market Forms of Timber. The operation of 
cutting up a log or balk into smaller sizes is known as conversion. 
Imported timber is converted to market forms either in the forest 
as in America, or at the port of shipment, as is usual in Europe. 
Converted timber which has been reduced to smaller sizes in this 
country is said to be re-sawn. The following are the various forms 
to which timber is converted for the market : — 

Hardwoods. 

Log is the trunk with the branches lopped off. 

Softwoods. 

A balk, or squared timber, is a roughly-squared log. 

A plank is a piece cut to rectangular section 11 inches wide. 

A deal is a piece cut to rectangular section 9 inches wide. 

A batten is a piece cut to rectangular section 7 inches wide. 

A board is a thin piece of any width, but less than 2 inches thick. 
Whole timber is an uncut balk. 

A flitch is half a balk which has been cut in two lengthways. 
Die-square stuff is timber cut to equal dimensions, from 5 inches 
X 5 inches to 9 inches x 9 inches. 

Quartering is timber cut to square section, 3 inches x 3 inches to 
4 inches x 4 inches. 

Scantling is a piece sawn on all sides. 

A pole is a straight trunk free from branches, 8 inches greatest 
diameter. 

A mast is a long straight trunk, lopped and barked, diameter 
exceeding 8 inches. 

It is to be feared that in cutting up the soft timbers at the present 
day the only consideration is to obtain as many marketable sizes 
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as possible out of a given log./ Two methods of converting fir 
timber into deals and battens as practised in Norway and Sweden 
are given in Fig. 111. In the first, four deals are obtained from the 
same log, and although the lieart comes upon the surface, the better 
course would be to remove the pith altogether by cutting out a thin 



Fig. 111. — Conversion to Deals and Battens. 


board. The outer deals are composed almost entiri^Iy of sapwood, 
and must inevitably warp, as before explained. So great is the 
desire to avoid waste, that they are also liable to run out be3^ond the 
bark at the corners, exposing the defect known as waney ” edges 



Fig. 112. — Production of “ Wanoy ” Edges. 


(Fig. 112). The second method (Fig. Ill) is still more objectionable, 
as the heart is left in the middle of the deal cut from the centre, 
which is therefore particularly liable to dry rot due to the early 
decay of the pith. 

As already shown, floor boards should be cut as nearly as possible 
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radially from the centre, the rest of the material being utilised for 
other purposes. This is shown in Fig. 113. The method of con- 
verting a quartered log of oak is given in Fig. 114. The best boards 
are obtained as at A, but this method entails great waste, unless 
thick boards are required as at D. Thick planks may be cut 
economically as at C, and a combination of the two methods is 
sometimes adopted as at B. 

Quartering is usually resorted to with oak and other ornamental 
hard woods for the purpose of displaying the medullary rays, and 
to get rid of the pith or centre, which is often defective. When 
cut through the heart and the corners sawn off, as in Fig. 115, oak 
logs are known as wainscot, from which as shown, or from a quarter 



Fia. 113. — ron\ersion to Floor Boards. Quartered Log. 


as at A, wainscot boards are obtained. Such boards must be cut 
parallel to the medullary rays, which come out on the surface in an 
irregular figure, producing the silver grain. The “ feathering ” 
shown in planks of pitch pine is produced by cutting tangentially to 
the amiual ring? as at B. 

Defects in Timber. A tree during growth is liable to many 
diseases, which may seriously affect the strength and quality of the 
timber obtained from it. Shakes, which are common to almost 
every kind of timber, are longitudinal splits or cracks, running from 
the heart towards the sapwood. They are due to the shrinkage or 
decay of the interior of the tree, and generally occur in trees past 
maturity. There are several varieties of shakes, all of which are 
sources of weakness, and as they are liable to escape detection when 
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in the form of extremely fine cracks, they constitute a possible 
element of danger. The heartshake is probably the commonest 
defect in timber. Should it occur as a single cleft across the 
tree as at Fig. 116 A, it need not be the cause of much waste 

in conversion, but with two 

• clefts at right angles, as at 

B, scantlings larger than 
quarters cannot be obtained. 
Trees are sometimes found 
to twist during growth, in 
which case a heartshake may 
^ take a spiral course, rendering 
the timber quite unfit for 
conversion. Starshake (Fig. 
116 C) is a similar and more 
serious defect, with a number 
of splits radiating from the 
centre to the circumference. 
Ring, or cupshake (Fig. 116 D), 
consists of a curved split 
between the annual rings, and 
as a rule is not so serious as 
heartshake. Knots, which 
constitute a very common 
defect, occur at the junction 
^ of the branches with the stem, 
and are classed as either live 
or dead. The first kind are 
formed by branches which 
were living when the tree was 
felled, and unless very large, 
Fio. 115.— Wainscot. are less objectionable than 

dead knots, which are often 
loose and ready to fall out, and will usually lead to the timber 
being rejected. A rindgall is a curved swelling covering up the 
wound caused by breaking or imperfectly lopping off a branch, 
and resembles a knot in its effect upon the strength of the timber 
containing it. An upset (Fig. 117) is a distortion of the fibres 
across the grain of the wood, said to be due to unskilful felling. 
The part thus affected will break through with little resistance,* 
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Fig. 116. — Varieties of Shakes in Timber. 


much as if the fibres had been severed. Decay in titnb&r is due 
to putrefaction, or fermentation, which proceeds with the evolution 
of a considerable quantity of gas, chiefly carbon dioxide and 
hydrogen. Two forms of decay are 
frequently met with, known respec- 
tively as wet rot and dry rot. The 
former occurs in the growing tree, or 
in situations where timber is alter- 
nately exposed to moisture and 
dryness, the wood being finally 
reduced to a powdery brown mass 
with an unpleasant odour. Dry 
rot takes place only after the wood is dead, and may be said briefly 
to be due to lack of ventilation. It is caused by the growth of a 
fungus, which thrives in warm, moderately damp, stagnant air, the 

I* 
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wood becoming mouldy, and emitting a musty smell. An appar- 
ently sound log may be full of dry rot inside. 

Preservation of Timber. Perfectly seasoned wood, if not protected 
by tar or paint, will not stand exposure to the English climate for 
more than about twenty-five years. Painting or tarring may 
prevenu decay if the wood has been thoroughly seasoned previously. 
This is essential, as otherwise the filling- up of the outer pores 
prevents the escape of moisture, and by inducing decay does more 
harm than good. As charcoal posstsses powerful antiseptic pro- 
perties, the lower ends of timber to be embedded in the ground are 
first burnt or charred, to prevent dry rot and the attacks of worms. 
A number of processes have been introduced wuth the object of 
preserving timber from decay, by driving out the sap and forcing in 
some chemical solution which will coagulate the albumen of tlie 
wood, and, by destroying insects, worms, fungi, etc., prevent diy 
rot. Probably the most successful process is that introduced by 
Bethell, and known as creosotiny. The timber after drying is 
placed in a cylindrical vessel about 7 ft‘et diameter and GO feet long, 
resembling the shell of a boiler, a door at one end is closed airtight, 
and a vacuum of 7 or 8 lb. per square inch created by means* of a 
pump. Creosote, or oil of tar,’’ which is a thick, dark brown 
liquid obtained from coal tar by distillation, is then admitted at a 
temperature of 120*^ F., and the pressure is raised to about 150 lb. 
per square inch. The amount of creosote taken up depends largely 
upon the nature and quality of the timber, and the proportion of 
sapwood present. The process answers well for soft wood, such as 
railway sleepers, street paving, etc., which absorb from 10 to 12 lb. 
per cubic foot. Hard wood, such as oak, wdll not take up more than 
2 to 3 lb. per cubic foot, and pitch pine is almost impenetrable. 
The most effective of these impregnation methods is without doubt 
that known, after the name of its inventor, as Kyan’s process, or 
hyanising, which consists in immersing the timber in a solution of 
1 part corrosive' sublimate (bichloride of m(Tcury) in 100 parts of 
water. The substance is an exceedingly dangerous poison, and is 
most efficient in destroying all traces of organic life. It thus 
prevents fermentation, and will even check the spread of dry rot in 
timber already affected with that disease. As however the salt is 
somewhat costly, the process has had but a limited application. In 
the hurnettising process, introduced by Sir W. Burnett, the timber is 
allowed to soak in a strong solution of zinc chloride, which is cheaper 
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than mercury, and fairly effective in destroying both germs and 
parasites. The hou chermng, process, used in France for railway 
sleepers, is conducted in a manner similar to the preceding, a 
solution of copper sulphate being employed. This has the doubtful 
merit of cheapness, and the preservative, being readily soluble in 
water, is rapidly washed out by rain. 

Classification and Varieties of Timber. All timber used in con- 
struction is classed for commercial purposes as either soft or hard. 
The soft woods comprise all trees of the coniferous variety, such as 
the pines, firs and spruces, the seeds of whicli are produced as cones. 
The leaves of this class are spinous or needle-like, and the wood, 
which is resinous and generally contains turpentine, is light in 
colour. The annual rings are very distinct, but the medullary rays 
are scarcely Visible. The hard woods, such as teak, oak, mahogany, 
etc., are non-coniferous, and have broad leaves. The wood is 
usually (lark-coloured and non -resinous, any secretion being of an 
acid or astringent character. The annual rings are indistinct, but 
the medullary rays are easily discerned. 

SOFT WOODS 

Pine and Fir Wood. Much confusion exists in the naming of all 
soft woods, owing to the custom of confounding the pines and the 
firs, which belong to totally distinct species, and also of naming 
timber after the })ort of shipment. 

Northern Pine {Pinvs syhrsfris), also called Scotch fir, is com- 
monly known as redwood. It is imported from the Baltic, and from 
Norway and Sweden, in balks from 10 to 20 inches square, and from 
30 to 40 feet long, and also in the form of planks, deals, and battens. 
It is very (extensively employed in this country for railway sleepers. 
Riga, Meniel, and Danzig balk timber is the most suitable for piles, 
structural work, etc. 

White Fir or Spruce {Abies excelsa), generally known as white 
deal, is imported from Cliristiania, Onega, and Leningrad. It is 
knotty, and inferior to redwood in strength, and is liable to warp. 
It is largely used for scaffold poles, floor boards, packing cases, and 
the commoner descriptions of joinery. 

Yellow Pine {Pimts strohus), imported from Quebec and other 
ports in North America, is straight grained, free from knots, and 
easily worked, and although not durable if exposed to the weather, 
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is invaluable for joiner’s work, and is the wood most largely used by 
engineers for pattern-making. It may be recognised by the short 
dark “ hair lines ” which are always found running in the direction 
of the grain. 

Pitch Pine {Finns australis) is imported from the Southern States 
of North America in logs from 10 to 18 inches square, and from 
20 to 40 feetlong, and also in planks 10 to 15 inches wide, and from 
3 to 5 inches thick. It is a heavy, hard, and very strong wood, free 
from knots, but somewhat liable to split and shrink. It is full of 
resinous matter, which renders it very durable, but at the same time 
makes it difficult to work. As it is cheap, and can be obtained of 
great length, it is largely employed for the heaviest engineering work 
and in shipbuilding, and has come to be regarded as a substitute for 
Memel or Danzig timber. The annual rings are wide and strongly 
marked, and when properly cut, display a beautifully figured grain. 
For this reason, it has been much used for ornamental joinery. 
Turpentine is obtained from this tree by a process of tapping or 
“ bleeding.” 

Larch (Larix europcpa) is imported from Russia and North 
America, and is grown to some extent in. this country. It is of a 
yellow colour, and is the toughest and most durable of the conifers. 
It is therefore much used for railway sleepers, and for posts, fencing, 
etc., exposed to the weather. On the other hand, it shrinks very 
much, and is very liable to warp. 

Kauri Pine {Dam7mra australis) is obtained only from New Zea- 
land, and can be had of very large size quite clean and free from 
knots and sap. It is strong and durable, straight-grained, and of 
silky appearance, producing very handsome joinery. 

Lime or linden {Tilia parvifolia) is of pale yellow colour, soft and 
close grained. It cuts equally well with or' across the grain, and is 
greatly valued for carving and cabinet making. 

American Whitewood or Canary (Liliodendron tulipifera) is 
imported from New York in large planks from 2 to 3 feet in width, 
and of any reasonable length. It is soft, close, and straight in grain, 
very easily worked, and takes paint or polish very well. It is much 
used by cabinet makers, carriage builders, shop fitters, etc. 

HARD WOODS 

Oak {Qitercus). A large number of varieties of this timber, and 
of many degrees of quality, are found in this country, on the Conti- 
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nent, in America, etc. It has long been considered that British oak 
is on the whole superior to any other, but native-grown wood is now 
difficult to obtain, and several continental species, especially from 
Central Europe, are probably quite as. good, and are much cheaper. 
Oak possesses a combination of good qualities in a remarkable 
degree, and where strength, stiffness, toughness, and durability are 
required, it is unrivalled. It is much used in shipbuilding, ap,d for 
heavy constructional work, and for the frames of railway carriage^ 
and wagons exposed to sudden shocks it is invaluable. The colour 
‘when freshly cut is light fawn, turning dark brown, and ultimately 
nearly black, with age. No other wood is so suitable for durable 
carving, and on account of its rich colour and beautiful markings it 
is in great demand for high-class joinery and furniture. Oak con- 
tains gallic acid, which corrodes iron fastenings, and this reacting on 
the timber may set up dry rot. Oak bark is in great request for 
tanning leather. 

Teak or Indian oak {Tectona grandis) has been much used as a 
substitute for oak, to which it is in m^ny respects superior. It is 
imported from Moulmein and Rangoon in Burmah in logs from 
10 to 30 inches square, and from 20 to 50 feet long. It resembles 
oak in appearance, but is stronger and stiffer, and it contains a 
considerable quantity of an essential oil which renders it very 
durable, and immune from the attacks of the white ant and other 
insects. Por the same reason, it does not corrode iron fastenings, 
the oil being, in fact, a preservative against rust. It is much used in 
shipbuilding, and is very durable when exposed to the weather. 

Greenheart {Nectandra rodiwo) comes from British Guiana in 
logs from 1 2 to 24 inches square, and up to 60 feet in length, and on 
account of the essential oil which it contains, it successfully resists 
the attacks of sea worms and the white ant, and is probably the 
strongest and most durable timber in ordinary use. It is especially 
prized for dock gates, piers, piles, and marine works generally. 

Mora (Mora excdsa) is a light-red timber from Guiana, very 
heavy, hard, and strong, obtainable in logs from 12 to 20 inches 
square, and from 20 to 35 feet long. It is highly esteemed for dock 
gates, and in shipbuilding. 

Lignum Vitae (ChmicLcum officinale) is an extremely hard and 
heavy timber which comes from the West Indies and Central 
America. It is in considerable demand for mallets and tool handles, 
and for the bearings of shafts which have to work under water, 
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notable instances of its use being for the footsteps of turbines, and 
for the bearing of the after-length of the propeller-shaft of a steam- 
ship. Ordinary bearings are unsuitable for use under water, and 
the brasses wear av^ay very rapidly on account of the difficulty of 
supplying the oil needed for lubrication. The portion of the 
propelle shaft which passes through the bearing is encased in gun- 
metal to prevent oxidation, and runs on longitudinal strips of 
lignum vitsB dovetailed into the stern tube, water spaces being left 
between. Lubricated with water in this way, lignum vita^ forms a 
very good bearing, and is easily renewed. 

Mahogany {Suietenia mahogoni) is a product of Central America, 
two varieties being distinguished as Honduras mahogany or bay- 
wood, and Spanish or Cuban. It does not shrink or warp much, 
and it has the property of holding glue better than any otlier w^ood. 
Mahogany is very durable when kept dry. but is qui^e unsuitable for 
exposure to the weather. It is easily worked, and takes a high 
polish. Bayw'ood yields logs 12 to 24 inches square, and up to 
40 feet long, and planks 6 feet wdde may sometimes b(‘ obtained. It 
is of a light pink colour, but is randy figur(‘d. It is much used in 
carriage building, and for joinery and cabinet work, as w^ell as for 
internal work on board ship. Spanish mahogany is dark red browm 
in colour, and has a beautiful wavy figun*, in consequence of wdiicli 
it is in considerable demand for furniture. Mahogany is also im- 
ported from the West Coast of Africa in consichTabh* quantity and 
of fair quality, for building purpos(‘s. 

Jarrah or Australian mahogany (Eacahj})tuti ^mrginata) is 
shipped from. West Australia in logs from 12 to 24 inches square, 
and from 40 to 60 feet long. It is a very lieavy, hard, cdose-grained 
wood, extremely durable when sound, and therefore extensively 
used for street paving blocks, for which it has no equal. 

Karri (Eucalyptus di versicolor) ^ also knowui as “ blu(‘ gum,’’ some- 
what resembling jarrah, is the giant tree of Houth-West Australia. 
It is dark red in colour, without figure, very hard and tough but 
not so easily w^orked as jarrah. Ifc is rather Iial)le to gum veins and 
starshakes. It is also used for paving blocks and for railway 
sleepers. 

Ash (Fraxinus excelsior) is widely distributed throughout Euro})e 
and North America. It is of light brown colour, and possesses the 
peculiarity of having no sapwood. It is chiefly remarkable for its 
great toughness and elasticity, which fit it for use wherever sudden 
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shocks have to be sustained, as in felloes and spokes of wheels, 
shafts for carriages, tool-handles, etc. It is remarkably durable 
when kept dry, and when white, is much sought after for furniture 
purposes. When exposed to wet, it rapidly decays. 

Beech {Fagus sylvafica) is found throughout Great Britain and 
most parts of the Continent. The colour is brown, the annual rings 
are well marked, and the medullary rays very large and distinct. 
It is durable if kept eitlier quite dry or constantly wet, but alternate 
exposure soon causes rot. It is much used for mallets, tool-handles, 
joiner’s planes, the teeth of mortice wheels, for cabinet work, and for 
chairs. 

Elm {Ulnivs cam'pestris) is a rough cross-grained wood, very 
tough, and liable to warp, but very difficult to split, on which 
account it is highly valued for such purposes as the naves of wheels, 
and other uses in coachbuilding. It is extremely durable when 
constantly immersed in water, and makes excellent piles for founda- 
tions, sluices, floats for paddlewheels, etc. 

Hickory {Ilnoria orata) is exported in considerable quantity from 
the Eastern United States, and is regarded as the best of all w^oods 
for axe and hammer shafts, handles, etc. 

Hornbeam (Carpinus betuhs) is remarkable for its hard stringy 
fibre, and is superior to all other woods for the teeth of mortice 
wheels, mallets, and lasts. 


List of the most useful Timbers for Different Purposes 


Heavy Engineering Construction. 
Piles. 

Durability wffien dry. 

Wet situations 
Railway sleepers 
Paving blocks. 

Carpentry (main structural work). 


Greenheart, teak, oak, pitch 
pine, Danzig fir. 

Elm, oak, pitch pine, blue 
gum, beech. 

Oak, mahogany, cedar, yellow 
pine. 

Elm, greenheart, teak, oak, 
pitch pine, beech. 

Larch, creosoted Memel oak, 
Baltic redwood. 

Jarrah, karri, redwood, Doug- 
las fir. 

Douglas fir, Oregon pine. 
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Floors. 


Interior ; winery. 

Ship joinery. 

Stair treads. 

Tool handles. 

Pattemmaking. 

Wood carving, and engraving 

Shafts and springs. 

Rollers. 

Bearings for shafts under water. 
Telegraph poles. 

Ship decking. 

Cooperage. 

Lightest construction. 


Archangel, Leningrad and 
Onega red deals ; maple, 
pitch pine, and oak to 
resist great wear. 

Kauri pine, American yellow 
pine, pitch pine, mahogany. 

Walnut, mahogany. 

Teak, oak. 

Ash, beech, box. 

Yellow pine, bay wood, Ameri- 
can whitewood. 

Lime, pear, kauri, sycamore, 
box. 

Ash, hickory, lance. 

Lignum vitae, box, mahogany. 

Lignum vitae. 

Treated redwood. 

Pitch pine, Douglas fir. 

Oak, yellow pine, spruce. 

Balsa wood. 
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Ultimate Strength and Weight of Timber 


Jiame. 

Weight in 

Ultimate Strength in 
Tons per square inch. 

Ib. per 



Com- 

pression. 

Tension. 


cubic foot. 



Soft Woods ; 




Larch ..... 

35 

2-5 

3-6 

( Northern Pine, or Scotch Fir 
} Redwood ..... 

( Red Deal ... 

36 

2-9 

30 

Pitch Pine 

48 

3-5 

3-2 

( Spruce or White Fir . 

'White Deal .... 

30 

2-6 

2-9 

Yellow Pine .... 

32 

1-8 

10 

Hard Woods : 




Ash ...... 

48 

30 

4-5 

( American Whitewood. 

( C^anary ..... 

26 

15 

2-3 

Beech 

48 

3-5 

4-3 

Birch ..... 

45 

3-2 

— 

Cedar ..... 

41 

2-5 

3-2 

Ebony ..... 

35 

3-2 

— 

Elm ..... 

36 

3-7 

4-3 

Greenheart .... 

65 

6-3 

40 

Hickory ..... 

52 

— 

— 

( Honduras Mahogany . 

* Bay Wood .... 

35 

2-8 

— 

Hornbeam .... 

47 

3-5 

71 

Jarrah ..... 

63 

3-2 

5-2 

Karri ..... 

61 

3-0 

4-8 

Kauri, or New Zealand Pine 

34 

2-1 

20 

Lignum Vitse .... 

76 

4-2 

7-2 

Lime 

35 

— 

— 

Maple 

43 

2-9 

6-3 

Mora • 

62 

41 

— 

Oak ..... 

52 

2-9 

6-2 

Spanish Mahogany 

53 

3-2 

4-3 

Teak 

48 

4-7 

6-7 

Walnut ..... 

1 

46 

1 

3-4 

■ 


CHAPTER XXII 


PROPERTIES AND USES OF THE PRINCIPAL VARIETIES OF 
STONE, AND OF CEMENT, CONCRETE, ASPHALTE, ABRA- 
SIVE MATERIALS, ETC. 


Stone 

In mechanical engineering and allied industries, stone is used 
to a limited extent, and only a brief consideration of the subject 
will be attempted. It is important that stone used in engineering 
work should possess certain properties, of which (1) durability, 
(2) hardness, (3) strength, and (4) weight are the chief essentials. 

Durability depends upon th(* chemical composition of the stone, 
its physical structure, the position in which it is placed and the 
nature of the surrounding atmosphere. Sulphuric acid contained in 
the air of towns, and carbonic acid present even in pure air, will 
slowly decompose a stone which consists largely of carbonate of 
lime or carbonate of magnesia. Stones containing much iron may 
be slowly disintegrated by reason of the oxidation of the metal. 
The structure of stone, especially as regards porosity, exercises a 
marked influence on its durability. A porous stone takes up a large 
amount of moisture, which on freezing, expands and disintegrates 
the surface, leaving a fresh portion to be acted upon subsequently. 
The smooth surface of polished marble may withstand atmospheric 
action for many years, whilst chalk, which has the same chemical 
composition, speedily crumbles away. Viewed in this light, it 
follows that a crystalline structure is, as a rule, to be preferred, 
and a close, fine grain may be taken to indicate lasting quality. 
Expansion and contraction, due to a wide variation in temperature, 
may bring about the opening of minute natural cracks or fissures, 
and thus lead to the partial destruction of the stone. Newly-cut 
stone should be seasoned by exposure to the air for some time before 
using, to get rid of the “ quarry sap,” or moisture which exists in 
the stone before removal from the bed in the quarry. It is most 
important that all stone should be placed on its natural bed, that is 
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in the same position as that in which the strata were originally 
deposited. The object is to obtain the maximum strength to resist 
crushing, as well as the maximum resistance to disintegration due 
to the action of frost. All sedimentary rocks have been formed 
in layers, which must be placed at right angles to the direction of 
the pressure which comes upon them. If the load be applied to 
the stone with the laminas vertical, or with the grain “ end on,” its 
crushing strength is considerably reduced. In addition, if built in 
position with the layers parallel to the face of the wall, the stone 
w’ill flake off layer by layer as the result of each succeeding frost. 
In ordinary walling, the laminae are arranged horizontally, but in 
all cases they must be placed wdth their edges a^t right angles to 
the face of the wall. In ar(‘hes, the natural bed must come as 
nearly as possible at right angles to the direction of thrust, and 
perpendicular to the face of the arch. To ascertain if a stone has 
been laid on its natural bed the usual method is to brush away 
any stone dust and pour water on the surface, which, in many 
cases, will cause the lines of stratification to become visible. The 
mason is generally able to “ feel ” the direction of the grain 
when working the surface, but this “ plane of easiest cleavage ” 
does not always coincide with the natural bed. It is often 
extremely difficult, if not impossible, to distinguish the natural 
bed in a block of stone, and it is always best to have the stone 
mark(*d at the quarry. 

Hardness is a property of much importance for mechanical pur- 
poses, especially where stone is exposed to the effects of friction and 
wear, or of running or dripping water. Stone is usually softer in the 
“ green ” state when first quarried, becoming harder wdth seasoning. 
Hardness is the quality w hich more than any other affects the cost 
of the stone in w^orking. For carving, a soft stone would naturally be 
selected, but as a rule the hardest and densest stone, if uniform in 
texture, will be found most suitable for ordinary building and 
mechanical purposes. 

Strength is often regarded as of secondary importance, but it 
should be borne in mind that although stone may be safely used in 
compression, it has very little transverse, and practically no tensile, 
strength. The compressive strength as determined by crushing 
3-inch cubes jn a testing machine, may be regarded as an index of 
general quality, and such tests afford a convenient means of ascer- 
taining the suitability of a stone subjected to any excessive or 
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unusual stresses. The safe load to which stone is subjected in any 
structure should not exceed one-tenth of its ultimate strength as 
determined by experiment, but in practice the actual load is usually 
very much less than this. 

Weight is closely related to the density, and therefore the porosity 
of a stone, the effect of which has already been noticed. It is usual 
to test for porosity or absorption by immersing a sample in water 
for twenty-four hours, and noting the weight of water absorbed. 
The best stones, as a rule, absorb the least water, the average being 
for sandstone 10 per cent., limestone 17 per cent., and granite not 
more than 1 per cent. Weight is very often in itself a useful quality. 
Thus, for retaining walls, piers, columns and marine work, a heavy 
stone is required, whilst for parts which have merely to support 
their own weight, a light stone is to be preferred. 

Classification of Stone. The different varieties of stone used for 
constructional purposes are generally divided into two classes : 
(1) igneous, and (2) aqueous or sedimentary. The igneous rocks y 
such as granite, are of volcanic origin, and have been produced in 
a state of fusion. The sedimentary or stratified rockSy such as sand- 
stone and limestone, have been deposited in water, and subsequently 
subjected to enormous pressure due to the weight of the strata 
above. It has, however, been found more convenient in describing 
the composition, properties, and uses of stone for mechanical pur- 
poses to adopt the following classification : (1) Granites, (2) Slates, 
(3) Sandstones, and (4) Limestones. 

Granite is usually composed of (a) felspar, which is an anhydrous 
silicate of alumina and potash having the composition 
Sie08(K0)2 . AlgOg, ( 6 ) mica, also an anhydrous silicate of alumina 
arid potash of the formula KgH . Al 3 (Si 04 ) 3 , and (c) quartz, or 
anhydrous silica, SiOg, variations in the proportions of these 
constituents producing wide differences in both colour and structure. 
The average proportions are : felspar 40 to 50 per cent., quartz 40 
to 30 per cent., and mica the remainder. Excess of felspar causes 
the rock to decompose rapidly on exposure to the weather, producing 
the china clay or kaolin, a hydrous silicate of alumina of the 
formula AlgOg . 2Si02 . 2 OH 2 , found in Cornwall and Devonshire. 
From this it follows that certain varieties of granite do not with- 
stand the influences of air and water so irresistibly as is commonly 
supposed. The durability depends upon the quantity of quartz, 
and the nature of the felspar. Quartz is a hard, glassy, crystalline 
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variety of silica, and if present in large proportion the granite is 
difficult to work, but will weather well. Mica is present in thin 
scales, which may be detached with a knife. It gives the glistening 
appearance to granite, but is easily decomposed, and is a source of 
weakness. In syenite, which is usually included under the term 
granite, hornblende, which is an anhydrous silicate of lime and 
magnesia, 5(MgCa)0 . bSiOg, takes the place of the mica, and 
imparts a darker colour. Igneous rocks other than granite are of 
little importance for engineering purposes. Granite possesses great 
strength, and will withstand rough usage and enormous wear. It 
is extensively used in engineering works such as docks, piers, break- 
waters, lighthouses, bridges, etc., and is invaluable for any purpose 
where a heavy load is to be carried, or where weight and durability 
are the chief consideration. The harder varieties are also largely 
used for street paving, and for road metal. If of good quality, it is 
not much affected by acids, but the surface is found to suffer 
considerably from the effects of a high temperature. It is capable 
of taking a high polish, and on this account is much employed for 
decorative and monumental purposes. In mechanical engineering, 
it is used for the rollers of crushing mills, and for the runners and 
bed plates -of edge runner mills for treating sugar, tartar, straw, 
paper, oilseeds, etc. The Scotch granites have a high reputation for 
strength, beauty, and durability, the best-known varieties being the 
pink from Peterhead, the grey from Aberdeen, and the black and 
white from Dalbeattie. Cornish and Devonshire granites are mostly 
grey in colour, and are not so highly esteemed as the Scotch. The 
granites from Leicestershire and the Channel Isles are syenitic, and 
being very hard and difficult to dress, are suitable only for paving 
setts. Norwegian granite is now largely imported, and may be had 
in a variety of colours, red, grey, blue, and black. 

Clay is a hydrated silicate of alumina, containing from 45 to 65 per 
cent, silica, 22 to 40 per cent, alumina, and from 5 to 13 per cent, 
water, with small quantities of lime, magnesia, and iron oxide. 
Clay has been derived from the disintegration and decomposition of 
the felspar in granite, gneiss, mica, and slate. Clays are either 
residual^ or transported. The former, of which china clay or kaolin 
is an example, are found overlying the rocks from which they have 
been produced. Transported clays have been deposited under 
water in beds at the bottom of seas, lakes, or estuaries. All ordinary 
brick clays belong to this class. The most important property of 
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clay is its plasticity, which is due to the water combined with the 
silicate of alumina. Some portion of this water is held by absorption 
in the pores of the clay, and may be driven off on heating to 212° F. 
The dried clay may still contain as much as 10 per cent, of water in 
chen/jal combination, and this can only be expelled at a much 
higher temperature, say 1,100° F., the material completely losing 
its plasticity, and becoming hard and rigid. Advantage is taken of 
this property in brick-making, the constituents in presence of the 
flux supplied by the lime being fused into a homogeneous mass 
during burning.” Fireclay does not contain the materials for 
forming a flux, and resists fusion on account of the large proportion 
of silica which it contains, which varies from 65 per cent, in Stour- 
bridge fireclay to as much as 86 per cent, in tliat from Dinas. 
Firebricks are deficient in strength, but withstand the highest 
temperatures, and are much used for lining furnaces and ov(‘ns. 
Glazed bricks are made from fireclay, and have a thin gla;5e on the 
surface, produced by throwing common salt into the kiln during 
burning. At the higli temperature possibl(‘ with firebrick, the salt 
is volatilised, and the vapour combines witli the silicate of alumina 
to form glass, wdiich fills up all the pores and (*overs the surface. 
A similar process is employed for glazing slot^eware, which, however, 
is produced at a temperature sufficiently high to vitrify the mass 
throughout, rendering it quite impervious even when unglazcd. 
The colour of clay is due to the presence of metallic oxides, chiefly 
oxide of iron, a small amount of which on burning imparts a yellow 
colour to .the brick. A rather larger proportion produces the ordinary 
red appearance, and with 8 or 10 per cent, of iron in the clay, 
burning at an intense heat converts the red into the black oxide, 
which combines with tlie silicate to give the dark blue colour 
characteristic of tlie very hard and (huise ^Staffordshire blue bricks so 
much used in engineering work. Devonshire clay, being free from 
iron, is white when burnt, and is therefore particularly suitable for 
pottery, China clay or kaolin (so called from a mountain of that 
name in China), which abounds in Cornwall and Devon, is the purest 
form of clay, having the largest proportion of alumina in its com- 
position, but ordinary potter’s clay contains a variety of impurities. 
To prevent excessive shrinkage and cracking during burning, clay 
for stoneware is mixed with a certain proportion of sand, ground 
flint being incorporated with potter’s clay for the same reason. 
Almost all clays require some preparation for brick-making. Thus 
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both silica and lime must be added to the purer or strongly plastic 
clays, whilst the loamy or sandy clays require lime only, and the 
marls or calcareous clays may sometimes be used without any 
addition. Cla^ puddle is largely used in engineering work for the 
purpose of rendering a structure watertight, as, for instance, in 
lining canals and the embankments of reservoirs. Even in their 
natural condition such clays as those of London and Oxford are 
practically impervious to water. Most clays, however, may be 
utilised for puddle by “ tempering,” or working up the clay with 
water so as to fill every pore. It is upon this power of retaining 
water that the ability of puddle to exclude water depends. 

Slate is a metamorphic rock, i.c., one originally deposited as a fine 
muddy sediment, and subsequently changed or metamorphosed by 
heat and pressure. Common slate is an argillaceous or clay-like 
rock, very compact and fine-grained. It does not readily part 
along the original bed, but may be split quite easily along ‘‘ planes 
of cleavage ” wliich have been caused by intense lateral pressure 
long after tlie rock was consolidated. Slate is hard and tough, and 
should not absorb water to any appreciable extent. Hence its 
value as a roof covering, as in addition it can be obtained very thin 
and light. There are quarries of enormous extent at Penrhyn and 
Llanberis, near Bangor in North Wales, the slates from which are 
either blue or red in colour. Slates from Cumberland and West- 
morland are remarkable for their beautiful green colour and great 
durability, whilst those from Delabole in Cornwall are dark grey. 
The variation in colour is due to the proportion of iron contained. 
Slate slabs from 1 to 3 inches thick, and from 6 to 8 feet long, are 
also produced, and are largely used for many purposes connected 
with engineering and mechanical work. They may be used ‘‘ self- 
faced ” as split from the blocks, or may be sawn to shape or planed 
in a machine similar to a metal planing machine. They may there- 
fore be fitted with great accuracy, and are in considerable demand 
for cisterns, vats, baths, sinks, troughs, shelves, billiard tables, 
mantelpieccvs, flooring, sanitary fittings, etc. Enamelled slate is 
produced by first painting the surface and drying at about 300"^ E. 
in an oven. The enamel is then applied, re-stoved, and afterwards 
rubbed down, the operation being repeated several times, after 
which the slate is polished with rotten stone and varnished. Slate 
has been largely used by electrical engineers for switchboards on 
account of its high insulation qualities. Slate blocks of considerable 
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size can also be obtained, and are sometimes substituted for masonry 
where transverse strength is required. The strength of slate 1 inch 
thick is stated to be equal to that of stone 5 inches thick, and as its 
resistance to shear is also much higher than stone, slate dowels or 
joggles re much used for the joints of heavy masonry. 

Sandstone is composed of grains of quartz or sand cemented 
together by silica, or by carbonate of lime or chalk, with which may 
also be present carbonate of magnesia, alumina, and iron oxide. 
Sandstones are thus divided into two main classes, siliceous and 
calcareous, according to the nature of the cementing material. The 
grains of quartz are practically indestructible, and therefore the 
durability of the stone depends upon the cementing medium. When 
this is of a siliceous nature the stone is more durable than when the 
grains are held together with a calcareous (chalk-like), or an argil- 
laceous (clay-like) substance. If the stone contains much carbonate 
of lime it is rapidly acted upon by the carbonic acid of the atmo- 
sphere, and the grains being loosened, the stone crumbles away. 
The sulphurous and other acids in the smoke of large towns, although 
most destructive to limestone, have little effect on the siliceous 
variety of sandstone, which is exceedingly durable, especially when 
free from oxide of iron. To the latter substance the colour of the 
stone is generally due. Commercjally, sandstone is classified under 
several heads : (1) Thick-bedded, ox freestone, which is the best and 
most homogeneous rock, capable of being broken almost equally 
well against as with the bedding ; (2) flagstones, which have a good 
natural cleavage, caused by plates of mica in the beds, and which 
split readily in the direction of the bedding, forming flags of almost 
any size and thickness ; (3) tilestones, which are thin-bedded flags, 
sometimes used for roofing in place of slates ; (4) grits, which are 
close-grained, strong, and hard sandstones from the “ Millstone 
grit ’’ formation. Having a high resistance to crushing and wear, 
they are much used for engine and machine beds, foundations, sea 
walls, etc., where blocks of large size are required. A hard, compact 
stone quarried at Kenton, Burton, and other places in the neigh- 
bourhood of Newcastle-on-Tyne, is much used for grindstones. A 
special fire-resisting variety, known sls firestone, is in high repute for 
the floors of glass furnaces, etc., for boiler flues, and also for hearths. 
It is a soft calcareous sandstone quarried at Godstone in Surrey, and 
at Wideopen, near Newcastle, and is obtainable in slabs up to 
10 inches thick. The most important deposits of sandstone occur 
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in the carboniferous series* adjoining the coal measures, as at Leeds, 
Bradford, Halifax, Huddersfield, Morley and Wakefield in York- 
shire, at Newcastle-on-Tyne, in Mid-Scotland near Edinburgh in 
the Forest of Dean, etc. The many varieties of Yorkshire sand- 
stone, all of which are strong, and wear and weather well, are known 
under the general term of Yorkstone, or “ Hard York.’’ Craigleith, 
a whitish grey calcareous sandstone quarried near Edinburgh, is 
said to be the most durable sandstone, combining the hardness of 
granite with the beauty of freestone, but the best beds are now 
almost worked out. Mansfield stone, from Nottinghamshire, 
occurs in two varieties, red and white, the former being considered 
the more durable. It can be obtained in large blocks, and is suitable 
for carving and the finest work. A remarkably strong and hard 
Irish sandstone, known as “ Shamrock,” from county Clare, is now 
extensively used. 

Limestone. Several varieties of limestone, such as chalk, marble, 
Portland stone, etc., are composed of nearly pure carbonate of lime 
(CaCOa). Others contain a considerable proportion of carbonate 
of magnesia (MgCOg), and are then known as dolomites, or magne- 
sian limestones. Limestones in which a large proportion of clay is 
present are termed marls. Limestone is either of chemical, or 
organic origin, in the first case being formed by precipitation, and 
in the second from the remains of animals. Carbonate of lime is 
readily attacked by carbonic acid in the presence of moisture, and is 
rapidly decomposed by sulphuric and other acids. Hence, as a rule, 
limestone is not so durable as sandstone, being liable to attack from 
the acid fumes in the atmosphere of large towns. Limestone differs 
greatly in hardness and texture from soft chalk to hard, dense 
marble. For mechanical purposes, five varieties may be distin- 
guished, viz. : (1) compact; (2) granular; (3) shelly; (4) magne- 
sian ; and (5) marble. Compact limestone, such as Kentish rag, 
has a dull earthy appearance, and is devoid of crystalline structure. 
Lias limestone, used for making hydraulic lime, also belongs to this 
class. The chief uses are, however, for road metal, and as a flux 
for blast furnaces and foundry cupolas, also in bleaching, tanning, 
and other industries. Granulxir or oolitic (egg-like) limestone consists 
of grains of carbonate of lime cemented together by the same 
substance. The grains vary greatly in size, from very fine and 
uniform, as in Chilmark, to the large egg-shaped grains of Bath 
stone. This class includes many of the best-known and most 
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Table of Properties of Stone 




Weight per 
cubic foot 

Crushing 

Strength. 

Absorption 
per cent, of 



in lb. 

Ions per 
square foot. 

drj’’ weight. 

Granites : 



. 


Peterhead . 

• • « 

166 

1,200 

0-29 

Corennie 


163 

1,320 

0-42 

Rubislaw (Aberdeen) . 

164 

1,290 

0 09 

Cornish 

. 

162 

1,060 

012 

1 Mount Sorrel (Leicestershire^ 

164 

830 

0*31 

Norwegian . 

. 

168 

1,180 

0-26 

Slates : 





Welsh 

. 

172 

1,200 

0 50 

Sandstones : 





Craigleith . 


146 

560 

3-60 

Scotgate Ash ^ 

. . 

160 

700 

3-40 

LightclifFe . 

. 

150 

820 

2-30 

Elland Edge 
Idle, Bradford 

Yorkshire . 

153 

166 

710 

725 

330 

340 

Morley 

. 

160 

470 

5 00 

Robin Hood 

. • . 

144 

590 

400 

Darley Dale 


148 

()50 

34 

Mansfield (Red) 


143 

590 

44)0 

Forest of Dean (Blue) . 

i 149 

530 

2-70 

Shamrock (Irish) 

186 

2,200 

1*84 

Limestones : 





An caster 


156 

550 

16 

Bath . 


130 

120 

17 

Kentish Rag 


166 

470 

L50 

Portland 


135 

280 

13 

Purbeck 


170 

590 

! 15 

Hop ton Wood 


158 

540 

16 

Magnesian Limestones : 




AnvSton 

. . 

144 

300 

7-50 

Bolsover 

• • • 

152 

480 

i — 

Mansfield (Yellow) 

146 

575 

4-62 

Roche Abbey 

. 

139 

250 

17 

Marbles : 





White Italian 

« • • 

168 

1,4:00 

trace 

Pentelikon . 

• 

169 

1,100 

1 

trace only 
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important building stones of this country. Portland stone, which 
consists of a mass of fossils cemented together by carbonate of lime, 
is very tough and strong, and as it resists the action of water in a 
remarkable manner, it has been much used for docks, sea-walls, 
breakwaters, fortifications, etc. Caen stone, imported from Nor- 
mandy, is invaluable for interior carving, but weathers badly. 
Shelly limestone consists almost entirely of small shells cemented 
together. Purbeck stone, sometimes called marble, and the 
carboniferous limestones from Hopton Wood in Derbyshire, and 
Pateley Bridge in Yorkshire, are examples of this class, and are 
largely used for paving. Magnesian liynestone or dolomite, which is 
an anhydrous carbonate of lime and magnesia, (CaMg). 2 C 03 , 
contains from 15 to 40 per cent, carbonate of magnesia. It is a soft, 
easily worked stone, of yellowish colour, and is fairly durable, 
except when exposed to a sulphurous atmosphere. The principal 
quarries are at Anston, Huddlestone, and Roche Abbey, in York- 
shire ; at Bolsover, in Derbyshire ; and at Mansfield, in Notting- 
hamshire. An important and extensive use of dolomite is for the 
production of the basic lining of the Thomas-Gilchrist steel con- 
verter. Marble is, strictly speaking, a hard compact limestone, 
capable of taking a high polish. True marble is practically pure 
carbonate of lime, CaCOg, but the name is now understood to 
include stones such as serpentine, alabaster, and dolomite, which 
have an entirely different composition. Marble is extensively used 
as a decorative material, as it may be obtained in almost any colour 
and with a great variety of beautiful markings. The colour is 
derived from the presence of metallic oxides, and in “ madrepore ” 
marble the “ figure is due to embedded fossiliferous remains. 
The crushing strength of marble is very high, and the percentage 
of water absorbed is only slight. The handsome varieties are too 
expensive to admit of their use for any but ornamental purposes, but 
the commoner kinds make excellent paving for floors, and the 
rougher material is used as a flux, etc., for chemical purposes, or is 
burnt for lime. Marble finds an extensive application in electrical 
engineering for switchboard work. The presence of veins due to 
metallic substances is objectionable, and preference is therefore 
given to the softer and whiter varieties. Formerly, most of the 
white marble came from Italy and Greece, but of late years a less 
valuable material, only slightly veined, has been largely imported 
from Norway in the form of slabs, suitable for counter tops, switch 
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boards, etc. The polishing process is performed by machinery, 
sand being first used, then pumice stone, followed by rotten stone, 
and finally putty powder. 

Lime, or quicklime, is oxide of calcium, CaO, in a more or less 
pure staue. It is obtained by burning or “ calcining ” limestone, 
chalk, or marble, in a suitable kiln, a red heat continued for a few 
hours sufficing to drive off the whole of the carbonic acid gas, 
thus : — 

CaCOa = CaO + COg. 

The operation is continuous, broken limestone and fuel being 
thrown in at the top of the kiln, and the lime raked out at intervals 
from below. Quicklime possesses caustic properties in a high degree, 
rapidly destroying any organic matter with which it comes in 
contact. It is therefore of great value in agriculture, and is much 
used for disinfecting purposes. It “ slakes,” or combines with 
water with great violence, giving out much heat, and falling into a 
soft white powder, which is hydrate of lime, or as it is termed, 
“ slaked lime,” thus : — 

CaO + OH 2 = CaHgOg. 

Hydrate of lime dissolves in water, forming a solution known as 
“ lime-water,” which rapidly absorbs carbonic acid from the air, 
and is converted back again into carbonate : — 

CaHaOg + COg = CaCOg + OHg. 

The “ setting ” of lime depends on the absorption of CO 2 by the 
calcium hydrate, crystals of carbonate being formed which readily 
adhere to any rough surface. The use of mortar in building 
operations, and of plaster for covering the surface of walls, depends 
upon this action during setting. Limes are classified as follows : 
(1) Pure, rich, or “ fat ” limes, which contain less than 6 per cent, 
of total impurities. Fat lime increases enormously in bulk when 
slaked, but sets slowly, and is deficient in strength, being used only 
for plastering and whitewashing. (2) Poor or lean limes, which 
contain from 15 to 30 per cent, useless impurities. They slake 
slowly, with little increase in bulk, and have all the defects of fat 
lime in addition. (3) Hydraulic limes are produced from limestones 
such as those from the Lias formation (hence termed lias limes), 
containing a mixture of clay, which constituent confers the property 
of hydraulicity. They slake with difficulty, but will set firm’ under 
water as well as in air, and are most useful in damp situations. 
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Mortar is composed of lime and sand, usually in the proportion of 
2 or 3 to 1. The sand is added to promote setting, and to prevent 
excessive shrinkage which would occur with pure lime. 

Portland Cement — so called because when set it bears some 
resemblance to Portland stone — ^is an artificial product prepared 
by calcining and grinding a mixture of clay and chalk. A liquid 
mud or “ slurry,” obtained by grinding together in edge runners or 
pug mills chalk and clay in the proportion of 3 to 1, is passed into a 
large circular tank, in which it is kept moving by revolving beaters 
to effect a thorough mixture. It is next pumped into the upper 
end of a rotary kiln, about 7 feet diameter and 60 or 70 feet long, 
which is lined with firebrick, and set in an inclined position on 
rollers, so that it may be revolved by power at any required speed. 
A jet of gas and air, or of fine coal dust and air is blown in at the 
bottom of the kiln, producing an intensely hot flame, with a 
temperature of 2,500° F. in the region of the lower end. The 
products of combustion, cooled down considerably in traversing 
the length of the kiln, pass out to the chimney at the upper end. In 
this way, water is evaporated from the slurry by gentle heat in the 
upper part, the resulting ‘‘ slip ” being thoroughly dried on reaching 
the middle of the kiln, and subsequently burnt to ‘‘ clinker ” at the 
lower end. The semi-fused clinker is delivered to a second, and 
finally to a third, revolving cylinder, through which cold air is blown, 
and when cool, it is finally converted into cement by grinding to an 
extremely fine powder in a ball mill. Fineness of grinding is now 
regarded as of great importance, and the finer the cement, the 
greater the strength developed. A cement of good quality will 
leave not more than 10 per cent, residue on passing through a sieve of 
170 holes per linear inch, t.6., of 28,900 meshes per square inch. On 
adding water, cement has the property of setting and becoming 
extremely hard, either in air or under water, and as a binding 
material, it is capable of adhering to, and uniting together with 
considerable force, substances with which it comes in contact. 

Varieties of Cement. The chemical composition, as well as the 
physical properties, of ordinary Portland cement is laid down in the 
B.S. Specification of the British Standards Association. However, 
slight manipulation of the chemical composition within the limits 
of the above specification, together with a finer degree of grinding 
of the product made possible by modern grinding machinery, serve 
to produce what is known as rapid hardening Portland cement. Such 
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cements, and the concretes incorporating them, show a rapid gain 
in strength within the first day or two after placing, compared with 
the much more gradual attainment of full strength characteristic of 
ordinary Portland cement. It should be noted that the setting times 
of the cements are similar. It is only the subsequent hardening 
which is accelerated in the rapid hardening variety. What is 
known as high aluminous cement, or ciment fondu, is not a Portland 
cement, in that its chemical composition does not fall within the 
limits laid down for the latter. It contains a higher proportion of 
alumina. During setting aluminous cement evolves a considerable 
amount of heat, and it hardens much more rapidly than ordinary 
Portland cement. Structures built of concrete made with tins 
type of cement are thus enabled to carry their full w^orking 
loads very much sooner than if ordinary cement were used. 
Speedier construction and earlier putting into service are thus 
made possible. 

Concrete may be defined as artificial stone made by mixing cement 
as the matrix, with an aggregate composed of sand, crushed granit(% 
broken stone or brick, etc., water in proper quantity being added 
during thorough mixing, preferably in a machine. The nature and 
proportions of the aggregate depend upon the purpose for which the 
concrete is intended. For medium quality concrete, suitable for 
foundations, walls, arches, ordinary floors, stairs, etc., the propor- 
tions should be 1 cement to 2| of sand, and 5 of aggregate. Concreti‘ 
IS strong in compression, but extremely weak in tension. Concrete 
with steel in th(» form of rods or wdres embeddinl in it is know^n as 
reinforced concrete, the steel being intended to take tensile stress, 
and compensate for the deficiency of concrete in this respect. Very 
extensive use is now made of reinforced concrete for foundations, 
walls, floors, roofs, and buildings, and for bridges, piers and 
engineering structur(*s. 

Asphalte is a natural product, which is mined in the island of 
Sicily, at Val de Tiaveis in Switzerland, and Seyssel in France, at 
Limmer near Hanover in Germany, and in Trinidad and Venezuela. 
It consists of limestone impregnated with mineral bitumen, its 
composition being 80 to 90 per cent, carbonate of lime, with 10 to 
20 per cent, bitumen. The latter substance, which is frequently 
mistaken for gas tar or petroleum refuse, is a natural mineral pitch, 
consisting of 85 per cent, carbon, 12 per cent, hydrogen, and 3 per 
cent, oxygen. It has probably been forced into the rock in a state 
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of vapour under enormous pressure. Asphalte is employed in two 
forms, viz., powder and mastic. The former is obtained by heating 
the pulverised rock at a temperature slightly above the boiling point 
of water. This drives off moisture, and partly liquefies the bitumen, 
which thus acts as a binder to the powdery mass when compressed 
by the blows of therammers used in laying the material. Asphalte 
mastic is prepared by heating finely powdered bituminous rock with 
about 10 per cent, of refined bitumen in a mixing machine. After 
heating to 400° F., the mixture is run into moulds, forming blocks 
of about 56 lb. weight. Asphalte makes excellent roadways, and 
being impervious to water, is used for damp-proof courses laid in the 
walls of buildings, for covering roofs, vaults, and arches, and for 
lining tanks and reservoirs. 

ABRASIVE MATERIALS 

Emery consists of an intimate mixture of corundum (oxide of 
alumina) and magnetite (oxide of iron), which is found in nature 
in North America, Spain, Asia Minor, the islands of the Greek 
Archipelago, etc. Corundum occurs in transparent form as the 
sap 2 )hire, translucent as commercial corundum, and in a black, 
opaque mass as emery. On account of its great hardness, emery 
is extensively employed for grinding and polishing, and may be 
had in the form of powder (flour or grain emery), as emery paper or 
emery clotli, and in the form of solid disc!?, wheels, or bars of various 
shapes and sizes. In the manufacture of wheels, the rock emery as 
imported is finely pulverised and mixed with some glutinous binding 
material. For the so-called “ tanite ” wheel, 75 parts glue are 
steeped in water and melted by gentle heat, 25 parts tannin dissolved 
in methyl alcohol being added, and 600 parts of the finely ground 
emery stirred in and thoroughly incorporated. The mass so obtained 
is subjected to pressure in moulds previously heated to 220° F., and 
then raised to, and maintained at, about 255° F. for some time. 
Both emery and corundum have been used in this way for many 
years, but both these substances are found to vary very much in 
quality, and the supply shows signs of diminishing. 

Artificial Substitutes for Emery have lately come into extensive 
use, the chief of which are carborundum and alundum. The former 
is a carbide of silicon (SiC), containing 68 per cent, silicon, 30 per 
cent, carbon, and the rest lime, alumina and oxide of iron. It is 



256 


MECHANICAL TECHNOLOGY 


produced by fusing together in an electric furnace at a temperature 
of about 4,000° F. a mixture of sand, coke, sawdust, and salt. The 




Fig. 118 . — -Electric Furnace for Manufacture of Carborundum. 


Carborundum Co. has erected a large works at Niagara Falls, 
operating with current furnished by the hydraulic power plants of 



Fig. 119, — ^Electric Furnace for Manufacture of Carborundum. 

Niagara. The general arrangement of the furnace is shown in 
section (Fig, 118), and in the illustration (Fig. 119). The end walls, 
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of highly refractory brickwork, support the carbon electrodes, E, 
which, to the number of about twenty-five, take the form of square 
bars grouped together. Between the separate bars are fixed plates 
of copper, to which the cables, K, carrying the electric current are 
connected. The mixture of sand, coke, sawdust and salt is seen at 
M. The latter substance is introduced to remove impurities, such 
as iron, the resulting chlorides being driven off by volatilisation at 
the high temperature. A core of carbon, C, broken up into small 
pieces, is arranged in the centre of the mass, and is brought into 
thorough contact with the electrodes by embedding the latter in 
powdered charcoal at P. The furnace carries a current of 2,000 
electrical horse-power, which is run for thirty-six hours. The 
arc produced between the electrodes causes the silica (SiOg), con- 
tained in the sand to unite with the carbon, thus : — 

SiOg + 3 C = SiC + 2 CO. 

A section of the furnace at the close of the operation is shown at 
(d) (Fig. 118 ), in which will be seen the carbon core surrounded by a 
layer of graphite, with the crystalline carbide of silicon (carbo- 
rundum), and the so-called ‘‘ white mass ” of amorphous carbide 
of silicon on the outside, being the portion of the mixture remain- 
ing unaffected. Cry stolon is the name given by the Norton Co., 
the well-known American makers of grinding wheels, to a carbide 
of silicon product of their manufacture, which closely resembles 
carborundum in its properties and method of preparation. In 
Germany, the same substance is known by the names of carbosilite 
and electrorubin. Crystolon, being extremely hard and brittle, is 
highly efficient for grinding and polishing materials of low tensile 
strength, such as cast iron (ordinary or chilled), brass, bronze, 
marble, granite, pearl, etc. Alundum is manufactured by the 
Norton Co., of Worcester, Mass., U.S.A., who have a large electric 
furnace plant at Niagara Falls for the purpose. It is a crystalline 
form of oxide of alumina (AI2O3), prepared from bauxite. Its 
chemical composition is the same as that of the ruby, which is the 
hardest natural substance next to the diamond. It is regarded as 
specially suitable for grinding material of high tensile strength, 
particularly steel of all kinds. Ahxite is a similar aluminium oxide 
product of the Carborundum Company. Alundum and aloxite 
wheels have proved of great value in precision and tool grinding in 
engineering workshops. 
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Hardness of Abrasive Substances 


Substanct' 


Diamond 

Carbide of Silicon 

Carborundum 

Alundum . 

Aloxite 

Electrite 

Diamantine 


How 

formed. 


natural 


Specific 

Gravity. 


Hard- 

ness 

on 

Mohs’ 

scale. 


3-5 


10 


artificial 




312 


9*5 


artificial 


3-9 to 4-3 


9-25 


Will 

Cut 

Glass 


Corundum . 

Sapphire . 

Ruby 

Topaz 

Emerald 

Emery (Naxos) . 

,, (Asia Minor) 


natural 

3*9 to 4-3 

natural 

2*8 to 3-5 

natural 

3-9 to 4-3 

natural 

3-9 to 4-3 


Will 

Scratch 

Glass 


Quartz 

Flint 

Agate 


natural 


2 (> 


7 


/ 


An ordinary File . 
Common Window Glass. 


6-5 

5-5 


Characteristics of Grinding Wheels. Abrasive wheels are used 
for an immense variety of purposes, to meet which a wide range of 
different qualities, shapes, and sizes is required. 

There are two distinguishing characteristics, viz., fineness and 
hardness, either or both of which admit of variation in adapting 
the wheel to the class of work to be done. The fineness, or grain 
size of the grinding material, is expressed by the number of threads 
per linear inch of the sieve through which the grains will pass, and 
this number is referred to as the “ grit,” or ‘‘ grain,” of the wheel. 
Thus, No. 30 is a grain which will pass through a sieve having thirty 
threads to the inch, but will be retained by one having thirty-six 
to the inch, the next finer standard size. (As now standardised, 
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sieve numbers do not denote the exact number of threads to the 
inch, but approximate thereto.) The grains of abrasives are pre- 
pared in all sizes from No. 6 (very coarse) to No. 240 (very fine). 
Grains finer than 240 are called powder, or flour, and are graded by 
settlement out of suspension in water. 


Standard Grain Sizes for Abrasive Wheels 


Very 

coarse. 

(^oarse 

Meclitim. 

Fine. 

1 

Very fine 1 

■ ! 

Flour Sizes. 

6 

12 

30 

70 

150 

280 

8 

14 

36 

80 

1 , 

380 

10 

16 

40 

90 

' 220 

400 

— 

20 

50 

100 

1 240 1 

500 


24 

60 

j 120 

IlF, 2F, 3F. 

600 


In compounding wheel mixes, combinations of grit are sometimes 
employed. These are denoted by a three-figure number, in which 
the first two numbers refer to the basic grit sizes, whilst the third 
number denotes the percentage of the finer grits in the composition. 
Common combinations, chiefly used for cylindrical grinding, are : 
141, 301, 361, 401, 246 and 366. 

Two considerations govern the selection of the proper grit for 
any piece of work, viz., the smoothness of finish required, and the 
amount of material to be removed in a given time. 

The Smoothness of Surface produced by abrasives of different 
degrees of fineness may be compared to that left by files, as follows : — 

8 to 10 produce a surface similar to that left by a rasp for wood. 


16 „ 20 



a rough file. 

24 „ 30 



middle cut file 

36 „ 40 


,, 

bastard „ 

50 „ 60 



second cut „ 

70 „ 80 


>> 

smooth „ 

90 „ 100 



superfine „ 

120 



dead-smooth „ 


Hardness, as applied to grinding wheels, is understood to refer to 
the quality of resistance to disintegration. To form a wheel, the 
sharp, angular particles of the abrasive, or “ grit,’’ must be embedded 
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in some binding material, or “ bond/’ for cementing them together. 
After the particles have become dulled by the act of grinding, they 
must be allowed to break away in order to keep the wheel sharp. 
The longer the particles are retained, the duller they become, and 
the gre fcer the pressure required to make the wheel cut. The hold, 
or grip of the bond upon the grits, is accepted as equivalent to 
hardness, and the term grade refers to the degree of resistance to 
the breaking out of the particles possessed by the wheel. Different 
grades are obtained by varying the nature of the binding material 
used to hold the grains together. 

The various processes of manufacture are distinguished chiefly by 
the substance employed to cement the grains together. The 
essential feature of the “ bond ” is that it shall wear away about as 
fast as the grains themselves, so as not to remain projecting beyond 
the true surface of the wheel when the grains are detached, nor to 
combine with the cuttings of the material operated upon to form a 
glaze. At the same time, it must not be affected by water, or by the 
heat produced by grinding, and it must be sufficiently strong to with- 
stand the centrifugal force due to the high speed at which the wheel 
must be run. The various cementing materials in more or less 
successful use are : (1) common glue hardened with tannin, as in the 
“ tanite ” wheel ; (2) vulcanite, or hard rubber ; (3) asphaltum ; 
(4) celluloid ; (5) shellac ; (6) silicate (?.e., a mixture of silicate 
of soda and chloride of calcium) ; (7) synthetic resin ; (8) ceramics. 

It must be admitted that wheels produced by either of the first 
five process,es (known as cornposition wheels) are liable to the defect 
of gumming or glazing, as the bond takes little or no part in the 
operation of grinding. A more scientific and efficient process is to 
employ a cementing substance which may be fused or burnt during 
manufacture, and which therefore possesses some value as an abra- 
sive. Vitrified wheels produced in thi^ way are porous, and easily 
penetrated by water without being injuriously affected. As all 
grinding should, whenever possible, be performed wet, this is a very 
valuable property. For grinding chilled iron or hardened steel rolls, 
or for finely finished and highly polished surfaces, the quality of 
elasticity is indispensable, and it has been found that this is best 
attained with wheels made by the shellac process, and therefore 
known as elastic wheels. 

Carborundum and similar wheels are produced by four different 
processes known as vitrified, silicate, elastic, and synthetic resin 
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Grade Scale for Degree of Hardness of Grinding Wheels 
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Corundum 
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Alundum 

and 
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All 
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Carborundum and Aloxite. 
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Rubber 

Bond 
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Bond 

Synthetic 
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Bond 
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soft. 

A, B 

— 

— 

- 


— 

Veiy soft . 

- 
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— 

10 

17 

Soft 
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F, G 
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Medium 
' soft. 

H, 1. 

J, K 

- 

- 


.1. 4, T) 

1, 2 

— 

1 Medium 

L, M, N 

L, M.N.Ol I, J, K. 

L, M 

E, F 

6. 7, 8, 9, 10 

Medium 

hard 

G, F. Q, 
R, N 

- 

__ 

B, C. I) 

- 

Haid 


P, Q, H, wS 

F, G, H 

3, 4, 5 

\''ery hard 


T, U. W, Z 

D. E 

- 

— 

— 

Extremely 

hard. 

X, Y, Z 




1 


bonds. The vitrified wheel has proved superior tor most grinding 
operations, and the majority of wheels are now^ made in this way. 
The grit is mixed with bonding clay of the proper consistency, is run 
into moulds, and when sufficiently dry to handle, the wheels are 
placed in a kiln and subjected to the temperature at which the 
bond vitrifies, for a period of from six to twenty days, depending 
on the size. In the silicate process the bond and grain are mixed, 
and while in a plastic state are tamped into iron moulds, and baked 
at a low temperature. For tool and knife sharpening, silicate 
wheels answer well, and the process is generally adopted for wheels 
of large size. Elastic wheels made by the shellac process are especi- 
ally useful where highly-polished surfaces are required, or for 
operations in which wheels with thin sharp edges are necessary. 
Resin-bonded wheels of wide face are extensively used for snagging 
of steel castings, and the finishing of cams and rollers requiring a 
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high degree of finish. Thin wheels of this bond are used for cutting 
off bar stock of steel and other materials. 

A wheel from which the particles are easily detached is called 
soft, and for emery, corundum, alundum and crystolon wheels the 
grade from soft to hard is denoted by letters, A being extremely soft, 
M medium grade, and Z extremely hard, as shown in the table on 
p. 261. The Carborundum Co. have, however, adopted the reverse 
nomenclature, and in certain of their bonds use grade numbers 
instead of letters. 

In connection with the table on p. 261, it should be clearly under- 
stood that the classification of the several materials into their 
grades is that of the makers, and no inference concerning their 
relative hardnesses is justified. For example, Grade Z emery is not 
necessarily harder than Grade T alundum, or Grade E aloxite. 

Letters in juxtaposition are referred to as degrees harder or 
softer , thus L is one degree softer than M, and 0 is two degrees 
harder than M on the emery scale. The Carborundum Company 
introduce half-degrees, denoting them by a plus sign added to the 
letter. For example, G + would be half a degree harder than G and 
half a degree softer than F. 

Selection of Proper Grain and Grade. The proper degree of 
coarseness and hardness can only be determined by trial. As a 
general rule, a hard wheel acts slowly, and tends to become “ glazed,’’ 
or clogged with particles of the material being ground. On the 
other hand, a soft wheel cuts rapidly, the particles being abraded, 
and a fresh surface of the wheel exposed. The speed at which the 
wheel is run is a matter of great importance. If too high, the wheel 
will glaze and the work become heated, and if run too slowly, the 
wheel wears away rapidly, doing little work. In practice, the peri- 
pheral speeds of grinding wheels vary between fairly wide limits, 
according to the character of the operation for which they are 
employed. The speeds mainly used lie between the limits of 
4,000 and 7,000 feet per minute, but for certain operations they may 
fall to 2,000 or rise to 9,000 or more feet per minute. The grits, 
grades and structures recommended by the makers of abrasive 
wheels for specific grinding operations are based on the assumption 
that speeds approximating to those also recommended for the 
processes will be used. Speeds other than these would call for 
different wheels. If any particular grinding operation is to be 
carried out in the most satisfactory manner, due consideration 
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must be given to all the variables, the grit, grade, bond, structure 
and speed, in their interdependent aspect. 

Hones and Oilstones used in setting the edges of cutting tools 
belong to the class of sandstones. The name oilstone is derived 
from th' fact that oil must be used to float off the fine particles of 
steel removed from the tool in sharpening, in order to prevent 
filling up the minute pores of the stone, the oil must not be allowed 
to coagulate upon the surface of the stone, or it will considerably 
diminish, if not altogether destroy, the cutting action. This is due 
to the small, sharp-pointed grains or crystals of silica, which are 
hexagonal in form, and being harder than steel, will cut away and 
sharpen hardened steel tools. A number of varieties of natural 
oilstone have been put upon the market, differing widely in abrading 
power or rapidity of cutting, and as a general rule it may be stated 
that fast cutting ’ is almost synonymous with coarseness of 
edge ” produced. An oilstone must be of uniform texture and of 
even grain throughout, as, unless it wears quite evenly, it cannot 
produce a smooth, unscored edge. Thin veins of quartz are some- 
times present, which are harder than the stone itself, and therefore 
wear away less rapidly, with the result that the cutting edge of the 
tool may be badly scored. The chief varieties of oilstone in use are 
as follows : (1) WashiUi, found at Hot Springs, Arkansas, U.S.A. 
This stone resembles carved marble in appearance, but is really a 
hard compact white sandstone, being composed of nearly pure 
silica. The best stone is very porous, of uniform texture and 
perfect crystallisation. The poorer grades are vitreous, or “ glassy,’' 
rendering the stone almost worthless. For joiners’ and wood- 
workers’ tools, in which quick cutting rather than fineness of edge 
is the chief desideratum, Washita is much in request. (2) Turkey 
Stone is quarried in Asia Minor, and is a very fine close-grained 
stone, containing about 75 per cent, of silica, intimately blended 
with about 25 per cent, calcite. The colour ranges from white to 
very dark grey, and may be of several shades in one and the same 
piece. It possesses exceptional abrading qualities, and will cut the 
hardest steel with very little pressure, but is incapable of imparting 
a very fine edge. It is very variable in quality, and although 
expensive, is difficult to obtain of serviceable size without seams or 
flaws. (3) Charrdey Forest Stone, found near Mount Sorrel, in 
Leicestershire, is dark grey or greenish in colour, with red markings, 
and is much less costly than Washita or Turkey. It is of medium 
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cutting quality, but gives a tolerably fine edge, and answers well for 
woodworking tools. (4) Arkansas is composed of pure silica, and 
is found in the same district as Washita, which it resembles, but is 
more compact, of much finer grain, harder and more transparent. 
It is much the best stone for sharpening very fine edge-tools, such 
as those used by engravers, surgical instruments, etc., and it will 
both cut and polish the hardest metals. The rock is difficult to 
quarry, being badly cracked and streaked with quartz, so that only 
a very small proportion of pure, sound stone can be obtained, and 
that of comparatively small size. Arkansas is consequently very 
costly, or at least four times more so than Turkey. (5) Belgian Hone 
is largely used for fine cutlery, razors, etc. It is a fine soft-gritted 
stone, capable of imparting a keen, lasting edge. It is full of coloured 
veins or spots, which distinguish it from other varieties, but do not 
in any way affect its sharpening qualities. {0) German Hone 
consists of a thin ‘‘ rubber ” of very soft yellow-green stone cemented 
upon a thin layer of somewhat harder stone of a dark blue colour. 
Its use is limited to setting razors, to which it readily gives the 
smooth, “gummy” edge so much desired. (7) Scotch Hone, or 
Water-of~Ayr Stone, is used with water instead of oil, and must be 
kept constantly wet to preserve its good qualities. It is used to 
some extent by carpenters, tool-makers, instrument makers and 
opticians, but largely for polishing marble, lithographic stones, etc. 
(8) Chocolate Stone, and one or two other similar varieties of fine 
gritted sandstone, quarried in Indiana, U.S.A., may be used dry, 
or with either oil or water, with equally good results. They are 
much softer than Washita, and wear away much faster, but leave a 
fairly fine edge. (9) Artifcial Oilstones, such as India Stone, which 
is made from corundum, and those produced by the Carborundum 
Company, are specially suitable and convenient for engineers’ use, 
the grit and grade being adapted for sharpening lathe and planer 
tools, milling cutters, drills, reamers, etc., or for any other purpose. 

ASBESTOS, from the Greek signifying “ incombustible,” is a 
highly fibrous mineral, more nearly resembling silk than stone. It 
is said to melt at about 2,800° F., and its application in the industries 
is due to its incombustible nature, and to its properties as an 
insulator of both heat and electricity. As a packing and jointing 
material, especially for high temperatures, it is almost without a 
rival, and forms the basis of many well-known preparations. 
Asbestos is occasionally found as a deposit in some of the oldest 
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rocks which form the earth’s surface, such as hornblende or amphi- 
bole, augite, mica, chrysolite, and serpentine. Like the rocks 
which surround it, asbestos is mainly composed of silicate of mag- 
nesia SiOgMg, together with some lime, alumina and iron. Its 
colour varies from yellow or brown to green or blue, although some 
varieties are snowy white. It is usual to classify asbestos either 
as of amphibole or chrysolite variety, the difference being chiefly 
in the amount and condition of the water contained. The amphibole 
variety contains about 5 per cent, of water, all of which is in com- 
bination, whereas in chrysolite about 15 per cent, of water is present, 
of which 3 per cent, is hygroscopic or free. It follows that when 
heated to 1,200° F., the strength and other properties of chrysolitic 
asbestos are seriously affected, whilst on the other hand, the amphi- 
bole variety can withstand a temperature nearly twice as high. 
Unfortunately, the fibre of amphibole asbestos is invariably so 
brittle that it cannot be spun or woven, and for commercial purposes 
this variety is of comparatively little value. Very large and abun- 
dant deposits of chrysolite asbestos have been discotered in various 
parts of the world, the quality being tough, with long silky textur<% 
and capable of being spun and woven with ease. The present 
sources of supply are the Italian Alps, Russia, Canada, and South 
Africa, of which the two latter are by far the most important. The 
Cape asbestos is long, soft and very flexible, and is of a beautiful 
blue colour due to the presence of a certain amount of oxide of iron 
This is said to render blue asbestos unsuitable for electrical purposes. 
The asbestos-bearing rock, which is mined in open pits, is first 
crushed or disintegrated, and then “ cobbed ” by hammering and 
screening, and assorted by means of packing belts into three classes : 
(1) long fibre for spinning and weaving, (2) short fibre for millboard 
and similar uses, and (3) residue or powder, which is utilised for 
cement, paint, pipe and boiler coverings, etc. Under each of 
these heads, the various applications of asbestos are exceedingly 
numerous. As a fire-resisting material in the form of double 
boarding for safety curtains in theatres, partition walls, firemen’s 
and electricians’ gloves and clothing, lamp wicks, lumps for gas 
fires, and as a paint for wooden structures, it is very largely used. 
For jointing steam and water pipes, it is supplied in the form of 
millboard, or in rings, with rubber, wire gauze or thin sheet metal 
insertion, to give the necessary strength and durability. In com- 
bination with rubber, it is also extensively used for piston and 
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valve rod packing, and also for glands, cocks, etc., a form which, 
with the increasing use of superheated steam, has almost displaced 
all others. As a heat-insulating material, it is employed in two 
forms, either as a ‘‘ sectional ” covering for steam pipes, boilers, 
etc., or as a cement for large or flat surfaces. In the first case, 
asbestos fibre mixed with carbonate of magnesia is moulded into 
half cylinders, which being held together by an outer covering of 
canvas can be clasped round the pipe, and secured in position by 
means of flexible steel bands provided with buckles. Asbestos 
cement is a mixture of residue with infusorial earth (kieselguhr), 
itself a bad conductor, to which felt refuse is added as a binder. 
This may be made into a paste by the addition of water, and plas- 
tered over the surface to be protected. Asbestos has also proved a 
valuable material for electrical purposes, being a good insulator and 
at the same time non-inflammable. Bricks, tiles, slabs, and slates 
of asbestos for walls, ceilings, partitions, roofs, etc., are now largely 
used in fireproof building construction. The slates are much lighter 
than ordinary* slates, and can be sawn, nailed, and painted quite 
readily. Ualite is composed of asbestos fibre cemented together 
by a mineral glue, and pressed into sheets or slabs of two kinds, 
hard and soft. The hard \ariety is intended for external work, 
partitions, etc., and the soft for insulation, jointing, fire-resisting 
doors, etc. 

Friction Fabrics for use as brake and clutch linings are largely 
based on asbestos. Herbert Frood is credited with having first 
made brake blocks of fabric about 1900. Modern friction fabrics 
fall into two main classes — those based on cotton and those based 
on asbestos. Both consist of a woven cloth impregnated with a 
suitable saturant and then subjected to moulding to the desired 
shape in steel dies under a pressure of about 15 tons per square inch. 

At normal and moderate temperatures a cotton-base fabric shows 
a high degree of superiority over an asbestos-base fabric in respect 
of both frictional and wearing properties. Cotton-base fabric, 
however, suffers the serious limitation that at temperatures above 
180° F. the material begins to lose its nature and burn away. Since 
in practice it is impossible to ensure that under general working 
conditions the temperature generated in friction clutches and brakes 
shall never exceed this figure, the use of cotton fabrics must be 
confined to applications where intelligent control safeguards its 
abuse. For general purposes a fireproof asbestos-base fabric is 
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almost essential, despite its poorer frictional and wearing properties. 
The comparative durability figures of cotton fabric, asbestos fabric 
and cast iron under identical rubbing conditions at 180° F. are 
26, 12 and 1 respectively. At higher temperatures cotton falls out 
of the comparison, and though asbestos fabric wears more rapidly 
than at the lower temperature it continues to show a greater 
durability than cast iron. 

In the manufacture of asbestos friction fabrics there is a tempta- 
tion to incorporate cotton with the asbestos, not only to improve 
the spinning properties of the latter, but to take advantage of the 
former’s enhanced frictional and wear performance. Except in the 
smallest quantities the presence of cotton is liable to lead to disinte- 
gration if severe overheating occurs due to an emergency arising. 
Asbestos possesses only a comparatively low fibre strength, but if 
fabric manufacture be confined to the use of long white fibres — 
5 to 6 inches in length — a moderately strong yarn can be produced. 
The yarn is usually spun upon a brass wire core, the objects being : 
(1) to strengthen the yarn and thus the fabric, (2) to facilitate the 
conduction of heat away from the friction surface, and (3) to improve 
the hold of fixing bolts or rivets on the fabric. Traces of oil or 
graphite do not affect the fabric detrimentally, but if intended for 
use under oily conditions, a fabric bonded with a special oil-resisting 
saturant is preferable. It is generally accepted that cast iron is the 
most satisfactory metallic surface to use with friction fabric, though 
in many applications considerations of strength and toughness may 
preclude its use except as a liner backed up with steel or a non- 
ferrous alloy. Non-ferrous metals themselves are not recommended 
for direct use against the fabric. 

By employing a saturant of the nature of a synthetic resin, an 
asbestos-base friction material is produced which is practically 
incompressible under the normal pressures and temperatures 
encountered in braking. This material will easily carry a pressure 
of 300 lb. per square inch at a temperature of some 400° P. Above 
this temperature surface carbonisation is liable to occur accom- 
panied by a fall in both friction coefficient and wear resistance, but 
on the restoration of normal conditions normal properties will 
re-establish themselves. Another variety of friction material of a 
composite nature meets the severe conditions met with in friction 
drives employing what is virtually line contact producing concen- 
trated crushing stress. This material is of the nature of hard 
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rubber but has a foundation of asbestos fibre. Accessible technical 
information to serve as a guide in the design of a friction fabric 
brake would appear to be almost nil. But a figure which seems to 
agree with current practice might be given here. The product of 
the intensity of pressure in lb. per square inch and the rubbing 
speed in feet per minute should not exceed 50,000 or there- 
abouts. 

GLASS is a silicate of at least two metals of different groups, one 
of which must be an alkahne metal. The alkaline silicates possess 
the property when fused at a high temperature of dissolving a con- 
siderable quantity of silica. Glass is thus a mixture of various 
insoluble silicates with excess of silica. Two principal varieties of 
glass are recognised commercially, viz. : (1) glass composed of 
silica, alkali, and lime, of which crown and 'plate glass are examples, 
and (2) glass containing a large proportion of lead silicate, as in the 
case of fiint glass. It is found that lead increases the fusibility, and 
renders the glass denser and more lustrous. Common green bottle 
glass contains a large amount of silicate of iron, to which the colour 
is due. For colourless glass it is essential that no iron should be 
present, and plate glass, for instance, ihust be made of the purest 
materials. The process of glass manufacture is, in principle, 
exceedingly simple. Silica in the form of sand is heated with 
carbonate of potash or soda, and either slaked lime or lead oxide. 
These ingredients, termed “ frit,’' fuse and combine together at a 
high temperature, say 2,700° F., the melted mass of ‘‘metal” 
becoming perfectly clear and extremely fluid. The melting is 
effected in large crucibles or “ pots ” of refractory fireclay, each 
containing about 22 cwts. About one-third of the whole charge is 
always composed of broken or waste glass, which is known as 
“ cullet.” The molten mass on cooling gradually assumes a soft 
pasty condition of which advantage is taken by the workman in the 
operation of “ blowing." A lump weighing about 20 lb. is collected 
on the end of the blowpipe, which is an iron tube, 5 or 6 feet long, 
provided with a wooden mouthpiece. By blowing, the lump is 
enlarged into a flask-like vessel, the shape of which depends upon 
the position in whicfl it is held, and the velocity of rotation of the 
tube, which is kept constantly turning. Glass is classified as crowny 
sheet, or plate. Crown glass is made in large circular tables, the large 
globular flask produced by blowing being transferred from the blow- 
pipe to the end of an iron rod, which is rotated with such rapidity 
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that by centrifugal force the flask presented to the heat of the 
furnace is made to assume the form of a thin flat disc or ‘‘ table.” 
This is laid on a support, and after cutting off the rod, is removed 
to the annealing furnace, and allowed to cool slowly. The “ bull’s 
eye ” o^ bullion formed at the point of attachment of the rod is 
removed on cutting up the disc, the resulting pieces being about 
16 inches X 12 inches. In addition to the limited size, crown glass 
is not regular in surface or thickness, often showing circular wave- 
like markings, and very little is now manufactured. In making 
sheet glass, a globe is first produced by blowing, and is then opened 
and expanded into a large cylinder. After removal from the rod, 
the neck portion is cut off, and the cylinder split up longitudinally 
by a diamond. Tlie cylinder with the split side upwards is placed 
in the flattening kiln, and on softening by heat, it gradually opens 
out and falls flat upon the table. As in all processes of glass manu- 
facture, it is finally annealed. The thickness of sheet glass used for 
window glazing, picture framing, etc., is expressed as the weight in 
ounces per square foot, the standard thicknesses being 16, 21, 26, 32, 
36, and 42 ozs. The actual thickness of 21 ozs. may be taken at 
inch, and the others in proportion. The stock size for medium 
thicknesses is about 4 feet x 3 feet. Platte glass is made by pouring 
out white-hot glass on a flat cast iron table, a roller of the full width 
being passed over the surface. When solidification has just taken 
place, the plate is taken to the annealing furnace, on removal from 
which it is known as rough cast plate, the material so much used for 
glazing the. roofs of railway stations, etc. The surface is very 
uneven and the glass lacks transparency, requiring to be ground and 
polished for the best work, such as shop windows, etc. It is then 
described as polished plate, and can be obtained in any thickness 
from j'g inch up to 1 inch, and in sizes up to 100 feet super for the 
standard thickness of I inch. Different colours may be com- 
mumcated to glass by certain metallic oxides. Gold, for instance, 
gives a ruby colour ; oxide of cobalt, blue ; chromium oxide, 
emerald green ; ferric oxide, orange ; uranic oxide, yellow green ; 
tin oxide, opaque white, etc. Opalescent glass for lamp shades, 
thermometer scales, etc., is made by the ^addition of sodium 
fluoride. 

Glass tubing is produced by forming a thick hollow bulb on the 
end of a rod, when a working rod is attached to the other end, and 
the two rods drawn apart, extending the bulb into a tube. Gauge 
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glasses for steam boilers, engine fittings, etc., which have to resist 
internal pressure must be made of specially selected materials, and 
must, above all, be carefully annealed. 

Safety Glass. With the growth of motoring, and the increase in 
attendant accidents, the need was felt for a material to replace 
ordinary glass which, while being transparent and rigid, should be 
unsplinterable under shock or blow. This need was met by the 
invention of safety glass, the best known variety of which is probably 
Triplex, In its construction a sheet of celluloid is sandwiched 
between two panes of sheet or plate glass, the assembly being 
consolidated by the agency of a gelatine cementing of the contacting 
surfaces. Under a blow the glass sheets of this composite material 
‘‘ craze ” but do not “ fly,’’ the pieces being held by the celluloid. 
The light transmissivity of safety glass is somewhat less than that 
of plain glass, but is not seriously so. In making safety glass both 
the glass and the celluloid are first carefully inspected for flaws. 
The material is then cut to shape, templates being used to ensure 
getting accurate sizes. The glass is cut by diamond and the 
celluloid by a needle. In the cutting operation an allowance is made 
for subsequent grinding of the edges. During the handling 
involved, care is taken that no two surfaces rub upon each other. 
The glass sheets are first thoroughly washed by spraying with warm 
water, and dried. They then have one side brushed with an “ aid,” 
the function of which is to ensure that the gelatine, which is next 
applied by spraying, shall adhere to the glass surface. The gelatine 
coating having been sprayed on, it is “ fixed ” with a special enamel 
under regulated temperature and humidity conditions, and is then 
hardened in a tunnel kiln. The assembling of two sheets of glass 
and a sheet of celluloid into a sandwich takes place in a special 
conveyor arrangement. A conveyor band is doubled into a V-shape, 
and on each leg of the V, facing inwards, are a series of vertically 
disposed wooden rollers. Two sheets of glass, cemented surfaces 
facing inwards towards each other, are placed so as to lean on the 
rollers, and themselves form a V. A sheet of celluloid is dropped 
between these panes of glass. As the conveyor moves forward a 
spray of warm fluid softens the gelatine on the glass, and the V of 
the conveyor band gradually closes, bringing the glass and celluloid 
surfaces into contact. The assembly is passed through rubber 
rollers to squeeze out the surplus fluid, and the final adherence is 
brought about by pressing between millboards in a heated press ior 
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a definite time. The edges are then ground to size on carborundum 
wheels. To seal the safety glass against the ingress of moisture, a 
hot wheel grooves out the celluloid edge to a depth of about J inch, 
and the groove so formed is sealed with a special pitch. 

A va:‘3ty of safety glass, the safe properties of which are differ- 
ently contrived than in the case of the sandwich type described 
above, is produced by Messrs. Pilkington Brothers, of St. Helens, 
and is know as “ Armourplate ” glass. The mechanism by which 
ordinary glass fractures under bending is that the tensile stress, a 
maximum at the surface, initiates a crack there which rapidly 
propagates itself through the thickness. (This tendency for an 
initiated crack to propagate itself through glass is actually exploited 
in the cutting of ordinary glass with a diamond.) Armourplate 
glass is manufactured from single sheets of ordinary polished plate 
glass by a special process of heat-treatment. No organic interlayer 
is introduced as in sandwich glass, so that there is no reduction in 
transparency, nor a tendency to discolour with age. The heat- 
treatment employed is virtually chilling. The glass is initially 
heated uniformly up to its softening temperature, and the surfaces 
are then cooled suddenly. As glass is a poor conductor of heat the 
cooling effect is not immediately communicated to the core. The 
cooled surface skin is able to contract naturally, free from restraint 
by the plastic core. Eventually the core itself cools down and 
contracts. The already cool surface layers are thereby put into a 
state of compression. Thus, when a piece of such glass is subjected 
to bending, the existing compressive stress in the convexed surface 
layer must first be neutralised before it can suffer tensile stress. A 
greater degree of flexure can therefore be tolerated before the 
breaking stress in tension is reached. In effect the sheet of glass 
has been given a greater safe limit of bending, and a tension crack 
is not so readily initiated at the surface. Whereas ordinary plate 
glass, when fractured, flies into large splinters with razor-sharp 
edges liable to cause serious injury, Armourplate glass shatters far 
less violently and disintegrates into innumerable small pieces neither 
large enough nor sharp enough to cause serious injury. The 
fragments are almost rectangular, about the size of a pea, and can 
be handled without fear of cuts. This glass also shows more 
resistance to sudden changes of temperature than ordinary glass. 
It cannot be cut with a diamond, nor drilled, nor the surface worked 
in any way, otherwise complete disintegration will occur. 
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Refractory Materials 

In a general sense, the refractoriness of a material expresses its 
degree of resistance to change under the action of heat. But from 
the technological point of view this is too vague, since no account is 
being taken of the atmosphere in which the heating occurs, nor 
whether other materials, capable of influencing the behaviour of 
the material in question, are present or not. The term requires 
more specific definition, thus. Refractories are materials which are 
sufficiently resistant to heat changes under the conditions to which 
they will be exposed, to give satisfactory service when fabricated 
into furnace linings, flues, retorts, kilns, crucibles and the like. 
The material may be called upon to resist the abrasive action of hot 
flue gases and flue dust, or the scouring and chemical actions of 
molten metals and slags in addition to heat action. A material may, 
under some conditions, be a satisfactory refractory, and yet, under 
other conditions, prove not to be so. Technologically, the mere 
statement that a certain refractory brick will stand a certain 
temperature is of little significance. The rate of heating and the 
surrounding atmosphere should at least be specified. Since many 
refractories are called upon to work in the presence of chemical 
activity, they are usefully classified according to their chemical 
attitude towards other substances. All materials may be classed 
as either acid, neutral or basic. The characteristic of an acid 
substance is that it will combine with a basic substance to form a 
salt, and vice versd. Heat may or may not be essential to bring 
about the reaction. A neutral substance will not combine directly 
with either an acid or a basic material. Generally speaking, an acid 
refractory heated with a basic refractory would react to form a salt 
of lower refractory value. Therefore any mixture of refractory 
materials which is itself required to have refractory properties 
should be, in the main, composed of refractories of like character, or 
one of the two ingredients should be neutral. In practice, in order 
to cause the refractory material to bind and hold together, the 
presence of some material of the opposite chemical nature is required. 
There must not be sufficient of this binder present to cause softening 
or fusing at the temperature of working. In some cases the binding 
constituent is already present in the raw material as found. In 
other cases it is necessary to add a binding ingredient during 
preparation. Certain refractory materials have natural plastic 
properties, that is, when mixed with water, they can be pressed into 
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bricks and can be moulded into useful shapes. On the other hand, 
some refractory materials have no, or very little, plasticity when 
mixed with water, and require blending with a plastic refractory 
before they can be fabricated. The preparation, blending and 
process^'-ig of the various refractories used industrially, are subjects 
too wide in scope to receive adequate treatment here. The reader 
must be referred to some treatise on the subject, such as Searle’s 
‘‘ Refractory Materials ” (Griffin). Elsewhere in this volume will 
bo found some accounts of particular refractories employed in 
certain of the metallurgical processes dealt with. 

In the following table some of the commoner refractory materials 
are classified according to their chemical character : — 


Acid. 


Clays. I 

Kaolin (China 
clays). 

Ball clays. 
Fireclays. 

Siliceous Materials. 
Flint. 

Quartz. 

Firestone. 

Sandstone. 

White sands i 

Ganister. * 

Sillimanite. j 

Andalusite. ' 

Kieselguhr (Dia- ' 
tomaceous 
earth). 


NcMitral 


Chromite 

(Chrome iron ore). 
Graphite 
(Plumbago) 
Carborundum 
(Carbofrax). 


Basic. 


Bauxite 

(Alumina). 

Lime (calcined 
Limestone). 
Magnesia (calcined 
Magnesite). 
Dolomite (calcined). 


Some of tlie rarer metals and their oxides are frequently used as 
refractories for special and experimental work, but, generally 
speaking, they are too costly to be widely employed in industry. 

Heat Insulating Materials 

The function of a heat insulating material is to resist the flow of 
heat through its substance. It may be required to check either the 
escape of heat into the surroundings from a plant working at a 
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temperature above normal, or the ingress of heat from the surround- 
ings to one working below normal temperature. 

Heat transfer from a hotter to a colder region takes place, in 
general, owing to a combination of three distinct physical pheno- 
mena, known respectively as conduction, convection and radiation. 
In particular cases any one or any two of these factors may be 
absent or of negligible account. In conduction continuity of matter 
is essential, and the heat passes from molecule to molecule of the 
substance without any material migration. The process is exempli- 
fied when heat is transmitted through solids or immobilised fluids. 
In convection fluid circulation, or molecular migration, is involved, 
the heat being carried from one point to another by the moving 
molecules. The precise behaviour of the fluid medium is complex, 
and depends upon a combination of several factors such as the 
thermal conductivity of the boundary layers of the fluid, the shapes 
and positions of the hot and cold boundaries, the viscosity, density, 
specific heat and expansibility of the fluid. Radiation is the transfer 
of the radiant heat energy, which is emitted from a hotter surface 
and absorbed by a cooler surface, across an intervening space 
independently of any material transmitting medium. The power 
of a surface to emit or absorb radiant energy, or its emissivity, as it 
is called, is found to depend on its condition. Dark dull surfaces 
show greater emissivity than bright polished surfaces, or, expressed 
oppositely, bright polished surfaces hinder radiant heat transfer 
more effectively than dark dull surfaces. 

In view of what has been stated above, it is reasonable to expect 
that a vacuum, in which neither conduction nor convection can 
occur, bounded by opposed brightly polished surfaces, would 
constitute uii effective system of heat insulation. In point of fact, 
it is the most perfect system known and is made use of in the case 
of the familiar Dewar and Thermos flasks. Constructional and 
economic considerations, however, rule out its application to general 
engineering practice. 

Air, and gases in general, being poor conductors of heat, can be 
made to serve effectively as heat insulators provided they are 
rendered stagnant, so as to eliminate convection currents. Thus, 
if air or other gas be imprisoned in the interstices of a material of 
intrinsically poor heat conductivity, having some form of cellular 
structure, such a substance will exhibit heat insulating properties. 
The air space has become subdivided into individual cells and any 
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convection currents within them are therefore localised. The 
intervening solid membranes very greatly hinder the transfer of 
radiant heat from the hotter to the cooler region. The area of 
continuity of solid material, already of low conducting power, is 
much "" 'duced, thus still further lowering the conductivity of the 
mass. Particularly when the cells are very small, surface resistance 
to the flow of air within the cell, together with the smallness of the 
temperature difference between the opposite cell faces, make 
convection losses within individual cells infinitesimally small. A 
somewhat less effective heat insulator results when a granulated or 
fibrous form of an intrinsically poor conducting material is packed 
into a space between a hot and cold waD. Under these circum- 
stances the air within the voids is not completely immobilised, so 
that heat-conveying currents can take place, though through 
tortuous channels, throughout the mass. In so far as this occurs, 
the efficacy of the material as a heat insulator is impaired. 

In order that a heat insulating material shall have practical 
utility, properties additional to low thermal conductivity are 
essential. The most important of these requirements, not neces- 
sarily all to be met in any one particular application, may be set 
down as follows : — 

1. Chemical stability, and non-corrodibility towards metal. 

2. If of a loose nature, physical stability, so as not to ‘‘ pack 
with lapse of time. 

3. If of a solid nature, mechanical strength sufficient to resist 
vibration and shock. 

4. Verminproof. 

5. Preferably non-inflammable, but certainly not liable to 
spontaneous combustion. 

6. Non-absorbent towards moisture. 

7. Odourless, so as not to contaminate foodstuffs. 

8. In applications where temperature conditions undergo periodic 
changes, a low specific heat is desirable so that steady conditions are 
more quickly attained after a change. 

9. For use on shipboard and other transport, and for the covering 
of pipes, a low specific gravity assumes some importance. 

The thermal conductivity of a material is defined, according to 
the British system, as the quantity of heat in British thermal units 
which flows through an area of 1 square foot of the material, 1 inch 
in thickness, in one hour, when the temperature difference between 
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the opposite faces is 1° F. The accurate determination of this 
figure is somewhat difficult to arrive at, but a method developed by 
the Department of Scientific and Industrial Research is described in 
Special Report No. 35 of the Food Investigation Board. Insulating 
materials in general use vary in character according to their purpose 
and the range of temperature with which they are called upon to 
cope. 


Refrigeration and Cold-Storage 

Granulated Cork. The raw material is the bark of a species of 
oak indigenous to Southern Europe and Northern Africa. It is cut 
or ground into granules varying from 3 mesh to 8 mesh, and charged 
into timber cavity walls. Owing to convection currents in the 
voids its insulating power is neither so good nor so consistent as 
that of slab cork mentioned below, though its density when normally 
packed only amounts to about one half of the latter. Baked 
granulated cork, as distinct from the raw variety, is the swarf 
obtained during machining operations on slab cork. In the manu- 
facture of cork-tipped cigarettes a waste product consisting of very 
thin cork sliavings is produced, known as cork wool. It is note- 
worthy for the extreme lightness with which it packs, having only 
one-quarter the density of slab cork. 

Baked Slab Cork is made from high-grade raw granulated cork 
which is steam-heated and run into moulds, in which it is hot- 
pressed and baked for several hours at about 500° F. under a 
pressure of some 150 lb. per square inch. During this baking the 
natural gums in the cork cement the granules together. The 
product is practically waterproof, moderately strong, and can be 
readily worked with woodworking tools. Flat slabs for walls and 
trough sections for pipe coverings are available. To form a wall 
the slabs are usually set in bitumen, care being taken to “ break ” 
the joints. 

Charcoal is a good heat insulator when dry, but readily absorbs 
moisture, which reduces its effectiveness by as much as 20 per cent. 
Moreover, this material is liable to spontaneous combustion when 
in an air stream containing a readily absorbable gas. It is on 
record that a piece of charcoal took fire at a temperature of 68° F. 
when a stream of air containing 5 per cent, of sulphur dioxide was 
passed over it at the rate of about 5 cubic feet per hour. 

Slag Wool, sometimes called silicate cotton, is an artificial fibrous 
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product made by directing jets of cold water on to a molten stream 
of blast furnace slag as it flows from the furnace When charged 
into timber cavity walls it has a tendency to settle and finally 
break up with the lapse of time, especially in the presence of vibra- 
tion. The earlier effect is to improve to some degree its insulating 
power, due to the voids decreasing in size, but eventually the 
increase of contacting surface leads to a greater conductivity. By 
felting together slag-wool fibres with some organic compound slag- 
wool mats, resembling ordinary soft felt, are produced, which retain 
tlieir original structure almost indefinitely. Their insulating power 
is practically the same as that of slag wool before it has settled. 

Cellular or Expanded Rubber. Rubber can be prepared in such a 
way that its structure consists of minute cells separated by thin 
rubber membranes. Its structural character and its chemical and 
physical stability promise well for its future as a heat insulator. In 
the form of slabs and clippings it possesses the same order of in- 
sulating power as slab and granulated cork respectively, but in these 
forms is rather absorbent towards moisture. By vulcanising the 
surfaces of a slab a hard sheet resembling ebonite can be produced, 
very much more resistant to absorption, and suitable for the con- 
struction of walling. Sponge rubber, such as is sometimes used for 
upholstery, and in which the pores are many times larger than the 
cells of expanded rubber, is not such an effective insulator. It has 
roughly three times the density and is about 30 per cent, higher in 
conductivity. 


Steam Plant 

Slagwool, dealt with above, and asbestos, dealt with on p. 266, 
are used as heat insulators for steam plant, sometimes entering as 
elements in a composite system with the materials mentioned below. 

Kieselguhr Plastic is compounded from finely ground clay, 
diatomaceous earth, flax fibre, and possibly asbestos fibre. It is 
supplied as a dry powder. For use it is mixed with water into a 
plastic mass and applied to the pipe or other surface as a cement. 
For satisfactory results the plant should be put into commission 
during its application. If allowed to dry out with the plant cold, 
cracking will occur when heating up of the plant takes place subse- 
quently. 

Magnesia Plastic. This material consists of 85 per cent, of 
hydrated magnesium carbonate mixed with 15 per cent, of asbestos 
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fibre of long staple. Its mode of application is similar to that of 
kieselguhr plastic, than which it is more than twice as effective as a 
heat insulator. At the high temperatures reached in superheated 
steam practice the carbonate is liable to dissociate. To protect the 
magnesia from the effects of the highest temperature it is advisable 
to apply an initial coating of kieselguhr plastic to the surfaces. For 
permanent installations the plastic application of these insulating 
materials is to be preferred. But in the case of plants subject to 
periodical dismantling for inspection, or of a temporary character, 
moulded shapes to be applied as coverings are available. The 
necessary longitudinal and circumferential joints which this system 
introduces seriously reduce the insulation power of the coverings. 

Alfoil. For very high temperatures, and where lightness is very 
desirable, alfoil heat insulation may be employed. Bright aluminium 
foil is continuously wrapped round a pipe, packings being introduced 
so that successive layers are separated by air. Alternatively the 
foil may be crinkled to achieve a similar effect of cellular structure. 
It seems somewhat anomalous to use a highly conducting metal like 
aluminium for the purpose of providing heat insulation, but reliance 
is placed on the heat resistance of a cellular structure and the low 
emissive power of bright polished surfaces. 

Furnace Walls 

Kieselguhr Bricks. To arrest the outward flow of heat through 
the refractories forming furnace linings to the outer casing walls, 
heat insulating bricks are frequently built integrally into the wall 
between the two. Such bricks are based on kieselguhr mixed with a 
proportion of clay to act as binder. Some carbonaceous material 
such as sawdust or wood pulp is added, the mixture moulded and 
then fired. During the process the carbonaceous material is burnt 
away leaving a light porous brick possessing useful heat insulating 
properties. 


Anti frost, Anti-coolth and Anti-warmth 

Felt. Coverings for pipes and tanks, to protect their contents 
from variations from normal temperature, usually consist of layers 
of flax felt impregnated with tar, overlaid with dry hair felt. For 
indoor work an outer covering of canvas can be wrapped on. For 
outdoor work a binding of wire-netting and a coating of molten 
bitumen will give suitable weather protection to the felt. 
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Kieselguhr, Buildings are insulated from excessive temperature 
changes by providing them with cavity walls. Convection currents 
of the air within the cavities discount the effectiveness of this con- 
struction. Where the temperature changes are extreme the 
cavities may be charged with kieselguhr (diatomaceous earth). 
This material occurs as a natural deposit and is composed of count- 
less minute silica shells in which air is entrapped. 

The following table gives the density and the conductivity 
(expressed in the British system) of the heat insulators that have 
been mentioned above. 

Thermal Conductivities of Heat Insulators 


Substance. 

Density in lb. per 

Conductivity 

cubic foot. 

B.Th.U.* 

Granulated cork, raw (fine) 

6-5 

•29 

Granulated cork, baked 

65 

•25 to -33 

Cork wool .... 

3 3 

•21 

Charcoal (dry) . 

11-5 

•34 

Slag wool (medium packing) . | 

15 

•29 

Cellular rubber — 

Soft sheets .... 

3-7 to 7'5 

•26 to *35 

Clippings (soft packed) . 

(samples variable) 
2-6 

•34 

Clippings (harder packed) 

40 

•30 

Ebonised sheet 

5-4 

•26 

Sponge rubber .... 

14 

•37 

Kieselguhr plastic 

46 

1-0 

Magnesia plastic 

22 

•58 

85% Magnesia .... 

13 

•44 

Kieselguhr brick 

31 

1-0 

Kieselguhr earth 

30 

•56 


B.Th.U. per sq. ft. per hour per deg. F. for 1" thickness. 



CHAPTER XXIII 


OILS, LUBRICANTS, ETC. 

Formerly oils of vegetable origin, and to some extent, animal 
oils and fats, were used for. lubricating engines and machinery, 
but these have now been very largely superseded by mineral 
oils, either alone or mixed with saponified oil or soap to form 
what is known as a grease or solidified oil. Vegetable oils may be 
divided into two classes, (1) “ drying oils ” (as, for example 
linseed oil), which are subject to ‘‘ gumming ’’ or rapid oxidation 
on exposure to the air, and are used only for painting ; and 
(2) “ non-drying ’’ oils, of which rape oil is typical, and which on 
exposure tend sooner or later to become rancid, i.c., to develop 
organic acids. Oils of the first kind are quite unsuitable for lubri- 
cating purposes, and must be avoided. Of the second class 
olive, castor, rape, and cotton-seed oils are extensively used. 
They are extracted by hydraulic pressure from the crushed seed, 
and afterwards purified by means of a 1 per cent, solution of 
sulphuric acid, which must be entirely removed by subsequent 
washing. Of the animal fats, tallow has been widely employed 
for lubricating hemp-packed stuffing boxes, and lard, neatsfoot, 
and sperm oils have still their special uses. Mineral oils are 
derived mainly from crude petroleum, and in limited quantity 
from shale. Petroleum is found chiefly in the United States, at 
Baku in Russia, and in Burmah. The distillation of crude petro- 
leum yields in order petrol or petroleum spirit, benzin, lamp 
oil, and what is termed petroleum refuse. The latter is a thick 
viscous substance, from which on further distillation with increasing 
temperature, the following products come off in the order given : 
(1) Solar oil, used largely for lighting purposes ; (2) spindle oil, 
specific gravity 0*89 to 0*90 ; (3) machinery oil, specific gravity 
0*90 to 0-92 ; and (4) cylinder oil, specific gravity 0*92 to 0*926, As 
thus obtained, the impure oils are usually dark-coloured, necessi- 
tating treatment with sulphuric acid, followed by copious washing, 
and charcoal filtration. The suitability of an oil for the purpose 
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in view depends mainly upon (1) its viscosity or consistency, and 
(2) its unctmsity or lubricating power. A certain viscosity is 
necessary to prevent the oil from being squeezed out under 
pressure, which would permit the surfaces to come into metallic 
contact, causing abrasion and ultimate seizure. The proper 
degree of viscosity thus depends upon the intensity of the pressure 
upon the bearing. But with an increase in viscosity, the internal 
friction of the lubricant itself also increases, and upon this the 
value of the coefficient of friction between the two surfaces largely 
depends. Under the very light load to which the spindles of 
a spinning frame are subjected, a thin oil, such as spindle oil, will 
not be forced out. But the internal friction of this thin oil, 
i.e., its resistance to displacement on the bearing, is also very 
small, and therefore in this case, a thin oil lubricates better than 
a thick oil, or grease. Hence for any particular purpose, that 
oil lubricates best which has just sufficient viscosity to be retained 
on the bearing, and at the same time possesses the smallest possible 
degree of internal friction among its own particles. As regards 
lubricating power, experience has shown beyond doubt that animal 
oils, such as lard, neatsfoot, and sperm, possess this property 
in the highest degree, vegetable oils, such as olive, rape, and 
castor, being decidedly inferior, with mineral oils lowest in the 
scale. An oil of any one kind alone is, as a rule, much less efficient 
than a mixture of two or more kinds properly blended for each 
particular set of conditions. The conditions to be fulfilled are : 
(1) The viscosity must be as low as will just enable the load to 
be carried ,* (2) the internal friction of the oil itself must be as 
small as possible ; (3) the lubricating power must be as great as 
possible : and (4) oxidation must be prevented, or reduced as 
far as possible by the addition of a suitable quantity of mineral 
oil. The viscosity of any oil is reduced with rise in temperature, 
and although a lubricant may be quite efficient at ordinary tem- 
peratures, it may become so thin as to be of little value when used 
for steam-heated surfaces. When exposed to temperatures cor- 
responding to high-pressure steam, oils of animal and vegetable 
origin are speedily decomposed, forming products of an acid 
character, which rapidly corrode the metallic surfaces with which 
they come in contact. Mineral oils, on the other hand, may be 
obtained with sufficient viscosity, and are not affected by super- 
heated steam, or even the high temperatures which are met with 
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in the cylinders of internal combustion engines. Indeed without 
mineral oil, recent developments in each of these directions would 
have been quite impossible. It is therefore of great importance 
to determine the ‘‘ flash ” point of an oil intended for use at high 
temperatures. The Jlash point is the temperature at which the 
vapour given off from the oil may be ignited by a small flame, 
without actually setting fire to the oil. The burning point ” is 
the temperature at which the oil itself takes fire and continues in 
flame. Cylinder oil may be obtained with a flash point of 700° F., 
and there is now no difficulty whatever in securing a flash point of 
480° F. with lubricating qualities of the highest order. Special 
precautions must be taken in handling oils of very low flash point, 
73° F. being fixed by law as the dangerous limit. It is usual also 
to ascertain the freezing point, as an oil with a high flash point will 
sometimes become quite stiff and immovable in cold \\eather. 
This is of great importance for ice-making machines, refrigerators, 
etc. 

Testing of Lubricants. Lubricants are tested in several ways for 
the determination of : (1) Chemical properties, action on metals, 
etc. ; (2) specific gravity ; (3) gumming or oxidation ; (4) vis- 
cosity ; (5) smoke, flash, firing, and boiling points ; (6) setting or 
freezing point : and (7) friction and durability, by testing machine. 
Each of these tests is capable of affording valuable information, 
although in some respects the interpretation of the results must be 
left to an expert. 

(1) By chemical analysis it is possible to ascertain the amount 
of w^ater, and of free acid or alkali present, and this should never 
exceed a mere trace. The corrosive action on metals at ordinary 
and at high temperatures is also determined in the chemical labora- 
tory. Properly refined mineral oils have no effect whatever on 
metallic surfaces, but if mixed wuth animal or vegetable oils, the 
latter may, in the presence of high-pressure steam, be gradually 
decomposed into fatty acids and glycerine. The chemist is also 
able to discover any adulteration, such as resin, tar, asphalt, 
caoutchouc, soap, etc.,, which may be dissolved in the oil, either 
accidentally, or with the object of improving the colour, greasy 
feeling, etc. 

(2) The density or specific gravity is determined by means of 
the hydroyneter or densimeter, which has a graduated glass stem 
connected to a cylindrical or pear-shaped bulb to give buoyancy. 
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and beneath which is the “ sinker,” containing small shot or 
mercury, to cause the instrument to float in an upright position. 

When placed in the 



(fl) (*) 

Fig. 120. — Hydrometeis 


liquid to be tested, the 
instrument sinks to a 
depth which enables 
the specific gravity to 
be read off on the 
graduated stem. As 
oils are lighter than 
water, - the graduation 
representing water will 
be found at the lower 
end of the stem, and 
the instrument will 
sink to a greater depth 
the lighter the liquid 
in which it is placed. 
The scale may be made 
to read specific gravity 
direct, in which case, 
however, the gradua- 
tions will not come at 
equal distances apart, 
Fig. 120(a). Empirica 
scales with uniform 
graduations are easier 
to construct, and are 
found to be more con- 


venient in use, and of these Beaume’s , has perhaps been most 
widely adopted. Fig. 120 (b). The zero is obtained by placing the 
instrument in a solution of 10 parts common salt in 90 parts 
water, and the scale is arranged so that distilled water == 10®. 
Having read off “ degrees Beaume,” the true specific gravity is 
found by reference to a table. 

The table is calculated by means of the formula 


146-78 

True specific gravity = 
where n = degrees Beaume. 
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Degrees 

Specific 

Gravity 

Degrees 

Specific 

Gravity 

^Degrees 

Specific 

Gravity 

Degrees 

Specific 

Gravity 

Degrees 

Specific 

Gravity 

10 

1000 

18 

0-948 

26 

0-901 

34 

0-859 

42 

0-820 

12 

0-986 

20 

0-936 

28 

0-890 

36 

0-849 

44 

0-811 

14 

0-973 

22 

0-924 

30 

0-880 

38 

0-839 

46 

0-802 

16 

0-960 

24 

0-913 

32 

0-869 

40 

0-830 

48 

1 

0-794 


^ The reading of a hydrometer should be taken at normal tempera- 
ture, i.e., 60° F., and for any other temperature a correction should 
be applied. 

(3) Test for gumming and oxidation. This may be carried out 
in a simple way by means of Nasymth’s apparatus (Fig. 121), 
made by Messrs. W. H. 

Bailey & Co., of Man- 
chester. By inserting 
the pipette in one of the 
small holes provided, a 
drop of known size is 
allowed to. fall upon a 
zero line at the top of 
an inclined plane of 
glass. The glass plate 
may be kept at standard 
or any required tem- 
perature by means of 
a heating arrangement 
inside the box. The 
time taken is noted, and 
the distance travelled Test for Ginnming and Oxidation 

1 1 • 1- • 1 of Oil. 

down the inchne is read 

off on a graduated scale at the side, and as a very thin film of the 
oil is exposed to the atmosphere on the plate, the tendency to 
absorb oxygen and the degree of gumminess is rendered apparent. 
The results may be plotted on a diagram (Fig. 122), for easy com- 
parison. The test may also be carried out by allowing one drop 
of the oil under test to fall upon a glass plate about 2 inches x 4 
inches, which is placed in a horizontal position, and heated to a 
temperature of 120° F. for machinery oil, or 212° F. in the case of 





286 


MECHANICAL TECHNOLOGY 


cylinder oil. A very thin film is formed, the condition of which 
is observed from day to day. It has been found as the result of 
this test extending over many months that pure mineral oil is 
absolutely free from any tendency to oxidise. At the same time, 
cons’ierable evaporation takes place, the lighter mineral oils, 
such, for example, as machinery oil, disappearing entirely when 
the thin film is maintained at a temperature of 120° F. for thirty- 



Fig. 122. — Test for Gumming and Oxidation of Oil 

five hours. Kape oil under this treatment soon thickens, finally 
becoming quite dry and hard. 

(4) Test for Viscosity. Redwood's Viscosimeter (Fig. 123), is now 
recognised in this country as the standard instrument for the 
determination of viscosity. The oil receiver. A, which is of copper, 
silver plated, is 1| inches in diameter, and inches deep. In 
the bottom is fixed an agate jet, J, having an opening which may 
be closed by a small ball valve, V, attached to a wire. It is 
important that the hole through the jet should be of standard 
size, viz., 0*067 inches in diameter. The oil receiver is surrounded 
by a water jacket, C, inches diameter x 3^ inches deep, pro- 
vided with a diagonally projecting tube, E, for heating the water 
to the required temperature. On the outside of the oil receiver 
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is fitted a sleeve carrying four blades, H, which when revolved 
to and fro serve to agitate the water in the bath. The required 
temperature of the water, as shown by the thermometer, T, carried 
on the sleeve, is first attained, and according to the nature of the 
oil to be tested, is usually either 70° or 120° F. Oil previously 
heated to the same temperature is then poured into the receiver 



to the level of the upturned point of the hook gauge, B, fixed on 
the side. A narrow-necked flask, graduated to 50 c.c. on the 
stem, is placed immediately beneath the jet in ^ vessel of water 
maintained at the same temperature as the oil. The ball valve 
is raised, and simultaneously a stop watch is started, the number 
of seconds occupied in the discharge of 50 c.c. being noted. It is 
desirable that at least two observations should be made at the 
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same temperature. The time in seconds is taken to express the 
viscosity of the oil, which, if desired, may be reduced to its proper 
value with any standard of comparison as unity. 

For practical purposes, the viscosity of rape oil at 60® F. is 



usually adopted as standard. From a number of tests made 
with his apparatus, Redwood found that 635 seconds may be 
considered as the average time occupied by the outflow of 60 c.c. 
of refined rape oil at 60® F., the viscosity of water under similar 
circumstances being 26*5. Taking rape oil as standard, and calling 
its viscosity = 100, the viscosity of any other oil will be found by 
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multiplying the number of seconds occupied by the outflow of 
60 c.c. by 100, and dividing by 535. In the case of an oil having a 
different specific gravity from that of rape oil, which is 0*915 at 
60° F., a correction must be made by multiplying the result by the 
specific gravity of the sample at the temperature of the experiment, 
and dividing by 0*915. If T = number of seconds for an oil under 
examination, and s == its specific gravity, 

TT. • T X 100 X s ^ ^ 

Viscosity = 

(5) Flash and Firing Points. A small quantity of the oil to be 
tested is placed in an open porcelain crucible, A, which is* heated 
in a sand bath, B, by means of a Bunsen burner (Fig. 124). The 
temperature is taken from time to time, and occasionally a tiny 
gas flame, C, is brought to within inch of the surface of the oil 
for the space of two seconds without actually touching the oil or 
the edge of the crucible. For this purpose the gas jet is mounted 
on a swivel, D, working between stops as shown, which enables the 
flame to be brought into the correct position without trouble. In 
Gray’s fojm of the apparatus, as made by Messrs. Baird and 
Tatlock, the crucible or cup is closed by a cover which may be 
rotated about I revolution, thus opening a small port through 
which, by the same movement, the flame is introduced. When, 
on introducing the flame, a flash is observed, or a slight explo- 
sion takes place, the temperature read off on the thermometer 
gives the flash point. On still further raising the temperature 
until the oil, after being ignited, continues to burn, the firing point 
may be observed. 

(6) Freezing or Setting Point, This is not regarded as a test of 
much importance in this country, although in colder regions it 
requires attention. It is necessary to fix upon a standard degree 
of solidification due to the lowering of the temperature, and this is 
usually taken to be such that a pressure of 2 inches of water will 
cause the frozen oil to rise | inch in a glass tube I inch diameter in 
one minute. 

(7) Mechanical Testing. The efficiency of any oil or grease as a 
lubricant may be ascertained by noting its behaviour w hen tested 
under normal conditions on a standard bearing of known dimensions. 
A number of oil-testing machines have been brought out for this 
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purpose, most of them based upon the principle of the celebrated 
“ pendulum ” tester of the late Professor Thurston, which is made 
in this country by Messrs. W. H. Bailey & Co. Ltd., of Manchester. 
As seen in Fig. 125, it consists of a frame forked at the top to form 
two bearings for a short shaft, A, on which is fixed the driving 



Fi(}. 125. — Thurston Oil IVster. 


pulley, B. The machine is most conveniently driven by a small 
electric motor, in such a manner that any desired speed may be 
obtained. The shaft is continued to form an overhung journal, C, 
which is embraced by two half-brasses, D, contained in a frame, E, 
fixed to the pendulum, H. The coefficient of friction of an oil varies 
with the temperature, and it is important that the temperature 
should be maintained constant throughout a test. A thermometer, 
G, is therefore mounted in the bearing so that the temperature may 
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be noted at intervals. The pendulum is tubular, and inside it is 
placed a spring, I., by means of which pressure may be put upon the 
journal. On the pendulum there is a graduated scale, N, showing 
on one side the total pressure on the bearing, and on the other side 
the load per square inch, and the pressure may be adjusted by means 
of a screw which is turned by the milled head at the bottom of the 
pendulum. In this way 
the test may be made to 
extend over a series of 
bearing pressures, the re- 
sults being plotted in the 
form of a curve. The 
pendulum carries a bob ” 
weight, J, at its lower end 
to provide the necessary 
moment for opposing the 
resistance due to friction. 

When the shaft is rotated 
the pendulum swings 
through a certain angle 
from the vertical (Fig. 

126), and by means of a 
pointer moving over a 
graduated arc, W, a read- 
ing is taken from which 
the value of the coefficient 
of friction may be deter- 
mined. 

Let P — total pressure, and p == pressure per square inch of 
projected area of the journal, of which r = radius, and I == length 
respectively ; T — pressure of the spring ; W — weight of pendulum 
and bob ; It ~ effective length of pendulum ; 6 - angle of devia- 
tion of the pendulum from the vertical ; F = force required to 
overcome friction ; and p = coefficient of friction. The total 
load is applied to both brasses, and as weight of pendulum may 
be neglected so far as pressure on bearing is concerned, P = 2T, 
and therefore 



Fig. 126. — Thurston Oil Tester in Use. 


Total pressure P 2T 
^ ~ 2(projected area) ~ 2(2rl) ~ irl 
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F 

But /X =*= p, and as moment of F — moment of weight of pendulum 
and bob 

Ff == P/i r ~ /X 2Tf — WR sin d. 

F WR sin 6 



ViQ, 127. — Self-recording Oil Teeter. 
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The quantity .8 shown on the graduated arc, and thus 

it only remains to divide the reading on the arc by the reading 
on the pendulum to obtain the required coefficient. When making 
the experiment, the oil to be tested is fed continuously on to the 
bearing; and the machine is run until the reading of the thermometer 
becomes constant. The displacement of the pendulum may then 
be read off. The coefficient of friction increases rapidly just after 
starting, but after awhile falls off again, and it is only after running 
for some time that normal conditions are reached. The machine 
may be made self-recording, as seen in Fig. 127, and an example of 
the diagram produced is given in Fig. 128, which exhibits the 
peculiarity just referred to. Such tests, to be of real value, must 



ToTHL 

Fkj. 128. — Diagram from »Sclf -recording Oil Tester. 


always be reduced to some standard of comparison, and it is only 
in the proper interpretation of the results that their safe application 
lies. 

The lubrUxints used for various purposes may be classified as 
follows : — 

(1) Extremely heavy pressures : Graphite or plumbago, talc, and 
mica. 

(2) Heavy pressure and low speed : Tallow, solid grease. 

(3) Heavy pressure and moderate speed : Lard oil, thick mineral 
oil. 

(4) Moderate pressure and speed ; Olive, neatsfoot 

(6) Light pressure and high speed : Sperm, light mineral oil. 

(6) Steam cylinders and valves : Heavy mineral oils. 

Mineral Oil for Lubricating Purposes. It is usual to specify that 
an oil suitable for lubricating steam engines and for similar high-class 
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uses shall have a specific gravity of from 0‘9 to 0-92 at a temperature 
of 70° F. The flash point must not be under 320° P., and the 
viscosity at 70° F. should be 600, falling off at 120° F. to 120. The 
oil must be free from water, acid, wax, tar, or fatty matter, and must 
be entirely soluble in benzine of specific gravity 0-67 to 0-7. No 
change whatever must be apparent ‘after twenty-four hours’ 
exposure to the air in the form of a thin film, and the evaporation at 
350° F for two hours must not exceed 0-5 per cent. The heavy 
dark “cylinder” and “valve” oils for use in the cylinders of 
engines working at high pressure, and with superheated steam, have 
a viscosity of from 500 to 700 at 120® F., and the flash point is 
exceptionally high. 



CHAPTER XXIV 


LEATHER, INDIARUBBER, GUTTA PERCHA, ETC. 

The skins of all the domestic, and of many wild animals, are 
cured or tanned for the purpose of making leather. Those from 
the larger animals are known as hides, and from the smaller animals 
as skins. Fig. 129 represents a section of an ox hide, magnified 
about forty diameters, which shows that the skin consists of three 



layers : (1) the outer skin or epidermis, a, (2) the leathery skin or 
corium, b, and (3) the inner layer or dermis, c. The epidermis 
contains no blood vessels, and consists solely of a mass of horny 
scales, packed closely together. This portion is removed prepara- 
tory to the tanning process. The leathery skin is made up of cells, 
which are soft and round, and which at the top are constantly being 

zn 
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dried and pressed flat into scales to form the epidermis, which is 
always being renewed. The dermis is composed of a fibrous sub- 
stance, or tissue, and is full of blood vessels and capillaries. It also 
contains the sweat glands, e, from which minute tubes or ducts run 
right through the epidermis to the pores, /, on the outer surface. 
This part is also removed before tanning proper commences. The 
hair, g, grows from minute sacs or bulbs in the leathery skin, passing 
through ducts in the epidermis. In the production of leather, the 
hair is taken off preparatory to tanning. The business of the 
tanner and currier is thus found to comprise three distinct branches : 
(1) preparatory processes, (2) tanning proper, and (3) finishing. In 
the first place, the hides are thoroughly soaked in a vat of clean 
cold water, and all dirt washed out. They are then laid over a 
beam, and the surplus fat removed with a blunt fleshing knife. 
They are next placed in a vat of w^eak lime, and are lifted out 
daily, the lime being strengthened until the hair gets loose, which 
takes about a week. After thorough washing in water they are laid 
upon a beam, and the hair taken off with a blunt knife. All traces 
of lime remaining are next removed by repeated washing, when 
the hides are ready for the “ handlers.” These are large vats 
containing tannin liquor, which is very weak at first, and is gradually 
strengthened. In this the hides are hung for ten or twelve days 
side by side on sticks very close together, and just below the top 
of the vat. This treatment is intended to open the pores and 
“ plump up ” or swell the hide, to give thickness and firmness to 
the leather. The tanning jyrocess proper now commences, the opera- 
tion being effected by means of certain vegetable, mineral, or 
animal matters, according to which it may be described as (1) bark 
tanning, (2) chemical tanning or “ tawing,” as in the production of 
white and chrome leathers, and (3) chamois dressing, as in the 
manufacture of glove kid, wash-leather, etc. In the bark process, 
the active agent is tannic acid, obtained by “ leaching ” or steeping 
the rind or bark of the oak in water. The hides are packed in large 
vats called “ lay-aways,” each capable of containing about six 
dozen. The hides are carefully deposited one on the top of the other, 
with a layer of ground bark between, and when the vat is full, 
strong tannin liquor is run in until all are completely covered. 
According to Mr. C. A. Schieren, the well-known belting manu- 
facturer of New York, the hides should be taken out after ten days, 
and the bark renewed six times, the time allowed being increased 



298 


MECHANICAL TECHNOLOGY 


about five days for each succeeding layer, so that the last layer will 
require about forty days to penetrate the leather. In this way 
good leather may be tanned within four months, although for 
belting and other prime uses, six months should be allowed. For 
the production of white leather, a solution of alum and common salt 
is en.ployed, which, however, remains soluble and may be removed 
by washing, the leather becoming bard and brittle after drying. 
Good results have been obtained by the use of chrome salts, 
and the operation occupies much less time than bark tanning. 



Fig. 130. — Prime or Butt of Hide for Belt-making 


Chamois dressing is effected by rubbing into the skin to be cured 
fatty matter such as train oil, which is then allowed to oxidise by 
exposing the skin to the air. The grain or hair side is purposely 
removed during the preparatory treatment to render the leather soft 
and supple, and capable of being washed without losing its good 
qualities. The finishing ^processes to which leather is subjected 
depend largely upon the purpose for which it is intended. If 
required of close and hard quality, it is hammered or rolled, but if, 
on the other hand, softness and pliability are the chief desiderata, 
the leather is treated with oil or tallow before drying. Several 
distinct qualities of leather are put upon the market, the chief of 
which are : (1) Sole leather, which is extremely dense and hard. 
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and is used principally for boot and shoe purposes. It is tanned 
from thick ox or buffalo hides, a considerable time in strong liquor 
being allowed. It is finished by hammering and rolling, and does 
not undergo any treatment with oil or grease. (2) Belt and prime 
harness leather, which is slowly tanned from selected hides in 
moderately strong liquor. When the leather is taken from the vat, 
it is oiled on the grain side and hung up in a darkened room to dry 
at a uniform temperature, very little heat being used. It should 
then be of a clear russet colour, and if required for belting, the hide 


Clenched Double Lealher Belt 





Fig. 131. — ^Double Lea thei Belt. 


is soaked in warm water, and the ‘‘ prime ” or “ butt ” portion cut 
out (Fig. 130). The rest of the hide is known as waste or ‘‘ offal,” 
and is finished and rolled for bootmaking. After thorough cleansing, 
the butt is oiled on the grain side and hung up to drj", and in a semi- 
dry condition it is dressed with “ stuffing,” composed of beef tallow 
and train oil in equal parts. This requires about twenty-four hours 
to penetrate the leather, which is then kept under considerable 
strain for some time in special stretching machines. It is finally 
worked down smooth and hard by machinery, and is put into a 
drying room to season. The ordinary method of heU-making is to 
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cut the leather into strips of the width required, the pieces being 
accurately matched for thickness, and then joined together to form 
a belt of any required length. The joints are made by ‘‘ feathering ” 
or paring down the ends of the strips in a special machine, and over- 
lapping and cementing them with glue, the joint being kept under 
hydraulie pressure until set. In the case of wider belts, the joints 
may also be sewn with waxed thread, laced with thongs, or wire 
riveted or clenched, as an additional precaution. Double-heUing , — 
When a belt of single thickness would be of inconvenient width, 
a double belt is used, made by cementing two strips together, 
and then sewing or clenching them with one rivet to every 3 or 
4 square inches of belt (Fig. 131). From prime leather are also 
made the hydraulic leathers or packings used for presses and other 
hydraulic machinery. Such packings are made from solid discs 
of leather, which are “ blocked ” when in a moist soft condition 
in moulds of the required form, in a hydraulic press (Fig. 132). 
After forming to shape by means of punch and die, the bottom, in 
the case of hat and U leathers, is punched out by means of a ring, 
as shown. The mould containing the leather is then set in a warm 
place, and left to dry for a few hours, when the projecting portions 
are cut away, and the edges bevelled, as shown. A simple form of 
clamped mould, which may be made of hard wood, and which 
answers well for the smaller sizes, is shown in Fig. 133. Air holes 
must be provided in the moulds to allow air to escape, or the mould 
cannot be closed properly. (3) Upper Leather, so called from its 
application in the manufacture of boot uppers. It is tanned from 
thin hides, such as those of the cow, horse, calf, and goat, the 
process being accomplished with weak liquor and in relatively short 
time. During the finishing operation, it is dressed with currier’s 
dubbin, consisting of train oil and tallow, of which cowhide may 
absorb as much as 50 or 60 per cent. (4) White Imther is produced 
largely from the skins oJ sheep and lambs, its principal use being 
for the manufacture of kid gloves, and for linings. It is softened, 
not by dressing with oil or grease, but by drawing it repeatedly over 
a smooth rounded surface of iron. (5) Washleather and Buckskin, 
etc., are obtained from the skins of the chamois, deer, and goat, and 
have a wide application in the production of fancy articles. (6) Raw 
Hide, To ensure noiseless running of toothed gearing at a high 
speed, pinions made of raw hide are frequently employed. This 
material is produced from salted buffalo hides in the form of thin 
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discs, which are reduced to a solid mass in a hydraulic press, and 
may then be turned or machined exactly in the same way as cast 
iron, to which it is scarcely inferior in strength. Pickers for operating 


Ctip Leather Hat Leather U Leather 
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Kig. 132 -Method of Blocking Hydraulic Leathers 


the shuttles of power looms are almost invariably made of raw hide, 
which is also employed for the manufacture of driving bands both 


1 



Fio. 133. — Block for forming U Leathers. 


of round and wedge-shaped section. Laces or thongs of raw hide 
are much used in making the joints of leather belts. 

Substitutes for Leather Belting. Woven belting, manufactured 
from cotton, flax or ‘‘ hair,” is the most formidable rival of leather. 
There are two principal varieties, (1) Canvas Belling, in which a 
stout canvas or white cotton “ duck ” of the necessary strength is 
folded to the required width and thickness, and passed between 
rollers, which press the plies ” together. It then proceeds to a 
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sewing machine, which has a set of rollers on each side, the function 
of one set being to advance the canvas, that of the other to hold it 
back. The canvas is thus powerfully stretched, in which state it is 
sewn, the rows of stitching being about inch apart. Fig. 134. 
It is ^ 3xt allowed to soak in a large tank of linseed oil for about a 
fortnight, after which it is removed to a 
second tank containing red silicate paint. 
The surplus oil is afterwards squeezed 
out in a mangling machine, when the belt 
is ready for the final process of imparting 
‘‘ stretchlessness ” by straining it in large 
frames for about a fortnight. The well- 
known Gandy ” belt is a good example 
of this class (Fig. 134). (2) Cotton Belting, 
Commercially, the difference between 
“ cotton ” and ‘‘ canvas ” belting is that 
cotton is woven in one solid web, whilst 
canvas is folded to the required breadth 
and thickness. Otherwise the material and 
process of manufacture is the same for 
both. The so-called ‘‘ camel-hair belting, 
which has the appearance of rough Turkish 
cloth or fibre matting, is not camel hair at 
all, but is woven from (‘oarse Egyptian 
cotton, and subsequently coated with 
red silicate paint, as above described. 
The paint is intended to act as a preservative, to protect the 
cotton from atmospheric influences and the attack of moths and 
insects. Other substances, such as creosote (used in the ‘‘ Scandi- 
navia ” belt), have from time to time been proposed with the 
same object. Indiarubber Belting, A cotton foundation may 
also be waterproofed by cementing together the canvas plies 
with a composition of indiarubber. This gives good results 
in damp situations, but is expensive, and must be kept free from 
oil or grease. Bahia Belti'ng, prepared in a similar manner 
with balata (see p. 305), is quite impervious to moisture, and 
has given the greatest satisfaction for driving in the open air, or in 
the steam-laden atmosphere of dye-houses, etc., and for conveyors. 

Most textile or fibre belts are stronger and lighter, and less 
expensive than leather. They can be obtained of any reasonable 
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Fig. 134. — Woven Beltin^^. 
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length without joint, perfectly straight, and of uniform breadth 
and thickness, and therefore capable of running with great regu- 
larity and evenness. They are better adapted for use in hot damp 
climates, or for exposure to heat or steam, than leather. 

Indiarubber, now more generally called rubber, is the coagulated 
product derived from the milky juices, or ‘"latex,” of various 
tropical trees, shrubs and creepers. The trees of commercial 
importance belong to the Hevea species, more particularly Hevea 
hrasiliensis. This latter tree is indigenous in the valley of the 
Amazon, and in its wild state is the source of supply of the best 
quality of wild Para rubber, a product which takes its name from the 
chief Brazilian port of shipment, Para. This same tree, in its 
cultivated state, is also the source of plantation rubber. Its cultiva- 
tion in plantations, from seeds collected in Brazil and raised as 
plants in Kew Gardens, originated in Ceylon and Malaya, and 
subsequently spread over a wide acreage in the East. At the present 
time the output of plantation rubber exceeds, many times over, the 
total production of all the varieties of wild rubber. The wild and 
the plantation rubbers arrive on the commercial market in different 
states, the result of different methods of preparation. The rubber 
latex, a milky fluid, is obtained from the living tree by “ tap- 
ping ” the laticiferous cell system which lies between the outer 
bark and the cambium. 

Native Para rubber is coagulated by a smoking process. A flat 
paddle, dipped in the collected latex, is twisted in the dense smoke 
arising from a fire of the nuts of the Urucuri palm, or some hard 
wood. A thin rubber film forms on the paddle, and by repeated 
dipping and smoking, a slab of rubber is built up weighing from 
25 to 100 lb. The slab, removed from the paddle, forms the 
“ biscuit ” of commerce. The coagulation is not a purely spon- 
taneous action, but is furthered by the acetic acid and creosote in 
the smoke. 

Coagulation of plantation latex is done in bulk, and the process 
is much more rigidly controlled. During collection, coagulation is 
inhibited by adding some anti-coagulant such as ammonia or sodium 
sulphite. At the station the latex is diluted, strained, and bulked 
into lots of 50 to 100 gallons. Coagulation is brought about in 
several ways, chiefly by the addition of acetic acid, or other suitable 
acid. Alternatively, spontaneous coagulation under controlled 
conditions may be effected by spraying the latex in a heated 
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chamber. Smoked sheet, one of the forms in which plantation rubber 
is marketed, is prepared as follows : Coagulation takes place in 
partitioned tanks so that the coagulum settles in sheets. The 
sheets are removed from the tank, and the surplus serum squeezed 
out 1: 5tween even-speed rolls. They then pass through a series of 
rolls of diminishing gap, to consolidate them still further, and then 
through fnarking rolls, which impress a ridged pattern upon the 
sheet, the object being partly to increase the surface area for 
drying, and partly to keep the sheets from packing into a solid 
mass during shipment. After washing, draining and drying, smoking 
in a smoke-house follows, in order to inhibit fermentation of the 
serum not completely removed. Crej>e rubber differs from smoked 
sheet in not having been smoked. In its preparation the poten- 
tially fermentable serum is completely eliminated. The coagulated 
sheet of rubber passes through a series of unequal-speed rollers which 
thoroughly macerate and wash it simultaneously. The sheets are 
dried for several days in a drying-room, and are then ready for 
shipment. The characteristic pale-straw colour of crepe rubber is 
due to the preliminary destruction of an oxidising enzyme present 
in the latex. 

Crude rubber is elastic when cold, but becomes plastic and tacky 
when heated. Moreover, though insoluble in water, it absorbs 
water to the extent of about 25 per cent, of its own weight. 
Mechanical working has the effect of breaking down its structure, 
and renders it plastic at the expense of its elasticity. In neither of 
these states is it suitable for industrial use. It was discovered by 
Goodyear (1839) that, by kneading sulphur into rubber and subject- 
ing the mixture to heat action, enhanced elasticity is restored to the 
plastic mass, elasticity which is maintained over a far wider range 
of temperature. At the same time the rubber is rendered resistant 
to water. This process is known as vulcanisation. Depending upon 
the properties required in the finished product, and other relevant 
factors, the amount of sulphur used may vary from 3 to 32 per 
cent., and the vulcanising temperature from about 240° to 330° F. 
In practice, numerous other materials are incorporated into the 
rubber mixture before vulcanisation. Amongst these are accelerators, 
notably litharge, lime, and various organic compounds, which affect 
the rate of vulcanisation ; fillers, or bulking agents, such as barytes, 
fuller’s earth, etc., which increase the bulk of the rubber ; pigments, 
such as lithopone (white), carbon (black), various coloured earths, 
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etc., for imparting colour ; reinforcing agents, such as carbon black, 
zinc oxide, etc., for giving the rubber toughness and the power of 
resisting abrasion. 

The technique of manufacturing rubber products may be 
summarised as follows : Crude rubber is kneaded, with or without 
additional heat, into a plastic state, meanwhile having the various 
added ingredients (of which sulphur is essential) thoroughly in- 
corporated into its substance. In this state the mass is moulded to 
the required shape, or rolled into sheet form. The objects are then 
vulcanised, and henceforth retain their moulded shapes. Vulcanisa- 
tion may be effected in various ways : (1) in a dry heated chamber, 
under atmospheric pressure ; (2) under the heat and pressure of live 
steam, in a vulcanising cylinder ; (3) under mechanical pressure and 
heat, in steam-heated moulds ; (4) in a solution, or vapour, of 
sulphur chloride. 

The industrial applications of rubber are innumerable. Mention 
may here be made of the inner tubes and outer covers of pneumatic 
tyres, conveyor belts, valve flaps, road blocks, hose and cable 
coverings, as applications of direct utility in engineering. These 
applications depend, in various degrees, on the characteristics of 
vulcanised rubber, such as elasticity, flexibility, resilience, water 
resistance, electrical insulation, and resistance to abrasion. 

Gutta Percha is derived from the coagulated latex of trees of 
the genus Dichopsis, growing chiefly in Sumatra and Borneo. The 
tree is felled, and then bled by incision of the bark. The latex, 
more viscous than that from the rubber tree, is allowed to coagulate 
on the tree. Should coagulation not occur, the gum is scraped off 
and gently boiled. Boiling may also be resorted to for blending or 
adulterating gutta percha with other gums. Unlike rubber, gutta 
percha has little elasticity and high plasticity, especially under gentle 
heat. Its physical properties are mainly determined by the propor- 
tion and condition of the resins contained in its substance. Being 
an excellent electrical insulator and, at the same time, insoluble in 
and impervious to water, it is extensively used for covering submarine 
cables. Baiata, a gum derived from the latex of Mimmops globosa, 
growing in Venezuela and British Guiana, occupies a position closely 
approaching gutta percha. As a gum it is used with cotton duck 
for the manufacture of baiata belting. Deresination hardens 
baiata, and in this state it is extensively used for covering golf balls, 
and for submarine cable core, 
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PLASTICS 

The term Plastics is used to describe a range of materials, now 
mainly synthesised products, which are suitable for moulding into 
component shapes under pressure, usually, but not necessarily, 
accompanied by heat. Following the discovery of the synthetic 
resin known as phenol-formaldehyde a very great expansion of the 
plastic moulding industry has taken place, and moulded plastic 
components at an economio price are increasingly replacing those 
previously made by other methods. It is impossible to quote a 
comprehensive list of applications of such mouldings, but to mention 
laminated gears, electric switches, door handles, panelling, furniture, 
trinkets and artificial silk spinning bowls will indicate in some 
degree the scope and adaptability of plastics. 

Ebonite or Vulcanite. If plastics are to be considered chrono- 
logically, mention must first be made of ebonite. A hard form of 
rubber, discovered by the American Goodyear about 1842, is pro- 
duced by heating a mixture of about 25 per cent, of sulphur 
with rubber. Ebonite is usually black, though coloured varieties 
are produced. Its electrical insulation value is very high. 
Before moulding processes were introduced its most familiar form 
was in sheets and rods from which articles could be machined. 
It moulds well, both as a solid substance and in the form of 
powder, but for this purpose it has to a large extent been displaced 
by synthetic plastics. 

Celluloid, a nitrocdlulofie plastic, is a solid solution of nitrated 
cellulose in camphor. Before the American Hyatt discovered, in 
1869, that a solution of camphor in alcohol was an almost ideal 
solvent for nitrocellulose, a plastic known as Parkesine had already 
been produced from nitrocellulose in 1855 by an Englishman named 
Parkes. His solvents, however, were not altogether satisfactory. 
Hyatt’s discovery, exploited commercially in this country by 
Daniel Spill (1876), is still the basis of the modern process. The 
production of celluloid commences with the preparation of nitro- 
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cellulose, by treating cotton linters or paper tissue (which are 
chemically cellulose) with a mixture of nitric and sulphuric acids. 
In Older to keep the nitrogen content of the nitrocellulose below 
that which would make it explosive the acid concentration requires 
to be suitably regulated. Free acid is removed by washing with 
water and the nitrocellulose is pulped in a pulping machine, after 
which the excess moisture is removed by centrifuging. The remain- 
ing water is eliminated by means of industrial alcohol, the excess of 
which is again centrifuged out. Whilst still damp with alcohol, a 
solution of camphor in alcohol is added to the mass, together with 
any dyes or pigments desired, and the whole is thoroughly mixed in a 
steam-heated mixing machine. The mixture is then filtered under 
pressure and the residue rolled into rough sheets under steam-heated 
rollers in a calendering machine. The alcohol vapour evaporated 
off during these processes is collected and condensed for further use. 
The rough sheets are stacked in a pile and pressed in a steam-heated 
press until they coalesce into a solid block some 5 feet long, 3 feet 
wide, and 6 inches thick. After this block has cooled down it is cut 
into slices of the desired thickness in a slicing machine. Most of 
what alcohol remains in the celluloid evaporates off during a season- 
ing period* in a warm room. Finally, the sheets are simultaneously 
flattened and polished by a rapid pressing operation between two 
polished metal surfaces. Normally celluloid is colourless and 
transparent, but it is also produced in coloured and mottled effects, 
both transparent and opaque. It can be softened and moulded 
under a moderate degree of heat, and pieces can be invisibly 
cemented together. Despite its usefulness, however, celluloid 
possesses some undesirable properties. It is, for example, highly 
inflammable. iVttempts to render it non-inflammable are not 
entirely successful, and accompanying drawbacks tend to discount 
the gain. With the lapse of time the material develops brittleness, 
and colourless celluloid tends to turn a smoky brown. For most 
moulding purposes the newer plastics are proving superior, but 
celluloid retains a unique place as film stock for the cinematograph 
industry, and it is also largely used in the manufacture of un- 
splinterable glass. 

Erinoid or Galalith, is a casein-formaldehyde plastic. The discovery 
that casein (an organic compound present in cheese and milk) could 
be preserved and hardened by formaldehyde was made by a French- 
man, TriUat. When about 26 per cent, of water is incorporated 
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with casein in a mixer slight heat is evolved, and the coagulated 
product can be extruded through a heated extrusion press in the 
form of rods. These rods are cropped, piled and hydraulically 
pressed into sheets, which are then hardened by being immersed 
in a vxilute solution of formaldehyde, a process taking from a day or 
two to several weeks, depending on the thickness of the sheet. 
After drying out in a warm room the sheets are flattened and 
polished in a manner similar to that employed for celluloid. Erinoid 
is somewhat harder and stronger than celluloid and is practically 
non-inflammable. Unlike celluloid it is not water resisting. As a 
plastic for moulding purposes it has not as yet proved itself very 
adaptable, so that its present use is limited to fairly simple and 
shallow shapes. 

Bakelite. Originally the registered name of a particular product, 
the term bakelite is commonly used as a generic name for the whole 
range of phenoJ-fmimldehyde plastics. These materials are alter- 
natively called synthetic plastics because their basic constituent, 
phenol-formaldehyde, is a synthetic resin and not a natural product. 
The name bakelite is derived from that of an American, Baekeland, 
who, following up the work of a German chemist Bayer (1872), 
introduced a commercially useful plastic in 1909. Phenol and 
formaldehyde react together to form a brittle, transparent material, 
soluble in acetone, somewhat resembling amber, which is known as 
synthetic resin. Curing this substance under heat converts it into 
a moderately strong and hard substance, infusible, and no longer 
soluble in acetone. It is unaffected by water and oil, chemically 
almost inert, and possesses electrical insulating properties in a 
useful degree. However, in this form the material lacks toughness, 
and is therefore not satisfactory for moulding into any but small 
articles. For general moulding purposes the powdered (uncured) 
resin is used as a base and mixed with fillers, or loading materials, 
such as wood flour, rag stock, short asbestos fibre, or bituminous 
compounds. Colouring lakes or pigments are also incorporated as 
desired. In a typical moulding powder there is, roughly speaking ^ 
some 50 per cent, resin, 40 to 45 per cent, filling, and 5 to 10 per 
cent, mineral matter. . Some latititude in these proportions is allow- 
able, since no chemical reactions between the constituents is in- 
volved. 

Two methods of moulding bakelite are practised, namely, hot 
moulding and cold moulding. The latter is a cheaper and more 



PLASTICS 


rapid process, but the resulting moulding is neither so strong nor 
so perfect an electrical insulator as a hot moulding, and suffers the 
further drawback that it does not lend itself to machining processes. 
In hot moulding the necessary weight of moulding powder is intro- 
duced into the mould, the plunger inserted and the assembly placed 
in a heated press and subjected to sustained pressure. Under these 
conditions the synthetic resin becomes cured, changing from the 
brittle soluble form to the hard insoluble form, and the contents of 
the mould coalesce into a solid. The pressure used is such as to 
ensure the. formation of a sharp and accurate impression of the 
mould, and is of the order of 1 ton per square inch. The temperature 
and time are such as to develop maximum strength and electrical 
insulating properties in the material. The temperature may be 
about 300° F., and the time the article is left in the mould about 
five minutes. The curing is completed by a few hours’ heat treat- 
ment in an oven. Too high a temperature, or too long an exposure 
to the heat, produces polymerisation, resulting in brittleness of the 
product. Too short a time, or too low a temperature, leaves the 
material under-cured and deficient in strength and insulating power. 
In cold moulding it is usual to start with the moulding mixture 
(generally using a filling of short asbestos fibre) preformed in sheets. 
One of these sheets, previously heated into a plastic state, is then 
laid over the lower mould into which it is stamped by the upper 
mould in a press, the excess material being squeezed out at the sides. 
Following this the moulding is cured by heating it in an oven for a 
sufficient time for the curing action to penetrate the full thickness 
of material. This time may be anything from one to several 
days. 

A rough indication of the filler material which has been employed 
in a particular sample of a bakelite moulding is given by its specific 
gravity. This will vary, of course, not only with the filler, but the 
pigment and the proportions of the constituents. But assuming 
the usual proportions to have been used, a fabric-filled plastic 'will 
have a specific gravity round about 1-32, a wood flour plastic 
between 1-35 and 140, and an asbestos plastic about 1*87. An 
indication of the degree of curing of a sample may be obtained by 
attempting to dissolve fine drillings or filings in acetone. Normally 
the amount dissolved should not exceed about 8 per cent. The 
penetration of the curing into the body of the material can be 
judged by breaking down an edge by filing and emery, and etching 
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it with acetone. If penetration has not been complete the core will 
show evidence of dissolving away. 

Cellulose-Acetate is a plastic somewhat resembling celluloid which 
is said to hold out considerable promise of future development. To 
produce it cotton linters are dissolved in a mixture of acetic acid 
and acetic anhydride in the presence of a catalyst. Cellulose 
acetate powder is then precipitated by pouring this solution into an 
excess of water. After filtering off the powder it is dried and then 
dissolved in a mixture of acetone, triphenylphosphate and other 
solvents. The subsequent processes are similar to those used in the 
production of celluloid. 

The utility of moulded plastics in industry having been estab- 
lished, and the potentialities of synthetic chemistry in this connec- 
tion recognised, the introduction of new plastic materials is to be 
expected from time to time. At the time of writing there are 
instances in point, such as the furfural resins derived from cereal 
offal or sawdust, and phenol ; glyptal derived from glycerine, 
glycol and phthalic anhydride ; mrbamidefrmrnUehyde ; acetone- 
formaldehyde; etc. 



PART II 


Preparatory Processes 
CHAPTER XXVI 

CLASSIFICATION OF METHODS OF WORKING 

Commencing with the raw material, as already shown, the 
operations involved in fashioning metals into various shapes may 
be classified as follows : — 

(A) Methods depending upon the property of fusibility, by' 
pouring or “ casting ” the molten metal into a mould of the required 
form. 

(B) Methods depending upon the properties of malleability and 
ductility, such as hammering or “ forging,” rolling, wire-drawing, 
etc. 

(C) Methods depending upon the property of divisibility, or 
cutting, such as “ turning ” or “ machining,” shearing, punching, 
grinding, etc. 

The first two methods of working may be regarded as preparatory, 
and in the majority of cages are followed to a greater or less extent 
by operations comprisedf under the third head. 

SECTION A.. METHODS DEPENDING UPON THE 
• PROPERTY OF FUSIBILITY 

For the production of castings, the metal is melted in crucibles, 
or in a special type of furnace called a cupola, and is poured into 
moulds formed in sand contained in suitable boxes. The mould is 
usually formed by means of a wooden pattern, which is made of the 
same size and shape as the required casting. Consequently, three 
distinct branches of work must be recognised, viz., pcAtern-mahiTig, 
moulding y and founding y the latter referring more particularly to the 
melting and pouring of the metal. Certain general principles which 
are of great importance alike to the designer and the pattern-maker 

811 
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must first be considered. Abnost all substances expand when 
heated and contract when cooled, but in the case of metals, it is 
desirable to distinguish between liquid and solid contraction. The 
former refers to the gradual lessening in volume of the fluid metal 
as it approaches solidification, and the latter to the contraction after 
solidification has taken place until the metal is cold. This is best 
expressed by referring to liquid shrinkage,” and “ solid con- 
traction.” As a result, the casting is appreciably smaller than the 
hollow interior of the mould in which it was formed, and to com- 
pensate for this, the pattern-maker must ‘‘ allow for contraction,” 
by making the dimensions of the pattern larger than those of the 
required casting, by an amount equal to the shrinkage and contrac- 
tion which take place during solidification and subsequent cooling. 
The coefficients of expansion for different metals are well known, 
and bear some relation to the contraction which occurs in cooling 
down from the melting (i.e., solidification) point, and which is usually 
taken as follows : — 


Cast iron in bedplates, frames of large machine tools 
„ ,, girders, lathe beds, etc. 

„ „ pipes and cylinders .... 

Brass . . . 

Gun metal ....... 

Steel ! 

Copper 






A 


The average amount for cast iron may be taken at inch per 
foot, which is equal to J inch in 2 feet 6 inches, and so-called “ con- 


traction rules,” longer than the ordinary 2 feet rule in this propor- 
tion, may be had in the shops, and answer well for general work. 
At the same time, it should be noted that the contraction of a 


complicated casting, such as a steam engine cylinder, does not follow 
any regular rule, and although a heavy casting will usually contract 
less in proportion than a light one, spur wheels, on the other hand, 
contract in diameter proportionately much less for small than for 
large sizes. The quality of the metal must also be taken into 


account, as hard iron of the mottled or white variety contracts more 
than grey. In fixing the allowance for contraction, much must 
therefore be left to judgment and experience in all but very ordinary 
cases. The effects of contraction, and especially of unequal con- 
traction in cooling, may, unless carefully guarded against, produce 
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unsound pltjces, warping, twisting, or even fracture of a casting, 
and must be thoroughly understood by the draughtsman and 
designer. A casting cannot possibly cool simultaneously in all parts. 
The outside sets and contracts first, and to this the still liquid metal 



Fio, 136. — Casting for Solid Ball Fio. 137. — Junction of Arms and 

Boss of Wheel or Pulley. 

inside attaches itself as it solidifies, leaving a porous or hollow place 
in the interior. Hence, on breaking a casting intended for a solid 
ball (Fig. 136), a cavity will be fouiid extending from above the 
centre upwards, and similarly, near the junction of the arms and 



Fig. 138. — Junction of Gate oi Fio. 139. — Plate Cast in Open 

Runner. Sand. 

boss of a wheel or pulley (Fig. 137), a '' drawn ” place will often be 
observed. The junction of a gate or runner with the thick part 
of a casting will produce the same result (Fig. 138), a rough surface or 
depression being left on the outside, with a hollow cavity immedi- 
ately beneath. Due to the vacuum in this cavity, the metal above 
is forced in during cooling by atmospheric pressure, thus leaving the 
characteristic depression generally noticed. The position of the 
casting in the mould will also infiuence the rate of cooling. In the 
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case of a plate cast in open sand (Fig. 139), the upper surface, being 
directly exposed to the air, cools rapidly and sets, while the lower 
portion in contact with the sand of the mould parts with its heat 
much more slowly, and, continuing to contract after the upper part 
has et, causes the plate to become rounded ” on the top. Again, 
the heat can get away much more rapidly from the outside than 
from the inside of a hollow cylinder, and consequently the outside 
cools and sets first, and is thrown into compression by the con- 
traction of the interior which is still cooling, as shown in the cross- 
section (Fig. 140). It is thus seen that unequal contraction is bound 
to produce a state of internal stress, which, acting in opposition to 
the strength of the material, seriously reduces the load which may 
be safely put upon the casting, or may even produce fracture before 

removal from the mould. A familiar case 
is that of a whesl or pulley. If the section 
of the rim is large in proportion to the 
arms and boss, as in a small fly wheel, the 
rim will cool last, and by contracting upon 
the arms, which thus act like radial pillars, 
may be broken, as in Fig. 141. On the 
other hand, the rim of a handwheel or 
pulley, being comparatively thin, will set 
before the heavier arms and boss, the 
subsequent contraction of which will put 
the arms in tension, rendering them liable to fracture at their 
junction with the rim (Fig. 142). For this reason, the arms of small 
flywheels and pulleys are often made curved (Fig. 143), a form 
which, on account of its elasticity, readily permits of a slight altera- 
tion in length in either direction, thus avoiding stresses of dangerous 
magnitude. From these considerations, a very important rule is 
deduced, viz., that the thickness of a casting should he kept as uniform 
a ^ossible, and that whoever inegu^itie s in t hickn ess are uriamiMble^ 

importance was attached to the determination of the most economical 
form of section for a cast iron girder, which, in order to allow for the 
great difference in the compressive and tensile strengths of the 
metal, was supposed to require a thin and narrow top flange united 
to a thick and wide bottom flange (Fig. 144 {a)). This is, however, a 
very difficult form of section to cast without running great risks of 
setting up internal stresses of considerable magnitude. Not only is 



Fro. 140. — Contraction of 
Hollow Cylinder. 
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this the case with regard to the several parts of the cross-section, 
but the unequal rate of cooling makes itself felt in a longitudinal 
direction also, and as the thick bottom flange continues to contract 
long after the top flange has cooled and set, the girder becomes 



Fig. 144. — Section of Cast Iron Girdei. Fig. 145. — Contraction of Cast Iron 

Girder. 


curved when cold, as shown in Fig. 145. There is little doubt that 
the existence of contraction stresses has been largely responsible for 
many cases of sudden fracture at less than working load, and has 
done much to discredit the use of the cast iron girder. Although 

for other reasons, cast iron may 
not be an altogether suitable 
material for this purpose, it is 
worthy of note that in many 
recent designs the difficulty has 
been overcome by making top 
flange, web, and bottom flange of 
the same thickness throughout 
(Fig. 144 (b ) ), in accordance with 
the rule* previously quoted. It should be realised that the pro- 
duction of a sound and reliable casting, free from initial stresses, is 
of vastly more importance than the saving of a few hundredweights 




Fig. 148. —Thick Flanges on Engine Beds. 


of a comparatively cheap material. It will, however, occasionally 
happen that perfectly valid reasons may be given why the rule 
should be departed from. Thus, the flange of a cylinder or pipe 
should obviously be thicker than the body, but the transition should 
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be effected as gradually as possible. For this reason, albeit inter- 
mediate in thickness between that of the flange and the body may 
with advantage be arranged immediately behind the flange, as in 
Fig. 146. Heavy flanges are sometimes attached to the body by 
quarter ellipitical curves, as in Fig. 147, with the same object. 
Thick flanges on engine beds and similar parts are often adopted for 
the sake of appearance, or to obtain stiffness, and it is better that 
they should be hollowed out to preserve a fairly uniform thickness 
of metal as at (b) rather than cast solid, as at (a) (Fig. 148). 

Another influence which may seriously affect the strength of a 
casting is the presence of sharp corners and re-entrant angles. 



Kio. 149 - Cooling. Fig. 150.— Shiinkagc 


It is frequently stated that the weakening is due to dendritic 
crystallisation of the metal at right angles to the external surfaces 
of the casting, that is, normal to the heat wave passing from the 
body, thus producing diagonal lines of weakness. Investigation has 
shown, however, that in point of fact such dendritic crystallisation 
as occurs in grey cast iron only extends for a small fraction of an 
inch into the body of the casting. Any effect from this would appear 
to be insufficient to account for the notorious weakness shown at a 
square corner of a grey iron casting, though it is doubtless an 
appreciable weakening factor in white iron, cast steel, and some 
of the non-ferrous metals. The acknowledged weakness developed 
at a corner of a grey iron casting is almost certainly the result of 
differential cooling rates, arising from variations in the ratio of 
cooling area in contact with the mould, to the volume of metal in 
that particular region to be cooled. 

In Fig. 149, representing a square outside corner and a sharp 
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re-entrant corner, the region A will solidify first, followed by 
region B, region C being the last to solidify. Any occluded gases 
which cannot otherwise escape will migrate to region C, tending to 
produce a weak place. Any undercutting at this corner would also 
introduce a notch effect. Furthermore, the shrinkage of region B 
after the solidification of region A will give rise to a tensile shrinkage 
stress across some boundary between the two regions (Fig. 160). 
It is evident that a general state of weakness around the corner is 
brought into existence owing to a combination of these two effects. 
Fracture is likely, not, as is commonly supposed, on a diagonal line, 
but in some such fashion as in Fig. 151. Radiusing of outside 



Fig. 151. — ^Fracture. 


corners and generous filleting of inside corners enables more uniform 
cooling to take place, thus resulting in a stronger casting. Sharp 
square corners, or re-entrant angles, are always liable to start a 
fracture in whatever position they occur (Fig. 152), and it is an 
important rule that they must always be avoided in designing any 
casting, as seen in the examples shown in Fig. 153 

As the melting point of steel is probably about 2,900° F., as 
compared with 2,200° for cast iron, it follows that the contraction 
of steel is much greater than that of cast iron, being on an average 
about } inch instead of ^ inch per foot. Special precautions must 
therefore be taken to avoid the danger of steel castings ‘‘ flying 
during this excessive contraction. To prevent the possibility of 
accident from this cause, they are taken out of the mould as soon as 
the metal is set, put into an annealing furnace maintained at a 
temperature of 1,700° F. for about twenty-four hours, and allowed 
to cool down without admission of air, the time depending upon the 
size of the casting. 

A prismatic block or ingot of steel always contains a hollow pear- 
shaped cavity near the top due to shrinkage and contraction in 
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cooling. Fig. 164 shows successive zones of solidification, and a 
section through the ingot when cold. A thick crust first forms 
round the outside and over the top, the still liquid metal in the 



Fio. 152. — ** Re-entrant ” Angles. Fig. 15,3. — Sqiiaie and Rounded Corners. 


inJierior gradually sinking by its own weight as solidification pro- 
ceeds. The total contraction in volume is probably about 9 per 
cent., of which per cent, is accounted for in the direct contraction 




Fig. 154. — Cooling of Steel Ingot. 

of the exterior, the hollow cavity or “ pipe ’’ representing the 
remaining per cent. To obviate this defect, the casting is made 
with a “ head,” which is afterwards cut off to secure soundness in 
the remaining portion. 



CHAPTER XXVII 


METHODS OF MOULDING 

The material of which a mould is made must possess suflBcient 
cohesion or bond to resist the fluid pressure of the molten metal 
without change of sh$,pe, and at the same time, it must be plastic 
and capable of taking a perfectly sharp impression from the pattern. 
It should be refractory in a high degree, and must not melt or 
become mixed with the molten metal which comes in contact with 
it. It must be to some extent porous, to permit the ready escape 
of gases which are always given ofi when hot metal is poured into a 
mould, and it is important that it should be a bad conductor of heat 
to prevent too rapid cooling, w^hich in the case of iron at least, leads 
to the production of “ chilled,’' and extremely hard castings. The 
materials best answering these requirements are quartz sand and 
clay, to which may be added other substances for the purpose of 
imparting desirable properties. Sand for moulding must not 
contain organic matter, chalk, or other substance likely to suffer 
decomposition at a high temperature. A good sand, in its natural 
condition, should consist of nearly pure silica, a small quantity, say 
from 2 to 5 per cent., of clay being aesiraBTe to impart the necessary 
plasticity, and enable the sand when moistened to take and retain 
a sharp impression. For the same reason, the grains must be fine 
and sharp and of uniform size, say ^ J ^ Sea-sand, being 

round and smooth, is quite unsuitable. It is, however, well adapted 
for making intricate cores, as explained later (p. 329). The sand as 
it c6mes from the pit k dried,, and ^ound in an edge numeg^miU, 
powdered coal being added during the operation. This gives the 
sand the black appearance which is always noticed in the foundry, 
although naturally it is of a yellow or reddish colour. The thorough 
admixture of finely-powdered coal or other carbonaceous matter 
protects the sand from the action of the hot metal, preventing it 
from being fused and dissolved by the casting. Otherwise a hard 
siliceous skin would be produced on the casting, which would prove 
exceedingly troublesome to remove in machining. The floor of the 
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foundry is formed on a bed of cinders or coke, on which a good 
thickness of ground sand is spread in layers with the shovel, each 
layer being moistened with a watering can and thoroughly turned 
over. The ordinary damp sand of the foundry obtained in this way 
is known as green sand, not, of course, from its colour, but because 
it exists in its naturally moist condition. The same sand remains 
constantly in use, mixed with new from time to time, and the whole 
damped after each usingi/ 

Moulding comprises three distinct branches: — (1) Green sand, 
(2) Dry sand, and (3) Loam moiddiyig. With either of the first twoy 
metliods, patterns, usuall3unade in wood, are necessary, but in loam 








£ 


Fn. KV) — ^^louldei’s Tools Kdinmeis. 


moulding, which is chiefly applicable in the case of large objects of 
circular form, patterns are dispensed with. The tools employed by 
the moulder for green sand or dry sand work should first be noticed. 
To take out lumps, dirt, and foreign matter, the sand is sieved 
through a riddle having a mesh of about J inch. The sand is thrown 
upon the riddle, and filled into the boxes by means of a shovel, and 
is packed closely round the pattern and into tlie box by ramtrhers 
(Fig. 155), which are of two kinds, “ pegging ” and ‘‘ flat.” The 
former shown at a and b have flat ends with rounded faces, for 
entering narrow spaces, and for commencing operations : the latter, 
as at c and d, have flat faces for final ramming and finishing. Short 
rammers for bench work are shown at d and e, the latter being 
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combined pegging and flat. These are usually turned out of hard 
wood. Recently, pneumatic rammers, operated by compressed air, 
have been used with great success for large moulds, and for pit work. 
In Figs. 156 and 157 are shown the small steel tools used by moulders. 
These comprise : Trowels^ of square and heart shapes for filling 
small moulds or mending broken places : gate knives, for cutting 
gates and risers ; cleamrs and beads, for repairing and cleaning up 
the surface of the mould, especially in deep places ; and smoothers 
and sleekers, of various shapes for smoothing out square or rounded 
corners either externally or internally. Vent wires or prickers, by 
which the mould is perforated in various directions to permit the 
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Fig, 167. —Moulder's Tools. Smoothers. 

1. Egg Smoother. 2. Pipe Smoother. 3. Safe End Pipe Smoother. 4. Bacca Box. 

5. Bound Edge Corner Smoother. 0. Square Corner Smoother. 7. Round Edge 
Flange Corner Smoother. 8. Flange Corner Smoother. 9. Round Edge External 
Comer Smoother. 10. Square External Comer Smoother. 11, Button Smoother. 

ready escape of any gas, are also required. Levels, plumb bob, and 
straight-edges, camel-hair brushes for coating the interior of a mould 
with blacking, bellows, and hand-brushes, complete the moulder’s 
equipment. 

ureen sand moulding in its simplest form is carried out in the sand 
of the foundry floor, the mould being quite open without cover, so 
that all parts are visible, from which the name open sand moulding 
is derived. It is applicable to flat plates, wall plates, window 
frames, moulding boxes, core grids, grates, and comparatively 
unimportant work of that class. As the mould is perfectly open, 
the upper surface of the casting is always rough, and the corners 
much rounded, due to capillary action. In preparing the mould> 
the floor sand is opened out and watered, and by means of straight- 
edge and plummet brought to a level surface, over which fresh sand 
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Fig. J58.— Open Kaiid Mould. 


is riddlod. U})on tliis tlie pattern is laid, and fixed in position by 
gentle tapping. It is then covered with fresh sand and rammed up 
to a level surface, tlie imyiression being repaired, if necessary, after 
removal of the pattern. A small cavity, or pourmg basin, is formed 
at one end of the mould, to Avhich it is connected by two or more 
shallow channels or sprues cut out by the moulder with the tools 

previously described. The mould 
(Fig. 158), is then dusted out 
with finely-powdered plumbago 
or wood charcoal contained in a 
muslin bag, flat surfaces being 
polished over by the trowel, and 
corners smoothed out by sleekers. 
Sliould the casting be of fairly 
large size, a pricker would b(‘ thrust tlirough th(‘ base of the mould 
in several directions, to provide a passage for any gas which might 
be disengag(‘d on casting. Molten metal is poured into the basin 
until the mould is (*oniplet(‘ly full, when the surface is sprinkled wdth 
sand to retard cooling of the open surfacd Itough castings for the 
frames or grids of cores, such as sliowni in Fig. 159, are often made 
without patterns, grooves of tin* 
required section being cut by th(‘ 
moulder in the sand. TJie example 
given is tliat of a grid for the core 
between the arms of a fly wiieel or rope 
pulley. As the core is a large and 
heavy one,' thrfM* bossi's are provided, 
in holes through which the hooked ends 
of lifting rods may be inscrt(‘d. 

Moulding in Boxes. In this systiun 
of moulding, the sand is contained in 
booces or flasls, which are generally 
rectangular framivs of cast iron without top or bottom (Fig. HiO), and 
are usually employed in pairs, the top and the bottom box together 
forming the mould. In older to take out tlu^ pattern, the boxes must 
be separated from eacJi other, and to ensure that they may be readily 
put together again in exactly the same position as before, lugs are 
cast on the sides, those on one box having projecting pins which 
enter holes in the lugs of the other box. Handles in the form of 
flat projections are also provided for lifting, and trunnions are cast 
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upon the ends of very large boxes, so that they may be slung from 
the crane. For large castings, the foundry floor is frequently made 
to do duty in place of the bottom box, whilst for objects of com- 




>i(^. 1(»0. — Moulding Boxtvs. 

plicated form it may be necessary to employ three or more boxes in 
combination. To hold the sand, and pr(*\ent the possibility ot its 






Fi( 5. 1(>1. — Moulding Hoxet*. 

falling out when the box is lifted, bars are cast across medium and 
larger sized boxes, as in Fig. 161. In America, wooden boxes are 
preferred on account of lightness, but they are liable to suffer from 
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the combined effects of heat and moisture, and are not durable. 
For special and repetition work, boxes are made of a size and shape 
to suit the object to be cast, thus avoiding the trouble of filling 
useless space with sand, as would happen if irregularly-shaped 
articles were moulded in rectangular boxes large enough to contain 
them. 

Certain general principles are involved in two-part moulding, i.e., 
whenever boxes are employed, and the mould is closed. The 
hollow cavity, or impression left by the pattern in the sand, must 
be put in communication with the outside for several reasons. An 

opening termed the pouring 
gate or runner, must be pro- 
vided, through which the 
molten metal may be intro- 
duced, and its outer orifice 
must always be above the 
level of the highest part of 
the mould, so that the latter 
may be completely filled. If 
the mould is shallow, the 
pouring gate may enter it 
direct, but in order to avoid 
damage to the mould by 
impact of the incoming 
stream of metal falling to 
any appreciable depth, it is 
better to form the gate at the 
side, leading in the metal 
through two or more separate 
channels or sprues near the bottom ot the mould. To prevent 
straining and the formation of blow-holes, the air must be allowed 
to escape as the metal enters, and for this purpose, a riser or air gate, 
opening from the highest point of the mould, must be provided. This 
also serves to show when the mould is full, pouring being continued 
until the metal appears at the surface. To compensate for internal 
shrinkage, a feeding gate or head (Fig. 162 ), should be provided, com- 
municating directly with the boss or other thick portion where 
a “ dra^^ is likely to occur. After pouring, a piece of round iron bar 
about I inch diameter, known as a feeding rod, is inserted in the head, 
and is moved up and down in the molten metal. The agitation thus 



Fio. 1S2. — Feeding Oate. 
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set up is sufficient to maintain a clear way through into the interior, 
through which fresh metal from the head may enter, or may be 
poured in from a hand ladle, to make up for the loss due to liquid 
shrinkage. The action is continued until the metal is just upon the 
point of solidification, when no further shrinkage is likely to occur. 
The size, shape, and position of the gates are usually left to the 
judgment of the moulder, who keeps by him a number of tapered 
wooden plugs of various 
forms to be used as 
patterns for this purpose. 

When the mould is full, 
the liquid metal is under 
a pressure due to the 
head in the pouring gate, 
and the result is a ten- 
dency to lift the top box, 
or in other words, the top 
box, being lighter, tends 
to float upon the liquid 
metal in the mould. The 
boxes must therefore be 
clamped together, or the 
top box may be loaded 
with cast iron blocks, the 
weight of which exceeds 
the weight of the liquid 
metal in the mould. The 
sand in some parts of 
the mould is rammed 
tighter than in others, 
depending mainly pn the 
pressure of liquid metal to which it is subjected. 

Example of Moulding in Boxes. Suppose a simple flat object 
(Fig. 163), is to be moulded, the wooden pattern is laid upon a 
turn-over board,” and the bottom box is placed round it in an 
inverted position (Fig. 164). The pattern is first covered with fresh 
or ‘‘ facing ” sand from a riddle, and the box is then filled up with 
previously-used sand, and well rammed down, first with the pointed, 
and afterwards with the flat, rammer. The superfluous sand is 
struck off with a rule, and the box, still resting upon the board, is 



Fio. 163.— Simple Object for 
Moulding. 




Fig, 165. — Complete Mould ready for 
Pouring. 
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turned over, the board being then taken off. The upper surface 
(which previously rested upon the board) is made perfectly smooth 
and level with the trowel, and upon it is sprinkled a thin layer of 
parting sand, which is the burnt sand or dust scraped from castings. 
This prevents the sand in the top box adhering to that in the bottom 
box so that the two halves of the mould may be easily separated 
for removing the pattern. The top box is now fitted upon the bottom 
one, facing sand is thrown in, followed by old sand to fill the box. 
gate and rivser patterns are inserted, and the box rammed up (Fig. 
165). After taking out the gate plugs, the top box is lifted off, and 
laid upside down upon the bench. The pattern still in the bottom 
box, IS lightly “ rapped to loosen it in the sand, and is carefully 
lifted out. If an attempt be made to remove the pattern without 
rapping, the sand will adhere to the edges, and the mould will be 
broken. Happing is generally performed by boring a hole in the 
pattern and driving in the end of a round barXor the bar is some- 
times made red hot, and allowed to burn its vay into the pattern. 
By striking the vertical bar on all sides, the pattern is caused to 
rock very slightly and thus free itself in the sand. The mould is 
thus made somewhat larger than the pattern, to an extent which, 
in small objects, renders any allowance for contraction unnecessary. 
The process of rapping, although indispensable, may be the cause of 
serious damage to patterns, and to avoid this as far as possible, 
metal rapping plates (Fig. 166), are let into large patterns flush 
wdth the top surface. A useful modification is to provide in one 
and the same plate a plain hole for rapping, and a tapped hole to 
take the screwed end of a lifting rod, which is often a great con- 
venience when taking out the pattern from the mould. The mould 
is then repaired if necessary, and the flat surface smoothed over 
with the trowel, a facing of powdered plumb^o or charcoal 
being dusted on during the polishing procea^/xhe top box is 
treated in the same manner, placed in position on the bottom box, 
and loaded, ready for pouring. The “ parting ” of a mould need 
not necessarily be made on one flat plane at the junction of the two 
boxes. It must, however, in all cases commence at the upper edge 
of the bottom box, and it must intersect the pattern exactly w^here 
the latter attains its maximum width. Thus the parting must 
meet a sphere exactly on the section of maximum diameter measured 
horizontally, and it must intersect a cylinder on a horizontal plane 
passing through the axis. The patterns for such objects may 
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therefore be very conveniently constructed in lialves, so that the 
moulder experiences no difficulty in locating the parting. In the 
case of a solid sphere, for instance, the half pattern is placed on a 
turnover board, and the bottom box moulded in the usual way 
(Fig. 168). The box is then turned over, the board removed, and 
the other half of the pattern fixed upon that already in the sand. 
To bring the two halves 
of the pattern together 
in the correct position, 
dowels ”are used, either 
in tlie form of wooden 
pins driven into one part 
and fitting exactly into 
holes bored in the other, 
or by letting into the flat „ 

surface of each half, 
specially made dowel 
plates of metal (Fig. 167). 

The mould is completed 
in the same manner as 
before (Fig. 169). 

Cores for Hollow In- 
teriors. Hollow objects 
recpiire to be “ cored 
out,’’ by means of a 
core ” made in sand to 
the exact shape of the 
hollow interior. The 
])attern-maker constructs 
a wooden mould or Fiu, lOT.— Dowel Flatob. 

‘‘ core-box,” in which 

sand is rammed up to form the core. The core-box is usually 
in two or more pieces, suitably jointed or “ dowelled ” together, 
to permit the withdrawal of the core without risk of damage in 
handling. Fig. 170 shows a core-box in halves, in which the core 
for a hollow cylinder would be made in dry sand,” or common 
moulding sand mixed with sharp sand. Core sand should be 
fairly adhesive, and yet porous enough to secure free venting, 
and it should admit of being easily extracted from the casting. 
Sea sand or sand free from alumina is most suitable, the necessary 
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bond being obtained by the addition of a binder such as 
core gum, linseed oil, flour, or resin The binder burns immedi- 



ately the molten metal comes 
in contact with it, leaving the 
core entirely free from gas. 
Consequently there is no dan- 
ger of blowing and except 


Pio. 168,— Moulding Bottom Box when of large size, or of com- 



plicated form, cores made in 
this way require neither irons 
nor vents, and are easily 
cleaned out of the casting. 
The sand is well damped before 
being rammed in the box, and 
the core when made is placed 
in a stove to dry. (While still 
W’arm, a coat of black wash 
IS put upon the surface to 



Fig. 170. — Core Box 


pi event the molten metal from 
fusing and dissolving the core. 
Blackwash is made from 
‘‘ moulder’s blacking,’* w^hich 
is a carbonaceous residue 
obtained from the retorts used 
in distilling shale, and which is 



Fig. 171. — Mould for Shoit Pipe, 
a ** core print ” at each end, th( 


mixed with clay water to the 
consistency of crearn^ The core 
must be supported in the 
proper position in the mould, 
and this is usually effected by 
allowing its ends to rest in 
impressions left by the pattern 
for the purpose. Suppose a 
short pipe having a flange at 
each end (Fig. 171a), is to 
be moulded. The pattern 
(Fig. 1716), preferably in 
halves, would be provided with 
prints being of the same diameter 


as the core, and of a length sufficient to afford the necessary sup- 
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porting surface. The mould would be made by the method 
described for the solid sphere, and when complete, with the core 
in position, would appear as in Fig. 171c. It will be seen that 
the core is longer than the hole in the casting by the combined 
length of the core prints. The core-box is shown separately in 
Fig. 170. 

Long and awkwardly-shaped cores require strengthening, as 



Fig 172. — Various Forms of Nails and Chaplets 


otherwise they would be liable to bend or break under their own 
weight or the upward pressure of the fluid metal. A skeleton of 
bent wire, or of light rods, or a “ core iron ’’ specially cast in open 
sand for the purpose, may be inserted to impart the necessary 
stiffness. A core iron should be of such shape and thickness as may 
be readily broken up for removal when the casting is fettled. A 
piece of wire twisted to form a handle for lifting out the core, may 
be left protruding above the surface of a sinking, which is filled up 



332 


MECHANICAL TECHNOLOGY 


and smoothed over when the core is finally plaeed in position. Lon^ 
cylindrical cores for pipes, etc., are formed on ‘‘ core bars,” which 
consist of iron pipe perforated with a large number of holes to provide 
for tlie escape of the gases. A core may be still further supported 
by mea’\s of ‘‘ nails ” or “ chaplets,” ^^hich are made in a number of 
different styles, shapes, and sizes, Fig. 172. As (‘haplets remain 
“ cast in,” or embedded in the metal, it is important that they should 
possess at the time of using a clean metallic surface, perfectly free 
.from rust, And for this reason they are always tinned or galvanised, 
(^laplets or nails punched out of sheet metal c, /, (j, and /?, arc 
preferable to those made in two or moie pieces riveted together, as 
a, h, c^ind d. Xlie method of emplojing chaplets is shown at j, /, 
m, in Fig. 172, and further illustrations of their use will be found in 



Fig. 173. — Defod due to use of Chaplet. 


many of the examples of moulding wdiu li follow. It must, how^ever, 
be admitted that the use of chaplets is not altogether freu* from 
objection, as they ar<* liable to become loose, and are olten the centre 
of a blowui or porous place (Fig. 173). When a long cored-out object, 
such as a pipe or cylinder, is cast horizontally, any escaping bubbles 
of gas will collect above the core, and any scum or foreign matter in 
the metal wdll also rise to the top of the mould. Blown places may 
thus be formed by gas and dirt adhering to the chaplets. 

These difficulties may be overcome by casting long cylindrk*al 
objects, such as pipes, plungers or rams, steam or hydraulic cylinders, 
etc., in a vertical position, which has the further advantage that a 
“ dead head ” may be left on the casting into w^hich scum and ashes 
or “ sullage ” may risi', and where gas may accumulate without risk 
of causing blowm places in the casting proper (Fig. 174) . The increased 
head causes additional pressure on the metal, and enables a sound 
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casting to be obtained with certainty. The head ” is afterwards 
cut off on the line ab, in the process of machining. The arrangement 
of head shown in the figure on the right is not to be recommended, 
as the great mass of metal is liable to result in a “ draw ” (see 
p. 313). It is preferable to adopt the form shown in dotted lines, 
which avoids the risk of any sponginess on the face of the flange. 
Seeing that the soundest and cleanest metal will always be found 
where the pressure is greatest, it may be taken as a general rule 
that the most important part of any casting, especially any portion 
to be machined, should, whenever possible, be placed at the bottom 
of the mould. Thus, in the case of a lathe bed, as the upper surface 



must be got up very true, and very cle.in, sound metal is required 
at this part, which must then'fore be placed at the bottom of the 
mould, as will be explained later. 

Bedding-in. In green sand moulding, tin* process of ‘‘ bedding' 
in is often resorted to, that is, the mould is constructed as far as 
possible in the foundry floor, Fig. 175, the top box or ‘‘cope" 
being employed to secure the advantage of casting under pressure. 
Large wheels and pulleys are generally moulded m this way (Fig. 17()). 
It will sometimes happen that portions of sand project to a consider- 
able distance below^ the surface of the top box. These reoiiire to be 
supported by inserting “ gaggers ” of bent iron,wdiich are “ swabbed 
with clay-wash, and hooked over the crossbars of the box as the 
sand is being rammed up. An inten^sting example of the use oi 
gaggers is shown in Fig. 177, which represents the mould for the 
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cylinder cover of a locomotive engine, in which a recess has to be 
provided for the nut which secures the piston to its rod. The venting 
of the mould is shown by fine lines 
Recessed or Undercut Portions of a Casting. For taking out 
recessed portions of a casting, three methods are available, viz. : 
(1) loose parts on the pattern ; (2) ‘‘ drawhacJcs,’^ or portions of the 
mould supported on plates by means of which they may be with- 




drawn to facilitate the removal of the pattern, and afterwards 
replaced in position ; and (3) cores, the most expensive method of 
the three, and as a rule, only resorted to in cases of special difficulty. 
A good illustration of the use of a loose piece is given in Fig. 178. 
This shows the method of moulding a cylinder cover with stuffing 
box, the flange of which is left loose on the pattern, and is lifted off 
in the top box. After taking out the flange, the top box is replaced, 
and is lifted off together with the middle box containing the pattern, 
which is then easily removed. The core is put in, and the mould 
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completed in the usual way. It will be noticed that two partings 
are employed, necessitating the use of a “ three-part ” box. A 
somewhat similar expedient is adopted in moulding chain pulleys, 



Fifl. 176. —Mould for Large Wheel or Pulley. 


worm wheels, etc. The pattern is made in halves, dowelled together, 
the division passing through the centre of the groove. It may then 
be moul ded in three boxes (Fig. 179a), without any difficulty. 
By mean^of the very Ingenious device known as a “ false core,” 



the niould may, however, be made in two boxes, as in Fig. 1796. 
This is effected as follows : — One half of the pattern is moulded in 
the bottom box, the parting being cut at an incline, as shown. The 
other half pattern is then put in position, and sand rammed in to 
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form the socond parting, sloping downwaids from the upper flange. 
The top box is next put on and rammed up as usual By taking off 
the top box the upper half pattern may be got out quite readily, 



J 10 178 Use of Loose Pje( e on Pattern 
Mould foi Cyhndei Cover 


A\heii the top box is uplaced and the mould turned upside down 
The bottom box which is now uppermost is then lifted, and the 
ronaming half of tlu jiattein withdiawn 4ftei replaeing the 
bottom box, the mould is mveited, and mav then be completed 




(M 


in the usual wav It will be noticed that the ring of sand con 
stitutmg the false core cannot be removed from the mould, but 
must always be supported on the box which, for the time being, is 
at the bottom A three-part mould is also required for a pipe with 
branches at right angles, as in Fig 180 The flange for the branch 
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is loose on the pattern, and is made in halves dowelled together, 
and fitted into a groove turned out of the branch. 

Hollow objects with flanges when not very deep, may be con- 
veniently moulded in three boxes, as in Fig. 181, the use of a core 



being avoided by taking out the interior by means of a block of 
sand, termed a “ cod,” attached to the ])ottom box. In this way the 
inside of the pattern, ‘‘ to leave its own core,” must be “ stripped,” 
or made to taper in an upward direction, to avoid the tendency of 


I 

I 



I 

Fig. 181. — Moulding Flanged Object. Use of “ Cod.” 


the sand inside to “ drag ” or adhere to and lift with the pattern. 
The bottom flange is made loose on the pattern, and remains behind 
in the bottom box when the middle box containing the main pattern 
is lifted. 

The Use of ‘ * Draw-backs ” and Lifting Plates. According to this 
method the recessed portions of the mould are formed upon plates 
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by means of which they may be ‘‘ drawn back ” clear of the pattern, 
and then lifted out, leaving the pattern free for removal, after which 
the draw-backs are replaced, and the mould completed in the usual 
way. A familiar example, Fig. 182, is a cylinder or pump barrel 
with feet attached, which is moulded in a three-part box, the draw- 
back piates being bedded upon tlie surface of the bottom box. A 
sloping parting joint is made from each plate to the main parting 
between the middle and top boxes, so that the sand between the 
sloping joint and the pattern is carried entirely on the plate. Handles 
screwed into the plates are provided for lifting, during which opera- 
tion the curved surface of the draw-back should be kept in contact 



Fig. 182. — Use of “ Draw-back ” in Moulding Cylinder or Pump Barrel. 

with the cylindrical portion of the pattern until the rest is clear. 
The steam cylinder for a horizontal engine may be moulded in a 
similar manner, the addition of steam chest with steam and exhaust 
branches occasioning no further difficulty. This system of working, 
in which a portion of the mould is lilted away on a plate, is very 
suitable for moulding wide-rimmed pulleys from standard patterns. 
In this case, the pattern is made of iron, with the rim in the form 
of a plain ring, separate from the arms, to which a loose boss may 
be fitted, half on each side. In each space between the arms and 
the rim, a cast-iron plate is fitted, the various plates being connected 
together by strong bridge pieces, as in Fig. 183. After ramming 
up the bottom box, the parting is formed at the centre of the pulley. 
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and the lifting plate bedded in, as shown in the upper figure. Upon 
the plate, sand is now rammed up level with top of pattern, the top 
box is put on, and completed. By lifting off the top box, the rim 
pattern is first withdrawn, then the lifting plate with the centre 
of the mould upon it, and lastly the patterns of arms and boss. To 




Fio. 183. — Moulding Wide-riramed Pulley. 


enable the lifting plate to be put back exactly in correct position, 
it is provided on the underside with three large pointed guide pins, 
which act in the same way as dowels. The core for the boss is 
inserted in place, and the top box then follows. 

Lathe beds are moulded in several different ways, but unless 
special boxes are employed, lifting plates are almost indispensable. 
The bed is moulded in an inverted position (Fig. 184), to ensure 
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sound metal for the face and vces, which latter are loose on the 
pattern, the sides being rebated to receive them. When the main 
body of the pattern is withdrawn, these pieces remain behind in the 
mould, and may be got out by lifting the outer sand away on 





Fig. 184. — Moulding Lathe Bed with Draw-backs. 

plates, as shown. Where the design will admit of it, the sand 
forming the inside of the bed may be lifted out on a plate (Fig. 185), 
which should be of wedge-shaped section, about 1 foot longer than 


















Fig. 185. — Moulding T.athe Bed with Inside Lifting Plate. 


the bed, and with two guide pins cast on its underside. The pattern 
is ‘‘ bedded in ” the foundry floor with the lifting plate in position, 
and is rammed up from inside and outside simultaneously. To bind 
the sand together, pieces of iron dipped in clay wash are inserted 
every few inches apart in the centre portion as the ramming up 
proceeds. The top box is rammed up as usual, a runner beino^ left 
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at eacli aid on account of the great length of the casting When 
complete, the top box is taken oil, the body of the pattern drawn 
out, and tlie ccntic portion lifted out on its plate, two e>ebolts 
being cast in the plate foi the purpose The loose pieces on the 
pattern are “ wire d on,’ cind the wires are taken out as the ramming 
up prcK e( ds When the centre has been lifted out, tliese loose pieces 
are withdrawn hon/ontally into the middle space then left free 
Piobfibly the best method of moulding a lathe bed is to use a 



solid pattern and form the whole of the inteiior with dry sand cores. 
Tins has tlie advantages of being quickei and safei, and ensures a 
longei life of the pattern 

Where lathe beds are made in large numbers, special moulding 
boxes in foui parts are sometimes emplo}'ed The mould thus 
c onsists of a bottom, two sides, and a top, w Inch affords the moulder 
access to all parts for finishing, etc 

“ Pot Mould.” This arrangement is in reality an adaptation of 
a very old device known as the “ pot mould,” employed in casting 
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vases, urns, pots, and similar vessels, both in bronze and iron 
(Fig. 186). The pattern is made in halves, and is “ self-coreing.” The 
mould IS in four parts, bottom, middle (m halves), and top. The 
middle box is divided vertically, with the halves jointed accurately 
by r-eans of pins and lugs, and bolted or scre>\ed firmly together 
in addition. The half pattern, with the open mouth upwards, is 
rammed up inside the half middle box (1), against a vertical joint 
board temporarilv secured to the box, the whole resting on a turn- 



Fk, 188 — Moulding Grooved Pulley with l^iin ('ore 

over board (a). The joint board is removed, and the surface left by 
it outside the half pattern covered with parting sand The other 
half of the pattern is then added, the two halves being accurately 
fitted together by dowels, and after securing the second half of the 
middle box in position, the portion (2) of the mould is rammed 
up (6). Parting sand is sprinkled upon the upper surface, the 
bottom box is put on, and together with the inside of the pattern 
forming the core, is rammed up to give the portion (3) of the mould 
(c). By placing the bottom board on box (3), the whole may be turned 
over, bringing the object moulded into an inverted position. The 
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turn-over board is removed, the joint sprinkled with parting sand, 
and the top box put on and rammed up, leaving the necessary gates 
and risers (d). The pattern must now be withdrawn, and to effect 
this, after lifting off the top box, the bolts connecting the two 
parts of the middle box are removed, and by careful rapping, the 
two half boxes are drawn apart horizontally, exposing the pattern 
which, being in halves, is easily removed from the central core. If 
a handle is to be cast on the vessel, the pattern for it is wired on the 
main body, and therefore remains in the sand of one of the middle 
halves. The pattern for the handle is made in two pieces, each of 
which is curved to the arc of a circle to enable it to be drawn out 




Fio. 189. — Method of Moulding Gas or Water Pipe in Loam. 


of the sand as showm by arrows at (4). All parts are finally smoothed 
and finished, and the mould closed, the two halves of the middle 
box being securely bolted together. 

Use of Cores for taking out Undercut Portions of a Mould. As an 
alternative to the use of a false core, it w^ould probably be preferable 
to take out the sand forming the groove of a rope pulley on a ring 
plate (Fig. 187), especially in the larger sizes. Taking the same 
example, the transition from the lifting plate method to true 
coreing will be at once observed. In the latter case, the rim is 
provided with a core print in the form of a projecting ring (Fig. 188), 
and the core, made in a core-box of corresponding shape, is laid in 
the recess left by the circular print. Chain wheels having link 
recesses in their grooves, are invariably dealt with in this manner. 
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The use of cores is, tlierefore, not limited to taking out a hollow 
interior, but is frequently resorted to for awkwardly placed surfaces 
on the outside of an object. From what has been said, it will be 
noticed that cores may be of green sand, dry sand, or loam. A 
greets sand core is one left by the pattern itself, without a core-box, 
and is formed from the same sand as the rest of the mould, to which, 
in fact, it is united by rods or grids, and which tlierefore is not 
subjected to any drying process. A drif sand core on the other hand, 
is invariably made in a core-box, and is afterwards dried in an oven 



Fio. 190. — MetlHKl of (\}ir for l^ipe. 


or stove. Loam cores, to be next described, are usually “ struck 
up ” on revolving bars by means of a “ strickle ” or ‘‘ loam board,” 
but are sometimes also made in open core-boxes. Loam 'patterns 
may be constructed in a similar maimer, and are moulded in sand 
exactly in the same way as those of wood. 

Pipe Moulding. The method of motdding an ordinary gas or water 
pipe (Fig. 189a), is a good illustration of the process. A wood 
pattern might, of course, be used in the ordinary way, but it will 
now be shown how this may be dispensed with. The core is first 
formed on a core bar, which is hollow, made from iron pipe per- 
forated with holes or air vents throughout its length to permit of 
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the escape of any gases. The ends of the pipe are temporarily fitted 
with spindles, one of which is also provided with a winch handle for 
rotating the bar during tlie operation of building up the core. The 
spindle ends run in bearings formed on frames or '' core trestles,” 
thus constituting a rough kind of lathe (Fig. 190). A covering of 
hayband is first tightly wrapped round fche bar, throughout its 
length, and over this a coating of loam is applied, as the bar is 
revolved. This is allowed to dry, and if the core is of large diameter, 
a second layer of ropc' similarly covered with loam may be put on. 
In this way, the core is rendered porous or stdf- venting,” allowing 
easy escape of anv gases through the holes in the core l)ar. When 
dry, more loam is laid on, and is stuck up to the required sliape by 



Fio. lai. Complete Mould foi I^ipe oi Cvlindfr. 


means of the upside loam hoard (Fig. 1896), histened down upon 
the end frames ])arallel to and at the correct distance from the 
centre of the bar. Tlie core is dried in tlie stove, and after receiving 
a coating of bla(*kwash, is again rotated in its bearings in order that 
the thickness jnex'C may be added, f.c., another layer of loam, brought 
up to the diameter and shape of the outside of the pipe by means of 
the external loam hoard (Fig. 189r). After drying, the loam pattern 
is complete, and may be moulded in sand in the usual way. The 
thickness piece is then peeled off, the blackwash acting as a parting, 
leaving the inside core ready to be placed in the mould. Fig. 191 
shows a section of the complete mould ready for casting. As 
already point(‘d out, long pipes should be cast in a vertical position. 
For this reason, a number of special appliances are made use of in a 
pipe foundry devoted exclusively to this class of work. Special 
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boxes (Fig. 192) are employed for each size of pipe, of such a diameter 
that a thickness of only 1 inch to inches of sand is required for 
the mould. The pattern is of iron, in two parts, one to give ‘the plain 
portion of the pipe, and the other the faucet end. The box is closed 
at the lower end by a hinged door, a recess in which enables the 



pattern to be placed in proper position without any trouble. Sand 
is then rammed in the naiTO^\ space left, to allow of which the 
upper part of the pattern is left loose (Fig. 192rT). When complete, 
the pattern is drawn out, first the faucet and then the shaft portion, 
and after receiving a coating of blackwash applied with a long- 
handled brush, the mould, (Fig. 1926), is dried by means of a port- 



METHODS OF MOULDING 


347 


able stove. The core, made as previously described, is put in from 
above, centering itself by the conical portion at the top, and by 
entering the recess in the door at the lower end (Fig. 192 c). It is 
desirable that pipes of large 
diameter should be cast with 0 

the faucet end downwards, 
as in Fig. 193. In a com- 
paratively short time after 
casting the core bars are 
drawn while tlie pipe is still 
cherry red, and are stripped 
clean from sand, etc., in 
doing so. The pipes are 
removed from the moulds 
while still red hot, when the 
boxes are knocked apart, 
cleaned out, and made ready 
lor use again. To carry on 
work of this kind contin- 
uously, a casting pit is dug 
out to a sufficient depth 
below the foundry floor, in 
which the moulds may be 
stood on end. This is 
scarcely possible in the case 
of a long cast-iron column 
for a building, which is 
usually cast ‘‘ upon its 
side,” or m a horizontal 
position. The complete 
mould for an example of 
this kind is show^n in Fig. 194. 

Very great care must be p’lQ 193 — complete Mould for Pipe with 
taken to prevent shifting of Spigot and Faucet Ends. 

the core, which would of 

course produce unequal thickness of metal (see Fig. 173.) The core 
must therefore be well supported by chaplets, both vertically and 
horizontally. Columns are poured from both ends, the runners 
entering the flanges. If very long and light, it is better to pour at 
the centre in addition, and in any case risers are arranged over the 
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highest parts of tlie moiikh There is always some danger of 
blowholes and sponginess on the upper side, and it is therefore 
most important that the mould sliould be well vented to permit 
the escape of gas. 

A ^urther example of the use of a loam core occurs in moulding a 
steam engine cylinder in dry sand. Small, and even moderate sized 
cylinders not exceeding 30 inches diametcT, are moulded from 
patterns in two boxes (Fig. 195), the parting passing through the 
centre of the cvlinder and the steam chest. Tlu^ main core is formed 





Fkj 194.- ("oiuplelt* Mfiiild foi (Vist Troll CoIiumm 


upon a bar wra])ped witli hay-band and cov(U’(*d with loam as 
already described. The remaining cores an* made* in special core- 
boxes, those for the steam ])orts (Fig. 197), being particularly 
interesting examples of such work. For holding the cores together 
rods, frames of ^\lre, or grids of thin cast iron, are inserted. Great 
attention must be paid to proper venting of the cores, which should 
be made to communicate freely with the outside air at alt j)oints 
of support on the mould, no opportunity being given for the gas to 
pass through the surface of the core into tlu' metal. H(*nce it is 
desirable that the interior of the core should bt of a porous nature, 
surrounded by a somewhat closer skin. This ex])lains why cinders 
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are often used for the centre, with a surface of fine sand coated with 
blacking. With large cores, pipe^^ are often arranged to lead from 



the coke l)ody into the open air, when* the issuing gases are ignited. 
In small cores, passages are left by ramming up the core round a 
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small rod, or piece of wire, whicL is afterwards withdrawn. For 
small cores which are of curved or intricate shape, flexible “ wax 
wire,” which is produced in various sizes from th inch in diameter, 
affords a convenient means of obtaining thorougli venting. When 
the V ore is dried, the wax melts, and is absorbed by the sand, leaving 
the required passage, through which the cotton wick may be 
withdrawn. After passing tlirough the cores, the gas comes out at 
the prints, from which it must be conducted away by suitable vents 
through the mould. Tlicse remarks apply wdth especial force to a 
complicated casting such as a steam engine cylinder, in which, as 




Fkj. 107 .— Core-Box for Stea,m I\)it (’ore. 


a rule, the mould does not occasion mucli trouble, the cores giving 
the most cause for anxiety. Taking the example given (Fig. 195), 
after moulding in the ordinary w^ay, first the main core, B, and 
then the steam chest core, C, are placed in jiosition, after which 
the steam and exhaust port cores, S, 8, and E, are secured in their 
respective prints in B and respectively. Lastly, the core, P, for 
the steam inlet, and those for the valve rod stuffing boxes, V, V, are 
fixed in their places, the mould closed, and the two boxes firmly 
clamped together. A pouring basin is arranged on the upper end 
of the mould, which is embedded in the sand of the foundry floor, 
as shown in Fig. 196. Deep moulds when complete are frequently 
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rammed up m sand in this way, to guard against the possibility of 
bursting due to the head of metal inside. 

An interesting example of cored work js toiind in the mam 
cashnq for a vertical diied admq ^team pumj) The illustration 



(Fig. 198), shows on the l(*ft the section set out full size on a board, 
the cores being indicated by section lining The pattern itself is 
seen in the centre of the view, and the finished casting on the right. 
The steam cylinder, the main standard, which also serves as an air 
vessel and contains the valve chambers, the pump barrel, and the 
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base carrying the cranksliaft bearings, aie all “ east in one piece.” 
In the view of the pattern, the vaiious core prints are el(‘arly seen, 
and grouped round the base, several of the core-boxes will be noticed. 



The rectangulai punt toi the steam chest core is readily discernible, 
as well as the core-box, which consists of a hollow rectangular 
frame, with a bottom piece carrying the prints for the steam and 
exhaust port cores. Projecting below the pattern may also be 
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observed tlie larjj^e rectangular print of tin* core' for takinj^ out the 
hollow interior of the base. This (*ore is made in the box seen on 



the l(*ft, one half of the cover of which lias been removcnl to exhibit 
the construction. One half of the core-box for the pump barrel and 
suction valve chamber, with the connecting passage between them, 

M.'l. N 
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IS exposed on the e\ti(ni( ol the \i(\\ The bogie with the 

cores just ditUMi from the sto\( is sho\\n in Fig J99, but it should 



be stated that in a iev^ case^. the core boxes and loam boards have 
been plac ed alongside for identification Fig 200 is an illustration of 
the mould, \Mth the top box lifted showing the pattern ' bedded in ” 
the foundry floor In Fig 201 the pattern has been withdrawn, and 
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the cores placed in position, and Fig. 202 shows the mould closed 
and weighted, with pouring basin, risers, etc., ready for casting 

“■ X 


\ 



The mould for the bad’ standard of an inverted vertical engine is 
shown in the illustration (Fig. 203). The pattern and core-box 
are reared up on the left. The latter is open-topped, to allow of 


Fig. 202 — Mam Castin" for Steam Pump Mould Closed and Weighted ready toi Pouring. 
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the suifact ()1 tli( (OK bdii^ stiitkltd oft l(\el with the ii})por edges 
of the ho\ Th( mould is siui with the lore jri position and the 



; 


form of the parting which lollows tin iak( ol the foiked portion, 
should be noticed The coie is slung iiom the oiaiie by three eye- 
bolts sunk below th( suiiace in small cavities which aie fiiidlly hlled 
up level Thf casting is pouied simultaneously at two gates, which 



Kj(j ^O.”) SKoloton Paftoin for Don^'d Vom^i 


may be seen eominjT^ throiigli the top box just inside tlie fork. For 
such gate a well is provided in the 1 ow’(h* part of the mould, com- 
municating by three “ sprues ” with the adjoining leg. This 
method is \isually adopted il the metal is relatively very thin. 
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Methods of Reducing Cost of Pattern-making. Use of Skeleton 
Patterns. Many objects of simple form may be moulded from a 
skeleton pattern resembling a mere outline framework, to which 
are fixed guiding surfaces for the “ strickle ” or chamfered-(»dged 
board used for taking out the intervening spaces. Intersecting 
sunaces, such for instance as those occurring in th(‘ domed cover 
(Fig. 204), may be very conveniently moulded in this way. The 
pattern consists of a simple frame jointed at the corners, and 
corresponding in size to the outer flange of the cover (Fig. 205). 
Upon this are fixed four guiding pieces for the strickle, two at the 
sides of the same shape as the outside of the longitudinal section, 
and two at the ends cut to tlie outside of tlie cross-section. The 
pattern is embedded in sand, which is rammed u]> inside the frame 
to the form of the cover as nearly as can be judged, the exact shape 
being finally given by passing the strickle first over one pair of 
guides and then over the other. The guides, which are made easily 
removable for the purpose, are then taken off, and a pattern remains, 
partly of wood and partly of sand, upon which the top box may be 
rammed u]), the method b(‘ing known as “ reverse nioHldlNfj/' After 
lifting off the top box, tin* guides are r(‘[)laced, and th(‘ thickness of 
metal in the casting is scraped off the bottom ])art of the mould by 
means of a strickle let down and shouldered at tlie ends to the 
required amount. This method may b(‘ still more readily applied 
in the case of objects of circular form, which may be swept up 
either in green sand or loam, as may be most suitable. The striking 
board or strickle is attach(‘d to a revolving arm fix(‘d upon an 
upright spindle, or ‘‘ striking bar,’' which rotates in a footst(‘p 
bearing or socket embedded in the sand (Fig. 200). In work of 
large size, the upper end of the bar may be supported by means of a 
bracket or “ horse.” projecting from the wall (see Fig. 217). The 
following simple examph* of sweeping up a dished cover in gn'en 
sand will serv^t' to explain the process. A pit is dug in the foundry 
floor and a coke l>ed extending over the full extent of tlie mould is 
laid down, the socket or spindle holder being emb(Hlde<i in it. At 
first, coarse, and upon that fine, sand is rammed do^\n uj)on the 
coke bed, which is vented by means of hay bands oi* pipes leading 
diagonally to the bed joint (Fig. 207 a). Upon this, a Ix^d of sand 
is rammed hard, about levcd with the foundry floor. The spindle is 
then inserted in its socket, and the strickle attach(‘d to the rotating 
arm. Fine sand is then ramnn^d down hard, until by r^wolving the 
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Fi(}. 2(K). -Striking Bar and Footstep for f^oani, etc,, Moulding. 


strickle, an exact and very dense reverse mould is struck up 
(Fig. 207 a). This is covered with parting sand, and upon it the 
top box, or cope, is ‘‘ gaggered,’’ rammed, and vented, exactly as 
upon a wooden pattern (Fig. 207 h). The proper position of the 
box is determined by iron stakes driven into the foundry floor, so 
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that it may be lifted off, and turned ovei’ for mending and finishing 
in the usual \\ay. To produce the loA\er half of the mould, the 
hard-rammed bed an Inch is really a sand pattern, is dug out and 
re-made exactly as \n Ihui bedding in. The bottom strickle,’’ wdiich 



penetrates to a depth below the surface equal to the thickness of 
metal in the cover, is then attached and is swept round and at the 
same time the sand added to the upper surface is pressed l)v hand, 
and lightly lammed, until the correct form is obtained (Fig. 207 r). 
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The spindle is then removed, the hole stopped, and the mould well 
vented, and finished off as already described (Fig. 1207 d). The rim 


of a Jiyv)hesl or rope pulley 
is generally struck up in 
green sand or loam, the arms 
and boss being formed in 
sector cores built into the 
mould. The core-box is 
shown in Fig. 208, and it 
will be seen that the angh' 



between the radial sides 
— 3()0 number of arms 
in the wheel. The top and 
sides of the box are loose, 
and the pattern for the arm 
is dowelled at each end. 
When the core has been 
rammed u]), the sides are 
unscrewed and the core 
taken away, leaving the arm 
to be knocked out from tlic 
small end. The requir(‘d 
number of con's are made, 
dried. black\vaslu*d. and 



Flo. 208. -Fore-Jiox toi .Vrms of Pulley. 


built into the mould, as shown in Fiij. 210. The size of these arm 


I 



Fig. 209. — Coie-Uox for Aiuib 
of Wheel or Pulley. 

i 

cores may be reduced in the case of heavy wheels or pulleys by 
making the box rectangular as in Fig. 209. The core in this case 

N • 
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is made in halves, jointed together horizontally (Fig. 209, a). A grid 
provided with projections whi(‘h fit into notches cut in the upper 
edges of the core-box is embedded in each half to give the necessary 
strength 1 o the core. When these rectangular cores have been placed 
in the mould, the triangular spaces remaining are filled in by ram- 
ming up sand bet^\ een the cores against a sweep,” as shown on the 
left in plan (Fig. 210). This method is especially suitable for 
moulding wide pulleys vith a double set of arms. Here the 



Tk. 210. C’oinpietc Mould foi K()]>o PulJ(‘y. 


outside of the nm is formed in segments in the box (Fig. 211), or 
is swejit up in loam carii(*d upon an iron ring fitted with lifting bolts. 
The top of the mould is also struck up in loam carried upon a 
circular cast iron plate. 

Loam Moulding. Loam is a mixture of sand and clay ground up 
to the proper consistency in a sand mill. Various substances 
known as ‘‘ openeis,” such as horse-dung, cowhair, and sawdust, 
are added to increase the poiosity, and give the necessary bond. 
It is used in a moist condition like mortar, the mould being sub- 
sequently dri(‘d or baked. Loam moulding is carried out in two 
distinct ways. According to the Jirst method, in preparing the 
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mould for any hollow object, three parts are formed in succession^ 
viz.: (1) The core corresponding in shape to the inside of the 
casting ; (2) the loayn pattern^ produced by adding the thiclness- 
piece to the core, and which therefore possesses the same form 
as the exterior of the casting ; and (3) the cope, which is con- 
structed upon th(» thickness-piece, and which contains pouring 
gate, riser, etc. The method of moulding a large hemispherical 
pan may be taken as a good example of this process (Fig. 21^ 
A circular case of brickwork is first built up, with a cylindrical 
cavity in the centre, from whicli a number of passage's run radially 




Fk,. 211 . — ('oie-Bo\ for Run of Rope* Pulley 


to admit the air when drying the core. The base is covered with 
loam, which is swept up to a level surface or bed, A, by means of 
a straight-edged loam board, and is then dried. The body of the 
core, B, is next built up of brickwork, the bricks breaking joint in 
successive courses, with a thick layer of coarse loam at each joint. 
The spaces betw een the bricks ensure the necessary venting, which 
may be still further provided for by filling in cinders. A coating 
of loam is now laid upon the brickwork, and sw^ept to the shape 
of the interior of the casting by the core board C, the lower end 
of which is guided upon the bed joint of loam. The core is dried 
by lighting a fire inside, and when dry, is blackw^ashed, and then 
thicknessed, a layer of loam being swept to the external shape of 
the casting by using the thickness board, D (shown dotted). The 
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‘‘ thickness ” is simi- 
larly dried and 
blackened, and the 
cope then built ditectly 
upon it, a strong cast 
iron plate or cope ring 
serving as a support, 
by means of which it 
may be lifted. Usually 
three or four lugs are 
cast on the plate, 
which is thus sus- 
pended by slings from 
the cross piece of the 
crane (see Fig. 216). 
The cope, E, Fig. 213, 
consists of a loam face 
backed by brickwork, 
and strengthened when 
necessary by introduc- 
ing iron rods, rings, or 
plates. When dry, the 
cope is lifted to allow 
the thickness to be 
parted and removed, 
and both cope and 
pattern arc thoroughly 
dried, smoothed down, 
and black washed, 
before putting together 
again. This is 
facilitated by the 
conical form of the 
joint at J, which 
enables the cope to be 
lowered into a perfectly 
central position. A 
bell of large size is 
moulded in a very 
similar manner, as will 



Comph tt Mould foi Large Bell 
I'M J14 


be apparent from Fig 214 Vs .i lule tlie mould is formed m a pit, 
and when complete is well rammed with sand round all sides 
According to the second system of loom 7nouldi7ig, the core and the 
cope are built separately, no thukiiessing being necessaiv Bells 
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of ordinary size are moulded in this way. The method of working 
is clearly explained by reference to tlie jdiotographs (Figs. 215 and 
216), which were specially taken for the author by Messrs. Charles 
Carr Ltd., the well-known bell-founders, of Smethwick, near 
Birmingham. Fig. 215 shows the operation of striking up the 



Jm(!, 2J5. — Striking up (We for BelJ. 


core to the shape of the interior of the bell, and the cope containing 
the external form is seen in Fig. 216. 

As a rule, the object to be moulded must be of such a shape as 
will permit of the core being lowered into position inside the cope, 
a top plate ” being required to close the mould. The example 
given is that of a flanged cylinder of large diameter (Fig. 217), 
for which the ring body is built up of brickwork, either on a brick- 
work bed as before, or on a cast-iron loam plate as at (a), the interior 
coating of loam being swept up by the board shown on the left. 
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The core is also carried on a plate provided with lifting rods, and 
is swept up by the board shown at (6). The lower portion of both 
parts is of a conical form 0, known as the “ check,” which ensures 
exact centering of the core when lowered into position. The loam 
plates have “ prods ” cast on both sides, to hold a layer of loam 
which is swept up and dried, so that the face is exactly square with 



Fig. 216. — Cope for Bull. 

the axis of the cyhnder. The core is thus made to stand truly 
perpendicular in the mould. 

A large steam cylinder is generally moulded in loam, the body 
being swept up as just described. As a convenience in moulding, 
the steam chest is cast separately, and afterwards bolted on in 
place. The port face, with steam and exhaust ports, may then be 
moulded with the aid of patterns and core-boxes, in the usual 
way. The mould is built up on a loam plate n (Fig. 218), the 
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•\[oiildinty Short FItnsjed Cylinder in Loam 
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socket for the striking bar being embedded in the floor, and the 
bar supported at its upper end by a suitable bracket. A thin 
layer of loam is spread upon the plate, and on this, brickwork to 
form the base is built up to the level of the bottom flange of the 
cylinder. The conical portion or check at o, is left as previously 
described, the finished shape being given by the loam board 6. 
The latter is next removed, and the base, after drying by means of 
an open coke fire, is coated with black wash. An iron ring, coated 
with loam, is then placed upon the levelled surface of the base. 




Ki(} 2 IS — Moulding a Large Steam Engine Cyimdei 

and upon it the mould is built of common bricks coated with 
loam, swept to shape by a loam board. The pattern for the port 
face, c/, IS fixed in its proper position, and is embedded m about 
U inches thickness of loam, which may be increased at corners 
and projections, venting being effected by inserting wax wire in 
suitable positions. The flanges to which the steam chest is bolted 
must be left loo.se on the pattern, and are withdrawn subsequently. 
After removing the pattern, the loam board is used to strike up the 
interior, two thicknesses of loam being put on The first layer is 
of coaise loam above 1 inch thick, laid on by hand, and then 
dried. The final coat is much tliinner and finer, and is worked to a 
smooth surface by the sharp edge of the board. When completed, 
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the external mould is lifted off the base by the crane, and removed 
to the stove for drying. The striking bar is again erected in place, 
and by means of the core board, the bricked-up core is completed, 
commencing at the check on an iron ring, c, coated with loam. 
The steam and exhaust port cores are constructed on grids, which 
arc hcid in place by screws, e, passing through the plate or door on 
the outside of the mould. The ends of the S-shaped steam port 
cores are drawn back from the main core until the various parts 
of the mould have been adjusted in position. They are then 



Fig. 219. — Moulding in Loam with Guido and Strickle. 


pressed into place, and securely held by chaplet nails. When 
closed, the entire mould is placed in the casting pit, and sand 
rammed round it, to resist the pressure due to the liquid metal. 
The pouring basin is arranged in the sand above, the gate being 
made to enter the mould well down, to introduce the metal without 
shock. The interior of the core is best filled with cinders, to reduce 
risk of explosion due to accumulation of gas. 

Mouldi^ in Loam by means of Guide Iron. Cores of circular 
section and of curved or irregular form, are frequently made in 
halves by means of a strickle which is carried round a guide of the 
required shape fixed on a board (Fig. 219). The two halves are 
afterwards jointed and cemented together. By carrying the same 
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principle a little further, a bend of any form for cast iron pipe 
(Fig. 220, a) may be worked in loam entirely without patterns. 
The section of the pipe is set out on a board, and a piece of ^-inch 
square iron is bent by the smith to a shape parallel to the centre 
line of the pipe, and at some little distance beyond its maximum 







Fig. 220. — Moulding Bent Pipe in Loam. 

diameter. This “ guide iron,” as it is termed, is fixed down upon 
the board in its true position, as shown in Fig. 220, 6. Two tem- 
plates or strickles, one corresponding to the external, and the other 
to the internal, diameter of the pipe, are made by the pattern- 
maker, the edge of the semi-circle being chamfered as shown in 
section. A notch or “ check,” is cut in the corner of the strickle, 
by means of which it is carried round the guide iron exactly at the 
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correct distance from it, and as nearly as possible at right angles to 
the centre line of the pipe. Using the core strickle in this way, a 
semi-circular mass of loam is struck up on a suitable core iron, and 
should spigot and faucet, or other special form of ends, be required , 
they are moulded from wooden patterns, or more correctly speaking, 
in core-boxes. For flanges, wooden patterns in halves are employed, 
as shown in dotted lines in the figure, and are held in pla(*e on the 
loam by means of nails. The guide iron is then reversed, and a 
second half core of the opposite hand is struck up. Without 
detaching from the plate, both halves are dried in the stove, and 

after blacking, are '' thick- 
nessed ” by using the 
pattern strickle with the 
same guide iron as before 
(Fig. 220, c). Both are 
again dried, and are then 
removed from their re- 
spective plates, and 
cemented together to form 
the loam pattern. This 
is moulded in the ordinary 
way, after which the thick- 
ness piece is stripped ofl“, 
leaving the core ready foi 
the mould. It will be 
r(*adily understood that the 

Fio 221.-Moulding Pipe of .Sp..,-ial Form is not limited to 

in Jjoam. 

objects of circular section, 
but may be applied even where a change of section occurs, as, for 
instance, from circular to rectangular. Xja king, for example, a 
fipe of special form sliown in Fig. 221, the core is first struck up, 
using a strickle of semi-circular shape for one end, and rectangulai 
for the other. The rough core, after drying, is worked down by a 
rasp to the gradually tapering form required, and is finished with 
pumice stone or glass paper. After treating with blackwash. 
strips of the same thickness as the metal are fixed upon the core, 
and the intervening spaces filled up level with loam, which is 
then dried. The strips are next taken off and replaced by loam, 
which is dried, and the pattern completed as before. 

Skeleton Patterns. It frequently haj)pens that a single casting 
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of unusual size or form, such as a pipe bend, is required at short 
notice. To avoid the expense of making a complete pattern, and 




also to save time, a *' skeleton ’’ pattern, ot which an example is 
given in Fig. 222, is constructed. This consists simply of a piece of 



Fkj. 22a. — PtitU*rn for Higli-Pn*ssun* Turbine of Cundid H.M.S. “ Lusitania.” 

flat board cut to the outline of the pipe, a half flange with print 
attached, being turned separately, and screwed on at each end. A 
number of half-round pieces, corresponding to the external diameter 
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of the pipe, are fixed upon the board at intervals, and are held 
firmly in place by inserting longitudinal stiffening pieces between 
them. The n^oulder first proceeds to fill up the intervening spaces 



with sand, which is rammed in hard, and strickled off to the edges 
of the skeleton frame. From the combination pattern of timber 
and sand, the object is moulded in the usual wayX For some 
interesting examples of work of this character on a very large scale, 
the author is indebted to Messrs. E. M. Brown & Co., pattern- 


Fig. 224 — Cylinder Patternb tor ln\erted Vcitir'd.l Miiinc Ensiiiu*. 
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makers, of Huddersfield. Fig. 223 is from a photograph of the 
pattern for the top half of the casing of the high-pressure turbine 
for the Cunard R.M.S. “Lusitania.” This pattern, which was 
made for Messrs. John Brown & Co. Ltd., of Clydebank, measures 
28 feet in length by 1 1 feet 6 inches in height. Fig. 224 shows the 
patterns for the high pressure and intermediate cylinders of a large 
inverted marine eiigiuc of the reciprocating type. 



CHAPTER XXVIII 


CHILL CASTING 

It has been shown that the hardness of cast iron depends upon 
the condition of the carbon contained in it. In the very hard white 
variety the carbon is almost entirely in the combined form, whereas 
in the soft grey irons, by far the greater })ortion of the carbon 
present is in the free or graphitic state. When cast iron is cooled 
very rapidly, the crystals of graphite have not time to separate, 
and the carbon remains combined with the iron. This may be 
effected by casting the iron in a metal mould, tlie result being 
known as ''chilling.’' The more ra])id the rate of cooling the 
whiter will be the iron, or the greater the depth of chill. A special 
grade of iron, low in silicon content, is necessary to secure the best 
result, which is also to a great extent influenced by the thickness 
of the metallic mould, and the temperature of pouring. Hence, tlie 
depth of chill below the surface may vary from | inch to 1 inch 
or even more, the rest of the metal remaining soft and grey. 
Advantage is taken of this fact in casting rolls for rolling mills, 
shoes for battery stamps and other parts of crushing and grinding 
machinery, tramcar wlieels, ploughshares, etc., where an extremely 
hard surface is required with an interior of softer and tougher metal. 
Those parts which are to remain soft may be cast in green or dry 
sand in the usual way, the chill being arranged to take tin* place of 
one of the boxes forming the mould, or in some cases the wooden 
pattern may be placed inside the chill, and the two rammed up 
together in the mould. Car wheels, which are chilled on the tread, 
are moulded in a three-part box, the "middle ” of which is the 
chill (Fig. 225). The boxes are of circular form, and with the chill, 
are provided with pins and lugs as usual. The chill ring is bored 
out to a smooth surface, and is turned upon both faces. Before 
casting, it should be heated to drive off moisture, and the internal 
surface thickly coated with plumbago to prevent risk of fusion by 
the molten metal. The chilled part of the casting sets very quickly, 
and the wheel, while still red-hot, is transferred from the mould to 
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an annealing furnace, wliere it remains three or four days. Very 
slow cooling must be resorted to, in order to reduce contraction 
stresses which are liable to be set up in the unchilled part. The 
manufacture of chilled car wheels has been very extensively deve- 
loped in America, where they are employed not only for tramway 
vehicles, but also for goods wagons, railway carriages, and even 
locomotive engines and tenders. In this country, steel castings 
are preferred, even for such a purpose as the wheels of colliery 
tubs. Fig. 220 shows the complete mould for what is known as a 
double-plate ” car wheel ready for pouring. This arrangement 
has been adopted by many firms in the States, which specialise 



entirely on this class of work, and it is the general practice to cast 
the Avheel flange down.” The mould consists of four parts: 
Cope A, chill n, drag c, and “ ]>ottom boanl ” i), all of circular form, 
the latter a perforated cast iron plate, shown in plan at (c). The 
cope, A, and the chill, n, are bolted together with four bolts, E, 
and two pins, f, enable the chill to be located in proper position on 
the drag, c. The chill is also provided with trunnions, a, for lifting 
(see plan). To take out the double plate portion, a ring core, h, is 
used, supported on three I’ound feet, i, through which any gas 
may find its way, escaping by the perforated bottom plate. The 
same remark applies to the core. J, for the central boss. The ring 
core is prevented from rising by chaplets, k, the stems of which 
are placed in holes drilled in bosses cast on the cope for the purpose. 
The mould is poured from a central basin or dish,'’ L, cast in a 
piece with the cope, radial bars connecting the dish with the outer 
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rim, as seen in plan at (6). It is stated that a man and his helper 
can make per day twenty complete moulds as here shown. 

The casting of a chilled roll affords another example of the use 



Fm. 22().— Mould for Chilled Car Wheel. 


of a composite mould of sand and cast iron (Fig. 227). Rolls are 
moulded vertically, with a head cast on the top into whicli scurf 
may rise, and of sufficient size to do duty as a feeder. In addition 
to feeding by a rod, hot metal must be added from a hand ladle at 
intervals, to make good the loss due to shrinkage which takes 
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place in tJi(* interior on cooling. The cliill for the body of the roll 
consists of a thick cylinder, accurately bored out to size, and 
connected by bolts or pins to the top and bottom boxes. The 
necks and couplings at the ends of the roll, which have to transmit 
the whole ol tlie power, are h^ft as strong and tough as possible, 
and are therefore cast in sand, moulded from a pattern. The com- 
plete mould is sunk inside a pit, and sand vvell rammed round it. 
The gate, wliicli must be formed outside the mould, is introduced 



Fid, 227. Mould for Chilled Holl. 


througli the bottom box in a tangential direction, to give a rotary 
motion to the entering metal. The centrifugal action thus induced 
throws the lieavy metal to the outside, the scum or scurf rising 
quietly at the centre, which is an essential feature to securing a 
perfectly clean face of the roll. 

Core Chills arc used in casting bushes which have to resist wear, 
as for instance, the naves for ordinary cart wlu'els, etc. Here 
the chill consists of an iron pin, which is supported in iron prints 
fitted on the pattern and left behind in the sand when the pattern 
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is withdrawn. The core chill is thus centred very truly, which is 
important whore the hole cannot afterwards be bored out. The 
core must be knocked out before the casting has had time to shrink 
tightly upon it. 

The Use of Chills as “ denseners.” As ordinarily understood, 
the function of a (*hill is to produce a hard white iron on the surface 
of an otherwise soft casting. Recently, however, the term chill 
has been used in an entirely diffenmt sense, wdiich is somewhat 
unfortunate, and liable to lead to confusion. It has been shown 
that castings in the form oi wheels or pulleys are liable to give 
trouble on account of not l)eing sound in the boss. This is due to 
the slow rate of cooling of the* thick boss, and at its junction with 
the comparativ(*ly thin arm, porosity or sponginess frequently 
results in consequenci*. The use of tlie feeding rod is commonly 
resorted to as a (*urc for this evil (see Kig. 1()2), but it is at best an 
imperfect i*eniedy. A chill or cooler placed in the (*entr(' of the core 
is likely to be nincli mor(‘ (‘ffeetive than the f(‘eding rod. It should 
be remembered tliat tlie slow rate of cooling which occurs at the 
thick sections of a casting is sure to result in an open, porous and 
weak body of metal at those points. If a chill or cooler of the 
correct design and thickness can be apjdied to ihe thick section, 
and thereby accelerate solidification, all danger of porosity or 
sponginess will be eliminated. Th is is due to the fac t that t he 
carbon has less time to separate out in the form of graphite, and 
is therefore retainec^jlioi^im-thT^ condition, which causes 

the metal to be closer and stronger. When 1 Ik^ casting has solidified, 
the object of the chill lian b o on aocomplitjlied, an4 it may Jbte removed 
to avoid' chilling in the ordinary nieannig -ofttre tcTah'. Tliere can 
be no doubt that, intcdligently applied, this system of artificially 
accelerating the solidification of the thick portions of a casting must 
constitute a valuable aid to foundry practice. 



CHAPTER XXIX 


THE FOUNDRY AND ITS EQUIPMENT 

The ideal lay-out of a foundry depends to a great extent upon 
the nature of the \\ork to b(‘ done, but certain broad principles 
must always be taken into consideration. The building is usually 
rectangular in plan, and although divided into bays for structural 
reasons and the accommodation of overhead travelling cranes, the 
whole space should be left free and unobstructed, internal walls 
being avoided. The number and size of spans is governed largely 
by the primary division into heavy and light work which is observed 
in almost all foundries, heavy work being confined to the main ba.y 
served by an overhead traveller, the smaller bay or bays, provided 
with runways, or light jib cranes, being reserved for light work. 
The sections for dry sand ^^ork, core-making and loam, each con- 
fined to itself, must be located in the neighbourhood of the drying 
stoves, and kept separate from the spac(‘ allotted to green sand 
moulding. It is also (hvsirable that special work, plate moulding, 
and machine moulding, should each be carried on as a distinct 
department. The cupolas an‘ best placed centrally, at the side 
rather than at the end, tlu* charging platform ^^ith hoist, iron store, 
etc., being kept outside the foundry propiT. Adjoining the cupolas 
must be ])lac('d the engin(‘-room, containing also the blower or fan, 
and any other maidimery to be driv(‘n by the engine, such as the 
sand mixer, pan mill, ennuy wheels, etc., should be arranged in 
close proximity. This fixes the position of the dressing or fettling 
shop, in which the castings aie cleaned and brushed free of sand, 
cores removed, runners and risers cut off, etc. The boiler should 
be as close to the engine as possible, and may be placed most 
(‘onveniently on the opposite side of the cupolas, followed by the 
drying stoves, which may be made to utilise the w^aste heat from 
the boiler, or if separately fired, should discharge into the same 
chimney. Hence cupolas, engine and boiler houses, drying stoves, 
etc., are best ranged dowm one side under one roof, with sheds for 
storage of raw material, coal, coke, pig iron, limestone and sand, 
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built parallel to the roar, and so communicating with railway 
sidings that tlio contents of the wagons may be discharged direct 
where required. The stores, time office, foremairs office, work- 
men’s lockers, and lavatories are situated near the entrance, parti- 
tion ^d off from the main building. In addition to cranes for dealing 
with heavier objects, too much attention cannot be given to the 
provision of lifting, etc., appliances of the liandiest ty])e to assist 
the men in their work. I’he foundry should be served throughout, 
and connected wdth tln^ other parts of the works, by a light railway. 
It is most important that the building should be well lighted, both 
hy roof glazing, and by side windows in the walls. Thorough 
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ventilation, wnth jiroper nutans tor nunoving dust, smoke, and 
fumes, is now regarded as absolut(*ly (\ssential. These H*quiM'ments 
have been well carried out in the plan showm in Fig. 228, wliich in 
recent years has been wichdy ado])ted. The illustrations (Figs. 229 
and 230), which repr<*s(‘nt the main and side bays respectively in 
the foundry of Messrs. Crofts Ltd., engineers, Bradford, wall serve 
to show the cleai floor space, ample head room, and abundant 
lighting provided in tlie modern foundry. 

The ironfoundry at the works of Messrs. G. & J. Weir Ltd., 
Cathcart, Glasgow^ (Fig. 231), affords another example in the same 
direction. This foundry was designed for the rapid and economical 
production of light and medium-weight iron castings, and every 
effort has been made to secure the rapid and efficient handling of 
both raw materials and finished castings. In each of the two bays 
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hydraulic jib cranes are installed for the handliiij^ of boxes, etc., 
electric overhead cranes beinj» provided for general transport. 
The foundrv floor, measuring 300 feet in length by 70 h^et in breadth, 



is laid eiitiiely with ( oncrete as b(‘ing conducive to ease and tidiness 
in working. One bay is devoted to general moulding, and the 
other bay to the operations of core-making, closing and casting. 

The Melting of Metals in the foundry is carried out in (1) an open 
bath, heated from below ; (2) a crucible furnace ; (3) a cupola ; or 
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(4) an ail furnace. The first is suital)le for metals of low melting 
point only, such as tin, zinc, and l<»ad The crucible furnace, 
though available for the highest temperatures is the most costly 



in operation, and is rarely employt*d if anv othei method can be 
adopted. Steel can be melted only in a crucible furnace, but the 
majority of steel castings are made immediately after tapping out 
the metal from the Siemens furnace, or the converter, no remelting 
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being necessary. Brass and gun-metal must be melted in crucibles, 
or in an air furnace, to avoid contact of the metal witli the fuel, as 
otherwise gases and impurities are liable to be absorbed by the 



molten metal from the waste products of combustion. The cupola, 
is empl oyed solely for cast iron, and affords the only instance jn 
winch th^uel is Wm t in contactj with the Tnp.ta.!. The air furnace 
is occasionally used for heavy castmgs or large quantities of cast 
iron, or of bronze. It may be said that in the iron foundry the cupola 
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is almost invariably used, the air furnace rarely, and the crucible 
furnace never. 

The Cupola consists essentially of a cylindrical casing of iron or 
steel plates lined with firebrick. An opening or charging door is 
provided near the top for the introduction of the pig iron and fuel, 
and at the bottom is the hearth, where the molten metal collects, 
and from which it is run out, or “ tapped ” into ladles. To produce 
the intense heat required, a sufficiently rapid combustion of the fuel 

is maintained by blowing in air 
under pressure through pipes or 
tuyeres, situated at some little 
distance above the hearth. The 
cupola most extensively used in 
this country is shown in Fig. 232, 
the essential features of which are 
(a) the drop bottom, (6) the blast 
box arranged with two or more 
rows of tuyeres, and (c) the receiver 
for the collection of metal as it is 
melted. The cupola (Fig. 233), 
stands on a cast iron base plate, 
supported on four cast iron columns, 
and the bottom is closed by a 
hinged falling door, held in position 
by a long bolt sliding through lugs. 
As compared with the older form 
of solid bottom and raking out 
hole, the drop bottom possesses 

Fig. 232 .-The“ Rapid "Cupola, several important advantages. The 

cupola can be emptied at the end 
of the day’s operations with the greatest facility, avoiding the heavy 
work of raking out and frequent quenching of coke, and the lining 
can be repaired with the greatest ease and with the least delay, as 
the cupola cools much more quickly due to the rapid current of air 
when the bottom has been dropped. With the older arrangement, 
the blast is usually introduced into the cupola by means of tuyeres 
connected to the blast main and passing directly through the fire- 
brick lining. In the “ Kapid ” cupola an air belt or blast-box 
surrounding the hearth is employed, into which the blast main 
delivers, and from which the tuyeres, usually in three rows, lead into 
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known as a sight-hole, is fitted in the belt opposite each tuyere, and 
is provided with a blue glass plate, so that the progress of the 
melting may be observed. A bar may also be introduced through 
the door to knock down any obstruction or “ scaffolding ” due to 
accumulation of slag, etc., which may collect. The blast enters the 
belt from the main through a breeches pipe, each branch of which 
is fii/oed with a valve, so that in case of necessity — as, for instance, 
the occurrence of a scaffold— the w^hole volume of the blast can 
be thrown on one side of the cupola by manipulating the valves. 
The third feature is the firebrick-lined cylindrical receiver into 
which the metal is delivered as fast as it comes down, until a quantity 
has been stored up equal to half the hourly melting capacity of the 
cupola. The plan commonly adopted when making heavy castings 
with one cupola of comparatively small size is to melt one or tw^o 
tons of metal in tlie usual w^ay and run it into the ladle. A similar 
quantity is again allowed to collect in, say, half-an-hour’s time, 
and is also tapped into the same ladle as before, the surface of the 
metal being covered wdtli a layer of charcoal powder to retain the 
heat and prevent oxidation. This may be repeated with one or 
more ladles until the required quantity has been obtained. It will 
be seen that the use of the receiver effects the same object in a much 
simpler manner. The tapping hole is thus always open, and a 
circulation of hot air is maintain(*d through an upright ganister- 
lined pipe at the top to prevent any chilling of the metal. 

Charging the Cupola. After closing the drop bottom, the hearth, 
or sand bottom, of the cupola must be prepared by well ramming a 
layer, 0 inches thick, of sand from the foundry floor slightly mois- 
tened with loam w^ash. This is effected through the fettling door 
opposite the spout leading to the receiver. A wood fire is then 
kindled and covered with coke, air entering through the fettling 
door until combustion proceeds vigorously, when the door is made 
up and more coke added from above. When the cupola is thoroughly 
heated, alternate layers of pig iron and coke are put in through the 
charging door, and in about two hours’ time the blast is turned on, 
the cupola being kept quite full as the charge sinks. The materials 
should be weighed out in proper proportion, about 2| cwts. coke 
being required for each ton of iron melted. The materials are raised 
by means of a lift to tlu‘ staeje or charging platform, built to the rear 
of the cupola at a convenient distance below the charging hole. 
The platform should be of ample size to allow of storing all the pig 
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and scrap iron, coke and limestone required for the charge (Fig. 234). 
From 4 to I cwt. of limestone for each ton of metal is also added to 
the charge, to act as a flux, forming with any iron oxide and the 
ash, etc., from the fuel a fusible slag, which floats upon the surface 
of the metal in the receiver, and is run off from time to time through 
the ^pout shown. At the bottom of the receiver is an opening giving 
access to the interior, and closed by the tapping door, in the lower 
edge of which is cut the tapping hole. During melting, this is closed 
by a stopper or plug of fireclay, which can be knocked out with a 
pricker bar when it is required to tap the metal into a ladle. 

The Blast for the Cupola; Much has been said and written con- 
cerning the relative merits of the fan and the blower for foundry 
purposes. In any case, the primary object is to move air against 
a resistance, and the essential difference between the fan and the 
blower consists in the method of creating pressure to overcome the 
resistance. In a fan of the centrifugal type (Fig. 235), velocity is 
imparted to the air in its passage from the central inlet to the outer 
circumference of the revolving wheel. This velocity is converted 
into pressure, with corresponding increase in density, within the 
fan case and its connections, and the pressure thus produced is 
therefore dependent upon the speed of revolution. At constant 
speed, the volume delivered and the power absorbed decrease as 
the resistance increases. Suppose the delivery orifice to be com- 
pletely closed, thereby increasing the resistance to a maximum, 
and let the fan continue to revolve without change of speed, simply 
churning the air in the casing. The delivery then, of course, 
becomes. zero, and the power required to run the fan is a minimum. 
With the '' positive ’’ type blower, on the other hand, the method 
of working is totally different. A certain volume of air enclosed 
between the revolving impellers and the casing is delivered four 
times each revolution against the resistance to be overcome. The 
air is thus compressed to a density proportional to the resistance, 
and the pressure is increased in the same ratio. If the speed is 
constant, the delivery remains unchanged so long as discharge takes 
place, and the power expended increases with the resistance. 
Hence, if the delivery orifice be closed, the power expended is a 
maximum, and the air displaced is accounted for entirely by 
“ sHp.” 

Theory of the Fan. The laws governing the movement of gases 
are the same as those which apply to liquids in motion. To produce 
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a given velocity, v, a certain ideal head is necessary, and neglecting 
friction, the velocity of flow is the same as that which would be 
acquii'ed by a body falling freely under the action of gravity through 
a distance equal to the head, A, or 

v = y/2gh (1) 

in which v — velocity in feet per second ; h = head in feet ; and 
g = acceleration due to gravity 32*2 feet per second^. The head, 
h, may not be an actual one, but a pressure head produced by the 
fluid pressure, If d is the density of the fluid in pounds per cubic 
foot, a column of fluid h feet high and of 1 square foot area will 
weigh M lb., and, being supported on an area of 1 square foot, will 
give rise to a pressure 

j) M lb. per square foot 
whence tlie liead equivalent to a given pressure is 

h - feet (2) 

d 

Substituting in (1) 



\\hicli ex})r(*ss(‘s tlie velocity acquired by a fluid due to a given 
pressure head. This may be rearranged thus : 

vH 

^“ 2 . <'> 

which expresses the pressure generated when a fan imposes a 
velocity, e, upon the working fluid. The pressure, y, is here 
expressed in pounds per square foot, when v is in feet per second 
and d is in pounds pcT cubic foot. In dealing with air the pressure 
is frequently expressed in inches of water gauge (see Fig. 237). 
One cubic foot of water weighs about 62-5 lb. Hence a column of 
water one inch high and 1 square foot in area weighs 62-5 ~ 12 ^ 
5-2 lb., giving rise to a pressure of 5*2 lb. on the square foot. To 
convert pressures in pounds per square foot into inches of water 
gauge it is tlierefore necessary to divide by 5*2. Equation (4) may 
therefore be rewritten 

inches of water gauge = 

^ ^ 10*4 X Q 
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Taking the density of dry air at normal temperature and pressure 
as 0*077 lb. per cubic foot, we have 


inches of water gauge 1 ^ 4 'x 3 ^ ^ 0*00023^2 

where v is the velocity impressed on the fluid, in feet per second. 

It may be taken for our present purpose tluit, in a properly 
designed fan, with correctly shaped outlet, th(‘ velocity imposed on 
the air is not seriously different from that of the tips of the fan 
blades. Thus, a fan having a diameter of 2 feet and running at 
1,400 revolutions per minute should have a velocity of discharge 
approximating to 

2 X 3*14 X 1,400 

V = - 1 - — li6*G feet per second 

60 ^ 


and would generate a pressure equivalent to a 

water gauge — 0*00023 x 146*6- - 1*91 indies 
or, alternatively expressed, 

jo = 4*91 X 5*2 ~ 25*7 lb. per square foot. 


The amount of work done per second is the product of the 
velocity of discharge, ilio area of the discharge orifice, and the 
pressure against which tlu^ fluid is diseliarged. Let A be the area 
of the orifice in square feet, p the discliarge pressure in pounds per 
square foot, and d be the density of air in pounds per cubic foot, 
then, since 


vM 


V== 


‘^9 


whence 


work done per second = v X A x p 


AM 

w 


horse power = 


Ad 

550 X 64*4 


X 


By reference to the various expressions arrived at above, it will be 
seen that 
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Velocity of discharge oo Speed 
Volume of discharge oo Speed 
Pressure of discharge oo Speed^ 

Horse power required oo Speed^ 

Hence, if the speed of a fan be doubled, the volume is also doubled, 
the pressure is increased four times, and the horse-power required 
to drive the fan will be eight times greater. The great increase in 
power which is required for only a small increase in the speed of a 
fan is thus explained, and the serious loss of efficiency which results 
from the use of a fan not properly proportioned to its work is clearly 
demonstrated. It has been stated that under the assumed con- 
dition the maximum velocity of discharge is equal to the circum- 
ferential speed of the wheel. This, however, is not true in all cases. 
In the ‘‘ volume ” type of fan, very large inlets in proportion to the 
size of the wheel, and a large number of shallow blades of consider- 
ably greater width tlian usual, are employed. A striking result of 
this arrangement is that the discharge velocity greatly exceeds, 
and may even approach, a maximum of twice the circumferential 
speed. Such fans are only suitable for moving large volumes of air 
against very small pressure, and are not adapted for foundry 
purposes. The “ pressure ” type of fan is designed with the object 
of enabling the velocity energy imparted to the air by the vanes to 
be converted into pressure energy at the delivery without loss due 
to eddies, etc., in the casing. This is accomplished (1) by enclosing 
the vanes between conical side plates, which extend from the inlet 
to the circumference of the wheel. The air is thus retained within 
the revolving wheel until the required velocity has been imparted 
to it ; *and (2) by making the casing of involute form, in which the 
area of cross-section gradually increases towards the delivery. A 
well known example, embodying both these features, made by the 
Sturtevant Engineering Co. Ltd., Queen Victoria Street, London, 
and largely applied for blowing cupola furnaces and smith’s forges, 
is shown in Fig. 235. A double inlet (i.c., on either side) having a 
diameter about half that of the wheel, is provided for both casing 
and wheel. In striking contrast to the “ volume ” type of fan, the 
width of the wheel at its outer circumference is about and at 
the inlet about J, of the diameter. Extending from the inlet to the 
circumference are six “ major ” vanes, between which are two 
‘‘ minor ” vanes of about half the length. The vanes are all curved 
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slightly backwards at the circumference. The casing is constructed 
in halves, the greatest diameter being about If times that of the 
wheel. The spindle runs in very long swivelling bearings, lined 
with white metal, and fitted with a special device for continuous 
oiling. 

The output of a fan or blower is somewhat difficult to determine 
by calculation, and is best ascertained by direct experiment. For 
a /an a test is usually carried out with a free discharge,” as it is 
termed, in which a sheet iron guide tube, 8 or 10 feet long, is attached 
to the delivery orifice of the fan. An anemometer is suspended at 
the end of the tube, and from readings taken every two or three 
minutes during the test, the average velocity in feet per minute, v, 
of the current of air delivered may be obtained. Calling the area of 
the delivery pipe a square foot, the output of the fan is then 
known to be v a cubic feet per minute. The theoretical volume 
of air discharged in one revolution of a blower ^ 4 times the shaded 
area in Fig. 230 x inside length of casing. In practice there is, 
however, a certain amount of loss due to leakage and slip, and the 
differen(*e in temperature of inlet and discharge should be allowed 
for. A constant, or coefficient of discharge, determined by experi- 
ment for the particular type of blower referred to, is generally 
employed to make the necessary correction. Working at normal 
temperatures, and delivering against a pressure of about 21 inches 
of water, the coefficient, C, will be found to vary from IJ to 2^, 
when, if A = shaded area as above in square feet, L = length of 
casing in feet, and K — revolutions per minute, the volume of 
discharge, V, in cubic feet per minute, may be found from the 
equation 

V = 4 CALR. 

If the pressure to be produced does not exceed 12 inches of water, 
the pressure type of centrifugal fan is the most suitable and efficient 
to employ. For pressures of from 12 to 18 inches water gauge, the 
fan and the positive type blower may be regarded as equally well 
adapted to the work, whilst above 18 inches the advantage is on the 
side of the blower, which in turn must give way to the blowing 
engine when a pressure of from 3 to 4 lb. per square inch is 
reached. 

It has been found that the average pressure due to the resistance 
offered by the material in the cupola varies from 21 to 28 inches of 
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water, and the volume of air required is about 35,000 cubic feet per 
hour for each ton of iron melted. To deliver this quantity of air 
at a pressure of 21 inches water gauge (=12 ozs. per square inch) 
will absorb from 21 to 3 which may be taken as the average 

power per ton of rnetal melted. The nu'chanical efliciency of a fan 
working uik1(t such conditions is probably very low, the pressure 
required being consideral)ly above the economical capacity of a 


I 



Fig. 236. — Roots’ Blower. 

single stage fan of the centrifugal type. For this reason, the fan, 
although possessing some a(ivan1age in regard to cost and suitability 
for electric driving hy direct coupled motor, is not usually regarded 
as being so well adapted to foundry purposes as a blower of the 
positive typo, such as the Hoots' blower shown in section in Fig. 236. 
This is usually driven by belt from a counter-shaft, or by motor 
through reducing gear. Two cast iron revolvers, machined to shape 
and at th(‘ (uids, rotate in an accurately bored-out casing, external 
gearing being employed to preserve the synchronism of the two 
shafts, and maintain the revolvers in proper relative positions for 
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drawing in air at one side and expelling it from the other. A 
'pressure gauge should be fixed in some convenient position near the 
blower, for recording the pressure of air in the blast main. The 
most usual form (Fig. 237), consists of a U-tube of glass, partly 
filled with coloured liquid, one of the limbs being connected to the 
blast main by rubber tube. The other end is open to the atmosphere 
through a small hole in a brass cap, and the pressure may be read 
off by noting the level of the liquid in the tube, behind which is a 
graduated scale showing the difference of level in inches. 

The A ir Furnace for foundry purposes (Fig. 238), is of the rever- 
beratory type, somewhat resembling the puddling furnace in 



arrangement. At one end is placed the firegrate separated by the 
bridge from the hearth or melting chamber. The roof is of arched 
form, shaped so as to deflect the flame downwards upon the metal 
to be melted on the hearth. The bed of the furnace slopes upwards 
from the hearth to the bottom of the stack, and on this slope the 
metal is first placed, to utilise the waste heat from the furnace. 
The tapping hole is on a level with the lowest part of the hearth, 
and immediately above it, just under the roof of the furnace, is a 
sight hole. The furnace is worked with natural chimney draught, 
and the flame may be varied at will from a neutral to an oxidising, 
or even smoky reducing, flame. In this respect the air furnace has 
a great advantage over the cupola. For melting bronze, an oxidising 
flame must be avoided, or great loss of zinc or tin will result. Char- 
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coal is also to be preferred as the fuel, as the sulphur in coal may 
act deleteriously upon bronze. Air furnaces are generally used in 
foundries producing church bells, statuary, etc. To obtain the heat 
required for melting cast iron, it is necessary to burn coal with a 


i 


surplus of air and a strong draught, giving an oxidising flame. 
This results in a loss of about 5 per cent, of iron melted, but silicon, 
manganese, and some carbon are also oxidised, giving a purer metal 
especially suitable for large and thick castings. Compared with the 
cupola, the air furnace is however, slow, and its consumption of fuel 
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is very high, amounting to from 10 to 15 cwts. of coal per ton of iron 
melted. 

The Crmible Furnace is always used for melting small quantities 
of metal, not exceeding 2 cwts. For heavy castings, as in the case 
of crucible cast steel, the contents of a number of crucibles may be 
poured in succession into the mould, keeping up a constant flow 
until the mould is full, but the process is exceedingly troublesome 
and costly. The crucibles, either of fireclay or graphite, are pro- 
vided with covers, the metal being in this way prevented from 
absorbing impurities from the fuel or products of combustion. The 
crucibles, having a very short life, are an item of considerable 
expense, and the consumption of fuel is very great, reaching from 
1 to 2 tons of coke for each ton of metal melted. The crucible 
furnace is therefore only employed (a) where it is essential that 
the metal to be melted should hot come in contact either with the 
fuel or with flame, as in the case of steel, the noble metals, etc. ; 
(h) where loss of metal due to volatilisation or oxidation must be 
prevented ; or (c) in dealing with a comparatively small quantity of 
an infusible metal. 

The ordinary form of crucible furnace as used in the brass foundry 
will be seen in the illustration (Fig. 239), and is shown in section in 
Fig. 240. The illustration refers to the foundry at the works of 
Messrs. G. and J. Weir Ltd., Engineers, of Cathcart, Glasgow, which 
is reserved for repetition work in dry and green sand, and is provided 
with a battery of pot fires comprising seventeen furnaces, each 
suitable for crucibles holding 240 lb. of metal. As seen in the 
lower right-hand corner, the battery is placed at the floor level, with 
ashpits in front, and gratings on which the melters can stand. It 
might be mentioned incidentally that extensive use is made of 
moulding machinery, which is situated mainly round the walls and 
in the centre bay. Closing and casting are carried on in the centre 
floor. Lighting is effected from the roof, which is high and entirely 
glazed. 

For brass or alloys, each crucible is placed in its own recess, hence 
termed a one-pot hole,” at the bottom of which is the firegrate. 
The ashpit below the grate bars forms a portion of a vault con- 
structed below the floor of the foundry, access being gained in this 
way to the row of pot holes or fires. The hole, which is circular in 
plan, is lined with firebrick or ganister, and is just large enough 
to allow a thickness of 4 inches of coke all round the crucible. A 
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separate flue is provided for each hole, leading into a common 
chimney stack which produces the necessary draught. A cover of 
firebrick encased in a wrought iron frame is fitted to each hole, and 
is provided with a projecting bar or handle by means of which it 



may be drawn to one side for putting in or pulling out the crucible, 
or attending to the fire, which is kept filled up level with the top of 
the crucible. To prevent the chilling effect due to the firebars and 
the cold air first entering the grate, a stool ” of fireclay about 
6 inches thick is placed under the crucible. The fuel employed for 
crucible furnaces is almost invariably coke, and although the gas- 
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fired regenerative furnace would appear to have some advantages 
it has never come into extensive use. With the ordinary method of 
working, the crucible is withdrawn by means of a pair of specially 



shaped tongs (Fig. 241), which must be applied with sufficient 
pressure to prevent the possibility of slipping. Hence there is some 
risk that the pot may be crushed in the tongs, and in any case, the 
sudden transition from the hot fire to the cold air is a source of 
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danger and the main cause of the short life of the crucible, which on 
the average only reaches about 15 heats. These difficulties in 
handling the pot led to the introduction by Fiat of the Tilting 
Furnace (Fig. 242). The body of the furnace consists of a steel 
plate shell lined with firebrick, and having a grate at the bottom on 
whit.i the crucible stands in the usual way. Below the grate is an 
air chamber, to which air is supplied under pressure. The furnace 
is mounted on trunnions, and may be rotated into the position 
shown in dotted lines by worm and worm-wheel mechanism operated 
by hand-wheel. A spout is formed through the 
firebrick lining on a level with the top of the 
crucible, the contents of which can thus be 
poured into a ladle by simply tilting the 
furnace. In another arrangement, the furnace, 
instead of being rotated, is lifted bodily by a 
crane, on whicli it is carried to the mould, 
and its contents poured in exactly the same 
way as when using a ladle. With the blast 
under pressure, combustion is much more 
complete, and as there is no cooling when once 
the furnace has been heated up, a great saving in 
fuel results. The crucibles also last much longer, 
although the melting is more rapidly performed, 
taking only from twenty to thirty minutes. 

Gas-Fired Crucible Furnace, Experiments at 
the Royal Mint have shown that gas-fired 
furnaces are particularly convenient and 
economical for melting bullion and certain 
precious metals. For such a purpose, any kind 
of fuel-gas, whether coal-gas, producer-gas, 
or oil, may be used, the burner being, of course, modified to suit. 
At the Mint, the system adopted is that introduced by Mr. S. N. 
Brayshaw, the well-known expert of Manchester, town’s gas being 
taken at the ordinary pressure from the main (about 3 inches of 
water) and mixed with air at a pressure of about 2 lb. per square 
inch. Efficient combustion depends mainly upon the correct form 
of the burner nozzle, and of its firebrick extension in the furnace. 
The burner designed and patented by Mr. Brayshaw is shown in 
section in Fig. 243. The gas and air supplies are capable of inde- 
pendent regulation, and the cocks are provided with graduated 



Fio. 241. — Crucible 
Tongs. 
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quadrants to allow of easy and exact adjustment of the respective 
volumes. The gas and air combine in the nozzle, which somewhat 



resembles that of an inj(*ctor, but the resulting degree of admixture 
is by no means sufficiently perfect to enable the higliest possible 



temperature to be attained. The stream of air and gas is therefore 
delivered to the mixing head, the arrangement of the pockets and 
passages in which is designed, as the result of the baffling and 
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eddying action which takes place, to effect the most intimate mixture 
possible. In this way temperatures up to 2,400° F. have been 
obtained in the Brayshaw crucible furnaces at the Royal Mint with 
gas of 160 B.T.U.’s, and the cost of fuel has been reduced to 4^d. per 
cwt, of standard gold bullion as compared with Id. when coke was 
used. The furnace itself is shown in Fig. 244. The cylindrical 
sheet steel casing is made double with the intervening space filled in 
with non-conducting lagging, LA. The lining of the furnace 
consists of a specially moulded solid block of refractory material, 
RM, which may be easily and rapidly replaced when required. It 
will be noticed that the combustion chamber, which is reduced to 
the smallest practicable dimensions in order to concentrate the heat 
on the crucible of metal, is provided with an emergency outlet, EO. 
The mixture of gas and air from the burner above described, is 
admitted tangentially just below the bottom of the crucible. The 
products of combustion pass away through an opening in the main 
cover, MC, to a damper, D, connected with the chimney. The cover, 
MC, is counterbalanced by a weight, BW, and when raised through a 
short di.stance vertically by the lever, L, is capable of turning 
horizontally about the line AB as a pivot. To remove the crucible, 
the cover, MC, is first swung laterally out of the way, when the lift 
is effected by means of tongs as usual. For charging the crucible, 
or examination of its contents, a small cover, SC, fitting over a hole 
in the main cover, is provided. At the Mint, there are four Bray- 
shaw furnaces for melting gold, each pot holding 2,600 troy ounces, 
and sixteen furnaces, each taking a 400-lb. crucible, for melting 
silver and bronze. 



CHAPTER XXX 


THE PRODUCTION OF STEEL CASTINGS 

For the production of large and heavy castings, the Siemens 
open-hearth process already described is without a rival, and is also 
much the cheapest, at any rate on a large scale. But the plant is 
costly, and must be kept going continuously day and night. On 
the other hand, the use of the crucible furnace, although well 
adapted for steel of tlie highest quality, is very costly, and of 
necessity restricted to comparatively light work. Steel cannot be 
melted in a cupola, as carbon, sulphur, and other impurities would 
be absorbed from the fuel. A great demand has sprung up for steel 
castings of small size, and there are many instances in whicli it has 
been found d(*sirable to add a small steel-making plant to the 
equipment of the iron foundry. 

With this object in view, much attention has been given to the 
application of the Bessemer process on a small scale, and several 
modifications are now working quite successfully. The principle of 
working, and the reactions which take place, are substantially those 
occurring in the ordinary Bessemer converter, the only difference 
being in the manner of introducing the blast. This can be done in 
three ways : (1) from below vertically through the bath of molten 
metal,' as in the original Bessemer process already described under 
the heading of steel manufacture ; (2) from the side through the 
molten metal, as in Roberts’ process ; (3) from the side but above 
the surface of the molten metal, as in the Tropenas process. Each 
of these methods has been shown to be capable of producing steel of 
thoroughly reliable quality. Surface blowing has the great advan- 
tage that the pressure of the blast, not having to overcome the head 
of liquid metal, may be much reduced. 

The first ‘‘ Tropenas ” converter, having a capacity of about 
800 lb., was installed as an experiment in the steel foundry of 
Messrs. Edgar Allen & Co., of Sheffield, in 1891. Proving itself 
capable of producing reliable steel, a similar converter of 2 tons 
capacity was installed, followed shortly afterwards by two others. 
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It was not long before this type of plant was adopted by a number 
of steel foundries in this and other countries. In the original 
Tropenas design two independent series of tuyeres were incorporated, 
known as the “ fining ” and ‘‘ combustion ” tuyeres. But in the 
plant now employed a single set of tuyeres only is used. 

The converter is a steel shell lined with refractory material, 
mounted by means of hollow trunnions on pedestals, so that it may 
be tilted for charging and pouring operations The charge is 
molten pig iron and scrap. Through the side of the vessel passes a 
series of tuyeres, as shown in Fig. 245. The tuyeres are so placed 
that the bottom of their openings is level 
with the surface of the metal when the 
converter is in the blowing position. They 
communicate with a blast box mounted on 
the side of the converter, and this, in turn, 
is in communication with the blowing plant by 
pipes and through the hollow trunnions. Cold 
blast is used, and the blast pressure is quite 
low, being only some 3 to 4 lb. per square inch. 

To operate the converter it is first tilted 
down into the charging position and a suitable 
quantity of molten pig iron and scrap run 
into it from a conveniently situated melting 
cupola. The converter is then swung back 
sufficiently near the vertical to bring the 
tuyere openings close to the surface of the 245 — ^de-blown 

charge. In this position blowmg commences, 
and continues until the carbon monoxide flame appears, when 
the converter is swung slightly nearer the vertical. When the 
flame dies away, blowing ceases. The soft steel now comprising 
the charge is recarburised to the required extent by the addition of 
a predetermined amount of crucible-melted ferro-manganese or 
ferro-silicon. Other constituents, in controlled amounts, may be 
introduced into the steel at this stage if desired. Finally the 
contents of the converter are teemed into ladles, from which the 
metal is poured into the prepared moulds. The metal is very fluid, 
and it is possible to make difficult and intricate castings which are 
sound and free from blow-holes. The duration of a complete blow 
depends to some extent on whether teeming is carried out into 
small ladles for small casting work or into large ladles for a large 




408 


MECHANICAL TECHNOLOGY 


casting. In the former case three, and in the latter case four, 
complete blows should be possible every two hours. After some 
thirty to forty blows the tuyeres are likely to require replacement, 
but the lining will stand up to four or five times this number of blows. 
Fig. 246, reproduced from a photograph supplied by Messrs. Edgar 



Fig. 246. — Tropenas Converter, Blowing and Teeming. 


Allen & Co., shows a converter in action duiing the blow. On the 
extreme right of the figure the steel from a second converter is being 
teemed into a ladle. 

Malleable Cast Iron. It has been pointed out that castings of 
wrought iron cannot be produced. Castings of exceedingly mild 
and almost carbonless steel, to which a small percentage of alu- 
minium has been added, were introduced by Nordenfelt under the 



THE PRODUCTION OF STEEL CASTINGS 409 


name of ‘‘ Mitis ” castings. In the malleable cast iron process the 
object is to produce a material similar in chemical composition to 
wrought iron, by depriving ordinary iron castings of their carbon. 
The castings are first made in the usual manner from a hard, brittle, 
white iron, melted in a cupola as usual. After dressing or pickling 
for the complete removal of the sand which may adhere to them, 
they are packed in cast-iron boxes with powdered red hematite 
ore, and the covers luted on with fireclay. The pots are then placed 
in the annealing oven, and the heat raised gradually to about 
1,550° F., according to the size of the castings ; the operation lasts 
from three days to a week, after which they are allowed to cool down 
slowly. The oxygen of the ore (which is red oxide of iron, FcgOg) 
combines with the carbon in the castings, reducing the amount of 
the latter element to less than 1*0 per cent. The method is thus 
the reverse of the cementation process of steel making. The 
process described above, and known as the white heart process, is 
the original one whereby malleable castings were made. The 
chemical reactions involved are somewhat delicate, and may easily 
be reversed. This difficulty shows itself mainly when castings of 
variable section are treated. The thinner sections are liable to 
revert to a carbonised state before decarbonisation has been com- 
pleted throughout the thicker sections. For such variable section 
castings more uniform results are obtainable by what is known as 
the black heart process. In this case no oxidation of the carbon is 
attempted. By prolonged heating in a non-oxidising atmosphere 
the carbon in solid solution in the carbide becomes dissociated and 
is precipitated as graphite. The original castings, which must be 
made of cast iron suitable for the process, are packed in boxes in 
inert sandy material with the object of preserving them from 
distortion during the treatment. They are then soaked in a non- 
oxidising atmosplierc for about eight days at a temperature around 
1,600° F. Once the transformation has occurred in the thinner 
sections they remain in a stable condition whilst the thicker sections 
are receiving their extra treatment. The graphitisation of the 
material affects the appearance of the fracture of this variety of 
malleable iron, making it much darker in colour. Hence the 
distinctive names of the two varieties. The tensile strength of 
malleable cast iron may be equal to that of ordinary wrought iron, 
but its ductility, measured by elongation, is only about one-third. 
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POURING THE MOLTEN METAI^LADLES- CLEANING AND 
FETTLING CASTINGS 

Pouring the Molten Metal. The metal, having been melted by 
any of the methods just described, is tapped into ladles, in which 
it may be carried to any part of the moulding floor and poured 
into the moulds as required. In brass and aluminium founding, 
pouring is done directly from the crucible, which is transported 
from the furnace to the mould in the same manner as a ladle. 
For small casts, the hand-shanlc ladle, having a capacity of about 
|cwt., is employed (Fig. 247 (a)). For larger sizes, say from 1 to 
3 cwts., the shank is double-ended, to be carried by two men, 
as in Fig. 247 (b), the straight end acting as a trunnion, round 
which the ladle is rotated by the forked or pouring end. Fig. 247 (c) 
shows a still heavier, or crane ladle, to contain 5 to 20 cwts. The 
trunnions, formed on a ring or belt riveted to the body of the ladle, 
rotate in an arched frame or “ bail ’’ which can be slung from the 
crane hook, a catch being provided to prevent accidental tipping. 
To avoid the risk of accident should the man lose control, and to 
ensure steady pouring, it is safe to say that the geared crane ladle, 
(Fig. 247 (d)), should always be adopted for capacities of 10 cwts. 
to 10 tons or more. The tipping gear consists of worm and worm- 
wheel in combination with a pair of mitre wheels, the latter being 
employed to bring the operating wheel parallel to the plane of 
rotation of the ladle. The pouring is thus under better control, 
and the workman need not approach so near to the ladle. The 
wheel or handle shaft is generally loose, so that it may be readily 
changed from one mitre gear shaft to the other, to enable the 
man to stand either at the side or at the front, as may be most 
convenient. In addition to the trunnion ring, large ladles are 
stiffened by a ring riveted round the upper edge, and pouring 
lips are usually provided on one or both sides. A layer of more 
or less fluid slag and ashes or “ scoriae,” always floats upon the 
surface of the metal in the ladle, and as this must not be permitted 
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to enter the mould, an iron rod of suitable shape is held across the 
mouth during pouring. Obviously a better method is to take the 






Fia. 24^7. — Various Forms of Foundry Ladle. 


metal from the bottom of the ladle, as is done in steel ingot casting. 
In the self-shimming ladle of Messrs. Goodwin and How this is 
accomplished in a very simple manner by the use of a removable 
“ skimmer ” or dividing plate, coated with fireclay, and reaching 
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nearly to the bottom of tlie ladle, as shown in Fig. 248. Ladles 
are now made of stamped or pressed steel, but the larger sizes are 
of riveted steel plate. Every morning before casting they are 
“ daubed up ” with loam, thoroughly dried and blackwashed. 
Very large ladles are usually lined with fireclay. For steel casting. 



non-tipping or bottom-pouring labels must be used, as open-hearth 
steel is not sufficiently fluid to admit of pouring from the spout of a 
ladle. Steel-casting ladles are either of the crane or carriage type, 
an example of the latter being given in Fig. 249. The carriage or 
bogie may be drawn by a locomotive, or may be moved by hand 
by means of spur gear and chain drive. The ladle is lined with 
fireclay, and to the bottom is fitted a “ nozzle-box,” carrying a 
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valve seat or nozzle ” of fireclay. Into this fits a fireclay valve 
in the form of the rounded end of the ‘‘ stopper head.” This is 
fixed to the stopper rod, which is surrounded by a tube of fireclay 
to protect it from the molten steel. The stopper rod is connected 
by a cross-head at the top to a vertical bar moving in guides outside 
the ladle, and operated by a hand lever, so that when the stopper 




is lifted the steel flows out through the pouring nozzle. The ladle 
turns on trunnions, and by means of worm gear may be inverted 
after casting for the purpose of emptying out slag, etc. 

Cleaning or Fettling Castings. After removal from the sand, and 
when sufiiciently cool to handle, the castings are taken to the 
fettling shop and the cores are knocked out with an iron bar. 
With cast iron, it is an advantage if gates and risers can be broken 
ofi with the hammer while still red hot, but on account of the 



414 


MECHANICAL TECHNOLOGY 


ductility of the metal, they must be removed from steel castings 
by sawing off. Small castings of iron or steel are most effectively 
cleaned in the rattler or tumbling barrel (Fig. 250). This consists 
of a revolving box of square, octagonal, or cylindrical form, in 
which the castings are loosely packed, a removable door being 
provided on one side to give access to the interior. The rubbing 
action which results effects the removal of a good deal of the sand 
and dirt adhering to the surface of the castings. As the dust 
produced is very objectionable, and injurious to the health of the 
workmen, the machines are sometimes connected to a duct through 
which the air is exhausted by a fan. The difficulty has, however. 



I'lc. 250 — Fouiidiy llattkr, oi Bant]. 


been got over in a still more effective mannei by causing the tumbler 
to revolve in a tank of water (Fig. 251), winch circulates freely 
through the perforations in the staves, washing out the sand and 
dirt. This type of machine is supplied by Messrs. J. W. Jackman 
& Co., Ltd., of Manchester. For brass castings, tlie rattler is 
constructed of hard wood, coarse sand and a small quantity of 
water being introduced with the castings. After the tumbling 
process, tlie castings are taken to the grinding machines, and gates, 
projecting lumps or rough places are removed on an emeiy wheel. 
Large and lieavy castings must be cleaned by hand, hammering, 
scraping, and brushing with steel wire brushes being resorted to 
for the removal of the sand. Fins and risers are cut off with hammer 
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and chisel, the latter frequently operated by compressed air. 
In recent years, great use has been made of the sand blast process 
for cleaning castings, but the equipment is rather costly, and can 
only be adopted on a large scale. 

The sand adhering to iron castings is sometimes removed, and 
the hard skin dissolved away, by chemical means, to facilitate 





Fig. 251 — Water Rattler. 

machining. This process, known as picUing, consists in immersing 
the castings for a short period in a bath of dilute sulphuric acid, 
followed by washing in a stream of water. 

Steel castings are frequently cleaned of both sand and scale by 
subjecting them to shot-hlasting, in which a high-pressure jet of 
air, loaded with chilled-iron shot, is directed upon them. Besides 
cleaning and improving the appearance of the castings, the process 
may reveal defects in the castings which would otherwise be 
overlooked. 
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DEFECTS IN CASTINGS AND THEIR REMEDY 

Defects in Castings. The causes contributing to the production 
of bad castings or “ wasters ’’ are of three kinds, and may be traced 
to defects in the design, in the mould, or in the metal. Instances 
of faulty design have already been considered in connection with 
the effects of contraction, etc., in cooling, and it now remains to 
note some of the common defects for which the moulder must be 
held responsible. The most frequent cause of trouble in this 
respect is undoubtedly the presence of ‘‘ air ’’ or gas in the mould 



Fig. 252. — Blowholes in Casting. 


and cores, the defects arising from which may be classified as 
(1) blowholes ; (2) scabs ; and (‘^) honeycombing and sponginess. 
,fij/>wholes 252), occur in the interior of a casting, generally in 
tne upper part, and as a rule cannot be detected from the outside, 
or are not discovered until the outer skin has been machined off. 
Blowholes may be caused by the sand being too wet, by low tempera- 
ture of the metal, or by excess of sulphur, but it may be that the 
mould has been rammed harder than necessary, or has been imper- 
fectly vented, no means of escape being afforded to the confined 
gases. \^scab (Fig. 253), is an irregular thickening or excrescence 
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caused by the falling in, or the erosion, of a portion of the mould. 
When the metal is poured into the mould, gas may be disengaged 
with such violence as to break up the sand, which is then washed 





away, and the resulting cavity filled with metal. Scabbing may 
also be caused by the inflowing metal washing away part of the 
mould as the result of placing gates and risers in the wrong position^ 
Regarded as a lump wliich might easily be cut off, the scab itself 



Fig. 264. — Honeycombing in Casting. 


might not be a very serious defect, but it must not be forgotten 
that the sand which has been displaced is contained somewhere in 
the /fasting, which is almost invariably a waster in consequence. 
xfiwieyconibing or sponginess is an external defect consisting of a 
number of small cavities in close proximity (Fig. 264), which usually 
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come through and are apparent on the surface. It is caused by 
dirt or ‘‘ scurf ” held mechanically in suspension in the molten 
metal and is due to imperfect skimming in the ladle, or, it may be, 
to poor metal. The impurities being lighter than the metal, rise 
to the upper part of the casting, often accompanied by bubbles oi 
gas if the venting has not been properly attended to. A skimming 
gate for intercepting dirt is a useful precaution. Porosity which 
is rendered apparent by the slight leakage or ‘‘ sweating ” which 
sometimes occurs under hydraulic pressure, is due to other causes, 
and is perhaps best avoided by adding low silicon pig to the mixture 
in the cupola. This acts as a “ hardener,” closing the grain of 
the metal. In addition to the faults described, there are other 
defects, which may be attributed directly to the temperature of 
melting, to the method of pouring the metal into the mould, or 
even to the nature of the metal itself. The advice generally given 
is to melt the iron very hot, but to pour it at a temperature having 
some relation to the nature of the work. For the production of 
thin castings, hot iron is a necessity, while for large and heavy 
work it should be allowed to cool down in the ladle to the required 
temperature. It is also desirable to get the metal into the mould 
as rapidly as possible, consistent with the strength of the mould 
itself, •‘If the metal is poured too slowly, there is considerable 
danger of a cold s}{ ut — a defect arising from partial solidification 
of the stream before the mould is properly filled. If a casting has 
to be machined on both top and bottom faces, and has to be per- 
fectly clean, it is necessary to pour with hot metal, whether the 
casting be large or small. 

^eel Castings. The remarks made as to the causes tending to 
produce unsoundness in iron castings apply with still greater force 
to steel. The chief source of trouble in the manufacture of steel 
castings is the very high temperature required to produce fluidity, 
probably not less than 2,700° F. It is by no means easy to obtain 
a material suitable for facing the moulds, which, whilst thoroughly 
refractory at this high temperature, is at the same time suflBciently 
porous to permit the escape of any gas* It has been shown that 
molten steel possesses the property of occludihff, orjiissolving, many 
times its own bulk of gas, which is evolved \during cooling. The 
risk of blowholes is therefore much greater ^with steel than with 
iron, unless special precautions are taken to facilitate the escape of 
gas from the mould. On account of the high melting point, the 
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coef&ci ent of contraction for sted, viz., 0*2 to 0*25 inch per linear 
foot, is nearly double that of cast iron. It is therefore necessary to 
adopt special methods for relieving contraction stresses as rapidly 
as possible during cooling, and for this reason moulds and cores fo r 
st eel mu st be muc h more compressible than those for iron, to permit 
the excessive shrinkage with^t “ pulling the casting. Diflftculties 



due to unequal contraction are perhaps the most serious with 
which the steel founder has to contend, and it is not too much to 
ay that in the majority of cases they can be altogether obviated 
^ overcome by correct design. It is of the utmost importance tha t 
d casting8 _shquld be kept uniform in thickn ess, sharp c orners 
^ prohibited, and, instead, all junctions well roundetLout . kL nly 
the simplest s^pes should be adoptedT and thick faces, l>os8es, 
lugs, etc., should not be added to an otherwise simple form, la 
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attempting to take advantage of the superior strength of steel, 
excessive lightness must be avoided. A feature peculiar to s teel 

castings is the use of 
small brackets or angle 
nbs at the junction oi WO 
parts at right angles (Eig. 
255y! Here tTie corner 
is longest in cooling, and 
the sides in contracting 
from it tend to induce a 
starting point for fracture 
at X, To prevent this, 
the moulder cuts out thin 
webs at about 6 inches 
centres along the corner 
Fia. 256. — Shrink-holes in Steel Casting. fillet. These webs COol 

first, and then serve to 
retain the sides in position during the process of solidification. 
The webs may be cut away after the casting has been annealed. 




Fia. 257. — Steel Casting for Pump Cylinder. 

Great care must be taken to avoid thick places in the interior of a 
casting, as, for instance, in the hydraulic valve box (Fig. 266). 
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Shrink-holes ” are certain to be formed, as shown, where a thick 
mass of metal occurs, and as this will also form a path of least 
resistance along which occluded gases endeavour to escape, blow- 
holes are almost always found in the neighbourhood, often breaking 
through into the interior. A “ sink head ” or riser must therefore 
be placed in comm unication with any part of a steel casting wher e 
shrinkage i s liable to occur In this way, the interior can draw 
upon a fresh supply of 
metal as contraction 
proceeds, and at the 
same time the riser 
acts as a path of 
escape for any gases. 

Molten steel is not 
nearly so fluid as cast 
iron, and, unlike cast 
iron, does not expand 
slightly on cooling. 

To obtain a sharp im- 
presiltuu, it is duuiiable 
to have a good h ead~ 
of metal in the risers,' 
which should be made 
much larger than for 
cast iron. These points 
are well brought out 
in the two examples 
given. Fig. 257 shows 
a pum'p cylinder, with 
risers placed directly 
over each junction 
where shrinkage is likely to occur. A still more striking case is 
found in the piston for a marine engine (Fig. 258). A head, B, in 
the form of a ring is cast round the outer circumference, com- 
municating with a number of risers. A, at intermediate points. 
The ring, B, is of course afterwards removed in the lathe. Steel 
castings generally lack the smoothness of surface which is easily 
obtainable with cast iron. The intense heat of molten steel renders 
it liable to burn into the sand, even when pure quartz or silica sand 
is used for facing. Moulds for steel must be thoroughly bak^ to 
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drive off ev ery trace of rpoi&ture , as the presence of steam will 
produce a rough or scabby surface, if nothing worse. It is of the 
utmost importance that all steel castings should be thoroughly 
annealed, to relieve internal stresses set up as the result of the large 
amount of contraction during solidification. The annealing furnace 
is usually of the reverberatory type, fired with producer gas. A 
non-oxidising or smoky flame is required to prevenfthe scaling 
which would otherwise occur. The castings are slowly heated up 
to, and maintained for about three days at, a temperature of 
1,700° F. The furnace is then luted up, and the castings allowed 
to cool as slowly as possible, the time extending over four or five 
days. The increase in ductility and toughness produced by 
annealing is very remarkable. 

Centrifugal Casting. Though in origin the process dates back 
over forty years, the method of casting hollow cylindrical shapes 
in rotating moulds, so that solidification takes place whilst the 
metal is under centrifugal influences, has only become firmly 
established in commercial practice in comparatively recent times. 
Large quantities of spun, or centrifugal, castings are now produced 
for various purposes : pipes, piston rings, cylinder liners and the 
like in cast iron ; gear wheel blanks and hydraulic ram liners in 
phosphor bronze ; railway wheels in cast steel, etc. 

The process consists essentially of introducing molten metal into 
a hollow spinning mould, usually rotating on a horizontal or slightly 
inclined axis, but in some cases on a vertical or steeply inclined 
axis. The external size of the casting is determined by the inside 
contour of the mould. The internal size of the casting, however, 
is not determined by a core as in an ordinary casting, but by the 
amount of metal introduced into the mould, the metal being evenly 
distributed over the surface of the mould under the joint influence 
of the mechanism of pouring and the centrifugal effect. End plates 
on the mould prevent the escape of metal in a direction parallel to 
the axis of rotation, and determine the axial length of the casting. 
It has been mentioned that in certain cases the axis of spin of the 
mould is vertical. Actually this orientation is practically confined 
to the casting of shapes in which the radial thickness of metal is 
large and the axial length is small, as, for example, in gear wheel 
blanks and railway wheels. 

The essential difference between spun castings and ordinary 
castings arises from the different manned in which the metal solidifies 
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in the two cases. In the latter solidification commences at the 
inner face of the mould and the outer face of the core more or less 
smultaneously, the metal in the body of the thickness becoming 
^lid last. Thus there is a tendency for gas inclusions and impurities 
to segregate within the wall of the casting. In spun castings the 
outer layer of metal is laid down first and the thickness is built up 
progressively. Solidification proceeds from outside to inside, and 
liberated gases and impurities tend to travel through the still 
molten metal towards the inner periphery. This action is very 
much accelerated by the centrifugal differentiation which manifests 
itself between fluids of different densities when spun. (A common 
example of this differentiation is seen in the separation of cream 
from milk by centrifugal action.) Blowholes are thus eliminated, 
and sound castings can be relied upon. 

Both sand moulds and metal moulds are employed in producing 
centrifugal castings. The former are cheap to produce where no 
great number of identical castings are required, but for repetition 
work metal moulds can show an advantage. They have, however, 
to function under very strenuous conditions. The repeated 
temperature changes eventually lead to cracking and disintegration 
of the surface, which is at the same time subject to severe abrasive 
wear consequent on the continual extraction of castings from the 
mould. Alloy steel therefore replaces cast iron as the metal from 
which the moulds are made in some cases, and water-cooling of the 
mould is sometimes resorted to. Metal moulds, especially if water- 
cooled, have a chilhng effect on the castings produced in them, 
which may necessitate subsequent annealing of the castings if 
surface hardness is disadvantageous. Abrasive wear is less severe 
in moulds of large diameter than in smaller ones, doubtless due to 
greater clearance being produced by shrinkage. Of the two most 
typical commercial methods by which spun pipes are produced, the 
Moore process employs sand moulds, whilst water-cooled metal 
moulds are used in the De Lavaud process. The method of intro- 
ducing the molten metal into the mould, the speed of pouring, and 
the co-ordination of this speed with that at which the mould is spun, 
are matters of considerable importance. If a non-solidifying liquid 
of unvarying viscosity were introduced, however carelessly, into a 
rotating mould, it would, under centrifugal influence, soon spread 
itself evenly over the inside surface. In contrast to this, molten 
metal, from the moment of pouring, begins to increase in viscosity 
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and finally solidifies fairly rapidly. The time available for it to 
spread evenly over the surface of the mould is strictly limited. 
Especially in the case of long castings such as pipes, the method 
and timing of the pouring operation becomes crucial if dimensional 
accuracy and uniform tliickness are to be attained. Success in 
the d'^sign of a centrifugal casting machine very largely hinges on a 
satisfactory solution of this problem, together with the provision 



(a) Millapaugh Tilting 
Trough. 



(6) Whitley Keeijirocating 
Gated Trough. 




(c) Briedc Withdrawing (d) Hurst-Ball Helieal 

Lander. Weir Edge. 

Fig. 259. — 8orao Methods of Pouring Centrifugal Castings. 


of adequate arrangements for the necessary manipulation of the 
mould and castings. 

Fig. 259 illustrates some of the methods which have been adopted 
from time to time for introducing the molten metal into the spinning 
mould. They represent progressive attempts to exercise control 
over its deposition along the length of the mould. In Fig. 260 the 
essential features of the De Lavaud system of casting pipes are 
represented diagrammatically. A water-cooled cast iron die, having 
a nickel-chrome steel liner, is rotatably mounted in a casing which 
is itself a wheeled carriage running upon a slightly inclined track 
under hydraulic or other control. The driving motor which rotates 
the mould is mounted on the casing. The metal is introduced into 
the mould by a fixed pouring “ lander,” over which the rotating 
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die is withdrawn during pouring. The metal is thus distributed 
in a continuous spiral over the face of the mould. Uniformity of 
thickness of the metal is attained by closely co-ordinating the speed 
of pouring with the speed of traverse of the carriage. The Moore 
system employs a sand-lined mould, driven by a variable-speed 
motor. The mould, its casing and the motor are in this case 



mounted upcwi A tilting platform hydraulically controlled, as repre- 
sented diagrammatically in Fig. 261. The metal is introduced into 
the mould by a pourer and a controlled tilting mechanism at the 
raised end. At the commencement of pouring the mould is in its 
position of maximum tilt and is spinning at a comparatively slow 



speed. This speed is maintained during pouring, and at the same 
time the mould is steadily lowered into the horizontal position. 
Immediately the horizontal is reached and pouring has ceased, 
rate of spin of the mould is raised to a speed of from 500 to 1,200 
revolutions per minute, depending on the thickness of metal being 
cast, and held at this speed until solidification is complete. 
Mechanical methods of handling the mould before and after casting 
are features of the actual machines used, which are not shown in 
the diagrams. 
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FOUNDRY MIXTURES 

A SINGLE brand, or one particular number of any brand, of iron 
is very rarely used alone for foundry purposes. It is always found 
that the best results as regards both strength and toughness are 
obtained by mixing a number of carefully selected brands, and 
the mixture varies with the thickness, size, and intended purpose 
of the casting. For light ornamental work, strength is of no 
consideration, but it is essential that the metal should be extremely 
fluid, and capable of taking a sharp impression. Cast iron 
containing phosphorus, although weak and brittle, is very fluid 
when molten, and is therefore eminently suitable for the purpose 
named. On the other hand, for engine and machinery castings, 
strength is usually the chief desideratum, and stronger and purer 
iron mu^t be employed. As a rule, it is not advisable to use a 
mixture of%l\ pig, as a certain proportion of good scrap makes 
the castings both stronger and cleaner. If, however, very soft 
castings are required for machining, a mixture of (say) two brands 
of pig and no scrap may be used, as it is found that re-melting 
hardens the ifon. On the other hand, engine cylinders, being 
subject to much wear, are specified to be cast of tough close-grained 
metal, as hard as can be worked. This is met by mixing pig iron 
with one or more cold-blast brands, the latter having a peculiar 
hardening effect, or it may be that a small proportion of mottled 
or even white iron is added with the same object. Steel scrap in 
small quantity is sometimes added to produce great toughness, 
as in the case of hydraulic cylinders, etc. ; but the expedient is 
liable to give trouble, and the metal must be kept at a liigh tempera- 
ture in the cupola much longer than usual to effect thorough 
mixing. 

The result of melting iron in the cupola is to bring about some 
alteration in the proportion of certain of the elements present. 
On the average, there is a loss of 10 per cent, of the silicon, and 
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15 per cent, of the manganese, while sulphur may be increased 
as much as 50 per cent, by absorption from the coke fuel used in 
melting. Carbon and phosphorus remain practically unaltered, 
but there is a loss of iron, which, becoming oxidised, passes ofE 
in the slag, such loss amounting to from ^ to | per cent, of the 
metallic iron contained in the mixture. Allowance must be made 
for these changes in calculating the composition of the charge. 
The influence of the various elements on the strength and properties 
of cast iron has already been noticed under the head of pig iron. 
The injurious effect of sulphur must be carefully guarded against, 
and as this element cannot be eliminated, it is necessary to com- 
mence with iron and coke as free from it as possible. The next 
point of importance is to decide upon the proper content of combined 
carbon, which is largely controlled by the amount of silicon and 
manganese present. '"'Castings containing a large amount of graphitic 
carbon are termed ‘‘ soft,” and are easily machined. In this case 
the combined carbon should not exceed 0*2 per cent. With increase 
in combined carbon, the metal becomes harder, and up to a certain 
point stronger. The maximum tensile strength is said to be reached 
with 0-5 pel cent., the greatest tiansverse strength with 0*7 per 
cent., and the maximum strength in compression with not less than 
1 per cent, of combined carbon. In an ordinary pig iron containing 
3*5 per cent, of total carbon, with the other elemeirts in normal 
proportions, the combined carbon \\ill amount to 0*5 per cent., the 
remainder, 3 per cent., being, of course, graphitic. By varying the 
content of silicon and manganese, the combined and the graphitic 
carbon may be made interchangeable within certain limits. Less 
than 4 per cent, of silicon exercises a softening effect by causing 
the carbon to take graphitic form. Absence of silicon will cause 
the greater part of the carbon to take the combined form, or become 
“ white,” but with about 3J per cent, silicon present, almost the 
whole of the carbon becomes graphitic. Manganese, on the other 
hand, changes graphitic carbon into combined, thus increasing the 
strength and hardness. Sulphur also changes graphitic to combined 
carbon, hardening the iron ; but to a certain extent manganese 
neutralises the effect of the sulphur, combining with it to form 
manganese sulphide which passes off in the slag. Manganese thus 
tends to soften high sulphur iron, and improves the metal by 
preventing blowholes. The steps to be taken to produce any 
desired result may be summed up as follows : — 
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To Increase Strength. 

To Reduce Shrinkage. 

To Prevent Blowholes. 

Increase combined car- 
bon. 

Increase manganese. 
Reauce graphite. 
Reduce silicon. 

Reduce phosphorus. 

Increase graphite. 
Increase silicon. 
Increase phosphorus. 
Reduce sulphur. 

Increase manganese. 
Reduce sulphur. 


The suitability of an iron for any particular purpose cannot be 
judged by the appearance of the fracture alone, and due regard 
must always be given to chemical composition, or analysis.” 
The percentages of carbon, silicon, manganese, phosphorus, and 
sulphur, to give a desired result, are now known within certain 
well-defined limits, and in making up a mixture, the proportion 
of each of its contents should be calculated with this object in 
view. Much, however, must be left to judgment and experience, 
as several factors do not admit of easy determination. 

It has been pointed out that the use of scrap is beneficial, and 
in fact its employment is obviously a necessity. Even granting 
that the analysis of a certain make of pig may be relied on, it is 
quite impossible to ascertain by chemical analysis or otherwise 
the exact composition of scrap, which may vary greatly with almost 
every piece On the authority of Mr. E. L. Rhead, of Manchester 
University, good machinery scrap may be taken to contain on an 
average — 


Total carbon 
Silicon 
Manganese . 
Phosphorus . 
Sulphur 


2*0 to 3*0 per cent. 
1-5 „ 2-0 „ 

0-2 „ 0-75 „ 

0-2 „ 0-8 „ 

0-05 „ 0-1 „ 


Calculation of Mixtures, Some such approximation, together 
with the analysis of the pig, should prove a valuable aid to the 
founder in arriving at the required composition of the mixture. 
For example, suppose castings are required to contain 2 per cent, 
silicon, 0-7 per cent, manganese, with not more than 0*1 per cent, 
sulphur, the mixture to be composed of 2 parts pig to 1 of scrap, 
the latter of known composition, not exceeding the limits specified 
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Analysis of Iron Castings for Different Purposes 


Description. 

Total 

Carbon. 

Combined 

Carbon. 

Silicon. 

Manganese. 

Sulphur. 

Phosphorus. 


Per Cent. 

Per-Cent. 

Per Cent. 

Per Cent. 

Per (’ent. 

Per Cent. 






^ Less 


Bedplates . 

3-40 

— 

1-50 

0-70 

. than 

0-40 






< 0*10 

s 

Chilled Castings . 

3-50 

0-60 

0-60 

0-50 

0*08 

0*30 

Cylinders — gas engine . 

3-25 

— 

1-50 

0-80 

( under 
/ 0*08 

{ 0-30 

„ hydraulic . 

3-35 

0-70 

100 

0-90 

( under 
' 010 

jo-30 

„ locomotive . 

— 

— 

1*25 

0-90 

0*09 

0-40 

„ motor car . 

300 

0-55 

1-75 

O-GO 

\ under 
\ 0*08 

J 0-40 

„ steam engine 

2-90 

0-90 

1-50 

()-80 

) under 
{ 0-09 

}040 

Flywheels . 

3-50 

040 

1*75 

OCO 

1 under 
\ 0*08 

|0-50 

Machinery — electrical . 

low 

0-20 

2-50 

0-35 

( under 
( 0*08 

1 0-60 

„ engineer’s 

3-60 

0-60 

1-25 

0-90 

1 under 
t 0*10 

jO-40 

„ medium . 

3-35 

040 

1-75 

0*70 

( under 
( 0*09 

|0-50 

„ textile 

— 

— 

200 

0*60 

( under 
( 0*08 

' 0-60 

,, transmis- ) 

— 

— 

2-00 

0*70 

( under 
/ 0*09 

'0-60 

sion 1 

Ornamental work 

3-28 

008 

2-50 

0*00 

( under 
\ 0*08 

j 1-00 

Pipes 

— 

— 

1-75 

0*70 

i under 

t 010 

1 0-60 


for the castings. Correcting for the changes which occur during 
melting, i.e., allowing for 10 per cent, loss, the silicon content of 
the pig = X per cent, should be 

pig -f- scrap = castings. 

/ X 90\ / 2 90\ 2 

^2 X 100 X jooJ + ( ^ ^ 100 ^ IW/ ^ ^ IM' 
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and X = 2-33 per cent. For checking the calculation it is convenient 
to employ the ‘‘ cwt.-per cent.” method. Thus, taking a charge of 
15 cwts. composed of 2 parts pig and 1 part scrap, we should have 
10 cwts. pig containing 2*33 per cent, silicon -- 23*3 cwt.-per cent., 
and 5 cwts. scrap containing 2-00 per cent. 10 cwt.-per cent. 
The silicon content of the mixture is therefore 33*3 cwt.-per cent. 

15 cwts. == 2-22 per cent. As the loss in melting — 10 per cent., 
this will give 2*22 — 0*22 = 2 per cent, silicon in tli(' castings, as 
required. Similar calculations show that the manganese may be 
increased to 0*88 per cent., whilst the sulphur content of the pig 
must not exceed 0*05 per cent. Suppose the phosphorus, which 
remains unaltered during melting, is not to exceed 1*25 per cent, 
in the castings, which may also be taken as the limit in the scrap, 
and that it is proposed to obtain the required result by using a 
foundry pig containing 1-7 per cent, phosphorus, together with 
hematite containing 0-05 per cent, phosphorus. To determine the 
proportion of each, let a; -= quantity of pig, when 100 — a? =-= 
quantity of hematite. Then 



hematite = castings 


(100 -x)x 


0*05 \ 
100 ^ 


- 100 X 


1*25 

100 ’ 


and a; = 73 per cent., the hematite being, of course^, 27 per cent. 
Testing now for silicon content, if analysis shows the foundry pig 
to contain 2*41 per cent., and the hematite 2*11 per cent., for the 
total pig in the mixture we liave 


(73 X 2*41) + (27 X 2*14) 

Too 


2*33 per cent.. 


which agrees well with the amount required, as above. Similarly 
for manganese, the foundry pig was found to contain 0*3 per cent., 
and the hematite 0*87 per cent. Therefore for the' total pig we 
have 


(73 X 0*3) X (27 X 0*87) 
100 


0*45 per cent. 


The content of manganese can be readily adjusted by the addition 
of the necessary amount of ferro-manganese to the ladle before 
casting. Silicon pig and ferro-silicon are used in the same manner 
to regulate the silicon content, and thus gain complete control 
over the composition of the mixture 



The complete calculation for a 15 cwt. charge would be as follows : 
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castings, 



CHAPTER XXXIV 


AIDS TO MOULDING— PLATE AND MACHINE MOULDING 

Oddside Moulding. This is a device resorted to when a number 
of castings have to bo made from an un jointed pattern, in order 
to save time in making the joint between the boxes separately for 
each mould. Working by the turn-over method, the pattern is 
temporarily embedded in the top box to enable the face of the 
joint to be cut at the proper depth. This is known as the oddside, 
and on it the bottom box is rammed up. The top box is then 
knocked out, and rammed up on the bottom box to the proper 
degree of hardness. The trouble of making the temporary joint 
every time may, however, be avoided by ramming up the bottom 
boxes of all the moulds required from the same oddside, which 
should then be made of a permanent character. This may be 
effected by stiffening the sand with linseed oil, which hardens 
somewhat on exposure to air, but plaster of Paris, with the fac'e 
varnished in the same way as a pattern, makes the best permanent 
oddside. 

Plate Moulding. This follows as a natural development of odd- 
side moulding. Wooden plates and patterns are sometimes used 
when the number of castings required is comi)arativeIy small. 
An example is given in Fig. 262, which shows the section of a 
steafu stop valve, and its pattern mounted in halves, one on either 
side of the plate,” great care being taken that the two halves 
coincide exactly. If the pattern has been made in halves in the 
ordinary way, it is only necessary to lengthen the dowel pins to 
allow them to project through holes in the plate when perfect 
coincidence is easily secured. The plate is madejtp fit the moulding 
box pins, and to reduce wear, holes of the'proper size are drilled 
through small metal plates secured to the board by wood screws. 
The plate is placed between the two parts of the box, and after 
ramming up the bottom box, the whole is turned over to complete 
the mould, the usual patterns for gate and runner being inserted in 
the top box. The core is made in a box sho^m in Fig. 263, and a 

482 



AIDS TO MOULDING 


433 


section of the complete mould is seen in Fig. 264. The objection 
to wooden plates is their liability to warp and twist, and for standard 
patterns, or where castings are frequently required in large numbers, 
both plate and pattern should be made in metal. This is the 
method now generally adopted for gas and water fittings, and for 
many of the small articles made in such large quantities in the brass 



foundry. An example is given in Fig. 265, which shows the plate 
pattern for a ‘‘ spray ” of castings for the body of a small valve. 
The half patterns, which are of brass and carefully finished, are 
mounted symmetrically with respect to a central runner. Thb 
pattern for the latter, and also of the runners or channels com- 
municating with each of the castings, are permanently mounted on 
the upper side of the plate (Fig. 266). With a plate pattern of tbii 
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tiG. 263. — ^Core-Box and Core for Steam Stop Valve. 

description, the labour of ramming is mucli reduced, and jointing 
is entirely obviated. The great drawback is that the making of 
plate patterns, even for “ easy ” castings, is a very expensive 
process, as fi|st-class workmen are required to obtain the necessary 
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degree of accuracy. For any but the simplest and shallowest 
patterns, the separation of the flask and the pattern plate, or 
“ drawing ” the pattern, as it is termed, if performed by hand. 



Fio. 264. — Complete Mould for Steam Stop Valve. 

requires some considerable degree of skill on the part of the 
moulder to prevent the pattern rocking and breaking the edges 
just as it leaves the sand. Much time is spent in repairing moulds 
which have been damaged in this way, and it not unfrequently 
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happens that a mould which has taken considerable time and 
labour to produce has to be abandoned. It is true that steady 
pins are sometimes screwed into the bottom box to assist in obtaining 
a vertical lift, but from this a step further leads to the employment 
of mechanism by means of which a positive and certain result may 
be ensured. 

Madiine Moulding. The original j)urpose of the moulding 
machine was to enable the pattern to be drawn from the sand 
without risk of damage to the mould. At first, ramming was 




Fig. 265. — Plate Mould for 8pray of (’astings foi Small Valve. 


performed by hand as usual, but it soon became evident that some 
form of hand press, operated by a lever, could be applied for the 
same purpose. Hence moulding machines may now be classed 
under three heads : (1) machines which draw the patterns only, 
ramming being accomplished by the usual hand methods ; 
(2) machines which are sometimes called “ squeezers ” which 
perform the ramming only, leaving the pattern to be drawn by 
hand ; and (3) machines which both ram the moulds and draw 
the patterns, the ramming being effected either by hand lever, or 
fluid pressure on a piston. Of the first class of machine in which 
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ramming is done entirely by hand, there are three distinct types 
depending upon the method employed for removing the boxes 
from the pattern plate. This may be effected (a) by a mechanical 
lifting device for raising the box, (6) by means of a ‘‘ turn-over 
table, and (*) by means of a ‘‘stripping plate.’’ A box-lifting 
machine of the first type, as shown in Fig. 267, is suitable for small 
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Fig. 26 ().— Fldte Patteiii for Spiay of Castings for Small Valve. 

and light work. The moulding boxes are interchangeable, and by 
means of their pins come into register with the pattern plate, which 
is fixed upon the table of the machine. After the mould has been 
rammed by hand in the usual way, the box is lifted by four rods or 
“ stools,” which pass up through the table, and which are fixed in a 
movable frame capable of being raised by a foot lever. The 
machines are usually worked in pairs, for dealing with top and 
bottom boxes respectively. This simple machine is suitable for 
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objects of no great thickness, but for deep moulding the turn-over 
table machine (Fig. 268) has some advantages. The pattern plates 
for top and bottom boxes are secured upon opposite sides of the 
turn-over table, which can be rotated on trunnions through 180°, 
locking catches and clamping screws being provided to retain it in 
a truly horizontal position. A moulding box is placed in correct 
position over the pattern plate by means of centering pins, and is 

clamped or cottered to 

the upper side of the 

turn-over table. It is then 
rammed by hand, and the 
sand strickled off. The 
turn-over table is undamp- 
ed. rotated through lialf a 
revolution, and again 
fixed, the box now being 
on the underside. By 
means of a rack and 
pinion motion operated 
by hand wheel through 
, spur gearing, the lifting 

table is raised to come in 
; close contact witli the 

1 box. The lifting table is 

I provided with a drawing 

L out table, or with a small 
carriage running on rails, 
which can be pulled out 
, — ^ horizontally. It is upon 

no. 267.-Moulding Machine of Box- 

lifting Type. the box is made to bear, 

and in this position the 
clamps or cotters holding the box may be released, leaving 
the mould to be drawn from the pattern by lowering the lifting 
table until quite clear. The mould is then withdrawn from the 
back of the machine on the drawing out table or carriage, and 
is removed by a labourer. The moulding of the bottom box, the 
pattern plate for which is now on the upper side of the turn-over 
table, is then proceeded with just as before. The same method 
of working is carried out in a much more mechanical manner in the 
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Pridmore roch-over drop machine (Fig. 269), supplied by Messrs. J. W. 
Jackman & Co. Limited, of Manchester. The machine is shown 
engaged in moulding the body of a steam stop valve. In the 
position (rt) the bottom box has been rammed up by hand as usual, 
and clamped to the rock-over frame, which gives the motion 
corresponding to the turn-over table in the last example. The 
weight of the box and mould is supported by two counterbalance 
springs, a second pair of springs being provided to facilitate the 
operation of rocking over. Both sets of springs are readdy adjust- 
able to suit the work in hand. The clamping frame- Is fitted with 



Fi(i. 20S. — Moulding Machine of Turn-over Table Type. 

adjusting screws to take boxes of varying depth. Position (6) 
shows the frame rocked over, which has the effect of inverting the 
mould, the latter just coming to rest on adjustable stops on the 
drop frame. On releasing the clamping rod, the mould may be 
dropped away from the pattern by allowing the frame to slide down 
two vertical rods or guides under the action of a lever, position (c). 
The pattern is then rocked back into the original position, and the 
box raised ready to be removed by a labourer, as seen in position (d). 
The methods just described, although well adapted for flat, shallow 
work, do not lend themselves so readily to deep patterns with 
vertical sides, especially if the intervening portions of sand forming 
^he mould should be very thin. 
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When drawing the pattern, the moulder adopts the plan of 
rapping ’’ the turn-over table with a wooden mallet, to overcome 




Fig. 2o0. — Pridiuore “ Ro( k over Diop ” Mouldiii^y Mdchino. 

(а) Bottom box lammcd up, and clamped to rock over fiame. 

(б) Frame locked over, invuting mould. 

the adhesion of the sand to the pattern. This rapping, if vigorously 
performed, may cause the impression in the mould, and therefore 
the casting, to be appreciably larger than the pattern. To over- 
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come this defect, the stripping plate method of drawing pattjir nH 
was introduced, the principle of which is shown in Fig. 270. In 




Fia. — Pridniore “ Jiofk-ovcr Drop ” Moulding Machine. 

(r) Mould dropped from pattern. 

{fJ) Frame rocked back, and mould ready to be lifted off. 

preparing the plate pattern, the pattern parts are raise d from th e 
plate by an amount equal jto the th^viies^ol the stripping plate, 
A hole of tEe~exact shape of the outline of the pattern at the joint 
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surface is accurately cut through the stripping plate either by 
machinery or by fihng When the stripping plate has been placed 
m position upon the pattern plate, as at (a), the mould may be 
1 ammed up exactly as upon the ordinary pattern plate first described, 
but it will be seen tliat when diawing the pattern, as shown at (6), the 



iiG 270 — Stiipping PUte Type of Moulding Machine 


stripping plate remains behind, supporting the sand right up to 
the joint surface, thus preventing the possibility of breaking down 
or tearing the mould The pattern need not be rapped at all, 
and as delivery takes place m a perfectly straight line, the mould 
is exactly ‘‘ pattern si/e ” The Pndmore Stnpping-jilale Mdchine, 
supphed by Messrs Jackman, of Manchester, is a good example of 
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this class. Two forms are shown in external elevation in Fig. 271. 
The base or pedestal of the machine takes the form of a frame open 
•at the top, which may be of circular or other shape best suited to 
the work. Upon this is fixed the stripping plate, which is provided 
with pins to locate the moulding boxes in proper position. Inside 
the pedestal or stand is the drawing frame, which moves in vertical 
guides, and may be lowered by crank and connecting rod motion, 
operated by hand lever. The pattern plate is screw^ed down upon 
the drawing frame, which, for ramming, may be locked in the 
position shown. It will frequently happen that a mass of sand in 
the interior of the mould cannot we ll be_carjded pnjbhe stripping 
plate. One mava nr V-Crtical pillars, placed wher e xeq uFred, 

ma y then be employed to assist in supporting the sand: fFig. 270, c). 
T hey are secured to the stool plate, w^hicL forms part of, or is 
atta ched to,_the frame of the machine, a space being left at each 
sidpjiirough wliich the slides of the drawing frame can pa.^. Tlie 
action of the stripping plate and stool will be seen from the second 
figure, which shows tlie pattern plate dropped clear of the mould. 
The stripping plate method is particularly suitible for spur wlmels 
and for pHtteys Or other articles to be cast without strip,'’ i.e., with 
perfectly yertical sides. It is true that consideiable expense may be 
incurred in the preparation of stripping plates by machining out 
of solid, and however fine the joint between pattern and stripping 
plate, sand finds its way in, causing more or less rapid wear and 
deterioration. In the majority of cases, however, the stripping 
plate may be cast with an opening approximately following the 
actual shape of the pattern, and about I inch clear all round. 
After planing the surfaces of the stripping plate, it is adjusted in 
position on the pattern plate, and the space filled irk with white 
metal (see Fig. 270, c), which forms an accurate fit, easily renewrable 
by re-melting when any appreciable wear of the edges has taken 
place. Power ramming, actuated by hand lever, compressed air, 
or hydraulic pressure, may be used alone or combined with the 
pattern-drawing device of one of the three types of machine just 
described, "t A well-known example of hand press moulding machine, 
or “ squeezer,’’ is the Farwell (Fig. 272), made by the Adams 
Company, of Dubuque, U.S.A. The ordinary form of plate pattern 
with parts on both sides of the plate is generally used with this 
machine, the pattern being set between the two boxes, which are 
placed on the table of the machine, bottom box upward. Sifted 
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Fig. 271. — Pridmore Stripping Plate Moulding Machine. 
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sand is then filled in, and the bottom board placed squarely upon 
the mould. The bottom board is ^ inch smaller each way than 
the inside of the box, so that it may enter the box when the sand 



Fio. 272 .— Farwell Hand Pi ess Moulding Machine. 


is compressed. The boxes are now turned over, the top box filled 
with sand, and the presser board (which is of the same size as the 
bottom board) placed in position. The presser head is carried on 
adjustable side rods, and can be swung back out of the way when 
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filling the boxes. It is operated by a lever mechanism, one move- 
ment of which brings the presser head forward immediately over 
the box, and then pulls it down to apply the pressure to the mould, 
the final squeeze being administered with the hand lever in. a horizontal 
position. This is an important feature, as the operator is enabled 
tc itilise his weight to full advantage with the least possible muscular 
exertion. The action of the presser head mechanism is shown in 
the three positions of Fig. 273. In the example shown, lifting is 
done by hand when separating the mould, but the Farwell machine 



'Fio. 27,‘J. — Presser Head Meehanisni of Farwell Moulding Machine 


may be fitted with a lifting device, or may be used with a stripping 
plate if required. Such machines are well adapted for thin work, 
and are much lower in first cost than those actuated by fluid pressure. 
For larger and heavier work, machines operated by compressed 
air or hydraulic pressure are to be preferred. One of the successful 
pneumatic machines is that of the Tabor Company, of Philadelphia, 
U.S.A., supplied by Messrs. Jackmans Ltd., of Manchester, of 
which two external views and a section are given in Figs. 274 and 
275 respectively. The squeezing piston, to the top of which the 
ramming head, 7, is attached, works with an air pressure of from 
60 to 80 lb. per square inch. A pressure gauge, 39, registers the 
pressure applied, so that when once the correct pressure for any 
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Fig 274 — Front and Back Views of Tabor Pneumatic Mouldinjr Machine 
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particular mould has been determined, uniform density of ramming 
may be ensured. The squeezing piston (Fig. 275) contains the 
smaller or pattern-drawing cyhnder, and being hollow, forms an 
oil tank, which is kept full of thin hydraulic oil. The height of 



Fig. 275. — Section of Tabor Pneumatic Moulding Machine. 


the yoke or presser head, 33, is adjustable for flasks of different 
depths by means of latchct teeth, 3G, in the strain bars, 32 (see 
also Fig. 275). The yoke, being too cumbrous and heavy to be 
moved 4)y hand, is swung backwards and forwards as required 
Ey power, for which purpose an air cylinder controlled from the 
valve stand is provided. Various methods of mounting patterns 
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may be adopted with the Tabor machine, but an important feature 
is the use of a fower-drivm vibrator, 13, applied directly to the plate 
carrying the patterns, which are thus vibrated independently of 
the other parts of the machine. The vibrator, shown in section in 
Fig. 27G, consists simply of a long double-acting piston, having 
a stroke of about inch, working automatically in a valveless 
cylinder, uj)on hardened anvils at each end of which blows are 
delivered at th(‘ rat(' of 5,000 per minute. In ord(*r to (*ommunicate 
these extremely rapid, }et small, vibrations to the })attern without 
at the same time transmitting them to the rest of the machine, 
the pneumatic vibrator is bolted direct to a franu*, called the vibrator 
frame, seen at 4, in Fjg. 274, and shown separately in detail at 
R'ig. 277. To this frame the pattern ])late, 1, is fastened by four 



screws, the tapped holes for which are shown in the corners. The 
\dbrator frame itself is secured to the machine structure by four 
large bolts, wdiich pass through thick bushings in the inner corners. 
The bushings are suhiciently elastic to absorb the vibrations of the 
frame and pattern, whilst at the same time they are w^ell fitted and 
firm enough to hold the pattern accurately to its position. The 
action of the vibrator may be compared to an exceedingly violent 
shiver over the whole surface of the pattern, making it impossible 
for any sand to adhere, and yet the pattern is so little disturbed 
from its original position that it is impracticable to draw it a second 
time without rapping. A gas burner, 15, is provided on the stool 
plate, 5, to warm the pattern if necessary should the sand show 
signs of sticking. To operate the machine, a half flask ^is put in 
position over the pins in the flask frame, 2, parting sand shaken 
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on the pattern, and the flask filled with sand. The yoke is then 
moved forward, and pressure applied to the mould by pressing down 
the operating lever, 27, thus opening the' throttle valve and admitting 
compressed air to the squeezing cylinder until the gauge indicates 
that the correct pressure has been readied. On releasing the valve 
lever, the squeezing piston and parts connected to it resume their 
normal position, and the yoke may be moved back. The pattern 
is drawn by raising tlu^ operating lever, thereby admitting com- 
pressed air to the oil tank, and forcing tlie oil through a nipple near 
the bottom of the pattern-drawdng cylinder. The nipple almost 




touches the piston, thus admitting the oil slowly until the end of 
the piston uncovers tlie nipple, when a full opening is maintained 
until the end of tlie upward stroke. This gives a slow draw until 
the mould is clear of the pattern, followed by a rapid lift for the 
remainder of the stroke. When the operating lever is raised to 
draw the pattern it also starts the pneumatic vibrator, to loosen 
the pattern in the sand while the mould is being lifted. When the 
drawing piston begins its downward stroke, the check valve opens, 
permitting a quick return. The nipple, when it is reached by the 
piston, partly shuts off the flow of the oil, giving a cushioning 
effect at the end of the stroke, and the possibility of shock at the 
end of the draw is eliminated by buffer springs on the flask frame 
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stops, 10 A supply of compressed air, 38, is available for blowing 
off any sand from the pattern after it has been drawn. 



Bonvilldui and Rotueiaifs SifsUm of Moulding . An example of 
a machine operated by hydraulic piessure may now be referred 
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to, including some description of a novel system of moulding 
developed by Messrs. Bonvillain and Ronceray of Paris, and 
introduced into this country in much-improved form by Messrs. 
Greenwood and Batley Ltd., of Leeds. The expense of metal 
patterns and stripping plates has always proved a great obstacle 
to the extended use of machine moulding, and has only been 
warranted wlien several hundreds, or even thousands, of a given 
article were to be produced. On the Bonvillain system, the prepara- 
tion of pattern plates has been so mui‘h simpliiied and cheapened 
that the method can l)e profitably adopted when the number of 
castings n^quired does not exc(‘ed from 50 to 100. The em])loyment 
of white-metal and plaster in place of brass or iron, enables the 
moulder to manufacture Jiis own ])late patterns and stri])])ing plates 
on this system without calling in the assistanc(‘ of the fitting shop. 
Tliree different methods of proceduri* are em])]oyed in carrying 
this id(‘a into eilect - 

(1) The reversible jiatterii j)late, with or without stripping ])late. 

(2) The doul)h* pattern ])late, with or without stripping plate. 

(5) The rev(‘rsil)l(* ‘‘ cliche process. 

In the preparation of a pattern by tin* first m(‘tliod. t\so exactly 
similar boxes are rc(juired. Taking, for (‘xample, a siinpl<‘ article 
such as Fig. 27H, tins is moulded from an ordinary wood patti'rn 
in such a maiintu' that the parting coincid(‘s with tlie line (ih. Aft(‘r 
lifting off the top box and drawing the* pattern tin* two boxes are 
laid side by sid(‘ in exact jiosition and clam])(‘d togi'ther (c). A 
rectangular frame of the proper size to fit over both lioxes is place(l 
upon them, and is filled u]) level w'ith phuster (d). This, w^iien set. 
may be removed bodily with tlu^ Irame, and constitutes the reversible* 
pattern (e), from wdiich both te>p anel be)tte)m be)xe*s are* moukhul 
Thus, in the manner sheiwm in (/) and (//), twe) <‘\ae*11y similai 
iinpivssiems are' takeui, one of which (/) be‘ce)nie‘s the* beittemi beix 
anel the oth(*r (e/) the top box. These, w’he*n place*el te)ge‘the*r, give 
the comph'tc meiulel (//). In this way, one* jiattern plate* without 
any change wdiatcve*!* se^rves to proeluce a comjilete moulel on one 
machine. Further, it will be* seen that when tw^o half moulds are 
rammed on the same patte*rn plate, anel are plae*eel one above the 
other se) that their axes coincide, but reverse*el re*latively to each 
othe*r, the number of castings edjtaineel wdll be twice* the number 
of patterns employed. This means a great increiase in production 
with very little increase in cost, either of plant or labour. 
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If more than 100 castings of the same pattern are required, it 
is advisable to use a metal pattern plate which is easily produced 
by the following process (Fig. 279) : From a plaster pattern plate, 
obtained exactly as just described, two half moulds are rammed 
up in sand. One of these is carefully sleeked and smoothed over, 
and from the other a thin layer of satid is removed, as shown in 
dotted lines, following Ihe form of surface as nearly as possible, 
although it is by no means n(‘C(‘ssary to preserve an absolutely 

uniform thickness in all 
parts. The two half moulds 
are now put together, and 
th(' space between them 
filled by pouring in a special 
while metal alloy, which 
do(‘s not contract to any 
appreciabh' ext(Uit on cool- 
ing. In this way, a hollow 
metal pattern is obtained, 
wliich is placed in a suitable 
cast-iron frame, and the 
latter filled up level with 
plaster. The method of 
producing stripping plates 
on the Bonvillain syst(*m is 
very ingenious. A rever- 
sible pattern plate in plaster 
IS ])re})an*d as already de- 
scribed, and from this two 
half moulds are rammed up 
in sand. Before^, however, 
proceeding to ram up ilw second hall mould, a sheet of soft india- 
rubber is placed upon the plast(‘r ])attei*n. Th(' rubber varies in 
thickness from | to ^ inch, according to the size of the mould, and it 
is of a quality which readily adapts itself to the shape of the pattern. 
When the box has been rammed, the rubbcT slieeting is removed, 
leaving a hollow space in the completed mould, which is filled with 
white metal alloy. It may now be said that a hollow pattern has 
been obtained in combination with its stripping plate, and it only 
remains to separate one from the other. It will be noticed from 
Fig. 280 that at certain points, a, the thickness may be reduced 



Plate on lloiivillain System. 
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Fig. 281.— Rovorsit)lc Pattern Plafe and Stripjnn^,^ Plate for Half Bearing 
and Spray of Castings piodiieed. 



Fig. 282. — Plaster Mould for Pattern Plate of Petrol Motor Crank Case. 





456 


MECHANICAL TECHNOLOGY 


by scraping away the corner, when by means of a sharp knife 
the pattern, 1, may be severed from the stripping plate, 2, by 
cutting along the line, A, shown in plan. An example is given 
in Fig. 281, which represents the reversible pattern plate and 
stripping plate for a half bearing, and shows the spray of castings 
produced. Six halt beaiings appear on tlie pattern plate, but by 
the “reversible” arrangement twelve are obtained in the final 
casting. A great advantage ot this itK'thod is that the pattern 
and stripping plates ar(‘ not confined to flat, or nearly flat, joints, 



Fk 2Sa~ Doiibk Pcittcni Platt, Sf upping Platt and J^oo&e Pjttts of iktiol 
Motor Piank Past 

but, on the other hand, the parting may follow any convenient 
direction whatever, and in the case of intricate work two or more 
stripping plates may be used with one pattern plat(‘. The double 
pattern plate process is employed for very deep or hollow castings. 
The pattern plates are made by a copying scheme similar to that 
used for the reversible plates, except that one part of the pattern 
is placed on one plate, and the other part on another, corresponding 
to the top and bottom boxes respectively. This involves the use 
of two moulding machines, one for each of the pattern plates, the 
two boxes being afterwards assembled on th(‘ foundry floor. An 
example of double 'pattern platen, is shown in Figs. 282 and 283. 



MACHINE MOULDING 



ria 286 — Bonvillain System of Moulding The Clioh4 Process. 
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Fi^. 282 is the plaster mould prepared for the construction of the 
pattern plate for one side of a four-cylinder petrol motor crank-case. 
Fig. 283 shows the double pattern plate for the other side of the 
casing, with stripping plate and loose pieces separated from pattern. 
Fig. 284 shows the same pattern with stripping plate and loose 
pi'^^’es in position, the proje(*ting lugs of the stripping plate by 
means of which it is lifted in the machine being clearly visible. 
The ‘‘ clich' ’’ ptocess has been derived from the r(‘versibl(' plate 
})rocess and has the same general features. It is especially useful 



Fig, 286 — Kcnersible dicho J'Idte cind Spray ol JJiai k( i 


for small flat articles which have to be pi od need in v(ut large 
quantity. The “ cliches ” are small reveisible pattern plates of 
white metal, each produced in precisely tlie same way as the larger 
reversible plates. They are all of exactly the same size and thick- 
ness, and are arranged to slide side by side in a spi'cial frame, 
called the cli(*he tabh*, in which th(‘y are sc'cured by clamping 
screws, as seen in Fig. 285. The whole, on being assembled, 
forms one x*omplete pattern plate, the two sides of which, being 
exactly alike?^ may be moulded on one machine. On the left of 
Fig. 286 is shown a “ spray ” of small bracket castings, with the 
sectional reversible cliche plate from which they were moulded on 
the right. One hundred and sixty of these castings were produced 
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per hour by an unskilled man on a hand lever moulding machine. 
For the smaller and lighter work, a hand lever moulding machine, 
Fig. 287, is used in connection with this system. The pattern plate 
is fixed upon the table of the machine, and upon the plate the flask 



Kit,. 287. IJouMllain Hand Moiildiug Machine. 

is placed and lillcd with hand in the usual way. The ramming is 
done by a ramming boai'd carried on a sw ingiiig presser-liead above 
the table, and actual (‘d by a hand lever through a toggle motion 
which gives a heavy pn^ssuri* just at th(‘ liottom of the stroke. The 
stripping cylinder is fixed Ix’knv tlu' table, and to the ram is attached 
the strip[)iiig table, whi(*li carries four adjustable rods engaging 


460 


MECHANICAL TECHNOLOGY 


with lugs on the stripping plate. The ram is actuated by oil 
forced into the cylinder by a small hand-pressure pump, the plunger 
of which is provided with a pedal head. On the completion of 
ramming, the moulder releases the hand lever, when the ramming- 
head rises and swings back into its angular position und(*r the 



action of two helical springs. The pump plunger is then pressed 
down, forcing the oil into the stripping cylinder. Tliis raises the 
ram and with it the stripping plate, wdiich caiTi(*s tlu' flask with it, 
and strips the pattern. In the figur(‘, the stri})ping plate has just 
been lifted, and with the flask has been removed to show the rods 
more clearly. When the pressure upon the plunger is released, the 
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stripping ram and stripping plate descend, ready for another flask 
to be placed in position, and the operation is repeated. Fop larger 
machines, Messrs. Bon villain and Ronceray have adopted hydraulic 
in preference to pneumatic pressure, on account of the perfectly 
steady movement obtained either in ramming or in pattern drawing, 
the absolute control over the total pressure applied, the small 
diameter of the rams, and the small amount of power required to 
work the machines. Messrs. Greenwood and Batley state that 
3 H.P. is sufficient to work six moulding machines, and that this 
is about six times less than that required for compress(*d air doing 
the same work. It is also claimed that the first cost and mainten- 
ance of a hydraulic 
j)lant will compare 
favourably with that 
for compressed air. The 
Vni versa 1 Moiild ing 

Machine (Fig. 288) is 
provided with a hy- 
draulic powTr h(‘ad, a, 
which swings in and 
out of position upon a 
holknv tiolumn, /, at- 
tached to the side of 
the table, e. The head 
swings on ball bearings, 

(7, to give an easy 
movement, and wiien 
the pattern ])late is being set or the flask filled, the head is 
swung out of the way behind the machine. To avoid bending 
stress on the column, a hook, h, at the front end of the arm 
engages in a slot in the table when the head is brought back into 
position for ramming. In the centre of the arm is formed 
the ramming cylinder, b, in which works the ram connected to 
the ramming plate, d. To give a ready adjustment of the distance 
betw^een ramming plate and pattern plate, and thus accommodate 
moulding boxes of varying depth, the power ram is fitted with 
an arrangement of double screw and hand wheel, shown in 
detail in Fig. 289. The stroke of the ram need not, therefore, exceed 
from 1^ to 2 inches, no matter what the size of the flask may be, 
and the quantity of water consumed is consequently very small. 



Fia. 289 . — Boh villain Moulding Machine. 
Adjusting Screw . 
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amounting to not more than 4 pints for a flask 16 inches square. 
The working pressure of 750 lb. per square inch is admitted to 



Fig 290. — Bon villain Bydraulic Moulding Ma,( hint . 

the ram by a valve, m, and hand lever, n, on one side of the swinging 
head, pressure and exhaust passing from the mam valve, o, fixed 
to the base of the machine, through annular pipes contained in the 
hollow column. After ramming, the power ram is returned to its 
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original position by a constant pressure piston fixed to a taibrod 
on the ram and working in a small cylinder, r, attached directly to 
the top of the main cylinder. The pressure and exhaust pipes, — the 
former placed inside the latter, — lead down to a stop valve, o, 
situated at the back of the machine for controlling the supply to 



Fig. 294. — Bonvillam Moulding Machine, 
with Double Ramming Device. 


both ramming and stripping 
cylinders. The stop valve is 
arranged in the same casing as 
the control valve for the strip- 
ping cylinder, and the latter is 
operated by a foot pedal, q, in 
front of the machine to allow of 
the workman liaving both hands 
free while stripping is in pro- 
gress. The pedal returns to the 
off position under tlie action of 
a spring wduui reh^ased, so that 
the ram commenc(\s its down- 
ward stroke wdiile the flask is 
being rc^moved, no time being 
lost. A screw’ stop, .s*, is fitted 
to keep the ram at the top of 
its stroke when necessary. The 
stripping action is peifornu'd by 
an oil cylinder, t, fix(‘d in the 
base of the machine, exactly as 
described for tin* hand lever 
machine. The stripjnng ta(>le, 
V, attached to the ram is pro- 
vided with stool lirackets, p,'^ 
carrying adjustable stools, v, for 
engaging under the stripj)ing 
plate. The stripping ram is 
made adjustable in its stroke 


by suitable rods and nuts, r, to give an exact movement to 


the stripping plate in accordance with the pattern. In order 


to facilitate work with these machines, a vswinging sand-filler 


(Fig. 290) is usually fitted. This consists of a piece of hoop iron 
bent to the shape of the flask and arranged to swung on the 


vertical column of the machine. The filler is made of such a 
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depth that when in position over the flask it forms a gauge 
indicating the amount of sand to be filled into the flask before 
ramming. After filling in sand level with the top of the filler, 
the ramming plate may then be brought down inside it, the 
filler being swung back out of the way when ramming is completed. 
The foot pedal is then pressed down, stripping the pattern and 
leaving the finished mould to be lifted off. The machine is shown 
in Fig. 291 without pattern plate and flask, in Fig. 292 with flask 
and sand-filler in position after ramming is completed, and in 
Fig. 293 with the power head swung round to the rear, the stripping 
plate raised ready for lifting off flask. Fig. 290 also shows blie double 
ramming device for use where deep cores and recesses are to be 
made in greensand. This is operated by a foot pedal located in 
front of the machine, which engages in a socket and gives when 
necessary an additional pressure from below to certain parts of a 
mould while still under pressure from the top, as, for instance, 
in the case of deep core holes. The upward pressure is limited as 
to stroke by means of a stop vrhich engages the stripping ram 
pedal. It is often possible in this way to form the cores at the 
same time as the rest of the mould, the trouble of core-making being 
avoided, and the possibility of any movement prevented. The 
arrangement is shown in Fig. 294, which is a section through the 
lower part of the machine. The pattern plate rests directly upon 
the table of the machine, and in this case the pattern has no core- 
prints, but is an exact copy of the article to be moulded. The 
flask rests directly upon the pattern plate as usual, and tlie long 
thin cores, | inch diameter and 3 inches long, are formed iu the 
holes in the bosses, as shown. A plate, adjustable as to height, is 
carried on the top of the stripping ram independently of the stripping 
plate already described. In this plate plungers or stools of the 
exact size of the holes to be cored out are fixed, and are made of 
such a length that a slight compression of the sand forming the 
core takes place before the stools come in contact with the stripping 
plate. As the motion continues, the pattern is stripped as usual, 
but the rods supporting the cores move at exactly the same rate, 
passing completely through the holes in the pattern until the sand 
is lifted quite clear. 

Difficulties in Machine Moulding. It may be said that flat- 
shaped patterns of no great depth, or even deep patterns \\ith 
well-rounded or sloping sides, can be dealt with quite easily by 
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almost any type of machine. Patterns of irregular shape, with 
some parts deeper than others, give rise to some difficulty. With 
machine ramming, the sand is always denser near the presser 
head than it is in the immediate neighbourhood of the pattern, 



I 

Fifj. 295. — PiiiK ipU* of “ ” Muiildin^^ Mdchine. 


although, as a rule, the reverse should Ix' the case. Hence hand 
ramming is sometimes resorted to for 1h(» lowtu* part of the mould, 
the bulk of the sand being afterwards put in by the machine. A 



Flo. 299.— Tabor “ Jai-rainaiing ” Moulding Maohiiio. 


device termed a “ contour-head ” is often used with the same 
object. For ordinary work, the presser-head is left flat on the 
underside, but when dealing with deep or uneven shapes, a block 
of wood, — ^the contour-head, — ^roughly carved to follow the out- 
line of the pattern, is employed to effect a uniform distribution 
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of pressure upon the sand. Again, objects with parts projecting 
out laterally are difficult to mould by machine, and if cores are not 
used, these parts must be rammed by hand. Very deep and intricate 
moulds, or moulds having perpendicular sides, require special 
precautions with almost all machines of the types already described. 
This has led to the introduction of the ” or ''jar-ramming ” 
machine, which, although such a striking innovation, has achieved 
a remarkable success. The prinei])le upon which the machine is 
constructed is shown in Figs. 295 and 295. Tlu^ table, a, upon which 
the pattern and mould aie placed, is subject(‘d to a rapid shaking 



action, whicli in a short time causes the sand to ‘‘ pack ” very 
densely, and no ramming, m the oidinaiy sense of the term, is 
required. The jarring table is lifted by compressed air at a pressure 
of about 80 lb. per square inch, and is then allowed to fall upon an 
anvil, b, the height of drop varying Irom 1 to 5 inches, according 
to the weight of the mould. The rate of working is about 120 
“ jars ” per minute, and it is found that after some 15 or 40 jars have 
been given, no further increase in density can be obtained. The 
action is rendered automatic, as will be seen from the figure, by 
permitting the ram, c, attached to the jarring table to overrun 
the exhaust port, e, when the supply of air at d is cut off, and the 
fall takes place, a blow being delivered upon the anvil which forms 
the base of the machine. At the bottom of the stroke the ram 
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again closes the exhaust port, air is re-admitted, and the action 
repeated. It was soon found that if an actual blow be delivered, 
damage to the machine would speedily result, and the noise and 
vibration might prove to be a nuisance to the neighbourhood. 
An important step was to recognise that, even at some loss of 
eF3iency, actual shock must be avoided by cushioning the moving 
parts at the end of the stroke. This led to the development of 
the Tabor shockless ” jarring machine, an example of which, 
supplied by Messrs. Jackmans Ltd., of Manchester, is shown in 
se(*tion in Fig. 297. The jarring table, a, which is strongly ribbed 
to resist the constant shocks to which it is subjected, is cast in one 
piece with the cylinder, 6, in which the jarring ram, r, works. The 
latter is mounted upon a massive cylindrical anvil, d, which is 
supported on springs, e, and is capable of a slight vertical move- 
ment within the cylindrical base of the machine, g. Compressed 
air is first admitted to the ram, raising the table and its load, and 
at the same time pressing down the anvil. At a certain point in the 
upward stroke, the admission of air is cut off automatically by the 
valve gear, the remainder of the stroke being performed by expan- 
sion. The valve now opens to exhaust, and the air, before escaping 
into the atmosphere at m, is first passed into the anvil cylinder 
through the port shown. The table falls by gravity, sliding on the 
jarring ram, and tlie anvil is thus relieved momentarily of its load. 
The springs on Avhich the anvil rests therefore expand, and together 
with the pressure of the exhaust air, raise the anvil upwards to meet 
the descending table. The jarring cylinder and anvil are now 
moving towards each other, and at the moment of impact the 
momentum of the falling cylinder and table is equal to that of the 
rising anvil. The effect of the blow is therefore utilised almost 
without diminution for packing the sand, without transmitting 
shock or vibration to the machine and its foundation. The admis- 
sion of the exhaust air to the anvil cylinder has the further advantage 
that the motion of the anvil is accelerated, whilst at the same time 
the table is retarded. The table thus remains in close contact with 
the pattern plate and the mould, and the rebound, which might 
injure the mould, is avoided. The machine is set in motion by 
the hand lever, 5, which admits air to the automatic valve, /. A 
second lever, Z, working over a toothed sector, serves to control 
the length of stroke, which may be varied from \ inch to 4 inches 
during the working of the machine. Any water carried in with 
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the air may be blown off at the valve, w. A hose pipe for blowing 
off sand from the pattern may be attached at h, A guide rod, o, 
prevents any tendency of the jarring cylinder to rotate on its 
ram. A large machine of this type by the Tabor Company weighs 
altogether 45 tons, and is employed for the heaviest class of work, 
such as engine bed plates, parts of machine tools, etc., weighing up 
to 25 tons. The table measures 8 feet by 1 2 feet, the jarring cylinder 
is 36 inches in diameter, and the anvil itself, which is a solid casting, 
is 5 feet in diameter, and weighs 29^ tons. 

Sand-Throwing Machines derive from the age-long hand-moulders’ 
practice of throwing compressed handfuls of sand into a mould, 
especially into corners more or less inaccessible to ramming tools. 
The action of such a machine culminates at the end of a radius arm, 
where a stream of moulding sand, mechanically conveyed to this 
point, is cut off into portions by the bucket tips of a rotating 
impeller, each portion becoming compressed into a wad of sand. 
These wads are then thrown downwards by the impeller into the 
mould at very high velocity. In this manner the sand can be 
rammed so hard into the mould as to be impenetrable by the finger, 
but softer conditions can be obtained at the will of the operator by 
manipulation of the impeller head. The head may be raised and 
lowered, or slowly traversed over the mould. A common practice 
is partly to fill the moulding box with loose facing or special sand 
before resorting to ramming with the machine. The facing sand 
then becomes rammed hard on to the face of the pattern under 
subsequent bombardment by the sand wads from the machine. 

A representative machine of this type is known as the “ Sand- 
slinger,'' in which the throwing velocity of the sand is some 6,000 
feet per minute. This machine is produced in five types, the 
different models being designed to meet the needs of foundries 
operating under various conditions. The Statiomry type is designed 
to be the basic ramming unit in mass production schemes. It 
occupies a fixed position and rams continuously. It is usually 
operated in conjunction with a completely mechanised conveyor 
system, dealing with the moulds and moulding sand. The ramming 
capacity and the length of the arm of the machine can be arranged 
so as to suit the precise conditions under which it will operate. The 
Portable type, normally fed with sand by hand-shovelling, is suitable 
for ordinary jobbing foundries. It stands on a base and may be 
lifted and transported from place to place in the foundry by means 
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of the foundry crane. The sand is riddled and rammed at the rate of 
6 to 10 cubic feet per minute. The Tractor type travels under its 
own power on rack rails laid through the foundry sand pile, picking 
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up the sand from the pile by screw conveyor and elevating it by 
bucket elevator to a riddle, from which it is fed to the ramming 
head. This machine usually tows behind itself moulding machines 
of the plate-stripping type. The Motive type is designed for use 
in large jobbing foundries where separate sand-treating plant is 
installed. It is usually arranged to traverse the full length of the 



Fig . 299. Mof i \ e Type Saiidslingt r in ( )i)eratioii. 


foundry on a rail track. Moviii" under its own power, it carries 
with it its own reservoir of treated sand, amounting to some 10 tons. 
Periodically it returns for replenishment from an overhead sand- 
storage tank fitted with a gate valve. The Locomotive type differs 
from the Motive type in that the sand-treatment plant is embodied 
in the machine itself. The machine travels through the sand pile, 
picking up the sand as it goes, and treating it. All the above types 
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are operated by individual electric motors for the several motions, 
controlled by push buttons placed at the ramming head, so as to be 
under the direct control of the operator. During the passage of the 

sand through the 



Fig 300 — Multiple Moulding. 


machine by way of 
the elevator, con- 
veyors and ramming 
head, it undergoes 
a considerable degree 
of aeration and cool- 
ing, which IS found to 
be advantageous m 
normal foundry 
practice. 

Fig. 298, repro- 
duced by courtesy of 
Foundry Plant k 
Maclimery Ltd., of 
Glasgow, is a line 
diagiam of a motive 
type sandslinger. Fig. 
299, supplied by 
the same firm, shows 
this type of machine 
in operation, ramming 
a large mould in the 
foundry of Messrs. 
Worthington - Simpson 
Ltd. 

Multiple Moulding. 

With the various sys- 
tems of machine 
moulding already de- 
scribed, the mould is 
made in two parts, 
each of which con- 


tains an impression on one face only. But for work such as 
flanges, discs, washers, etc., wnich are flat on one side, the joint 
face of the upper half mould is perfectly flat, the impression 
being contained entirely in the lower half. Suppose now a number 
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of sections exactly like the lower half are rammed up, and piled one 
upon the other, a mould cavity is formed at each joint. Thus, 
eight sections or boxes would contain seven moulds, producing as 
many castings as seven ordinary moulds, which, however, would 
require fourteen boxes 
Hence a great saving ol 
labour, sand, floor space, 
and time in pouring must 
result. The natural develo])- 
ment of this idea is to form 
an impression on both tac('s 
of the section sirnultaneous- 
Iv, in order to rendei the 
system ajiplicable to obj(‘(ts 
of any shape wliatevcu. To 
mould thes(‘ “ doul)lc-ia( ed " 
sections m a machine, tin* 
kmei hall ])atteiii pLite. 
fixed to the tabh' as usu«il 
IS (*mplov(*d m ( on) unction 
with an u])pei h<df jiattcnn 
plate caiTKHl in a pressine 
frame, which comes in c*on- 
tac’t with the piesscu hc'aci ol 
the mac'hine. The ho\ is 
placTcl o\c*i the lowei ])attein 
plate, whic’li is c‘c)\c*r(*cl with 
facing sand. A filler fiame 
is then added to the box, 
and floor sand put in, 
followed by a layer of facing 
sand on the top, the surface 
being struck off level. After ''«■ «l<xjkJor Whoel-mouiding 

the upper pattern plate has 

been placed m position, the mould is rammed in the usual 
way, the sand being pressed out of the filler frame into the 
box. The pattc'rn may be withdrawn by any of the methods 
jireviously described, the lifting pins or stools being of larger 
diameter in the lower part, so that the upper pattern plate is just 
lifted from the box, after wdiicli the box is lifted from the lower 
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pattern plate. As many as ten or fifteen sections may be stacked 
one upon the other, exact assemblage being secured by means of 
guide pins and lugs on the boxes (Fig. 300). In each section after 
the first one, the gate or runner should be cut before removal from 
the machine. The whole is loaded with a heavy plate just before 
pouring to prevent running out. The system is extensively used 
for such objects as hand-wheels, pulleys, small fly-wheels, sewing, 
etc., machine frames, brass fittings, etc. 

Wheel-moulding Machines. Formerly spur and bevel wheels 
were moulded from complete patterns, which were not only very 
costly to make, but were also very liable to ^varp and twist or get out 
of shape when in use, and a large mmib(‘r of patterns liad to be kept 
in stock to meet even a moderate range of recpiinmients. Thi‘ whet'l- 
moulding machine was therefore intro(lu(*(‘d mainly with the object 
of saving the cost of j)atterns, but at tlu' same time of producing 
more accurate work. The only pattern recpiired ior the toothed 
rim is a block or segment containing tuo teeth, which is very 
accurately made in hardwood. This is attached to tin* radial arm 
of the machine, wdiich, when adjusted to the proper radius, carries 
the block round exactly on the pitch cinde of tli(‘ wheel. The teeth 
arc rammed up from the block one or two at a tinu* (Fig. 301), and 
the block is moved round after each operation through a space 
equal to the pitch by means of a dividing wheel on the machine. 
The boss and arms of the wdieel are moulded from patterns, or struck 
up in the manner already d(*scribed under tin' head of Moulding. 
The principle upon w'hich the machine is const ruct(‘d is illustrated 
in Fig. '302. The tooth-block, a, is fixed to the lower end of a vertical 
slide, b, which can be moved up or dowuj by harid-wdi(‘(‘l and rack and 
pinion motion at the end of the horizontal arm, (/, of the machine. 
This serves to withdraw the pattern from the mould aft(U‘ ramming. 
The arm slides through vees in the rotating head, c, and may be 
adjusted to the proper radius by hand-wheel, c, and screw. The 
rotating head, in the form of a hollow^ casing, contains th(‘ dividing 
or ‘"indexing ” gear, which consists of an accurately (*ut worm,/, 
and worm wheel, (j. The worm or tangent whe(d is fixed uj)on 
the top of a cylindrical pillar or centre, A, round which the rotating 
head can turn freely. The worm shaft, wdiich has its bearings 
in the rotating head, is operated by hand lev(»r through a train 
of change wheels used in exactly th^' same way as in a screw- 
cutting lathe. The worm wheel has usually 180 teeth, and 
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the worm is single-threaded. If then change wheels of the same 
size are placed on the handle shaft and worm shaft respectively, 
one turn of the handle will cause the rotating head to pass through 
the space of one tooth of the worm wheel, i.e., through of 
a revolution. The machine would in this case be properly set 



for moulding a ^vlleel with 180 teeth. For any other number 

must 


of teeth, the ratio 
b(* the same as the ratio 


number of teeth in dividing wdieel 


number of teeth in wheel to be moulded 

number ol teeth in wdieel on liandle shaft, 
number of teeth m wheel on worm shaft 


Let it be required to mould a wheel with 75 teeth, the ratio is 
180 

then = 2'i. Placing a wheel of (vsav) 80 teeth on the handle 
75 ’ 

shaft, a wheel of 80 2? 33J teeth would be required on the 

worm shaft. When a fractional result is obtained in this way, it 
must be brought to a whole number by some convenient multiplier, 
in this case 3. This means that a wheel of 100 teeth may be used, 
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provided three complete turns (-= multiplier adopted) are given to 
the handle to move the tooth block round through a space equal 
to the required pitch. The handle is therefore arranged to rotate 
in front of a fixed dividing jJate or quartering box,” which is 
provided with four notches, so that complete turns, or any number 
Ox quarter turns, may be given. Having decided upon the sizes of 


i. 



Fig. 303. — Who(*I-iTioul(hiig Madiino. Floor typo. 

the wheels on the handle and woim sliafts respectively, tlu* inter- 
mediate or ‘‘ idle ” wheels on the slotted quadrant ])late may be of 
any convenient size whatever to fill the intervening space, and 
do not, of course, affect the velocity ratio. Tlie central pillar on 
which the rotating head turns is bolted down to a stone foundation, 
and therefore remains a fixture. The upper part of the machine 
may be removed bodily when the ramming of the teeth is complete. 
Two or more pillars may be fixed on separate foundations, and the 
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same head used on any one of them in turn, so as to avoid loss of 
time Two distinct types of wheel-moulding; machine have been 
evolved * (1) The floor madime just described, and (2) the table 






1 1( J04 — W ht 1 1 inoiilchng M h iiiiie. Table type 

machine. The fust cannot be uschI for small \\ heels on account of 
the space occupied l)\ the cential pillar, but may easily be made 
to deal with diameters up to 15 lect An example of a machine 
of this type by Messrs Duncan Stewart & Co. Ltd , of Glasgow, is 
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shown in Fig. 303. A new feature is the employment of a dividing 
drum, instead of the usual change gear, for the indexing motion. 
The drum, which is 5 feet in diameter and 18 inches wide, is clamped 
upon the top of the central pillar. It is provided with 50 rows of 
holes, accurately drilled in a special dividing machine, the first row 
numbering 51, and the last row 100. The jib carries a bridge piece, 
which has a vertical slot to enable tlie dividing pin to be fixed in any 



Fio. 305. -Moulding Bevel Wheel by Machine. 


position tliroiigliout tlie entire widtli of the drum. Tli(‘ dividing 
pin is tapered, and lield in the hole in the drum liy a sj)ring, so 
that when in position there is no slack. On withdrawing the 
pin to rotate the jib, a quarter turn locks it in tli(‘ “ out ” position 
The number of teeth in the tooth block, and the number of holes 
in any row on the drum taken at one time, may be varied to give 
the number of teeth required in the wheel to be moulded. Thus, 
105 teeth may be obtained by having three teeth in the moulding 
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block and taking two holes at a time on the row of 70 holes on the 
drum. In the table machney the overhanging arm or jib carrying 
the segment block when once fixed at the required radius, remains 
stationary, the “ pitching ” movement being given to a rotating 



Fio 306 — Moulding Helical Gear^on the Bon villain System. 

table on which the moulding box is placed. This type of machine 
is specially suitable for small-sized wheels up to about 30 inches in 
diameter. The general arrangement will be gathered from Fig. 304, 
which represents a machine made by the London Emery Works 
Company, Tottenham, London. The operation of moulding the 
teeth of a bevel wheel is well shown in Fig. 306. Either tjrpe 
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of machine may also be adopted for moulding helical and worm 
gears, in which case the pattern block must be withdrawn after 
ramming by imparting to it a helical movement. For this purpose 
a small horizontal slide, operated by rack and pinion, is provided 
at the lower end of the carrier, to Avliich for spur gearing the pattern 
block is directly attached. In connection with the Bon villain system 
already described, Messrs. Greem\ood and Batley Ltd. have 
introduced a very simjile and effective method of moulding the 



Fig. 307. — Core-makinf? Machine. Plunger Typo. 


helical wheels used for operating tlie valve gear of gas engines. 
The wheels are moulded in greensand, both mould and core being 
rammed entirely in the machine. The pattern is withdrawn by 
means of a template fixed on tlu* table of tlie machine, which 
ensures accuracy both in form of teeth and in spiral pitch. The 
mechanical pattern plates, the pattern plates for forming greensand 
cores, the complete moulds, and the gears themselves are shown 
in Pig. 306. 

Core Machines. Probably the limit to the application of machine 
moulding arises in connection with core-making. This, of course, 



CORE MAKING 


481 


does not apply to castings which can be produced without cores, 
or to those in which the cores are of plain cylindrical or prismatic 
form. It is doubtful, however, if cores of anything more than 
comparatively simple shape can yet be produced satisfactorily by 
machine. Parallel cores of round or square section may be made 
by machine in two different ways. The first or plunger type of 
machine (Fig. 307) is little more than a handy means of rapidly 
adjusting the diameter and length of the core-box, in which core 



Fio. .‘iOS. — Core-making Macliine. Sausage-machine Type. 


sand is rammed by hand as usual, the core being finally ejected by 
the motion of a plunger or piston. Any stock size of core-box can 
be fixed in an opening in the cast iron table, and the corresponding 
size of piston attached to the vertical rod. The piston is then placed 
in the proper position by moving the lever to give the required 
length of core as read off on the graduated arc. After clamping the 
lever in position, core sand stored at the rear of the table is rammed 
into the box, a core iron, if necessary, being inserted, and the core 
vented as usual. On releasing and pulling forward the hand lever, 
the completed core is forced out at the top. In the second or 
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“sausage machine” type of core machine (Fig. 308), the sand 
is filled into a hopper, and is forced through a nozzle or die of the 
required size by means of a horizontal screw, which may he driven 
by hand or power. The core is produced in a continuous length, 
with a small vent hole down the centre, and is afterwards cut to the 
di lension required. A special mixture of sand with linseed oil or 
other “ binder ” must be used, and as will be evident, core irons 
cannot be inserted. Both types of machine are limited to making 
straight cores, although the form of section admits of some variation. 
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DIE-CASTING 

To define the die-casting process briefly yet precisely is difficult. 
It is a method of producing castings in long-life moulds of a perma- 
nent character, which are correct in form and dimensions, requiring 
little if any machining, complete with holes, inserts, internal and 
external threads, and which only require trimming and finishing 
before assembly. 

As a craft, die-casting can actually be traced back to the Bronze 
Age. In more recent times the type-casting craftsmen and their 
mechanical successors, the linotype and monotype machines, have 
turned out die-castings in the form of cast type, limitless in number 
but very limited in variety. Of late years this process has been 
developed in technique and extended in scope so as to embrace 
engineering products. Its useful field is in the production of small 
castings in quantities, usually the basis of engineering components, 
possessing a high degree of accuracy in dimensions and a high 
quality of finish. As a rule the cost is remarkably lower than that 
of production by the older methods. 

Whereas ordinary foundry casting requires a mould and cores 
made separately for each article produced, die-castings are turned 
out in quantity from a single set of dies and core pieces, and a 
casting from the latter process is an almost finished article instead 
of a lump of metal only approximating to the final shape. 

There are several limitations in die-casting however. Many 
castings are too large to be dealt with by present technique. The 
largest die-casting of which the writer is aware is made in an alumi- 
nium alloy and has a weight of 52 lb. It is a combined gear-box 
casing and bell housing flange for a commercial road vehicle and is 
illustrated in Fig. 309. Again, many castings are required singly or 
in strictly limited quantities. Die-casting is essentially a mass- 
production method. The making of the necessary dies and core 
sections is expensive, the actual cost depending on the size and 
complexity of the required casting. For the process to be economic- 

488 
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ally sound the number of castings required must exceed a certain 
minimum before the resulting savings in casting and machining 
will cover their cost. Further, the dies must be capable of producing 
at least this number without requiring repairs or replacements. In 
use the dies are subjected to very strenuous service. Erosion, 
variously distributed about the die, occurs under the action of the 
heated casting metal which in time upsets the correctness of form 
and dimensions of the finished casting. Expedients short of com- 



Fig. 309. — Gravity Die-castiiig in Aluminium Alloy. 

Left: As it leaves the die. ILght : After fettling. 

plete replacement can sometimes be employed which serve to give 
the dies a new lease of life. 

Another practical limitation is set by the mc'tals whicli may be 
die-cast. Early die-casting was coufintMl to white metal alloys of 
low melting point such as tin bas(*, lead base, zinc base aiul tin- 
antimony alloys. Nowadays zinc base alloys hardened with tin 
and copper or with copper and aluminium are successfully cast. 
As a result of painstaking research the compositions of light alumi- 
nium alloys and aluminium bronzes suitable for the process have 
been determined and the technique of their casting worked out. 
The extreme lightness of magnesium and its greater strength than 
aluminium in the cast state give it a higher sj)ecific tenacity than 
the latter metal. Die-castings in elektron -an alloy of magnesium. 
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zinc, copper, aluminium and iron — have been quite extensively 
employed on aircraft. 

With the widening range of metals which had been found to die- 
cast satisfactorily, attention was turned to the high duty copper 
base alloys — the brasses and bronzes. Formidable difficulties were 
met. The higher melting temperatures of these alloys required a 
different method of forcing the metal into the dies. The question 
of a suitable material from which to make the dies was not easily 
solved. But success lias been achieved and a satisfactory machine 
has been designed whicli has estabhslied the process on an economic 
basis. The soundness and beautiful finish of die-cast copper base 
castings far exceeds wliat can be achieved in a sand mould, and 
with these generally available much of the work of brass foundries 
and brass-finishing shops is likely to disappear. 

It is natural to contemplate the possibility of die-casting iron and 
steel. As regards cast iron, the process of centrifugal casting may be 
looked upon as a correlated nudhod. But confining attention to 
what is more usually und(*rstood to be die-casting as used for the 
above-mentioned metals the succi^ssful application to iron and steel 
seems very remote. In the liglit of existing knowledge the difficulties 
appear to be insuperable. 

Methods of Die -casting. — Die-casting methods may be classified 
under five heads, namely, slush casting, corthias casting, centrifugal 
casting, gravity casting and pressure casting. The last-mentioned 
can be subdivided into air-pressure casting and plunger-pressure 
casting. 

Slush casting is a method of producing light hollow castings 
without the use of cores and is used for decorative rather than 
engineering purposes. Metal of low melting-point is poured into a 
cool mould and almost immediately emptied out again. A thin 
metal lining solidifies on the inner face of the mould whilst the 
inside metal, still liquid, runs out, leaving a hollow casting. To 
remove it the mould is opened into the two halves of which it con- 
sists. Toy soldiers and statuettes are usually produced in this way. 

Corthias casting is also mostly confined to ornamental work. A 
measured amount of liquid metal is poured into a mould and a 
closely fitting core is forced under pressure into the mould. The 
designs that can be produced by this method are confined to those 
in which the mould is fairly open so as to permit the core to be 
pushed in. Obviously there can be no re-entrant core spaces. 
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/in centrifugal casting molten metal is poured into a rotating 
mould, the metal being retained against the inner circumference by 
centrifugal effect until solid. A dense homogeneous casting results. 
Though its apphcation is somewhat limited — at first to cylindrical 



Fig 310 — The Assembled Die. 

shapes — good castings are made which are neither cylindrical nor 
sjrmmetrical. This process is most extensively employed in the 
production of cast iron pipes, cylinder liners and the bronze blanks 
from which high-class worm gears are cut (see page 422). 

Gravity casting is little more than the sand mould process in which 
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a permanent metal mould replaces the sand mould, and a set of 
withdrawable metal cores replaces the sand cores. A very generous 
header is provided to obtain a dense and sharp casting, and the use 
of metal moulds and cores gives a chill effect to the casting. 

The gear-box casting illustrated in Fig. 309 is produced by this 
method. This and the four following figures are reproduced by 



Fig. 311. — ^The Dismantled Die. 

courtesy of the Leyland Motor Company, who supplied information 
embodied in this paragraph. On the left is the casting as it leaves 
the die, with the headers projecting at the top. On the right is the 
fettled casting. The headers and a few fins have been removed, but 
otherwise it is hardly touched. Fig. 310 shows the assembled die 
ready for pouring. It is constructed of twenty-eight parts with a 
core in ten sections. Its complicated construction is seen in Fig. 311 , 
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which shows the die partly dismantled. Fig. 31 2 shows the assembly 
of core sections. The cost of making this die and its core sections 
was £220. The same casting was previously sand cast. Because of 
uniformity of casting section and tlic saving on machining allow- 
ances the die-casting is 10 lb. lighter. The time of casting each 
bo:, was reduced by over three and half hours, and the cost in 
material and labour reduced by 13^. per casting. The die was still 
serviceable, and had required no repairs, after 2,000 castings had 
been produced. An expenditure of £220, therefore, showed a direct 
saving of f 1,300. Tlie saving of foundiy floor-space and the 
maintenance of a high output are additional advantages. Fig. 313 



Fig. 312. — The Core AssoiriMy. 

shows the halves of the die opened for the removal of the casting. 
The general run of gravity die-castings are lu^itlier so large nor so 
elaborate as this one. But it serves to show what may be accomp- 
lished in this direction. 

Pressure Casting. The principle of pressure methods of die-casting 
may be fairly simply conveyed. It may be imagined tliat an ordinary 
teapot is kept filled with molten metal by ladling from a ‘‘ mother ” 
melting pot, the contents being kept molten by gas burners. The 
die, with core set in place, is affixed to the spout. A metal plunger 
made to fit the opening replaces the teapot lid. If the die is suitably 
vented for the escape of air, a sharp application of pressure to the 
plunger will force some of the molten metal up the spout and into 
the die. After sohdification, which in practice is quite soon, the 
die is opened, the core withdrawn, and what is known as the ‘‘ sprue ’’ 
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joining the casting to the spout is cut. The process can be repeated 
immediately, though in practice the die is cleaned and oiled, and 
frequently dusted with French chalk between each operation. A 
die-casting machine is mechanically more elaborate. The dies are 
assembled, moved up to the spout, locked in position, withdrawn, 
and dismantled by levers, toggles, etc., but the working principle is 
the same. The above description refers to what is known as plunger 
pressure casting. A simple form of plunger pressure die-casting 



Fig. 313. — The Die opened for removal of Casting. 


machine by Messrs. C. Neat & Co., of London, is shown complete 
in Fig. 314. The metal is placed in a gas-heated container, the 
lower portion of which forms a pump barrel (Fig. 315). The molten 
metal is forced upwards through the inclined passage into the steel 
dies at considerable pressure, thus ensuring great density in the 
casting. The dies shown in the section are those for a half-bearing, 
and are held down by the clamping screw seen in the general view. 
Motion is given to the pump plunger by rack and pinion operated 
by the large hand-wheel. The machine shown can turn out castings 
up to 3 lb. weight at the rate of 100 to 300 per day. A variant of 
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Fig, 314. — Plunger Pressure Die-casting Machine. 


this method is known as air 'pressure casting. In this case pneumatic 
pressure is applied directly to the surface of the molten metal in the 
pot. Precautions are taken to prevent churmng up of the metal 
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and the consequent entrapment of air. Fig. 316, reproduced by 
courtesy of The Metal Industry.” shows an air-pressure die-casting 
machine. 

The castings produced by cither of these pressure methods come 
out with a high degree of finish, close dimensional accuracy, and 



Fici. 317. — ^Hydio-pn('Uin.itic Die-cast Ma( bine. 


with holes, external and internal threads, bushes and ins(*rts of other 
metals, correctly placed. Once the dies and cores an^ designed and 
made, tested, and perhaps modified in minor ways, a rapid rate of 
casting can be relied upon. 

In order to make practicable the die-casting of the brasses and 
bronzes of high melting point a new principle of pressure casting was 
introduced, combining, as it were, both plunger and air pressure. 
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The machine, illustrated in Fig. 317, is of the plunger type, but the 
actuating force behind tlic plunger is hydro-pneumatic in character, 
being applied through the medium of an air-oil emulsion. Permis- 
sion to reproduce this illustration was jointly granted by Fry’s 
Metal Foundries and ‘‘ The Metal Industry.” The top casting in 



Fia 318 — "Hlxamples of Pressure Die-( astings. 

Top . Jn yellow brass. Lower : In zinc-base alloys. 

Fig. 318 is an electric motor brush-holder produced in brass by such 
a machine. 

The successful production of a die-casting is frequently critically 
dependent upon a skilful venting of the dies. The \ ents are usually 
thin, flat apertures through which air can pass, but not the molten 
metal, and must be placed with expert judgment. 
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In plunger pressure casting where the operator actuates the 
plunger by hand through the medium of a long lever, the kind of 
pull he applies to the lever may crucially affect the quality of casting 
produced. No one kind of pull will serve all cases. Sometimes it 
must be a sharp stroke, sometimes a steady follow through, depend- 
ing on the type of casting and the metal being used. The hydro- 
pneumatic action of the brass-casting machine mentioned above is 
introduced in order to provide a mechanical follow-through effect. 

In material of construction the dies are frequently heterogeneous. 
The nature of the required casting and the metal being cast largely 
determine this. As much of the body of the die as possible would 
be made of a high grade cast iron, low in phosphorus to enhance its 
heat resisting powers. Other parts might be made of mild steel. 
Then for special parts, subject to maximum erosion, nickel-chrome 
steel would probably be introduced. 

Die-casting Design. Some general points concerning shapes and 
details of design of castings intended to be die-cast are worthy of 
mention. Abrupt changes of section, sharp corners and unnecessarily 
thin walls are to be avoided. Recesses should not be re-entrant 
or undercut unless absolutely necessary, since this enormously 
increases the complication and cost of dies and cores. Screw 
threads intended to be cast integral on the casting, whether internal 
or external, should be placed where the rapid withdrawal from the 
mould of the screwed bushes or collars which form them can be 
effected. To save expensive die sinking relief lettering is preferable 
to intaglio. Any knurling required should be at such an angle as to 
allow withdrawal of the casting from the die. Elbows in tubular 
designs require careful study in regard to withdrawal of cores. 
Gears, which can be very effectively die-cast, require rather special 
treatment. If bushes or inserts of a different material are to form 
an integral part of the finished casting, consideration should be given 
to the convenience of placing them in the die between each casting 
operation. 

Die-casting Alloys. It is impossible within the scope of this 
chapter to treat exhaustively the wide range of alloys which have 
from time to time been successfully die-cast. The following Table 
classifies the various types into which these alloys fall and indicates 
only the general order of their compositions, tensile strengths, and 
uses. It should be understood that the compositions can vary from 
those given, not only in respect of percentages, but also of con- 
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stituents. The strengths, too, are largely dependent on constitution, 
shape of test piece, the casting process, and in certain cases on the 
heat treatment applied. 


Some Alloys used in Die-casting. 
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CHAPTER XXXVI 


FUSION WELDING 

Though a comparatively recent development, fusion or auto- 
genous welding, as distinct from smiths’ welding, has rapidly 
come to occupy an important place in engineering practice. By 
fusion welding is understood various methods wliereby metal parts 
are united by heating the regions where they are to be joined 
until they fuse, and, with or witiiout the addition of molten weld 
metal of similar character, allowing the whoI(‘ to solidify together. 
Such welding differs from smiths’ welding in that (l)the metal 
is fused, and not merely brought to a plastic slate ; (2) no pressure 
or hammering is required to effect the welding ; (3) the heating 
is much mor(» localised ; (4) smiths’ welding is con lined to iron 
and steel, whereas fusion welding can be applied to other metals in 
addition ; (5) work may be carried out in situ, if requin^d, without 
bringing it to a hearth. The fusion process is not confined to the 
joining of parts, but is used to a considerable extent for such 
purposes as fusing additional metal on to worn surfaces, for filling 
up blowholes in otherwise sound castings, for repairing cracks in 
damaged articles, and for depositing a surface of liard-w(*aring 
metal on to a softer base material. Tn shipbuilding and structural 
engineering welding methods are increasingly replacing riveting 
wherever they prove suitable, with a consequent saving of weight. 
In the strengthening of existing structures, such as bridges, which 
are called upon to carry loads in excess of those for which they 
were designed, welding proves particularly useful. In general 
engineering, too, bedplate and frame castings have in many instances 
been superseded by welded assemblies fabricated from steel plates 
and rolled sections. As experience is gained in its use, confidence 
established in its rehability, design rationalised, and controlling 
test methods developed, welding practice is certain to expand still 
further. 

Two distinct systems of welding are in general use, differing in 
the agencies they employ for supplying the heat to bring about 
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the necessary fusion. One system relies upon the combustion of 
gases in a blow-pipe flame, the other upon electricity. In both 
systems there are sub-divisions according to method. The two 
systems should not be considered as mutually opposed. For 
certain purposes each can show advantages over the other. The 
gas system can deal successfully with non-ferrous as well as ferrous 
metals, whereas the electrical system is practically restricted to 
dealing with ferrous metals. On the other hand, electric welding 
can show the advantage of speed when operating on heavy sections. 
In field welding, or welding on site, the gas system is dependent 
on a supply of high-pressure oxygen, whilst the electrical system 
must be supplied with power from a generator set. As now 
developed there is little advantage either way in regard to trans- 
portability. 


Gas Systems 

Oxy-hydrogen. As a laboratory apparatus the oxy-hydrogen 
blow-pipe has been in use since about 1820. The maximum 
tt*mperature attainable with this flame approaches 4,200° j ". The 
only chemical reaction occurring m the flame is the combination 
of oxygen and hydrogen, water vapour being the sole product of the 
combustion. Early attempts to use such a flame for welding 
purposes proved unsatisfactory because the resulting water vapour 
provoked severe oxidation of the metals to be joined, an effect 
very deleterious in welding. Theoretically, in perfect combustion, 
two volumes of liydrogen burn with one volume of oxygen. To 
reduce oxidation, an excess of hydrogen, amounting to double the 
theoretical quantity, was supplied to the flame. This was easily 
accomplislied because both gases were stored under pressure. A 
limited degree of success was thus attained, but only on plates not 
exceeding ^ inch in "'thickness. 

Oxy-coal-gas. Following the partial success of the oxy-hydrogen 
flame, the oxy-coal-gas flame was introduced about 1838. The 
advantage claimed was that coal-gas was more readily available in 
workshops than compressed hydrogen. From the welding point of 
view, however, it is no better than, even if as good as the oxy- 
hydrogen flame. The flame temperature is about the same, the 
cost slightly less, and the supply of gas certainly more accessible. 
Nevertheless, water vapour is still formed as one of the products 
of combustion and the oxidation trouble shows itself. In this 
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case, however, it is not practicable to supply an appreciable excess 
of coal-gas because the gas is only being injected into the blowpipe 
from a low-pressure source of supply by the oxygen. This flame 
has been quite successfully applied to lead burning, which process 
is, of course, welding of a kind. 

Ox^ -benz, etc. From time to time welding flames have been 
introduced which are produced by the combustion of a mixture of 
oxygen and, either the vapour of a liquid hydrocarbon such as 
benzine, or a gaseous hydrocarbon such as water-gas. Speaking 
generally, such flames generate a temperature below that of the 
oxy-acetylene flame, and for general welding purposes are not so 
satisfactory as the latter. For certain particular applications, and 
for the oxygen metal-cutting process they have a certain value, 
but they are not likely to replace the oxy-acetylene flame to any 
extent. 

Oxy-acetylene. The flame produced when oxygen and acetylene 
burn correctly together generates a temperature variously estimated 

.5, .^00^ ^ TT The immediate p roducts of c o mbust ion — 

hydrogen and carbon monoxide — are bot h reducing agent s. These 
two facts taken together explain the special suitability of this 
flame for fusion welding. Two systems of oxy-acetylene welding 
are in general use, the high-pressure or dissolved acetylene system 
and the low-pressure or generated acetylene system. Of these the 
former was the first to be introduced in the year 1901. Previously 
the compression and storage of acetylene gas under pressure had 
been prohibited by an Order in Council. In that year an Exemption 
Order was issued which permitted, under specified conditions, the 
compression of acetylene into steel cylinders containing a porous 
material saturated with an acetylene solvent. As a direct result 
of this order, high-pressure oxy-acetylene welding gradually estab- 
lished itself as a workshop process. The utility bf this process once 
established, it was not long before a blowpipe, working on the 
injector principle, was introduced, adapted to draw a supply of 
acetylene at low pressure from a generator, the flow of which was 
induced by a stream of oxygen derived from a high-pressure cylinder. 
Since then the two systems have developed on more or less parallel 
lines. 

Acetylene is a colourless gaseous compound of carbon and 
hydrogen with the formula CgHg. When pure its odour is not 
unpleasant, but when contaminated with phosphoretted hydrogen, 



FUSION WlSaiDING 


m 


hydrogen sulphide and scHne of its own polymers released in certain 
generators, it has a disagreeable penetrating smell. Acetylene is 
most conveniently produced from the action of water on calcium 
carbide, thus : — 

CaCg + HgO = CaO + CgHg 

a reaction accompanied by the liberation of an appreciable amount 
of heat. Calcium carbide, produced by the fusion of lime and 
carbon in an electric furnace, is marketed in grades, suited to 
various types of generators, known as lump, broken and granulated. 
It is usually guaranteed to liberate not less than 4*8 cubic feet of 
gas per pound of carbide, measured at normal temperature and 
pressure. The acetylene gas as generated must be purified and 
filtered before being used in welding, for the gaseous compounds of 
sulphur and phosphorus and the lime dust which are present have 
a deleterious effect on the process. The dissolved acetylene used 
in the high-pressure system is thoroughly purified before being 
stored in the cylinders. In the low-pressure system the generating 
apparatus must be equipped with a purifier charged with some 
purifying agent, chemically to fix the gaseous impurities, and 
mechanically to filter out the lime dust, passing over from the 
generator. Regenerative purifying materials are available for the 
purpose, under various trade names. The best of them will, by 
exposure to the air, repeatedly recuperate their activity after 
periods of use. In time they become too contaminated to be 
effective, and must be discarded. 

At moderate pressures, in the absence of air or oxygen, acetylene 
is non-explosive. So long as air is excluded from them, low- 
pressure generators, working at pressures up to about 2*2 lb. per 
square inch, are safe. When compressed to a pressure of IJ atmo- 
spheres, however, acetylene becomes liable to explode under 
percussion or moderate heat. Fortunately this tendency is com- 
pletely inhibited if the gas is dissolved under pressure in a solvent. 
Acetone has proved an excellent solvent for this purpose, but in 
practice it is not used as a loose liquid. The steel containers for 
dissolved acetylene are completely filled with a porous material 
such as granulated charcoal, or a textile material, saturated with 
acetone. This does not interfere with the absorption of the gas 
by the acetone, and the liquid is immobilised. Storage pressures 
vary from 10 to 15 atmospheres, and capacities from 60 to 200 or 
more cubic feet of free gas. 
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Generators for acetylene gas are classified as being of the “ water- 
to-carbide ” or ‘‘ carbide-to-water ” type, according to whether 
the water is admitted to stationary carbide, or the carbide is fed to 
a body of water. Most of the modern generators are automatically 
controlled, the admission of the water or the carbide, as the case 
may be, being governed by the movements of the gas bell or holder. 

The blowpipes used for acetylene welding are made with a 
considerable degree of precision so that they will consume the 
correct proportions of the two gases when their pressures are 
suitably regulated. They differ in design according to whether 
they are intended for the high or low pressure systems. Fig. 319 
illustrates examples of the two distinct patterns. In the upper 



Fkj. ai9. — Types of Blowpipe for Oxy-Acetylene Weltlint;. 
Above : H igh- press un* system. Below : Low-pressuie system. 


one the two gases flow, each under its own controlled pressure 
through independent pipes, then commingle and issue from the tip 
as a mixture. In the lower example the oxygen flows under a 
controlled pressure and thereby induces a flow of acetylene from 
the generator by injector action. The two gases then commingle 
as in the high-pressure type, before issuing from the nozzle. In 
the example shown the injector head and the nozzle are replaceable 
by other sizes to enable the ‘‘ power ” of the blow-pipe to be adjusted 
to suit the work in hand. In other cases these parts are fixed, 
giving a blowpipe of constant power, cheaper to produce, and 
intended for the use of operators engaged on a definite range of 
work only. The power of a blow-pipe is measured by the number 
of litres or cubic feet of acetylene consumed per hour when the flame 
is perfectly regulated, that is when the volumes of the two gases 
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are as nearly as possible equal. The power should increase with 
the thickness of the metal being welded, in order to compensate 
for the more rapid rate at which heat will be conducted away from 
the point of fusion. It is important to select a blowpipe of suitable 
power for the work in hand, for both deficient and excessive power 
result in defective adhesion between the weld metal and the parent 
metal. 

Combustion in the normal oxy-acetylcne flame takes place in 
two phases occurring in two distinct zones, namely, a bluish-white 
intensely luminous cone, surrounded by a bushy non-luminous 
envelope. Th(*se zones are diagrammatically represented in 
Fig. 320, and the chemical reactions taking place in them are shown 
in the figure. The oxygen taking part in the reaction in the first 
zone is that supplied from the oxygen cylinder. The products of 
this combustion, carbon monoxide and hydrogen, both of which 
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Fkj. 320. — The Normal 0\y-a( etylene Flame. 


are reducing agents, oxidise separately in the second zone, acquiring 
their oxygen from the surrounding air. In the first zone : 

Acetylene cylinder oxygen = carbon monoxide + hydrogen. 

In the second zone : 

(i.) Hydrogen -\~ atmospheric oxygen = water vapour. 

(ii.) Carbon monoxide + atmospheric oxygen = carbon dioxide. 
The maximum temperature of the normal flame occurs at a point 
from i to inch beyond the tip of the luminous cone, marked A 
in Fig. 320. In the welding of mild steel the flame should be held 
so that this point corresponds with the fusion spot. The fusion 
spot for cast iron would be a shade further from the tip of the cone, 
and that for non-ferrous metals further still. 

In gas welding the weld metal is supplied from a wire or rod of 
suitable composition, the end of which is fused in the flame simul- 
taneously with the fusing of the edges of the parent metal. A 
suitable flux is required for all metals other than mild steel. T3ie 
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actions of fluxes are complex, but in the main their function is 
to act as cleansers and de-oxydisers, and generally to improve the 
consolidation, adhesion and ductility of welds. Wires or rods, and 
fluxes, suitable for all weldable metals and alloys are commercially 
available. 

A^j welded joint which is to bear stress must be reliable, and 
this result can only be achieved if sound technique enters into its 
fabrication. This technique, so essential to good results, is not 
difficult to acquire by an operator of average intelligence once he is 
started on the right lines ; but instruction in and practice of the 
methods must precede productive work. Tlio normal British 
method of welding is known as ‘‘ left-hand ” or ‘‘ forwards ” 
welding. The blowpipe is held in the right hand, the welding 
rod in the left. Work proceeds from right to left, the rod advancing 
in front of the flame. The head of the blowpipe is inclined back- 
wards at about 60° and the rod forwards at about 40° to tlie plane 
of the work. The flame is advanced by small overlaj)ping circular 
motions in thin sections, and in swinging semi-circmlar motions in 
heavier sections, filling metal being added from the rod as required. 
“ Right-hand ” or “ backwards ’’ welding was introduced on the 
Continent. In this case the work proceeds from left to right, the 
rod following the flame. The bevelled groove is made steeper, 60° 
in place of 90°. The flame is maintained about 10° nearer the 
vertical, and moved straight along the groove. Meanwhile the 
rod is given a rapid traversing motion to work the molten metal 
in the groove. This latter method is claimed to result in more 
rapid work, especially in the heavier sections ; more economi(*al 
gas consumption ; a more ductile weld ; a more finished appear- 
•ance ; an elimination of the necessity for annealing. The difference 
in the welds produced by the two methods would appear partially 
to arise thus. In left-hand welding the secondary flame plays more 
forward of the fusion point than behind, preheating preponderating 
over after-annealing. In right-hand welding the opposite applies. 

In any particular welding job account must be taken of the effects 
of expansion on heating and contraction on cooling. In fabricating 
new work the initial disposition of the elements must be such as to 
bring them into correct relative position as the work proceeds. 
Unless precautions be taken to allow for or counteract the effects, 
cooling contraction, occurring at the points first welded, can throw 
out of position points to be welded later. In the repair of existing 
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work, especially castings, failure is likely unless the necessity or 
otherwise of preheating certain parts, or the whole article, is given 
careful consideration. Subsequent annealing and slow cooling may 
also be required to ensure success. In short, each job must be 
considered on its merits, with a full appreciation of the effects 
of heating and cooling that it will have to undergo. 

Electrical Systems 

Methods of welding which depend upon an electric current to 
produce the local fusion of the metals to be united fall into two 
categories, namely, resistance welding methods and arc welding 
methods. In the former, use is made of the heat generated when 
an electric current encounters a resistance to its flow, whilst in the 
latter advantage is taken of the high temperature produced when 
an electric arc is struck between two conductors of current. 

Resistance Welding. In general terms, resistance welding con- 
sists in putting the metal components to be united into mutual 
contact under quite moderate pressure, between two welding heads 
linked to a single-phase alternating circuit so as to have opposite 
polarity. A heavy current of low voltage is passed through the 
contacting surfaces. Owing to imperfection of the surface contact 
the current encounters local resistance. Heat is produced sufficient 
to raise the metal to w elding temperature very rapidly. Increased 
pressure is mechanically applied and the current is switched off, 
whereupon the metals cool and unite. Clean surfaces, free of oxide, 
are essential for the production of a sound weld. The voltage used 
is from 3 to 5, and the necessary current is supplied from a step-down 
transformer, usually taking its primary supply from a mains source. 
Should this be a multi-phase circuit the transformer would only 
be connected across a single phase. Resistance welding is unsuitable 
for the welding of large components, with large areas to be united, 
or involving continuous runs of jointing. It is, however, eminently 
suitable for incorporation in welding machines for the fabrication 
of large quantities of small articles. 

In its appHcation resistance welding takes several forms. In 
bwU-welding two components of similar cross-section are held in 
end-to-end contact by clamping heads while the current passes, 
and are then pressed together to unite them. In spot-welding two 
overlapping sheets are joined by welding them at isolated spots 
where they are, clamped between pointed electrodes. In effect the 
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result resembles riveting, the welded spots replacing the rivets. 
In point-welding contact is made between isolated projections 
elevated above the general level of the surfaces. The current 
divides itself between the contacting points and they weld simul- 
taneously. In ridge-welding a series of raised ridges on one surface 
mat point contacts with a similar intersecting series of ridges 
formed on the other surface, and welding is effected at these points 
simultaneously, as in point-welding. In percnssion-welding the 
heating effect is derived from the rapid discharge of a heavy current 
from a charged condenser at the moment that sudden forceful 
contact is made between the metals to be united. Wires are fre- 
quently welded together, or to other objects, by this method. 

Arc Welding. Dating back to 1885, arc welding originated as a 
carbon arc process, in which the arc was struck between a carbon 
electrode and the work to be welded, filling metal being supplied 
from a rod or wire fused in the flame of the arc. In 1890 metal 
electrodes of soft iron were substituted for the carbon electrodes, 
and the filling metal was deposited directly from them. This 
method is referi'ed to as the metal arc process, and is representative 
of the greater part of present-day practice. (Carbon electrodes 
continue in use for special purposes, particularly where the higher 
temperature of the carbon arc compared with that of the metal 
arc is an advantage ; for example, in the welding of thick plates, 
or where a considerable volume of metal is to be deposited on a 
comparatively large area, as in the filling up of ];>lowholes in castings. 
Carbon electrodes are also used in the electrical cutting of metals, 
where, of course, no deposit of metal is wanted. 

Estimates of the temperature produced in the electric arc vary 
from 6,300° F. to 7,200° F. The arc is established by first making 
contact between the electrode and the work, and then quickly 
withdrawing it a short distance, a matter of ^ to {j- inch. The 
heat generated in the metal arc fuses both the metal of the work 
and the end of the electrode. Molten particles from the latter 
fall across the arc on to the molten metal of the work, and, when 
allowed to cool, union is effected. The mechanism whereby the 
metal particles are transferred across the arc is somewhat complex. 
That the rush of current carries the metal across is disproved by the 
fact that welding can be effected with the current reversed. That 
gravity is the sole agent of transfer is discounted by the fact that 
overhead welding in defiance of gravity can be accomplished. 
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In this case surface tension is most probably the principal factor 
in bringing about the result. There is little doubt that a further 
factor in the phenomenon is the generation of gases at the tip of 
the electrode, which tend to blow the molten metal particles across 
the gap. Gravity, surface tension and the gas stream probably 
all come into play under normal conditions. The light produced 
in the metal arc is not so intense as that produced in the carbon arc, 
but it is much richer in ultra-violet rays, rays that are physio- 
logically dangerous to the operator, and from which he must be 
adequately protected by a suitable helmet and gauntlets. The 
positive pole of an arc is hotter than the negative pole, and in arc 
welding the work is always made the positive pole, thus compensat- 
ing to some extent for the greater heat conducting capacity of the 
work. 

The metal electrodes first used were bare, soft iron wires. At 
the temperature of the arc, iron combines with the oxygen of the 
air to form iron oxide, and with the nitrogen of the air to form iron 
nitride. Both these products tend partially to pass away as fumes 
and partially to dissolve in the molten metal. Both the oxide and 
the nitride are deleterious to the weld, especially the latter. With 
the object of protecting the molten metal from contact with the 
air, light-coated electrodes were introduced about 1907. A light 
coating of some volatile non-metallic substance was applied to the 
electrode surface. When such an electrode is used for welding, a 
non-oxydising gas is generated at the tip and tends to envelop the 
arc. This gas serves a double purpose. It affords some protection 
from the air to the molten metal and also steadies the arc. A 
further development in the matter of electrodes was the introduction 
in 1911 of heavy-coated electrodes. In this case a coating of appreci- 
able thickness, based on some siliceous material such as asbestos 
or china clay, encases the metal of the electrode. The function 
of this coating material is to form a fusible slag with any oxide 
present and float it out of the weld. A silica coating, however, 
has no similar action on the nitride. In point of fact, no method 
has yet been developed for removing nitride from the weld metal. 
Efforts are directed towards discouraging its formation by blanketing 
off the air. Still another method of reducing oxide in the weld is to 
use electrodes of special composition, containing deoxydisers such 
as aluminium and magnesium. The introduction of a percentage 
of manganese into the weld is also considered advantageous. 
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DifEerences of opinion exist as to the relative merits of bare wire, 
light-coated and heavy-coated electrodes, and no final verdict has 
yet been pronounced on the point. The degree of skill of the 
operator, the type of work in hand, and personal preference in the 
light of past experience are all factors likely to affect the choice in 
anv particular case. 

Across any arc there is a difference of electrical potential which 
is instrumental in driving the current across the gap. This potential 
difference, measured in volts, is spoken of as the “ arc voltage,” or 
“ voltage drop ” across the arc. Its value largely depends on the 
length of the gap and the materials of the electrodes. The larger 
the gap the higher will be the voltage drop across it. The following 
figures illustrate this. The minimum arc voltage for a pair of iron 
poles in air is about 15 volts, the poles being spaced at about inch. 
As the gap is increased the voltage drop rises rapidly until, with a 
gap of ^ inch, it reaches 120 volts. The influence of the material 
of the electrodes is indicated by what follows. Wrought iron poles 
I inch apart require a pressure of about 20 volts. Carbon electrodes 
under similar conditions call for about 36 volts. The presence of 
carbon in steel poles results in an increased voltage drop compared 
with that of iron. The voltage drop rises with increasing carbon 
content until, in the case of 0-7 per cent, carbon steel, the pressure 
required is about equal to that for carbon electrodes. Generally 
speaking, coating an electrode also has the effect of increasing the 
voltage drop. In practical welding the arc voltage rarely exceeds 
32 volts. External resistances in the circuit call for a somewhat 
higher available voltage in the supply, say between 35 and 40 volts. 
Mains supplies being usually of a higher order of pressure, it becomes 
more economical to generate the welding current either from a 
primary source or by a mains-driven motor generator set, rather 
than to waste power in voltage reducing resistances. 

The quantity of electrode metal deposited on the work in a 
given time depends upon the amperage of the current flowing 
across the arc, which in turn depends upon the cross-section of 
the electrode used. Up to a certain current strength the rate of 
deposition is directly proportional to the current. Beyond this 
point, however, the rate of deposition decreases with further 
increase of current. This is due to excessive vaporisation of 
the metal and undue splashing. Actually during normal welding 
there is a discrepancy of about 5 per cent, between the amount of 
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electrode metal consumed and that deposited, due to these same 
losses. Discarded ends may easily account for a further loss of 
electrode metal amounting to 15 per cent. The optimum current 
value varies with different sizes of electrode. The diameters of 
carbon electrodes employed vary from about J inch to 1^ inches, 



(a) (b) (c) 



(d) (e) Ij) 



(Tu) (a) (p) 



Fio. 321. — Examples of Fusion Welds. 


according to their purpose ; the sizes of metal electrodes ordinarily 
used are inch in diameter. 

Even an experienced welder will find difficulty in maintaining a 
perfectly constant width of gap in his arc. It has already been 
pointed out that variations in the gap cause fluctuations in arc 
voltage, which in turn cause differences in the amount of current 
flowing in the circuit, and thus the rate of deposition of metal in 
the weld. It is only to be expected, therefore, that with 
inexperienced welders an unsteady and spluttering arc will be 
common. In consequence the welds produced by them are liable 
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jjo be non-homogeneous and unreliable. Good consistent welding 
calls for a skilful operator and a welding plant designed to damp 
out any current fluctuations arising from a variable arc gap. 

The welding of cast iron involves certain difficulties not 
encountered in the welding of mild steel, though by the exercise 
of care and foresight satisfactory results can be achieved. Cast 
iron is comparatively easily fused. It also contains a high 
percentage of carbon compared with mild steel. If electrodes of 
this metal are used for welding, violent boiling and spluttering 
ensue. Cast iron welding is therefore usually carried out with 
low-carbon steel electrodes. In the result the cast iron parts are 
virtually united by a steel joint. Shrinkage stresses are liable to 
cause failure in the non-ductile cast iron unless precautions are 
taken. Preheating the work before wielding, and annealing it 
after completion, are almost indispensable accessory processes. 


Types of Welded Joints 

Some typical fusion-welded joints are represented diagram- 
matically in Fig. 321. On inspection they will be found to fall into 
different groups as set out below : — 

(1) Butt Welds. 

(i.) Plain. {a) Single vee, 90°, reinforced. 

{b) Single vee, 60°, reinforced. 

(f) Single vee, not reinforced. 

((/) Single chamfer, reinforced. 

(e) Double vee, reinforced. 

(ii.) Strapped, [j ) Single strap butt, not reinforced. 

{g) Single strap butt, reinforced. 

Qi) Double strap butt. 

(2) Lap Welds. 

{i) Single fillet lap. 

(.j) Double fillet lap. 

{k) Joggled lap. 

(3) Flange Welds. 

(l) Flanged end fillet. 

(m) Double flanged butt. 

(4) Tee Joints. 

(n) Single fillet tee. 

(o) Double fillet tee. 
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(6) Conm Joints. 

(p) Outside fillet. 

(q) Outside and inside fillet. 

(6) Slot Welds. 

(r) Single slot lap. 

As a general rule welds are made in continuous runs, but for 
certain applications of fillet welds in particular the welding is 
sometimes made intermittent. Time and welding metal can be 
thus economised in cases where this consideration outweighs that 
of strength. When the “ thickness ” of a weld is specified, the 
term is usually understood to mean the height of the isosceles 
triangle that can be inscribed in the section of the weld metal. 
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Preparatory Processes — continued 
CHAPTER XXXVII 

SECTION B. PROCESSES DEPENDING UPON THE PROPERTIES 
OF MALLEABILITY AND DUCTILITY 

The operations of forging, pressing, stamping, drawing, rolling, 
etc., involve a change of shape in a solid body brought about by 
taking advantage of the properties of ductility, malleability, and 
plasticity, which are possessed to a greater or less extent by most 
metals. Ductility is that property which enables a body to be 
drawn out, or extended in the direction of its length, i.e., to be 
converted into wire. Hence the most ductile metal is that from 
which the finest wire may be produced, viz., gold (see page 22). 
Ductihty depends mainly upon tenacity, and to a less extent upon 
hardness. As a rule, fairly soft metals of high tensile strength are 
the most ductile, and hence iron is more ductile than copper. 
Malleability is the property which permits of a body being beaten 
out, or extended in all directions, i.e., being converted into thin 
sheets, foil, or leaf. The most malleable metal is therefore that from 
which the thinnest leaf may be produced, and gold again heads the 
list (see page 22). The effect of hardness upon malleability is much 
greater than upon ductility, which is the reason why copper is much 
more malleable than iron, although less ductile. Plasticity, or 
solid flow,” is the property by virtue of which a solid body may be 
shaped into any desired form by pressure. This has no relation 
whatever to the property of fluidity of a metal when molten, 
which, as already described, is utilised in making castings. Plasticity 
may be defined as the absence of elasticity. Wet clay and lead, 
which retain any impression made on them, and show little power of 
recovery after the pressure is withdrawn, are good examples of 
plastic substances. The application of external pressure causes the 

6X0 
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particles of the substance operated on to roll freely over each other, 
and the more readily the particles submit to this movement without 
losing their natural cohesion, the greater the plasticity of the given 



Fig. 322. — General Arrangement of Smith’s Shop. 


substance is said to be. The opposite property is that of brittleness. 

Smith Work and the Production of Forgings. Certain of the 
metals, as, for instance, gold, possess a remarkable degree of malle- 
ability at ordinary temperatures ; others again, such as wrou^t 



612 


MECHANICAL TECHNOLOGY 


iron or steel, must be heated to a high temperature to render them 
easily workable, and a few others, as in the case of zinc, are malleable 
only within very narrow limits of a certain fixed temperature. It 
will be found that in almost all cases of any practical importance the 
material is operated upon in a heated condition. Wrought iron and 
mild steel afford by far the most frequent examples of this mode of 
treatment, which may be divided into two distinct branches, accord- 
ing to the method of heating employed : (1) Smithing, which is 
understood to comprise small pieces only, such as can be heated in 
an open ''/ire ” or “ hearth,''’ whereas the operation of (2) Forging 
refers to the production of those parts which must be heated in a 
closed /wrmce. The shop in which work of the first class is carried 
on is known as the smithy, or smith’s shop, and the various opera- 
tions are effected mainly by hand labour, or with the aid of small 
steam or power-hammers. That portion of an iron or steel works 
devoted to the production of forgings and similar parts is termed 
the forge, and the work is mainly performed by means of heavy 
hammers, forging machines and presses, and other mechanical 
appliances. A convenient arrangement of the smithy and forge 
for an engineer’s shop is shown in Fig. 322, and the various appliances 
will now be described in detail. The smithy is usually a rectangular 
one-storied building, with the hearths or fires,, of the pattern shown 
in Fig. 324, each with its anvil and equipment of tools, arranged 
in suitable positions round the outer walls. All are served by one 
blast main running round the building, blast being supplied by means 
of a fan or blower. The engine room, containing the blowing and 
(if necessary) air compressing machinery, is situated at the end of 
the main building. One or more steam or power hammers occupy a 
central position, and are reached by light overhead jib cranes from 
the adjacent fires. The largest hammer, of the type shown in Fig. 
425, is placed near the centre of the shop, with the heating furnace 
(see Fig. 329) adjoining. At each end is a smaller hammer of the 
Rigby type (Fig. 362), within reach of any one of the adjacent 
fires by means of the two jib cranes, as shown. The fixed hearth or 
fire is of two distinct types, being either built of brick, or constructed 
throughout of iron. There is also a portable forge combined with 
bellows, which is used principally for rivet heating and other outdoor 
work. In all cases the work comes into direct contact with the fuel, 
and the condition of the fire is therefore one of the most important 
factors in all forging operations, 'i’iio b(ist fuel is probably coke 
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‘‘ breeze,’’ or gas coke crushed to a suitable size, but soft bituminous 
coal is very often used. It should be free from sulphur, and when 
placed on the fire should ‘‘ cake ” without falling to pieces, producing 
coke with but little clinker. Two methods of arranging the fuel are 
in common use, termed re- 
spectively (1) the stock fire, 
and (2) the open fire. The 
former is generally adopted 
with a brick-built hearth^ an 
example of which, provided 
with two files, is shown in 
Fig. 323. The brickwork, 
bound toijjether by an angle 
iron flame at the top, encloses 
at each side a hollow space or 
depression througli the end of 
which projects the blast nozzle 
or “ tuyere.'’ The blast ma\ 
be regulated, or cut off alto- 
geth(*r, by means ol a plate or 
valve sliding belueen tw^o 
flanges in Ihe pipe. Above 
the two fires is a sheet non 
hood ” leading to the chim- 
ney. In front of the fire is a 
“ slake tiough,” usually of 
cast iron, and a coal or coke 
])unker is plact'd m a con- 
venient position, or may be 
arranged in the hollow’ space 
beneatli the hearth. To keep 
in the heat of the fire the 
smith makes use of the coal as 
a noii-condiictiiig material, to 

which end it is broken up small and thoroughly damped with w’ater 
from the slake trough. This damp or “ green ” coal prevents the fire 
from spreading too rapidly, and produces better coke. A stock fire is 
intended to last for several hours, and is especially useful in dealing 
with larger pieces, when a lieat may have to be kept up for some time. 
With this method of working, the tuyere need not be water-cooled, 



Fi(. 323. — Jiijck- built Smith Hearth. 
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and it is claimed that some trouble on that score is avoided. Before 
commencing work, the fire is made up round a block of the size 
desired, which is placed over the tuyere, and upon which fresh coal 



is closely built into the form of a mound oi “ stuck.” The block is 
then withdrawn, and the fire lighted in the opening left. Here the 
work is heated, being carefully covered with freshly-coked fuel 
from time to time as the fire burns away. 

The brick-built hearth has been to a considerable extent displaced 
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by the cast iron t 3 ^e, mainly on account of the facility with which 
the latter may be moved from one part of the smithy to another, 
should alterations become necessary. A cast iron hearth made 
by Messrs, Alldays and Onions Ltd., of Birmingham, is shown in 
Fig. 324. The hearth is of the so-called chimneyless ” variety, 



and is fitted with a raised hood or bonnet, opening into a rectangular 
passage formed in the firebrick lining of the back. This passage 
leads down into an underground flue which communicates with a 
tall stack or chimney for creating the necessary draught. Through 
the back projects the blast nozzle or tuyere, often called the “ tue 
iron,’* which is made in the form of a water-jacketed hollow cone 
of wrought iron, kept cool by the circulation of water contained in a 
cast iron tank or “ water bosh ” to which it is attached. The end 
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of the nozzle is thus prevented from burning away, and the tendency 
of clinker to cake upon it is avoided. The bkvSt enters through the 
blast standard,” which is a vertical stand-pipe connected to 
the blast main, and is provided with a cock by means of which 
the pressure may bo regulated. The cock is connected to the 
tuyere by an elbow pipe passing through the water in th(' tank. 
Tne front of the hearth is carried upon a large trough to contain 



Fk.. Foigc*. 


slack or coal. Tlie w^ater trough is at the side, and is arranged with 
a sloping front for easy access. With this form ol liearth, an “ opui ” 
fire is used, w^hich is made up in the hollow^ space with coke left 
from the last fire, covered over wdth green coal. As the fire burns 
away, coke from the top and sides is thrust into the (‘(Uitre, and its 
place taken by more green coal taken from the supply maintained 
on the front plate. The “ down-draught ” hearth, as made by the 
Buffalo Forge Company, showm in Fig. 325, is constructed of cast 
iron, and is operated with two fans, one for producing the blast, as 
usual, and another for creating the necessary draught for taking 
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away the smoke and fumes. The freedom from smoke and the 
better ventilation of the building, together with the clear space 
overhead which results from the adoption of this type of hearth, are 



ri( U7 — Hoots Blowu, foi I)lowjng Smiths Firs 

great advantages m its favoiii Instead of the vatei -cooled tujere 
at the back as formeily used, tlie blast eiiteis bom be]o^^ through 
an adjustable no/zle or “ ball tu>eie ” in the centie, which ensuies 



a much better distribution of the blast Any ashes which fall 
through the nozzle from the file may be blown out by opening a 
valve in the box immediately below. 

The blast, or air under pressure for urging the fire, is supplied 
in the case of small portable fires by means of a bellows (Fig* 326) 
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but either a fan or a blower driven by power is always employed for 
the smithy. A fan is best adapted for moving a large volume 
of air at a small pressure, and to be effective must be run at a high 
speed, or about 3,000 revolutions per minute, which frequently 
ne'^essitates a countershaft or other gearing. It is true that several 
important improvements have recently been introduced, and the 
fan is still retained in many works. A well-known form for the 
purpose is shown in Fig. 235. On the whole, however, a Roots’ 
blower would seem to be preferable, and is probably both more 
efficient and economical when the air has to be delivered at any 
appreciable pressure. An example is shown in Fig. 327. Two 
properly shaped ‘‘ rollers ” or impellers (see Fig. 236), fixed on shafts 
which are geared together by equal spur wheels, revolve in opposite 
directions inside a casing in such a manner as to draw in air at the 
inlet on the top, and force it out under pressure into the blast main 
below, the speed as a rule not exceeding 300 revolutions per minute 
In some cases where several fires are supplied from the same blower, 
a reservoir, fitted ^\ith an escape* valve, is employed for the purpose 
of maintaining a constant pressure in the blast main. It is very 
important that proper means for regulating the blast should 
be applied to each hearth, A common tendency is to blow the fire 
too hard, when the oxygen contained in the surplus air causes the 
iron to burn, forming scale. This action cannot perhaps be entirely 
obviated, but, especially for welding, care should be taken to avoid 
an oxidising fire, as it is termed. 

Heating Furnace. In the forge, for large work executed under 
the steam hammer, a heating furnace of the reverberatory type 
is employed. As will be seen from Fig. 328, the furnace is fired 
with coal, burnt upon the grate, A, and does not therefore come in 
direct contact with the work to be heated, which is introduced 
through door, B, and placed upon the bed, C, formed of sand. 
An air-cooled cast iron bridge, D, protected with firebrick, causes 
the flame to impinge upon the hearth, and any scale produced by 
the oxidising action of the flame unites with the sand to form a slag 
which is run off at the tapping hole, E. The furnace is constructed 
of firebrick, held together by iron plates or buckstaves and tie rods, 
as shown in Fig. 329. The fire-door is seen on the left, the counter- 
balanced working door in the centre, and the flue leading to the 
chimney on the right. The products of combustion escaping at a 
high temperature, are frequently utilised for steam-raising purposes 
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on their way to the chimney, otherwibe the heat usefully employed 
in heating the metal is not likely to exceed 10 per cent, of that 
produced by the combustion of the fuel. Fig. 330 sliows a scrap- 
heating furnace by Messrs. Alldays and Onions Ltd., of Birmingham, 
combined with Babcock and Wilcox boiler fired with the waste 
gcises, for supplying steam to steam liammers, etc. Gas-heated 
furnaces, working in conjunction with Siemens regenerators, are 



capable of effectiiiii: considerabh* economy, and oil-fired furnaces 
have been used with success 

Tools used in Forging. The principal tool used by the smith is 
the Imnrmr, which is employed m conjunction with the anvil, on 
which the work is laid. The effect of the blow is not due entirely 
to the weight of the hammer, but depends very largely on the velocity 
with which the hammer strikes the work, and is proportional to the 
kinetic energy, or energy of motion of the hammer. 
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W«2 Wt)2 

where W = weight of the hammer in lb., v = velocity in feet 
per second on striking the blow, and g = 32*2 feet per second^, 
the acceleration due to gravity. The whole of this energy can 
only be utilised in producing a change of shape if the work has 
no appreciable elasticity, and is incapable of motion on receiving 
the blow. Hence the support or anvil should be of ample weight, 



3/^1.— Forms of Smitli’s Hammer. 


or, for hand work, say from 30 to 40 times that of the heaviest 
hammer, and should be as firmly fixed as possible. 

The hamtmrs employed for smithwork are of two kinds : — 
(1) the hand hamiym used by the smith himself, and (2) the sledge 
hammer y used by his assistant or striker. Both kinds should be 
made of cast steel throughout, wuth the end faces carefully hardened 
and tempered, the portion round the eye being left soft. The hand 
hammer should weigh, for ordinary work, from 2 to 3 lb., and the 
shaft should be about 14 inches long. The best and most usual 
form is that known as the ball pene (Fig. 331 (a) ), with the large 
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end slightly convex, and the small end, or pene, hemispherical. The 
latter is useful for upsetting scarfing, riveting, etc. Other varieties 
which are frequently in request are the straight pene (Fig. 331 (6) ), 
and the cross pene (Fig. 331 (c) ), in which the pene is formed like a 
blunt wedge, and is rather effective when drawing down. The 
blacksmith’s or riveting hammer (Fig. 331 (d) ) is, in addition to its 
o\vn special use, preferred by many smiths for ordinary wprk. 
The common form of the sledge hammer is double-faced (t’ig. 




331 (e ) ), but straight pene and cross pene sledges (Figs. 331 (/ ) and 
331 {g ) ) are also employed. For ordinary work, the most suitable 
weight is from 10 to 12 lb., and for heavy work from 16 to 20 lb., the 
shaft being from 3 feet to 3 feet 6 inches long. The sledge hammer 
may be raised up to the shoulder for moderate blows, or it may be 
svmng when used on heavy work. The swing is made entirely on 
the right side of the body, y^ith the left arm square across, so that 
the left hand, which grasps the shaft as near the end as possible, 
becomes a sort of fulcrum. The right hand, when lifting, approaches 
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to within 6 or 8 inches of the hammer head, and is allowed to slide 
down the shaft towards the end as the work is approached, thus 
delivering the full force of the blow. When at work, blows are given 
alternately by the smith and his striker, the former indicating, by 
means of his hand hammer, the exact spot upon which the sledge 
shall fall. The smith finally allows his hammer to ring on the anvil 
as a sign that the work is complete. 

yAhe anvil is generally made of wrought iron or mild steel with 
a face ” of cast steel welded on and hardened. The usual shape, 







Fig 333. — Anvil on Cast Iron Block. 

shown in Fig. 332 (a), for use in an engineering shop, is known as 
the English anvil, and for average work the weight should be 
about 3 cwts. The horn or beak is soft like the body, and square 
holes are provided at the ends of the face to take the stems of 
bottom tools to be described later. To bring the face to the proper 
height, viz., 2 feet above the ground, the anvil is placed upon 
a block or stand, which may be either of wood or of cast iron (Fig. 
333). When in position, the beak should be on the workman's left. 
The so-called “ French " anvil (Fig. 332 (6) ), largely used on the 
Continent, has a horn at each end, one of round section and the other 
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trapezoidal. The first serves for ring making, or for bending to a 
radius, and the latter is very convenient for square corners. A 
dowel pin, driven into the wooden block, or cast in the iron stand, 
as the case may be, enters a hole in the bottom of the anvil, and 
selves to prevent any lateral movement. 

Hand tools are required for those operations such as cutting. 



punching, etc., for which the hammer is not directly available, or 
for finishing work aftcT it has been brought roughly to shape by 
the hammer. Two of each kind, forming a pair, and known as 
top mul bottom tools respecti\ ely, are generally used together, the 
former being held by the smith, and the latter having a stem which 
is placed in the square hole in the face of the anvil. These tools 
are divided into several groups, viz. :—(!) chisels, (2) fullers, 
(3) flatters, (4) swages, and (5) punches, and of these, excepting the 
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first, several different shapes, 
required for everyday use. C 
cutting off cold stock, and 
tools may be made with an 
eye and shafted like a ham- 
mer, or the body may be left 
cylindrical and a rod of hazel 
or of round iron bent to 
form a handle as in Figs. 
335 and 33G. The latter 
being to some extent loose, 
relieves the hand from jar- 
ring and sliock, but the shaft 
enables the tool to be placed 
and held more accurately in 
position, and is now com- 
monly preferred, except for 
rough work. The cold chiscd 
(Fig. 334 {a ) ), is forged tliick 
in the body, and the cutting 
edge is hardened and t(‘m- 
pered to purple, the ])ody 
remaining soft. The hot 
chisel (Fig. 334 (6) ), is forged 
thinner and wider in tlie 
blade, and having to cut hot 
metal which would soon 
draw the t(‘m])er, need not 
be hardened. Chisels shpuld 
be ground with the cutting 
edge slightly convex (Fig. 
334 (c) ), and never hollow 
(Fig. 334 {d ) ), or even 
straight, as the corners are 
then sure to be broken off. 


with four or five sizes of each, are 
old ord hot Chisels are employed for 
for hot metal respectively. These 



Fig. -Smith’s Tools. Gouges and 
Fullers. 




The proper- angle between the facets is 60° for the cold chisel, and 
30° for the hot chisel. Hence each should be retained exclusively 
for its own special purpose, as the cold chisel, if used on hot work, 
will have its temper drawn and the edge of the hot chisel will 
be ‘‘ turned and ‘‘ knocked up ” if used for cutting cold 
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metal. The above remarks apply equally well to the correspond- 
ing bottom cutters, or hardies, as they are sometimes termed. 
Fig. 334 (e) shows a hardie with adjustable cutting-off gauge, 
which is an extremely useful appliance when a number of pieces 
of .he same length are required. Closely allied to chisels are 
the gouges (Fig. 335 (a ) ), which are also made as top and bottom 
tools, and are useful for dealing with circular work. Fullers, or 
“ necking ’’ tools, maybe described as very blunt chisels with well 



Fig. 33t). — Smith’s Tools. Flatters. 


rounded edges, the size of the tool being denoted by the size of the 
groove which it is capable of making, what is known as a |-inch 
fuller having a semi-circular edge of | inch diameter. Fullers, like 
chisels, are made in pairs, as top and bottom tools (Fig. 335 (b ) ), 
and they are used for indenting or “ setting down ’’ work when 
drawing out, for finishing rounded corners, and by boilermakers 
instead of chisels for caulking. Shouldering fullers (Fig. 335 (d ) ), 
are hollowed out to a radius and rounded off in the same way as 
ordinary fullers, and are used for cylindrical work. Bottom fullers 
are sometimes made with a flange or stop (Fig. 335 (e)), which 
prevents the work leaving the fuller when turning over. Flatters 
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(Fig. 336 are used for “ flattening ” and finishing plane surfaces, 
and havF^erfectly flat faces about 3 inches square, or it may be 
circular, or rectangular. The set-hamrmr is a similar but smaller 
tool, used for forming shoulders and getting into corners. Flatters 



and set-hammers are sometimes required with square edges, but 
whenever the work will permit of it, the corners of these tools 
should be well rounded, to avoid any tendency to start a fracture 
in the work. No bottom tools are required, the face of the antil 
doing duty in this respect (Fig. 336 (6) ). Swages (Fig. 337 (a) ) 
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constitute an important class of top and bottom tools used for 
finishing work of cylindrical, square, or hexagonal form (Fig. 337 (c ) ), 
or they may partake of the nature of dies (Fig. 337 ( / ) ), in which 
collars or other projections may be completed. The top and bottom 
tools are sometimes 


united, as shown in /a; y 

Fig. 337 (d), or by means H O f/jj 

of a bow *of flat spring [T /- A ^ 

steel (Fig. 337 (e) ). These \ / 

forms are especially suit- j 

able for small work, as ^ 1) 

the aid of a striker may Y / 

then be dispensed with, \ / /ty 

th(* smith working single- | U 

handed^ as it is termed. L Q 

For w^ork which can be n o i ' 

finished under the ham- 1 0 1 j j Y 

mer, the bottom swage \ ' (e) 

may be used alone, the ^ ^ 

work being rotated dur- 
ing the operation. The 
Swage Block, which is 

usually of cast iron, 4 or (p) ^ 

5 inches thick, is mounted C ^L ^ ^ " — v 

on a stand of cast iron J 

(Fig. 338 (a)), or of 

WTought iron (Fig. 1 

338 (6) ), and embodies a ^ 

wnde range of shapes and 

sizes for this purpose. lifjrjF” 

Any edge may be placed 

uppermost, and the holes Fia.330. — Smith’s Tools. Punches and Drifts 

are used for knocking up 

a head on the end of a bar which, after being heated, is just 
struck a few blows on the anvil to form an enlargement or 
shoulder. The Heading Tool (Fig. 337 {g) ), is used for the same 
purpose, and is held in one hand, being placed over the hole 
in the anvil to allow the rod to pass, through. After forming the 
head, it is turned over, and the bar knocked out from the opposite 
side. A heading tool with square shank to fit in the hole in the 


Fiq. 330. — Smith’s Tools. Punches and Drifts 
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anvil is shown in Fig. 337 (k). Another form, combining several 
sizes in one tool, will be seen in Fig. 339 (h). Punches. For small 



work, the hand punch (Fig. 339 (a) ) is generally employed, but when 
working with a striker, punches of circular, square, elliptical, or 
cotter section (Fig. 339 (6) and (c) ), and fitted with handles of the 
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same pattern as for the tools previously mentioned, are used over 
the hole in the end of the anvil. Being intended for use on hot 
metal, they should possess an ample amount of taper, and the 
cutting end should be perfectly flat and square across. The proper 
method of punching a hole is to lay the work flat upon the anvil, 
and drive the punch about half-way through from one side. The 
work is then turned over, and the “ punching ” knocked out from 
the other side, to avoid striking the anvil, and to give a clean cut 
hole on both sides, as shown in Fig. 339 (d), -Drifts are conical 
steel pins, slightly tapered, and of various forms of section, which 
are used for opening out a small hole made by the punch to the 
full size required, while maintaining the proper thickness round the 
hole (Fig. 339 {e) ). Ferrules, without and with handles (Fig. 339 (/) 
and (g) ), are employed for cutting out and stamping circular bosses 
or similar parts, and are, of course, required in a number of different 
sizes. For holding work, a large assortment of Tongs of various 
shapes and sizes must be provided. They may be divided broadly 
into three classes, according to the shape of the nose or “ bit 
which holds the work, viz., flat or square (Fig. 340 (a) ) ; round or 
hollow (Fig. 340 {e) and (/) ) ; and angle or vee (Fig. 340 {g) ). All 
tongs should be properly fitted to the work they have to hold, and 
should come in contact with it throughout the whole length of the 
jaw (Fig. 340 (b) ). They must not be too open, as in Fig. 340 (c), 
nor yet too close, as in Fig. 340 {d), or the work cannot be held 
securely. To relieve the hand of the smith from the constant 
pressure which would otherwise have to be exerted on the tongs 
when holding the work, a ring is fitted over the handles or “ reins,” 
and may be driven up until tight, being released by a blow from the 
hammer, or by striking the small end of the tongs upon the anvil, 
when the work is complete. The anvil, or pick-up tongs, or 
“ smith’s pliers ” (Fig. 340 (A) ), are not intended for gripping work 
when forging, but merely for picking up anything, or for tempering, 
etc. They are always kept near the anvil, all other tongs and 
tools being stored in a rack when not actually in use. The clip 
tongs (Fig. 340 (i) ), are necessary for holding flat bars from the end, 
and bill tongs (Fig. 340 (j) ), are used for angle pieces and bent work. 
When forging bolt heads, collared pieces, nuts, etc., bow tongs 
(Fig. 340 (e) ), are required, and several modifications of this principle 
are in frequent use when making or repairing hammers, chisels, 
flatters and other tools, as shown in Fig. 340 (i). 
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FORGING MACHINERY— POWER HAMMERS -STEAM 
HAMMERS— PRESSES, ETC. 

From the earliest times attempts have been made to economise 
human labour by th(' introduction of some form of mechanically 

operated hammer. The 
old-fashioned “ OZ/ccr,” 
worked by the foot, 

pease witli the striker, 
still survives to some 
extimt for certain classes 
j \ of work. A modern 

( :|||||||||i|^^ workers' and copper- 

smiths' shops is shown 
'• t I felS in Fig. 341. The 

filK luimmer, which weighs 

W \ «| ^p ^0 lb., IS raised by 

^ spiral springs, and the 

sTnarl ly jiressing down 

a "very ingenious 
manner in the parallel 
hammer invented by 
Pig. U41 Oliver ’ or Koot-power Hammer. Mr. W. Blacker, and 

made by the Mechanical 
Hammer Co., of Stalybridge. In its simplest form (Fig. 342), it is 
intended to dispense with the services of a striker, and is worked 


Pig. 1141 — “ Olivtr ’ or Poot-power Hammer. 
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by depressing the foot-rail which extends round the anvil ; but 
it is also arranged to be operated by power (Fig. 343), and in this 



Fjo. — Parallel Hamnu'i* f(.r Foot J^ouer 



Fjg. 343. -Power-driven Parallel Hammer. 


form is one of the most eonvenient and efficient machines yet 
introduced for tlie purpose. The hammer head swings on a parallel 
motion, by which it is always kept in a vertical position, and when 
not at work, it is thrown back out of tlie way and retained at the 
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Fio 344 — Power-driven Parallel Hammer. 
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top of its stroke by means of two powerful springs. As will be seen 
from Fig. 344, the shaft, A, driven by means of fast and loose 
pulleys, B, carries a flywheel, C, in which is fixed a crankpin. 
Motion is imparted to one end of a slotted lever, F, by a rod, E, 
coimected to a block, D, on the crankpin, cushion springs, J and 

K, being employed to give the necessary elasticity to the blow 
of the hammer. A die in the slot of the swinging link, F, is 
coupled to the parallel motion of the hammer by the rod, G, and 
the stroke of the hammer may be adjusted by moving the die 
along the slot. For this purpose the rod, G, is held in the required 
position by a bell-crank lever 
connected to the foot rail which 
surrounds the anvil. A light or 
heavy blow, or a succession of 
blows, can thus be given at will 
by depressing tlie foot-rail, on 
releasing which the hammer 
immediately comes to rest. A 
unique feature is the lateral 
traverse motion, by means of 
which the head may be moved 
right or left to any position over 
the anvil. At the end of the 
shaft. A, opposite to the fly-wheel 
is a reversing mechanism of 
three bevel wheels, driving 
through the short shaft and the 
mitre gears the traversing screw, 

L. The clutch for throwing into 
gear one or other of the bevel wheels, M, is operated from the 
foot pedal seen on the right, on releasing which the hammer remains 
in the position to which it has been moved. 

Power Hammers. For much of the heavier work which has to be 
executed in the smith’s shop at the present day, a power hammer, 
or better still a light steam hammer, is indispensable. Several 
very handy types of power hammer, driven by belt from a line of 
shafting overhead, have been evolved. In one arrangement, 
known as the Drop Hammer, a heavy tup is lifted by mechanical 
means to any height within the capacity of the machine, and is 
allowed to fall vertically between guides. This is effected in a 
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very simple manner (Fig. 345), by attaching the tup to one end of 
the leather belt, which passes round a constantly rotating pulley. 
Suppose a force P to be exerted upon the free end of the belt, the tup 
will be raised by means of the friction between the belt and the pulley. 
When the pull, P, is discontinued, tlie belt slips and the weight, 
W, falls. The relation between W and P is given by the equation 

W 

where e == the base of hyperbolic logarithms = 2*718, /x = the 
coefficient of friction, and 6 = the angle embraced by the belt 
on the pulley in radians. Taking fi — 0*4, and 0 — 180°, then 
W ~ 3*5P. It is therefore evident that the pull, P, which can 
be exerted directly by hand, will suffice only for very small sizes 
of hammer. The arrangement indicated in the sketch is also 
open to the objection that the weight of the free end of the belt 
and the handle attached to it would occasion considerable friction 
between the belt and the pulley during the fall of the tup, thus 
reducing the effect of the blow, and rapidly wearing out the belt. 

This is overcome by the employment of a suitably arranged 
lifting mechanism, one of the l)est knowm examples of which is that 
made by Messrs. B. & S. Massty Ltd., of Manchester. Fig. 34G (a) 
is a general view of the lifter, with the lifting arms resting on the 
buffer, and in figures (h) and (c) the lifter, viewed from opposite 
sides, is shown with the arms raised. The frkdion drum, A, is 
keyed upon a continuously revolving shaft, driven by power. It 
is encircled by the friction band, B, which is of steel lined with 
hardwQod blocks, and which, aiding like a band brake, can be 
made to grip the drum by pulling the cord, 1), attached to the 
lever, E, thus rotating the eccentric, C. When the tension in the 
cord is released, the band is disengaged by the spring, F. The 
lifting arms, G, are free to rotate in either direction on the shaft, 
and have the friction band, B, attached to them. From the cross 
piece connecting the lifting arms, the tup is suspended by a strong 
woven belt. A loose pulley, H, made in halves, is mounted between 
the lifting arms on the boss connecting them, and is free to rotate 
in either direction. The buffer, J, acts as a stop for the arms in 
the extreme position at either end of the stroke. The action is as 
follows : When th^ cord, D, is pulled, the friction band is tightened, 
and made to grip the revolving drum, and the lifting arms, being 
connected bo the band, rotate with it, and lift the tup. When the 
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cord IS released, the spiing disengages the band from the drum, 
and the tup falls A valuable featuie of this system is the great 
sensitiveness of the control which is obtained by automatically 
reducing the grip of the friction band as the tup rises The cord, D, 



1 K Ut> — I ifttr M< ( h uiism foi Diop Hammer 


13 wound round the shaft, so that as the arms rotate in the lifting 
direction, carrying the operating lever, E, with them, the cord is 
automatically unwound, and the tension ;in it relieved A constant 
pull must therefore be maintained on the cord to keep the band 
tight, and so prolong the rise of the tup If the cord is pulled to a 
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certain point and held there, the friction of the band is at once 
reduced until it is just sufficient to hold the tup suspended and no 
more ; for if the tup were to rise higher, the cord would at once 
become slack, and if, on the other hand, it were to fall in the slightest 
degree, the cord would immediately tighten, and cause the band 
to grip more firmly. The relation between the movement of the 
tup and that of the pulley cord is clearly shown by the numbered 



Fig. 347. —Battery of Motor-diiven Diop Stamps. 

positions in figure (6), a light pull through a short stroke being all 
that is required to operate a heavy stamp. Hammers of this 
type are made with tups weighing from 3 to 80 cwts., and for 
stamping in dies they are probably unequalled. Where a number 
of stamps are required, it is most convenient to arrange them in 
batteries, i.e., in rows, the lifters being mounted on one main 
shaft, supported on girders carried by stanchions. The lifters are 
thus quite independent of the anvil blocks, and therefore free, to 
a great extent, from the vibration and jar of the blow. The main- 
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shaft may be driven by belting or gearing, or very conveniently 
from an electric motor by means of a belt to preserve the elastic 
nature of the drive. An exceedingly neat arrangement of this kind, 
as carried out by Messrs. B. and S. Massey, is shown in Fig. 347. 
In this case, the 7-cwt. preparing stamp in the centre is used for 
roughing out work previous to stamping in dies, or for cutting off 
stampings from the bar, whilst 

left and right respectively are .. 

20-cwt. and 15-cwt. stamps for 
die work. 

Friction drop stamps are not 
so well adapted for forging 
where blows are required in 
rapid succession. An attempt 
has been made to obviate this 
defect in the Board Stamp 
shown in Fig. 348. Here the 
tup, T, is securely attached to 
a wooden board, B, which runs 
between friction rollers, R, R, 
driven by open and crossed belts 
respectively from the line shaft. 

One of the rollers runs in 
eccentric bearings, by partially 
rotating which the board may 
be nipped between the rollers, 
giving a “ friction rack and 
pinion ” action for raising the 
tup. On rotating the eccentric 
bearing in the opposite direc- 
tion, the driving action ceases, Fio.348.— Principle of Board Stamp, 

and the tup falls. It is thus 

possible to allow the tup to fall from a greater or less height, giving 
heavy or light blows as required. When working with heavy 
blows, however, the speed must necessarily be very slow, which is 
characteristic of almost all drop hammers. To economise time as 
far as possible, the lift is made self-acting, the rollers being caused 
to press upon the board by means of a weight or spring. The blow 
is given by moving a hand lever, L, ©repressing down the foot 
pedal, P, connected to it, as may be most convenient in working. 
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On releasing the lever, the weight or spring comes into play, and 
the tup is at once raised. The lilt is hmited by allowing the tup 



Fio, 349. — Board Stamp. 

when nearing the top of its .stroke to strike the tappet, S, which is 
coupled to the rod, N, of the hand gear. An adjustable catch, 
which engages with a rack or notched plate on the standard, is 
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provided for holding the tup suspended at any height, to allow of 
adjusting the work on the anvil. In the hammer (Fig. 349), the 
weight of the tup varies from 3 to 20 cwts., and the velocity of 
impact on delivering the blow may reach from to 4 ft. per second. 
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With the object of increasing the spt»ed of working, it has been 
sought to maintain a positive connection between the driving shaft 
and the tup, and in the second class of power hammer, the crank 
and connecting rod mechanism, or its equivalent the eccentric, has 
been generally adopted. This is seen in its simplest form in Ryder's 
forging machine (Fig. 350), in wdiich a number of small hammers 
working in vertical guides are arranged side by side in the same 
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frame, and are operated by cranks or eccentrics on a common 
shaft which is driven by power in the usual way (see also section, 
Fig. 351). The machine runs at a high speed, and is particularly 
suited for swaging or drawing down processes as required in the 
manufacture of bolts, and similar small pieces. The position of 
the bottom tool may be adjusted by a screw to give the diameter 

required, and the work, 
which is held in tongs, is 
rotated and fed forwards 
by hand, and may be 
passed on from one set of 
dies to another until the 
whole series of operations 
is complete. For a 
liammer of any but the 
smallest size, a direct con- 
nection between the crank 
and the tup is, however, 
inadmissible, as with 
crank and connecting 
lod mechanism, the velocity 
of the reciprocating piece at 
the end of the stroke is zero, 
which makes it impossible 
to give a blow in the strict 
sense of the term. This 
will be clear from the 
diagram (Fig. 352 {a ) ), in 
which the crank and con- 
necting rod mechanism is 
shown at ABC. The 
velocity of the uniformly 
rotating crank pin, B, is set off at BD, to a scale of feet per second 
to an inch, and through point D, the velocity circle is described 
from A as centre. Producing the given position of the crank, AB, 
to intersect the velocity circle in D, a line, DE, is drawn parallel 
to the connecting rod, BC, to cut the horizontal through C in E. 
The distance, CE, then represents the velocity of the reciprocating 
piece or tup to which C is coupled, and may be read off to the same 
scale employed in setting off BD. Repeating the construction for 
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Fig 351. — Section of Rydei Foiging Machine. 
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a number of positions of the crank, the curve, JIEE, may be drawn 
to show the variation in the velocity of the reciprocating piece 
throughout the stroke. At each end of the stroke, JK, the velocity 
IS zero, as stated. It is therefore evident that an elastic connection 
must be inserted between the crank mechanism and the hammer, 
which may be effected either by means of springs of steel, or by 
buffer cylinders working with compressed air. Suppose the connec- 
tion to be made by means of a steel plate spring, as shown in outline 





at (6), with the crank rotating very slowly the velocity of the tup 
will be the same as if coupled to a rigid connecting rod. The 
velocity at any instant during the stroke is therefore shown by the 
diagram JEK transferred from (a), and as J and K are the highest 
and lowest positions respectively, the tup does not even come in 
contact with work of the thickness shown. As the speed of rotation 
of the crank is increased, the tup is thrown by the action of the 
spring further and further beyond the points J and K. The length 
of stroke may thus be increased to LN, for which the velocity 
diagram is LMN, and if OP be the upper surface of the work, the 
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velocity of the tup at the instant of striking the blow may be 
measured off to the intersection of OP with the curve. 



Fio. 353. — Principle 
of Shaw Hammer. 



Fig. 354. — Spring Power Hammer. 


In the Shaw Hammer (Fig. 353), largely used for light work such 
as forging knife blades, cutlery, etc., the tup is suspended by 
strong leather straps from the ends of a steel plate spring of almost 
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semicircular form, which is coupled directly to a crank mechanism 
driven by power. This type of hammer is capable of working at a 



/ 


Fia. 355. — Spring Power Hammer. 

high speed, and in proportion to its size, of giving very heavy 
blows, but the intensity of the blow can only be varied by changing 
the speed of rotation. 

A good example of a hammer of this description, built by Messrs. 
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A. Kingliom & Co. Ltd., of Todmorden, is illustrated in Fig. 364. 
The tup weighs 50 lb., and the hammer will give from 100 to 
300 blows per minute, control being effected by a foot treadle 
aoting upon a clutch motion on the driving shaft, as will be seen 
from Fig. 355. The ends of the spring are connected to the head 
or tup by means of toggle links, which ensure flexible working. 
Th^ anvil faces are set at an angle, so that long bars may be dealt 
with. The hammer requires about f H.P. to drive it. 

A modification of this type of hammer in which a Spring lever 



Fig. 366. — ^Principle of Spring Lever Hammer. 


is employed is shown diagrammatically in Fig. 356. The lever 
is constructed in the form of a steel plate spring, with the buckle 
as fulcrum. One end of this spring is connected by links to the 
tup, which slides in vertical guides on the front of the standard 
or frame. To the other end of the spring is coupled the connecting 
rod, which receives motion from a crankshaft driven by belt in the 
ordinary manner. The throw of the crankpin or eccentric may be 
adjusted, and in this way blows of varying intensity may be 
delivered. Suppose the tup to be in contact with the anvil, the 
crank end of the spring is just commencing to move downwards. 
Before the tup begins to rise, both ends of the spring will bend 



PNEUMATIC HAMMER 


547 


downwards until the inertia due to the weight of the tup is overcome. 
Towards the end of the stroke, the crank end of the spring is moving 
slowly, allowing the opposite end to straighten itself, thus increasing 
the velocity of the tup. When the crank end commences its upward 
stroke, the tup is still moving upwards, and is retarded and finally 
brought to rest by bending upwards its end of 
the spring. When the whole of the energy 
previously stored up in the moving mass has 
been transferred to the spring, the tup is free to 
fall, its velocity being due not only to its own 
weight, but also to the pressure exerted by 
the spring in straightening itself, and a power- 
ful blow is delivered. Some deterioration of 
the spring is liable to occur on account of the 
rapidly repeated and alternate bending to 
which it is subject, and fracture may result 
from this cause. This led to the introduction 
of the Pneumxitic Hammer (Fig. 357), in which 
the tup is attached to an airtight piston, work- 
ing in a vertical cylinder which slides between 
guides, and is driven by crank and connecting 
rod motion from the shaft of the machine. 

During the upward stroke, commencing with 
the tup resting upon the anvil, a partial 
vacuum is created above the piston, and the 
external pressure of the atmosphere raises the 
tup. Before the upstroke of the latter is com- 
pleted, the cylinder commences to return, and 
the air, being powerfully compressed, drives the 
tup downwards with considerable velocity, thus 
giving a heavy blow. An air valve opens out Fig. 367.— Principle 
a communication between the ends of the Sf Pneumatic 
cylinder, and enables the pressure of the air to 
be regulated to suit requirements. When the valve is closed, 
the full pressure is maintained, and the heaviest blows are 
delivered, but with the valve fully open, the air is permitted 
to escape, and the hammer ceases to work. Blows of any 
degree of intensity between these limits can therefore be obtained 
by merely opening the valve to the desired extent. This device 
permits the speed of working to be varied between wide limits, say 
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from 10 to 300 blows per minute. The rotation of the vertical 
spindle, to which the valve is fixed, also applies a brake to the tup, 



Fig, 358. — Pneumatic Power Hammer. 

SO that the latter may be held at the top of its stroke until the work 
has been adjusted on the anvil, the air escaping at the open valve 
meanwhile. 
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As ordinarily constructed, the suction-lifted hammer is feeble 
and sluggish in its action, and the tup must be light in proportion 
to the cylinder diameter. This is due to the fact that suction and 
pressure follow each other in the same cylinder, the tup, as explained, 
being raised by suction and thrown down by pressure. The suction 
in lb. per square inch must necessarily be very small, as when the 
vacuum is greatest there must still be sufficient air present to give 
the pressure for throwing down when the pump reverses. Similarly, 
the pressure for throwing down can only be low, otherwise the suction 
on the return stroke would be too feeble to lift at all. Messrs. 
B. and S. Massey Ltd., of Manchester, have introduced a pneumatic 
power hammer in which the defects named are obviated by the 
employment of a separate pump, operated by crank and connecting 
rod from a power-driven shaft carried in bearings at the rear of the 
standard, as will be seen in Fig. 358. The method of working is 
explained in Fig. 359. The cylinders and valve chamber, with the 
passages connecting them, are shown in section at (a), (6), and (c). 
The passage, A, estabhshes communication between the top and 
bottom of the pump cylinder. The top and bottom ends of the 
pump and hammer cylinders are connected by means of the passages 
B and C respectively. The valve piece shown separately at (d), 
contains two valves, each consisting of a thin steel disc, closed by a 
light spring. This valve piece is controlled by a hand lever, which 
may be moved into the positions 1, 2, 3, and 4, in Fig. 360. In 
position 2, the passage. A, is fully open, as at (a), and if the pump 
is running, the air circulates freely from top to bottom and vice 
versd, without affecting the hammer. As the lever is moved from 
2 to 3, the passage, A, is gradually closed, and a portion of the air 
is forced alternately through the passages B and C, raising and 
depressing the hammer piston. When position 3 is reached, A is 
closed entirely, and the whole of the air is forced into the hammer 
cylinder, thus giving the maximum blow. In position 1, the small 
valves in the valve piece are brought into operation, allowing air 
to pass down passage A on the up stroke of the pump, and along 
passage C into the hammer cylinder on the down stroke, but not in 
the opposite direction. The lower part of the hammer cyhnder 
is thus filled with compressed air, and the hammer is “ held up ” 
at the top of its stroke. Excessive pressure is prevented by allowing 
any surplus air not required for holding up to escape by way of 
the passage A. In position 4, the action is reversed, a partial 
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vacuum being formed below the hammer piston, causing the 
hammer to be held down firmly on the anvil, and enabling it to 
be used as a vice. The hammer is thus controlled entirely by the 


Fig. 359. — Details of Cylinders and Valve Chamber. — ^Pneumatic Power Hammer. 
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movement of one lever actuating a single valve, and heavy or 
light blows may be struck at will. In the Massey hammer, as 
shown by the indicator diagrams in Fig, 361, as the pump piston 



Length of actual StroLe s 19* Lncrgy due to falling parts > 1147 ft. Ihs. 

.. , Air pressure s 304, ft lbs 

Total Energy of hlou ** seoo ft lbs 


Fig. 361. — Lidicator Diagrams from Pneumatic Power Hammer* 


is reversed, effective pressure is produced to force the hammer 
piston in the opposite direction. The hammer can thus be made 
as powerful as the steam hammer of equal falling weight working 
with a steam pressure of 60 lb. per square inch. 
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The Steam Hammer. There would seem to be little doubt that 
for general work the steam hammer, although wasteful in regard 
to the amount of steam consumed, is unapproached for adaptability, 
ease of manoeuvring, and freedom from breakdown. In the original 
steam hammer invented by Nasmyth, the steam pressure was 
em^ loyed solely in lifting the tup, which, on exhausting the steam, 
was allowed to fall by its own weight merely, or in other words, 
the hammer was single-acting. It was soon found that by working 
with fop- St earn, the velocity of fall and therefore the force of the 
blow, could be considerably increased, especially in the case of 
hammers of small and moderate sizes. But the practice still 
remains of designating the size of a steam hammer by reference to 
the weight of its falling parts. Thus, a very convenient size for 
general use in the smithy is a 10-cwt. hammer, which means that 
the piston, piston rod and tup complete weigh together 10 cwts. 
Forge hammers vary in size from 4 tons up to 50 tons or more, 
but the larger sizes are now being displaced bv forging presses, for 
reasons already explained. The application of top steam ” has 
led to the introduction of a most effective typo of quick-acting 
steam hammer, capable of giving 400 to 450 blows per minute m 
the smaller sizes when automatic gear for working the steam valve 
is employed. With a 7-cw^t. hammer working with steam on 
both sides of the piston, the velocity of impact is probably ten 
times as great as that due to gravity alone, and as the energy 
stored is proportional to the square of the velocity, it follows that 
to deliver a blow of the same intensity, a single-acting hammer of 


7 X 10 X 10 
20 


35 tons would be required. 


Much has been wTitten concerning the ^\force of the hlow,^^ and 
the equivalent “ dead pressured Experiment has proved that the 
effect of steady pressure is, howa'ver, not at all the same as that 
of a blow. To produce a given change of shape by means of a 
blow requires, as a rule, a much greater expenditure of energy 
than by steady pressure. In either case, much depends upon the 
nature of the work and the time occupied in its actual performance. 
The work done at one blow occupies an exceedingly short space 
of time, and the resistance due to the disturbance of the molecules 
of the substance operated upon is consequently much greater 
than that offered to a steady pressure acting for a much greater 
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length of time. With steady pressure, work is done at a velocity 
of from 0*3 feet to 3 feet per second, and by a blow, as with a 
hammer, at from 10 feet to 30 feet per second. The greatly reduced 
velocity in the first case, renders it possible to transmit the effects 
of the pressure into the very interior of a piece of work of large 
diameter, thus causing a uniform flow of the metal. A blow, on 
the other hand, by reason of its short duration, makes itself felt 
on the exterior only, the effect scarcely penetrating to the centre. 
Experiment has demonstrated that the same alteration of form is 
produced with the same expenditure of work, whether a heavy 
weight falling from a small height, or a small weight falling from 
a greater height, is employed, provided that the product of weight 
into height remains the same, i.e., W X A = a constant, the velocity 
of impact, v, being — \/2gh. It is, of course, essential that the 
objects operated upon should be exactly similar, especially as 
regards the shape and extent of the surface upon which the blow is 
received, as the depth and configuration of the impression produced 
upon a flat surface differs altogether from that given to a surface 
of rounded or irregular form, the energy of the blow being the same 
in each case. The duration of the blow has been the subject of 
much investigation, and it has been proved beyond question that 
the time during which contact takes place is extraordinarily short. 
A moderately smart blow upon the anvil with an ordinary hand 
hammer does not last longer than 0-00027 second, and a heavy 
blow probably not more than 0-00019 second. The time of contact 
is undoubtedly less, the greater the velocity on striking. The 
nature of the material operated upon is naturally an important 
factor. With soft metal such as lead alloy, Fischer found that 
the time of contact may amount to 0-05 second, with copper 0-005 
second, and wlien forging mild steel 0-001 second. In any case, 
the duration of the blow is so exceedingly small that the resulting 
pressure must of necessity be enormously great. In practice, a far 
from negligible portion of the total energy developed is wasted in 
producing vibration of the anvil and foundations. The blow of a 
heavy steam hammer, as is well known, may be felt some distance 
away, and the mechanical work expended in setting up vibrations 
over such an extensive area must be very considerable. The 
degree of penetration of a blow has been shown to depend upon the 
time of its duration. It follows that where great penetration is 
required, a heavy hammer falling through a small height will be 
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most efiective, whereas if it be desired to operate on the surface 
only, a light hammer moving at a high velocity will be found 
preferable. The size and weight of the hammer should therefore 
be carefully chosen to suit the nature of the work in hand. 

To estimate the effect of the blow, either the space moved over 
after striking the work, i.e., the depth of the indentation = d feet, 
or the time during which the tup and the work are in contact = t 
seconds, must be known, and in practice these quantities are 
both extremely difficult to obtain even approximately. If the 
depth of the indentation is known, the pressure may be found by 
the well-known formula, in wliich W — weight in tons of moving 
parts of hammer, v — velocity of impact in feet per second, d = 
depth in indentation in feet, P — maximum total pressure on the 
work in tons, F = average total pressure on work in tons, g — 
gravitation unit == 32*2 feet per second^, S ^ space fallen through 
in feet, t == time occupied in making indentation in seconds, — 
time of lift in seconds, and = time of fall in seconds. Then 


energy stored up in falling weight = 


W 


and energy absorbed in 


the blow = Fd. 


Wv2 

Therefore Fd = 

^9 


and F = 


W 

2gd’ 


Assuming 


the intensity of pressure to diminish at a uniform rate as the work 
is absorbed, P = 2F, a ratio which is not likely to be exceeded, 
but which depends largely upon the elasticity of the material. 


If the duration of impact is known, then momentum 


and F = 


9 ^ ' 



9 




Rating of Steam Hammer. ■ In practice, makers sometimes specify 
the power of a steam hammer by reference to some arbitrary rule 
for calculating the ‘‘ force of impact,” which, in one such case, it is 
stated, may be found thus : — , , ^ ^ 

Approximate force of impact = W x X 3, 
in which, W = total falling weight in tons, obtained by adding 
to the actual weight of the parts the steam pressure on the piston, 
v == velocity in feet per second = 8 \/ stroke in feet, and 3 = a 
constant determined by experiment. Thus, for a 25-cwt. hammer 
(i.e. one in which the weight of the piston, piston rod and tup = 
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25 cwts.) having a steam cylinder 16 inches diameter x 3 feet 
stroke, and working at a mean steam pressure of 50 lb. per square 
inch. 


25 16 X 16 X -7854 x 50 

^ = ^0 + 2:240 = 


and the approximate force of impact is then 5*73 X 8 X \/3 X 3 
= 240 tons. It is not quite clear what useful purpose is served by 
thus attempting to arrive at the “ force of the blow.” It is some- 
times, though erroneously, assumed that this figure may be used 
for comparison with a press capable of doing the same work. At 
best, it can only be regarded as a convenient expression for the 
nominal power of a hammer, and it is practically impossible to 
give any formula capable of furnishing definite information, as 
the following example will show. A 5-ton steam hammer has a 
cylinder 27 inches diameter, with a stroke, S — 5 feet, and the 
mean effective pressure of steam is 70 lb. per square inch. The 
force producing acceleration of the hammer is equal to the sum 
of its weight and the total steam pressure on the piston, or 


5+ - 


27 X 27 X -7854 x 70 


2,240 


= 5 + 17*8 — 22*8 tons. 


Acceleration "-= / = 


force 

mass 


22*8 

- ^ X 32*2 = 147*4 ft. per sec. per sec. 


Then the velocity of the moving parts at end of stroke, v, may 
be found from the equation = 2 f S, i.e. 

i; = a/2 X acceleration X stroke = \/2xl47*4x5 
= 1,4:74: ~ 38*4 ft. per sec. 

Wv 5 X 38*4 

Now momentum = — , = — — , and average force of the 

blow = F = change of momentum per sec. = momentum time 
Wv 

in secs. = — . To proceed further, it is necessary to know the 

time, t, during which the hammer is brought to rest after first 
coming in contact with the metal. This will vary very greatly 
according to the material, the area and shape of the surface which 
receives the blow, the temperature at which the operation is con- 
ducted, etc., so that it is extremely difficult to form even an approxi- 
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mate estimate of the duration of the blow. It may be said that the 
time may amount to anything from 0-001 to 0-007 of a second, 
according to circumstances. Taking the former value 


„ 5 X 38-4 5 X 3-84 

^ "" 32-2~ “ 32-2 X 0-001 


6,000 tons. 


however, the latter value of I should prove correct, the average 
force would suffer a considerable reduction, and would only amount 
to 853 tons. 

Again, it is sometimes proposed to calculate the force of the 
blow ” from the amount of energy stored up in the moving parts. 


The kinetic energy of the falling weight is known to be = 


W 


which, at the instant of striking the blow 


5 X 384 X 384 
2 X 32-2 


114-5 


foot-tons. It is next assumed that this energy is expended over 
a distance equal to the depth of the impression or indentation 
produced by the blow, which, expressed as a fraction of a foot, 
may be written d. If F = average force of the blow in tons, then 
the work done in producing the impression referred to = F x d, 
which is assumed to be equal to the kinetic energy stored up in the 


moving parts, when F x d = 


114-5, or F - 


114-5 

“I”' 


It has been stated on good authority that for a hammer of the 
size referred to, and at the correct temperature for forging, it may 
be assumed that the moving masses are brought to rest within a 
space of 1| inch = foot. The average retarding force would 

114-5x96 

then be = 114-5 = — — = 845 tons. But here again 


an almost unsurmountable difficulty arises. It is probably wrong 
to assume that the whole of the space of If inch can be utilised for 
the compression of the forging. The elasticity of the foundation 
must absorb a considerable portion of the work expended in the 
blow. Experience has in fact shown that probably at least one- 
third of the work is lost in setting up vibrations.* This would 
leave for the case chosen about 1 inch for useful deformation of the 


♦ Paper on Power Forging by Gerdan and Mesta, American Soo. Mech. 
Engineers, 1911. 
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forging. It will be seen that in the absence of reliable data, a correct 
treatment of the subject is scarcely possible. The best that can be 
done is to express the energy expended in the blow in foot-lb. or 
foot-tons calculated for the instant of striking by taking the product 
of W (as found above) and the length of stroke in feet. 

Any calculation of the pressure equivalent to a blow is therefore 
of little value, but in a certain case an attempt was made to deal 
with the matter in the following manner. Two exactly similar 
copper prisms 1 inches square X lA inches long were prepared, 
one of which on being subjected to the most powerful blow which 
could be delivered upon it by a 12-cwt. steam hammer, was found 
to have been shortened inch. The second prism was then placed 
in the testing machine, and exposed to gradually increasing pressure 
until shortened to the same extent. The total load registered was 
found to be 92*7 tons. This is much in excess of the rule quoted 
above, which gives for the approximate force' of impact 
(= W X X 3) = 80 tons only. The energy at the instant of 
striking the blow was found to be 5 foot-tons. 

It is of considerable interest to investigate the relation which 
should exist between the total pressure on piston and the weight of 
the moving parts to render possible a given speed of working. For 
this purpose, it is convenient to express the total mean pressure of 
steam on the piston in terms of the moving weight. Thus, taking 
underside of piston, total mean pressure may be written = W, 
when the total force acting upwards = (n^ — 1 ) W, and the accelera- 
tion due to it = — 1) g. Similarly for the top side of piston, the 

total mean pressure, W, the total force acting downwards 

= (^2 + 1) W, and the acceleration during the fall = (n 2 + l)g* 


Inserting these values for acceleration in the usual formula t ~ 



the time, ti seconds, taken for the upward stroke, S feet, may 
be found thus — 


h = \/ — > til® time of fall, to = \/ — — — 

In quick-acting hammers, it will be found that — 

With W up to 3 cwts., and for 300 to 400 blows 

per minute . . . . . . , P^ == 5 to 6 W. 
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With W up to 10 cwts., and for 150 to 300 blows 
per minute . . , , . . = 4 to 5 W. 

For larger hammers of from 10 to 26 cwts. . = 2-5 to 3 W 

Ditto, of from 2 to 5 tons . . . . P^^ = 1-8 W. 

Taking, for example, a 10-cwt. double-acting steam hammer in 
whioh the diameter of cylinder =12 inches, and of piston rod 
= 5 inches, the length of stroke being 27 inches. The areas of top 
and bottom sides of piston are therefore = 113 and 94 square 
inches respectively, and as the hammer is intended to work with a 

94 X 60 

steam pressure of 60 lb. per square inch, = 5, and 

lu X 11^ 


n 


2 “ 


113 X 60 

1^ m "" 


The upward stroke will therefore be made in 


a time ti 


v/ 


2 X 2»25 
(5 -“Ty32-2 


= 0-187, or say about second, and the 


time of fall, 


— ^ == 0*141, or say about \ second. 

(6-1 1)32-2 ^ 


The 


time taken to make a double stroke is therefore 0*187 -f 0-141=0-328 
second, and the number of blows per minute when working self- 
acting will be 60 ~ 0-328 = 180. The velociry of impact 
= 0-l4l X (6 + 1) 32-2 = 31-7 feet per second, which, as will be 
seen, is seven times that due to gravity, and the force of the blow 
will be forty-nine times as great as that due to a weight of 10 cwts. 
falling freely. A single-acting hammer of the same power would 
therefore weigh 49 x ^ say 25 tons. 

The Rigby, or single standard type of hammer, is most suitable for 
general work in the smithy, the clear space round the anvil being a 
great convenience. Fig. 362 shows a 10-cwt. hammer of this 
pattern, which has been largely adopted for the lighter kinds of 
engineer’s work. The valve gear is arranged for self-acting and 
hand working, and to give long, short, heavy, light, or dead blows 
as required. In this type of hammer, slides for guiding the tup 
are dispensed with, in order to allow as much space as possible for 
handling the work. To obviate any tendency to turn, two flats 
are planed on the piston rod, and the stuffing box, which is made 
very deep for the purpose, and is of the same shape as the rod, 



STEAM HAMMER 


659 


serves as a guide. Care must be taken that the foundation for the 
anvil block is entirely separate from that of the hammer. Each part 
should rest upon a timber frame, interposed between it and the bed 
of masonry or concrete to which it is secured, as shown in Fig. 363. 
The anvil block is of cast iron, and its weight should be about eight 
times that of the moving parts, the foundation being correspondingly 



Fig. 362. — 10-cwt. Rigby type Steam Hammer. 

large and heavy. The tup and the anvil block are provided with 
dovetailed recesses in which the dies or “ palletts ” are fixed by 
means of flat keys or cotters. The palletts are made of tool-steel, 
and usually have flat faces, but these may readily be changed for 
“ tools ’’ of other shape if required. The hammer is provided with 
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automatic cut-off gear (Eig. 364), which enables considerable 
economy in steam to be effected. The steam stop valve, H, is 




operated by hand lever, I, moving over a quadrant. The valve, A, 
for controlhng the admission of steam to the cylinder, must be 
balanced agamst steam pressure in order that it may be moved 
easily by hand. It is therefore made m the form of two pistons 
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joined by a tube, connected to which by four wings is the central 
boss for the valve spindle. Live steam is admitted to the space 
between the two pistons and, according to the position of the valve, 



is allowed to enter either the top or bottom steam port, as the case 
may be. The steam is exhausted into the valve chest, and escapes 
through the hollow valve, and out at the exhaust pipe at the top. 
The piston valve is moved directly by hand by means of the lever L, 
a movement being required for each blow, and, with a skilful driver, 



1 very wide limits. 
1 below the piston, 
lever is depressed, 



“ top ’’ steam is admitted above the piston, to give the downward 
stroke. The tripper lever, G, on the same shaft as L, is moved by 
the tup when the latter is near the top of its stroke, thus closing 
the working valve, A, and preventing the possibility of the piston 
striking a heavy blow on the cylinder cover. The patent cut-off 


Fig. 365. — Automatic Cut-oft Gear for Steam Hammer. 
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gear (Fig. 365) is fitted with the object of reducing steam consump- 
tion by working expansively during both strokes. This is effected 
by means of the semi-rotating or Corliss valve, B, operated by a 
lever, F, to which motion is imparted by the tup. When the stop 
valve is open, steam under full pressure is constantly admitted to 
the port D. For lifting, port K is controlled by the working valve, 
A, from port D. As the piston rises to the top of its stroke, lever F 
moves the cut-off valve, B, to the position shown in (c), which opens 
the port C to full pressure from 
port D. On raising the working 
valve. A, steam is admitted to port 
J for striking the blow. On the 
descent of the piston, lever F moves 
the cut-off valve, B, to position 
shown in (a). When the piston has 
made about half stroke, steam is 
cut off from port J, and no more can 
be admitted unless the working valve, 

A, is raised to the position for 
holding down ’’ shown in (6). For 
holding up the hammer at the top 
of the stroke, valve A is moved into 
the position shown in (d). Hammers 
above 10 cwts. are made with hand- 
worked valve motion only, but below 
that size, are usually fitted with both 
hand-worked and self-acting gear. 

The latter permits of continuous 
working at a much higher rate 
than is possible by hand. A simple 

form of self-acting gear made by Messrs. B. and S. Massey, Ltd., 
of Manchester, is shown in Fig. 366. This consists of the double- 
armed tappet lever, J, working on a movable fulcrum, 0, the 
required motion being given to the curved arm during the 
upstroke by the friction roller on the tup. The short arm is 
connected at K to the valve spindle, F, and also to a strong spiral 
spring, L, which keeps the curved arm constantly pressed against 
the friction roller. The fulcrum of the tappet lever is carried upon 
the short arm of the quadrant lever, M, which may be held in any 
position on the notched sector, P,N. In this way, the fulcrum may 





Fiu. 3G0, — Self-acting gear for 
Steam Hammer. 
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be moved until only the straight portion of the long arm of the lever 
is presented to the friction roller on the tup, or until it is clear 
altogether, in which latter position the hammer may be worked by 



Fig. 367. — bteam Stamp foi Drop Forging. 

hand, as previously described. For the most rapid rate of working, 
with the full travel of the valve, the lever must be placed in the 
position N, from which it may be gradually notched-up,” reducing 
the travel of the valve more and more, and cherefore diminishing 
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the number of blows, until the position P is reached, when the self- 
acting mechanism is out of gear, and no movement of the valve 
takes place. For hand-working, the valve is moved directly by 
means of the lever Q. 

Steam Stamp. A special form of steam hammer is sometimes 
used for stamping in dies. As the hammer is double-acting, it has 
the advantage that blows can be struck more rapidly than with a 



Fiu. 3b6.— Hot Saw for Smithy. 


drop stamp. Fig. 367 shows an example ol a 10-cwt. steam stamp 
which has become known as the Eiilield type, and is extensively 
employed in the production of all kinds of stampings required by 
gunsmiths, makers of textile and agricultural machinery, bicycle 
and motor makers, etc. The double frame gives great rigidity, 
and enables the tup to be accurately guided in V slides, which are 
points of considerable importance in die forging. It will be noticed 
that the anvil block is cast solid with the bedplate, so that when 
finishing dies are used, absolutely correct alignment of the die faces 
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is secured. The design also provides ready accessibility, and affords 
ample space round the dies for manipulating the work. In one form 
of steam stamp, the piston rod passes through the top cylinder 
cover, and is provided with a volute spring buffer to take up the 
rebound of the tup after stamping. 

Hot Saw. For cutting off bars, cutting out gaps or sweeps, as 
in the case of crankshafts, etc., a very handy and almost indis- 
pensable tool for the smith’s shop is the hot saw, an example of 
which, made by Messrs. T. Ryder & Son, of Bolton, is given in 
Fig. 368. The saw is usually about 36 inches in diameter, and the 
spindle is arranged to run on ball bearings. The work rests in V 
blocks on a slide, which is fed up to the saw by hand lever. 

Tools for Steam Hammer Work (Fig. 369). These generally 
resemble the tools used for hand work, but must be more accu- 
rately made and fitted, as they are not only intended for heavier 
work, but have to withstand considerably more jarring. Tongs 
must have jaws of the same shape as the work they have to hold, 
and must grip the same on all sides. Hence flat jaw tongs cannot 
be used, as they would twist on the work and ultimately slip off 
sideways. The correct shape for heavy work is shown at (a). The 
Hammer Chisel is made of tool steel with a mild steel handle welded 
on, and should be shaped as (6). A certain amount of spring should 
be given to the handle by thinning out near the cutter, which might 
otherwise be broken off. The edge of the chisel must be square, as 
seen in the section, and should never be sharp either on one or both 
sides. The method of using is shown at (c). Chisels are made of 
various shapes for special work, and a useful modification is the 
shouldering or breaking down ” tool, for commencing drawing 
down operations, as at (6?). For drawing down taper, the fullering 
tool shown at (e) is used, and for shouldering work, or for reaching 
parts below the upper surface, various sets, (/) both parallel and 
taper, are required. Swages for the smaller sizes are made with a 
spring handle, and are known as clapper swages, as at {g), the larger 
sizes being preferably separate as top and bottom tools (A), either 
of which may have a handle for holding up, or the bottom block 
may be arranged to slide on and off the anvil pallett without being 
held when in use. Fig. {i) shows a single top swage used in combina- 
tion with a V block for finishing work. Hammer Punches are simply 
plain tapering pins of tool steel, as short and thick as possible, 
having a groove near the upper end round which a handle of /^-inch 



TOOLS FOR FORGING 


667 


round iron is twisted (j), or they may be made in springy form, (4). 
Circular mUers or ferrules, which resemble annular punches, are 
used to form bosses on flat pieces. 

An outfit of tools as recommended by Messrs. B. and S. Massey, 



of Manchester, for use with a 10-cwt. steam, or pneumatic power 
hammer, is shown in Fig. 370, in which A, B, C, and D, are plain 
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spring swages for round iron or steel ; E and F are top, and 6, H, 
and I, bottom swages, used in pairs ; J is a special anvil pallett, 
for bolding a single bottom swage in position, a ring surrounding 
the swage being dropped over the projection on the pallett ; K are 
spring necking tools ; L are nobblers or flatting tools ; M is a hot 
cutter )T knife ; N is a cold cutter ; and 0 is a V-tool for shouldering. 

Much use is made of Blocks for bending, as at (Z), Fig. 369, both 
for straight and curved work, esj)ecially where a number of pieces 
of the same shape are required. Such blocks may be made of good 



Fig. 370. - Outfit of Toolb fui 10-cwt. Steam Hammer. 


ordinary cast iron, without being machined, and the handles may 
be of |-inch or ^-incli round iion screwed in. An extension of tliis 
principle leads to wliat is known as drop-forging or btamping, a 
process mucli used for producing in large quantities parts of small 
arms, sewing machines, bicycles, engineers’ tools, etc., which must 
necessarily be extremely accurate as regards both size and shape. 
Drop forgings are made between dies, Fig. 369 (m), one of which 
is carried by the tup, the other being secured to a very massive 
anvil block of a special hammer (see Figs. 346, 347, 349 and 367). 
The dies are made of tool steel cut out of the solid and hardened, so 
that when placed together, a cavity is left having the exact shape 
of the article to be produced. Although the first cost of “ sinking ” 
dies may be considerable, the method is found to be extremely 
economical where large quantities are required. 
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CLASSIFICATION OF OPERATIONS IN FORGING 

Work performed by the smith may be said to consist of a com- 
bination of two or more of the following simple operations : (1) Up- 
setting or “ jumping up,” (2) Drawing down, (3) Setting down, 
(4) Cutting out, (5) Bending, (6) Punching and drifting, (7) Welding 
or '' shutting,” and (8) Stamping. All these operations are carried 
out with the metal in a heated condition, which must be main- 
tained by taking a fresh heat ” when the work shows signs of 
getting cold. The proper temperature for forging iron is that 
known as a “ bright red ” heat, and by taking the work from the 
fire from time to time when heating is going on, this may be recog- 
nised by the eye with a little practice. Metal should never be worked 
at a “ blue ” heat, or about 400® to 550® F., which is not visible in 
the dark, as at this temperature a peculiar brittle condition seems 
to be induced. 

Upsetting is the operation of swelling or increasing the thickness 
of a piece, its length being at the same time reduced. If a 
short piece be heated, and struck in tlie direction of its length 
upon the face of the anvil, or if heavy enough, be allowed to fall 
upon a thick cast-iron plate set in the floor for the purpose, or if it be 
placed vertically 9 n the anvil, and struck on its upper end, it will 
become thicker in tjie heated, and therefore softer, portion and 
assume the shape ^hown in Fig. 371. If the piece is to be upset 
throughout its length, it must be uniformly heated, and heavy 
blows must be use^(Fig. 371 (a ) ). It should be noticed that if the 
ends are hotter than the body, or if light blows be given, the ends 
will be upset most (Fig. 371 (ft) ). When forming a head or colllar, 
the end only is heated, the result being as shown in Fig. 371 (c), 
and the effect may be confined to any part (Fig. 371 (d ) ), by cooling 
the remaining portions in water if necessary. In upsetting common 
wrought iron, there may be some danger of the metal splitting in 
the direction of rolling, and as a general rule, processes in which 
the metal is reduced in section by compression are to be preferred. 
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Drawing down is the process of increasing the length of any piece 
and at the same time reducing either its width or thickness, or both 
of these dimensions, as may be required. 

If the work is in the form of a flat bar, and is laid flat upon the 
face of the anvil, when struck with the hammer (Fig. 371 (e) ), 
the metal which receives the blow is pressed outwards in all direc- 
tions, spreading both longitudinally and laterally, and, as a result, 
the bar becomes longer and thinner, but at the same time wider. 
If, however, the breadth is to be kept the same the bar must be 
turned through an angle of 90°, and the operation repeated. This, 
it is true, will produce the desired increase in length, but will make 
the bar thicker, necessitating a return to the original position for 
thinning down again. A far more effective and quicker method of 
working is to draw down the bar on the edge of the anvil (Fig. 371 (/) ), 
or on the beak (Fig. 371 (g ) ), when very little increase in width 
will occur, almost the whole of the work being expended in increasing 
the length and correspondingly reducing the thickness. Wh^n 
dealing with a round bar or shaft, the portion to be drawn down or 
pointed is first made square, and, using the method just described, 
is brought down to nearly the required dimension, working on each 
of the faces in succession. The square is then reduced to octagonal, 
by taking off the corners, and is finally rounded, and finished between 
swages. This procedure, which is invariably followed, serves to 
illustrate an important point which must be attended to in all 
drawing-down operations. Care must be taken when reducing the 
thickness that the metal is not driven outwards from the centre to 
such an extent as to cause a crack or split, which, although it might 
be covered up and enclosed during susbequent operations, would 
still remain as a source of weakness. It will be seen, too, that in 
this respect forging by pressure possesses a great advantage over 
hainmer forging, especially for large work, 
iletting down may be regarded as a local reduction in thickness 
effected by means of the set hammer or set, aided by a previous 
application of the fuller. Where a square corner is left in forming 
shoulders, a severance of the fibres of the material may result, 
introducing a tendency to start a fracture, which should be avoided 
if possible. 

>^utting out is performed by chisels and gouges, portions of the 
work being cut away completely in trimming to shape, or in some 
cases a split may be made and opened out, or the ends bent to the 
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shape required. This method is particularly suitable for thin work 
where welding would be difficult. With iron, a hole must first be 
punched through the bar to terminate the cut, and avoid the 
tendency to split along the direction of the fibre. 

Bending is one of the most important and frequently used pro- 
cessc in smithwork. Bends are classed either as angles or curves, 
and may be made (Fig. 372 (a) ), over the edge of the anvil on the 
beak or horn, or round a special block having a stem fitting in the 



square hole provided for bottom tools. In all cases the metal on 
the outer, or convex side of the bend (Fig. 372 (6)), is subjected to 
a “ drawing down ” action, that on the inner or concave side being 
‘‘ upset.” Hence a true right angle (Fig. 372 (c) ), cannot be formed 
by simple bending, which can only give the result indicated in 
Fig. 372 (d). The square bend must therefore be made with a 
forged corner,” to supply the extra material required on the 
outside, which is worked up alternately with light hammers as in 
Fig. 372 (e) ; or before bending, the bar may be upset at the place 
where the bend is to be made, the bending being done over a V 
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block, and the corner afterwards worked as in Fig. 372 ( / ). Rings 
and eyes are bent over the beak of the anvil (Fig. 372 (a) ), or if of 
small size, roimd a mandrel. For repetition work, special blocks or 
“ jigs ’’ are used, and effect a great saving of time as compared with 
the ordinary method of bending on the anvil, which requires subse- 
quent setting to a template. 

For making double bends, and for staples with four corners, 
simple tools can easily be contrived. A block with a stem to fit 
in the square hole of the anvil has a piece of flat bar secured to each 
side, through the projecting ends of which passes a cotter, to act 
as a clamp for holding the bar in position. The bar having been 

n 



bent one way as at Fig 373 (a), is withdrawn, reversed, and replaced 
as at (b)y and the second bend made as shown by the arrow. Such 
blocks will answer very well if made of cast iron, even when used 
with the steam hammer. A lever and roller is frequently used for 
bending round a block, as suggested in Fig. 374 (a). A screw is 
used as a clamping arrangement for holding one end of the bar to 
be bent. This is the principle on which the bending table 
(Fig. 374 (c ) ), is constructed, and it is an essential adjunct where 
hoops, scrolls, tyres, angle rings, etc., have to be produced. It 
consists of a cast-iron plate of circular or rectangular form, as 
may be most suitable for the purpose, with a number of slot holes 
somewhat resembling the face plate of a lathe. This enables 
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Fig. 376. — Bending Table. 

bending blocks or other appliances to be fixed in position 
(Fig. 374 (6) ), or work may be bent against pegs inserted at intervals 
in the slots. These pegs are of round iron with squared ends to 
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fit in the slots, and upon them rollers may be placed if necessary, 
to give any required radius of bend. A very common arrangement 
is shown in Fig. 375. 

A very neat and efiicient form of hand 'power Bending Tool, 
developed from the appliance shown in Fig. 374, is made by the 
Wallace Co., of Chicago, U.S.A. In this machine (Fig. 376 (a) ), 
the stationary die is fixed to the frame, which is provided with a 
shank or lug for attachment to a bench. The stock to be bent is 
held between a pair of dies mounted upon the end of a lever, one 
of the dies being adjustable by means of setscrews and bolts to suit 
different thicknesses. The small tongue on the handle serves as 
a gauge, and may be set to any length required. Bending may be 
accomplished by a direct pull upon the hand lever, as in the machine 
shown at (a), or, for heavier work, an auxiliary ratchet lever may be 
fitted, as at (6), operating a pinion which gears into a toothed sector 
on the base of the frame. The angle through which the bar is bent 
is determined by a stop block, which may be clamped at any position 
in the circular slot seen in the upper figure. The machine shown 
at (a) will bend hot, flat stock 2 inches x J inch, and round or 
square bar up to 1 inch. The geared machine will take flat stock 
4 ^hes X i inch, or its equivalent. 

^/l^lnching and Drifting. It should be noted that common iron is 
quite unsuitable for any work which has to be punched or drifted, 
as it will certainly split in the process. Even with iron of the best 
quality, it is advisable that any punching should be done at a welding 
heat, to avoid all riskjof splitting. (Punching is generally performed 
with the work flat on tlie anvil, the punch being driven about half 
way through from one side (Fig. 377 (a) ). The work is then turned 
over, placed upon a bolster which rests on the anvil (Fig. 377 (6) ), 
and the punch driven completely through from the other side 
(Fig. 377 (c) ). The result is a clean hole on both sides of the work 
(Fig. 377 (d ) ), whereas, if the punch were to be driven right through 
from one side, a bulge or “ burr ” would be left, as shown in 
Fig. 377 {e). This defect may be obviated by using a die in conjunc- 
tion with the punch (Fig. 377 (/) ). The die is made of hard steel, 
with a hole tapering downwards to give clearance, the diameter of 
the hole at the top being the same as that of the hole to be punched. 
The punch should also be made taper, and slightly larger at the 
centre, to permit of its falling through the hob^when punched. In 
addition to its primary purpose of producing holes of various forms, 
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Fig 376.- -Hand Power Bending Tool. 
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punching is often resorted to as a shaping process. For instance^ 
a slotted lever, as in Fig. 377 {g)^ is first forged solid. A hole is then 
punched at each end of the slot, and in one or more intermediate 
positions, as shown dotted. The intervening pieces are next cut 
out with the chisel, and the slot finished with a drift of the proper 



size and shape. Small forked ends (Fig. 377 (A )), are readily made 
by punching a square bar with an elongated or slot punch, the bar 
being fullered or set down, and drawn out to form the rod. The bar 
is then cut off near the end of the slot as shown in dotted lines, and 
the ends of the jaws trimmed to shape with the chisel. In forging a 
weldless ring or eye, a flat bar is punched and split, as shown in 
Fig. 377 (i). The split is opened out by driving in a tapered drift, 
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and the sides brought to shape over the beak of the anvil (Fig. 377( j)). 
u/Welding or Shutting is perhaps the principal operation performed 
by the smith, and constitutes the distinguishing feature connected 
with the manipulation of wrought iron and mild steel. Most metals 
when heated up to the melting point change almost at once from 
th^ solid to the liquid state. Wrought iron, however, first passes 
through an intermediate stage, becoming soft and pasty, in which 
condition if two pieces be placed together they will adhere. It is 
this property which, assisted by pressure, is utilised in the process 
of smith's welding. 

^Welding Heat. It is most important that the metal should be 
-lieated to the proper temperature to bring about this plastic condi- 
tion. Mere hammering will not join two pieces which are insuffi- 
ciently heated, but, on the other hand, if overheated, the iron will 
be burnt, and rendered valueless. It will therefore be seen that the 
metal which remains pasty over a wide range of temperature is the 
most easily welded, and in this respect wrought iron has some 
advantage over mild steel. The welding temperature for wrought 
iron is from 1,500° to 1,600° F., and if this be exceeded, the metal 
commences to burn, throwing off white sparks resembling small 
stars. The welding heat for mild steel is lower, and is known, 
practically, as the point where bright red is just about to change 
to a white heat. The first essential to the production of a sound 
weld is that the surfaces in contact be perfectly clean, both mechan- 
ically and chemically. Iron at a high temperature, exposed to 
the air, at once oxidises or rusts, becoming covered^ with a thin film 
of black scale, or oxide of iron, which, together with any dirt or 
dust due to ashes or cinder from the fire, must be got rid ofT or 
perfect contact will be impossible-Jlis-therefo^e necessary tdemploy 
a flux“ which melts ^t the _high temperature, di^olving"* bEe scale 
and ash to'form a slag, and at the same time acting as a protective 
covering to prevent further oxidation. When welding wrought iron, 
the smith, on withdrawing the work from the fire, sprinkles the 
surfaces with sand, which melts and produces a liquid slag, easily 
expelled by the first few blows of the hammer after the pieces have 
been put together. Welding should therefore commence at the 
centre of the joint, so that the slag may exude laterally, thus allowing 
clean metallic surfaces to unite outwards. The welding temperature 
of steel, and particularly of the harder varieties, is not high enough 
to melt sand, but a fiux of calcined borax, or better still, a mixture 
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of 4 parts borax, with 1 part sal-ammoniac, is found to give good 
results. It is sometimes stated that a flux is not absolutely neces- 
sary for wrought iron, as it may be safely heated to a temperature 
at which the oxide or scale becomes fluid. Common iron, too, may 
form a flux out of its own impurities, but in any case, a flux greatly 
facilijiates welding. 

^rms of Welded Joint. Three distinct forms of welded joint are 
commonly recognised : (1) the butt-weld (Fig. 378 (a) ), in which 
the two pieces to be joined are simply butted together, the weld 
being between the ends and at right angles to the length of the 
piece ; (2) the scarf or lap weld (Fig. 378 {b ) ), in which the ends 
are prepared so that they may be welded one upon the other, with 
the joint in an inclined direction ; and (3) the V weld or splice 
(Fig. 378 (c) ), in which the ends are first brought to the shape 
of a fork and tongue respectively. In making a butt-weld in the 
ordinary manner by hand, it is not easy to ensure that the two 
pieces are brought together with the necessary pressure, as the blows 
of the hammer cannot well be delivered in a direction at right 
angles to the joint. Under such circumstances, the butt- weld is 
not regarded with favour, being neither so strong nor so reliable as 
the scarf-weld. The difficulty is, however, completely overcome in 
machine welding, whether power or electric, in which case the 
butt joint may prove satisfactory. A good example of a hand- 
power welding machine, made by the Nicholson Tool Company, of 
Newcastle-on-Tyne, is shown in Fig. 379. The work is firmly secured 
in a pair of vices, in such a manner that the joint to be welded rests 
upon the table or anvil in the centre of the machine. Each vice is 
carried upon a vertical rocking lever, pivoted at its lower end, and 
passing through a slot in the upper part of the frame. Immediately 
below the anvU is a shaft upon which is keyed a powerful hand lever 
and also two eccentrics, the latter placed within the frame. The 
eccentrics are coupled up respectively to the rocking levers on which 
the vices are fixed. The arrangement gives a mechanical advantage 
of about 200 to 1, so that, with one man on the lever, it is possible 
to exert a pressure of as much as 20 tons between the two bars held 
in the vices. The machine will weld bars and shafts up to 5 or 
6 inches in diameter, without scarfing or any other preparation. 
The bars, having been raised to a welding heat, are placed in the 
machine as shown in the lower figure, and are immediately gripped 
by the cams. Power is then applied by the lever to squeeze the bars 
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into each other, and while the pressure is on, the outside of the 
weld is closed by hammering, to leave the joint smooth and uniform 
in thickness. 

Scarfing. The method of preparing or shaping the pieces for 
welding is an important matter, as it exercises considerable influence 
in expelling the slag when contact is made. In the lapweld, two 
pieces of flat bar (Fig. 378 (d ) ), might be welded together without 
any preparation by merely overlapping their ends, but the joint 
(Fig. 378 (e) ) would be imperfect, a crack being left on either side, 
where the thick edge of the bar has been forged down. It is evident 
that the ends should be drawn out, but not too thin, as a welding 
heat always causes some loss due to scaling, for which allowance 
must be made. The ends must therefore be upset, and shaped 
slightly convex (Fig. 378(f)), so that when put together the 
junction takes place first at the centre, extending to the edges, and 
forcing out the slag in front. The special tool shown at Fig. 382 (d), 
which has a shank to fit the square hole of the anvil, is a most useful 
appliance for upsetting and scarfing, giving the correct form without 
any trouble whatever. If the scarfing is straight or slightly concave 
(Fig. 378 (ff ) ), a cavity will be formed in which the slag will be 
locked when the edges, which first come in contact, are welded 
together. In welding round bar, the same method must be followed, 
the scarf being shaped as shown in Fig. 378 (A). This is applied in 
chain making, and the various stages in the formation of a link will 
be seen from Fig. 378 (i). Messrs. Brown, Lenox & Co. Ltd., of 
Pontypridd, South Wales, who have a world-wide reputation for 
this class of work, have kindly supplied photographs from which 
Figs. 380 and 381 have been prepared. The former illustrates 
clearly the operation of welding in a link of a large chain cable for a 
battleship. It is interesting to note that a battleship requires 
several hundred fathoms of chain cable, made up of lengths 
121 fathoms each, connected by shackles. The links are made from 
rolled bars, varying from 3 to 3J inches in diameter, which are cut 
to length, scarfed for welding, and bent into shape by special 
machinery. It is then that the human element comes in. It is a 
curious fact that although machinery has been tried, hand-made 
chain, especially of the largest size, is still supreme. In the upper 
view, the chain-maker is seen holding the tongs and swage, and the 
sledge is swung by two men. In addition to the care which must 
be taken to ensure sufficient welding, each link must be made exactly 
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Fig. 380. — ^Welding link of Chain Cable for Battleship. 
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to gauge, as the chain has to work over a capstan. Men able to 
weld efficiently such large chains are few in number, and seem to 
be possessed of an instinct which is often transmitted from father 
to son. The lower figure shows the link completed. To test the 
reliability of each 12J fathom length, three links are selected and 
cut off for testing to destruction by tensile stress. If these three 
links do Dot withstand the specified load, the whole length is 
rejected ; but if the test is satisfactory, the whole length is then 



Fig. 381. — Welding Cham under Steam Hammer. 


subjected to a proof stress of double the working load. Fig. 381 
shows the method of welding chain under the steam hammer, the 
dies for the purpose, and the arrangement for supporting the chain 
as it is produced, being clearly seen. 

Comer and T welds are made in the manner indicated in Fig. 382, 
the scarfing being shown at (a), (b), and (c). 

Split, Fork, or V Weld, or Splice. For heavy work, the split or 
fork (Fig. 378 (j ) ), is regarded as the most secure form of weld, not 
only on account of the greater extent of surface at the joint, but 
also because the hook-like ends of the split are driven down over 
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the bulbed end of the solid piece. The scarfing on the sides of the 
latter should be left rough, in little steps, which is easily done under 
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method to employ when welding tool steel to wrought iron or mild 
steel. 

Butt or “Jump ” Weld. For some purposes, the ends of the 
two pieces are simply butted together, the weld being square 
across at the joint (Fig. 378 (k ) ). The ends are first upset and 
sligLcly rounded, so that the slag may be properly expelled from 
the joint. The welding is effected by striking the ends of the pieces, 
if possible, or by pressing them together in a welding machine. In 
some cases, the pieces need not be removed from the fire, the end 
of one piece being “ held up *’ against a sledge while the other is 
struck with the hammer. After welding, the upset portion is reduced 
to size and finished under the hammer. Wrought iron gas pipe is 
made with a butt weld, as it is cheaper, and no great strength is 
required, but tubes for water or steam, having to carry considerable 
pressure, must be lap-welded at the longitudinal joint. Butt- 
welded pipes cannot be used for bending, as they are particularly 
liable to split when so treated. 

Strength of Welded Joints. A butt-weld is neither so strong nor 
so reliable as a lap-weld, and it is found on testing that a butt-weld 
invariably breaks at the joint, the fracture being largely crystalline, 
A good lap-weld, on the other hand, may possibly be as strong as 
the solid bar, although its elongation and contraction of area will 
always be less. This is explained by the fact that the mechanical 
work put upon the material in making the weld tends to raise its 
ultimate strength at the expense of its ductility. But even when the 
same care has been exercised, and under precisely similar conditions 
of working, the strength of welded joints is found to vary consider- 
ably, and, taking the average, it is not safe to assume that the strength 
of a weld will exceed 75 per cent, of the strength of the solid bar. 

Stud Weld. A modification of the butt-weld is sometimes applied 
in making handrail stanchions or pillars, which have to be provided 
with a flat foot for bolting to a platform or floor. It is difficult to 
ensure that the weld in this case shall be perfect, and it should, in 
fact, be avoided in high-class work. The end of the pillar should 
be upset (Fig. 382 (/) ), so as to resemble a mushroom head or 
flange of as large a diameter as possible. In the centre of the foot, 
an indentation is made with a “ bob punch,” a tool well rounded 
at the end. Both pieces are then raised to a welding heat, the foot 
laid on the anvil, the rounded end of the pillar driven well 
into the hollow by a few blows of the hammer, and the weld com- 
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pleted by working round the flange with the fuller or set hammer. 
In making box-spanners for large nuts, this method of welding is 
also employed. The key is forged as a thick tube (Pig. 382 (g ) ), 
the interior being made hexagonal by means of a drift of the proper 
size. The end of the tube is then scarfed as shown, and a flange 
of the same size as the tube having been forged on the shank, the 
two are jump-welded together, as suggested in the sketch, first 
using the fuller on the top of the flange, and afterwards working 
down the scarf in the bottom swage. 

Shaft Weld. For making a weld in 3 or 4 inch shafting, or for 



Fig. 383. — Shaft Weld and use of pendulum or tup. 


parts subjected to torsional stress, it is sometimes considered 
desirable to assist the weld by combining with it the effect of 
interlocking the ends on the principle of the claw clutch. The 
end of each shaft is heated, and cut along two diameters at right 
angles to a depth of 1^ or 2 inches. Two opposite portions are 
then removed from the end in each case, leaving the shafts ready 
to be fitted together (Fig. 383 (a) ). When this has been done, 
they are raised to a welding heat, and welded together in the fire. 
For this purpose, a tup or pendulum is swung against the end of 
one shaft, a heavy weight being suspended against the end of the 
other. The tup is suspended at the proper height by a chain, and a 
rope is attached to it, so that it may be swung by several men 
(Fig. 383 (b) ). 




CHAPTER XL 


THE SMITHY— SIMPLE EXAMPLES OF FORGING 

It is possible to produce pieces of comparatively complicated 
shape by a combination of the primary operations just described. 
It should, however, be borne in mind that at best forging is neces- 
sarily an expensive process, and it is therefore desirable that the 
designer should restrict himself to the simplest possible forms, 
and avail himself of well-known methods of working, so that the 
cost of production may be brought down to a minimum. In some 
directions, attempts have been made to dispense with smithwork 
altogether, and special automatic machinery is now largely employed 
in producing screws, studs, collared-ended pieces, and similar 
parts, which are turned down from the solid bar at less than the cost 
of the forgings which would first have to be made in the ordinary 
way of working. 

Although, of course, it will not pay to make bolts by hand, the 
process of forging a head on the end of a round shank must be 
regarded as a normal or standard operation in constant requisition, 
involved in the production of many parts, and by no means confined 
to the making of bolts. In the same way, it will be found that the 
everyday work of the smith includes many articles, portions of 
which 8Cre forged in precisely the same manner as the simple examples 
which follow. 

(1) Collared End or Bolt Head. A head may be forged in two 
ways, either by upsetting, or by welding. For bars of small dia- 
meter the first method is generally used, whilst for larger sizes a 
ring is welded on. To upset the head the bar is heated at one end, 
and is jumped up by one or two smart blows of the hammer 
(Fig. 384 (c ) ). It is next dropped through a heading tool, placed 
directly over the square hole in the anvil and the head hammered 
down as in Fig. 384 (d). The piece is then knocked out, and the 
head forged to shape, round or square as the case may be, on the 
anvil, after which, if hexagonal, a second heat is taken, the head 
finished in the “ nut swage ” (Fig. 384 (e ) ), and finally chamfered 
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by the cupping tool (Fig. 384 ( / ) ), using the heading tool as support. 
To make a welded head a ring is first bent on the end of a round bar 
of the proper section, the diameter of the inside of the ring being 
the same as that of the stem. The ends of the ring are scarfed ready 
for welding, and it is then closed upon the stem, which is allowed to 



Fig. 384. — ^Forging a bolt head. 


project through slightly, as in Fig. 385 (a). The two are raised to 
a welding heat, the collar is welded on, and may be forged roughly 
square in the first instance to ensure a sound weld. The bolt is 
then dropped into a heading tool, and the projecting end riveted 
over, after which the head is bfought to shape in a swage, as in the 
case of an upset head. 
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(2) Cock Piece. A small forging to serve as a bearing for a 
spindle is shown in the sketch (Fig. 385 (6) ). This would be made 



Fig, 386, — Simple Examples of Forging, 


from bar somewhat wider than the widest part, and as thick as the 
thickest part of the forging. To begin with two cuts are made 
with the chisel at a distance apart about equal to the diameter of 
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the boss (Fig. 385 (c) ), and are opened out by driving in a fuller, 
as in Fig. 385 (d). The ends are next set down with the set hammer 
Fig. 385 (e) ), and after taking a second heat are forged out square, 
the corners of the boss cut off with the chisel (Fig. 385 ( / ) ), and the 
hole punched. 

(3) Eye End for Tie Rod. Fig. 385 (g), is dealt with in a very 
similar manner, the end being forged separately, and afterwards 



Fig. 386. — Forging Eye End for Tie Rod. 


welded on the rod. A lump of proper size is fullered on both sides 
(Fig. 385 (h ) ), set down as in Fig. 386 (a), and the shank forged 
down square to size on the anvil. The end is then cut off, the eye 
trimmed with the hot chisel, and finished round with side swages 
(Fig. 386 (6) ), the shank flattened and the corne^3 fullered. It is 
then re-heated to swage down the octagonal portion (Fig. 385 (i ) ), 
and the round part at the end of the same size as the tie rod. 

(4) Forging a Boss. Links and levers for engine and machine 
work have usually to be made with bosses at the ends (Fig. 387 (a ) ) 
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A boss may be welded on or may be formed out of solid by drawing 


down (Fig. 388). In either case a 
flat bar, the subsequent process 
of rounding and finishing the boss 
being the same whichever method 
is adopted. For thin bosses or 
faces, washers or collars of the 
proper size could be made and 
welded on the bar in the usual 
way. Deeper bosses may be 
formed by folding over the end 
of the bar to the required thick- 
ness and welding the whole to- 


square lump is first made on a 



gether (Fig. 387 (d) ). Where 
bosses are made of standard 


Fig. 390. — Stamping!: out Boss 
under Steam Hammer. 


sizes, cast iron blocks, similar to 
those shown in Fig. 405 (a), may 
be provided, in which the boss 
may be stamped under the steam 
hammer from the lump obtained 
as above, the end being first 
roughly cut round. If the work 
is done by hand, the boss must 
be worked up with the set 
hammer, first forging off the 
corners (Fig. 389 (a) ), and after- 
wards rounding up with a side 
swage which is slotted for the 
flat part of the link (Fig. 386 (b ) ). 
For finishing the flat part, a set 
hammer rounded out at the 
sides (Fig. 389 (6) ), to fit close 
up to the boss is a great con- 
venience. According to the 
second method of working in 
which the lever is forged out of 







Fig. 391. — Forging Boss under Steam 
Hammer. 


solid, a lump must be taken large enough to make the boss without 
upsetting. The boss may be stamped out under the steam hammer 
either with a steel ring (Fig. 390), or by means of an annular cutter 


or ferrule (Fig. 391 (a) ). The flat part is then forged out under the 
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flat pallets, using sets, if necessary (Fig. 391 (6) and (c) ). The 
square corners left at the end are next cut off with the chisel, and 
the boss finished with side swages as before. To make a boss out 
of solid by hand, a portion is left of full thickness at the end by 
driving in a fuller as in Fig. 388 (a), the remaining part being flatted 
do'^n and drawn out to proper size, proceeding as shown at (6). 
The square end thus obtained as at (c) is subsequently reduced to 
circular form exactly as already described. A round lever or handle 


fell 







Fig. 392. — Forging a hover Handle, or Tap 
Wrench. 


Fig. 393.— Forging a 
largo Kye End. 


with a boss in the centre (Fig. 392 (a) ), as used for tap wrenches, 
etc., is produced in the same manner. A square piece large enough 
to make the boss is fullered as shown in elevation and plan at 
Fig. 392 (6), the ends forged out, and the boss rounded up as before. 

The method of forging a large Eye End under the steam haTnmPT 
is illustrated in Fig. 393. Commencing with a sohd rectangular 
block or lump of suitable size (a), top and bottom fullers are driven 
in from opposite edges at such a distance from one end as to leave 
sufficient material for producing the eye (6), and the portion on 
the left in the figure is drawn down to form the body of the rod or 
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link. The outer and inner corners as at (c) and (d) are next cut off, 
bringing the end to an approximately octagonal form, which is 
reduced still further to the required circular shape under the 
hammer (e). If required of cylindrical form, the body of the rod 
is then rounded and finished to size in swages, and finally the hole 



is punched as at (/). 

(5) Forging a T End. Being easily forged 
and machined, the T end forms an important 
element in machine construction, occurring 
frequently in engine connecting and eccentric 
rods, etc. Commencing with a lump about 
twice as wide as the thickness of the T end. 



Fig. 395. — Forging a forked End from T. 


and somewhat thicker than the diameter or 
thickness of the rod, two deep grooves are 
made with top and bottom fullers, as in 
Fig. 394 (a). The body of the rod is then 
drawn out to proper size as shown by dotted 
^ForgfngT T*EnY.^ Hnes, and the lump left on the end is punched 

and split as at (6). After opening out the 
split as shown in (6), the ends are drawn down to proper size over 
the edge of the anvil with the set hammer or flatter, and are bent 
back to the required form as at (c), any unevenness which may be 
left being pared off with the chisel. The junction with the body of 
the rod must be rounded out with a fuller as in (d). 

(6) Forging a Forked End. This may be done in several ways, 
depending upon the nature of the work for which the forging is 
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Fio. 396. — Forging a Forked End. 


required. A T end may first 
be formed, as explained above 
(Fig. 394 (c ) ), and after being 
forged out straight, the ends 
may be bent round the beak 
of the anvil as indicated in 
Fig. 395, or they may be 
closed down over a block of 
the required shape as shown 
in Fig. 396 (e). This method, 
where circumstances will per- 
mit of its adoption, is pro- 
bably the best which can 
be employed. A boss may 
be required on each jaw of 
the fork (Fig. 396 (a ) ), in 
which case sufiBcient material 
must be left when the lump 
is split down the centre 
(Fig. 396 (b ) ). The corner left 
by the punch should be cut 
away, and the split opened 
by driving in a fuller until 
the ends will pass over the 
beak of the anvil. The jaws 
are then opened out straight 
by using a fuller on the 
shoulders (Fig. 396 (c) ), and 
the bosses formed as shown 
in Fig. 396 (d). The jaws 
are finally set on a block of 
the proper size and shape as 
above (Fig. 396 {e ) ). The 
forging for a small eccentric 
rod is sometimes made by 
welding a flat foot upon the 
flat rod (Fig. 397), but this 
cannot be regarded as satis- 
factory practice, the weld 
being an awkward one to 
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make properly. All such details should be forged out of solid, and, 
if necessary, welded on to the stem afterwards, nothing in the 
nature of a butt-weld being permitted in engine work. A fork- 



ended connecting rod is forged solid as in Fig. 398, the gap between 
the jaws, shown section lined, being cut out in machining. Although 
the forging is much simplified, to produce a fork in this way is a 



Fig. 398.— Forked End cut out of Solid. 




costly matter, on account of the expense of machining. A forked 
end is sometimes made by welding the fork on the rod over a tool 
in the anvil, in the manner shown in Fig. 399. This is, however, 
very objectionable, and should not be permitted in high-class 
work. The form of forked end used for structural steel work 
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(Fig. 400) is made by forging the two sides separately and then 
welding them together, the fork being finally set on a block. 



Fig. 400. — For^iing Forked 
End for Structural Work. 


The forked end is subsequently welded 
on the tie rod for which it is in- 
tended. 

(7) Forging a Hook. Two forms 
of hook are in common use, viz., the 
chain hook which is forged with an 
eye (Fig. 401), and the crane or 
hoisting hook, which has a screwed 
shank (Fig. 402 (c) ), for attachment 
to the block of a crane. In the first 
case, the eye should be forged to 
begin with, by up-setting the end of a 
bar of a section sufficient to form the 
body of the hook, fullering a groove 


to give the neck, and rounding to shape on the edge of the anvil. 


The hole is then punched, drifted out to size, and the corners 
rounded out over tlie beak of the 


anvil. The eye may also be formed 
by welding as at Fig. 401 (a), but 
this is very objectionable. Whilst 
still straight, the body is next 
forged to correct shape, taking 
measurements of the length by 
means of a piece of wire 
(Fig. 402 {a ) ). The neck is then 
heated, and holding the eye in a 
vice, is bent as nearly as possible 
to the required curve by means of 
a pipe placed over the end to act 
as a lever. The body is next bent 
over a large swage block, and after 
setting down ” in a special tool 
(Fig. 402 (6) ), is finished over the 
beak of the anvil, or on a saddle- 



Fia. 401. — Forging a Chain Hook. 


shaped block of the proper form, which fits in the square hole of 


the anvil (Fig. 402 (c) ). For hooks forged in the ordinary way. 


best iron is undoubtedly the best material, but large quantities of 


soft steel crane hooks are now made by drop forging, and 
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have proved satisfactory in every way. A good oranA hook 
should carry four or five times the working load without 






Fig. 402. — Forging a Crane Hook. 


permanent set, and should bear straightening out cold in 
the testing machine without showing any sign of fracture 
(Fig. 403). 
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1 IG. 40.5 — Cianc Hooks and Results of Tests 


(8) Forging an Eyebolt. A bar of round iron of the size required 
IS bent to the shape of the eye, with the ends closed together in a 
swage as shown in Fig 404, and the scarf prepared by jumping up 

both ends. The bar to form the 



Fig 404. — Forging an Eyebolt . 


shank, which is usually somewhat 
larger m diameter, is likewise 
scarfed as shown. The ends of 
the ring are welded together, and 
the shank welded on simul- 
taneously at one and the same 
heat. If the bolt is to be made 
with a collar, a ring bent from 
square bar with the ends scarfed, 
is welded on to the shank and the 
ends welded together at one 
operation. A better method, by 
which the welds may be avoided, 
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is to draw down the shank from a bar of larger section, leaving a 
lump on the end which is worked into a spherical shape between 
dies under the steam hammer (Fig. 405 (a) ). The ball is then 



Fig. 405. -Foi^?ing Eyebolt under Steam Hammer. 


flattened out with the flatter (Fig. 405 ( 5 ) ), and the hole punched. 
As both operations are liable to cause the iron to split they 
must be conducted at a welding heat. For the same reason the hole 



Fig. 406. — Die for Punching Hole in Eyebolt. 


must be punched right through in a die of the proper shape 
(Fig. 406 (a) ), so as to support the eye on the outside and prevent 
any bursting tendency. The inside of the hole is rounded out by 
means of a tool like a punch, which is put through first from one 
side and then from the other, using the same die as before. This is 
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practically the method employed in making eye- 
bolts by drop forging, to be described later. The 
best possible way of making a collared eyebolt by 
hand is to forge out of solid from a bar of about 
I inch larger in diameter than the collar, drawing 
down the shank, and fullering and setting down 
the eye, which is then finished as above. Occa- 
sionally an extra large eye is required, when the 
eye portion should be forged longer, and split by 
punching two holes and cutting from one to the 
other as in 


Fig 407.-Forg- Yig, 407. The 
ing Large Eyebolt. , ? . , 


opened out on a drift, and the 
eye rounded inside and out on 
the beak of the anvil. 


(9) Forging a Hoop. It is 

usually accounted a good test 
of workmanship to make a ring 



or hoop accurately, the proper 
allowance for scarfing constitut- 
ing a difiSculty requiring some 



skill and experience. The 
length of circumference -f 
allowance for welding having 
been cut off from a bar of the 
proper section, the ends are 
scarfed, practically in the same 
manner as when welding straight 



pieces. For sections up to about 
1 inch thick the lap weld will 
suffice (Fig. 408 (a) ) ; for a 



thickness of, say, 2 inches the 
fork weld is preferable 
(Fig. 408 (6) ) ; whilst for broad 
and comparatively thin bar, 



such as used for cart tyres, the 
split weld (Fig. 408 {d ) ), should 
be used. A method of welding 
a large hoop preferred by most 



PlQ. 408. — ^Forging a Hoop. 
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smiths, especially if of stiff or approximately square section, is to 
“ vee both ends about halfway across, and to weld in a ‘‘ glut ’’ 
of proper size to fill the V, as shown in Fig. 408 (c). After scarfing 
the ends, the whole piece is heated, and may be most conveniently 
bent to shape in a set of bending rolls, or, failing that, roimd a cast- 



iron blocking ring on the bending table (Fig. 409). To bring the 
bar into close contact with the block, a lever with two prongs, as 
at (a), used in the manner shown, proves very effective. After 
bendhig, the ends are raised to a welding heat, and welded just 
on the inside on the face of the anvil, and afterwards on the outside 
over the beak. The ring will now be more or less distorted, and 
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must next be made truly circular, or “ rounded,’’ by driving it over 
a cast-iron cone (Fig. 410), and finally levelled on a block of cast iron 
or on the bending table. 

Weldless rings are made by first forging a flat disc, through the 
centre of which is punched a hole large enough to go over the 
beak of the anvil. The punched disc is then gradually forged into 
a ring, and the diameter may be still further increased if necessary, 
by forging on a mandrel, making use of the appliance shown in 
Fig. 411, which is especially suitable when working with a steam 
hammer. The ring is put upon a mandrel somewhat less in diameter 
than the hole in the ring, and the mandrel is supported on a rest 
made from flat bar bent into a U shape, and placed directly upon 



Fig. 410. — Con© for Rounding 
Hoop Forging. 



Fig. 411. — Forging Weldless Ring. 


the anvil. The ring, which is constantly turned upon the mandrel 
by the tongs, is hammered out on the top, and is thus subjected to 
a drawing-down action, which reduces the section, and therefore 
increases the circumference. This is, in fact, the principle of the 
method originally introduced by the late Mr. John Ramsbottom, 
of Crewe, for making weldless tjres for railway purposes, suitable 
tools being fixed to the tup and anvil block of the steam hammer, 
as illustrated in Fig. 412, (a), (6) and (c). The solid “ t 3 rre bloom ” 
(Fig. 413 (a) ), in the form of a flat disc about 20. inches diameter 
and 9 or 10 inches thick, is first punched under the steam hammer 
to form a thick ring (Fig. 413 (6) ). It is then hammered down in 
thickness until the diameter reaches about 30 inches, with a hole 
10 or 12 inches diameter in the centre (Fig. 413 (c) ). The next 
operation is that of hammering out the bloom edgewise to enlarge 
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the hole in the centre, which is done upon the “ beak ” of the anvil 
(Fig. 412 (o) and (ft) ), the bloom being rotated vertically between 
consecutive blow by means of a pinch bar suspended by chain, as 
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I 



I i 

Fig. 414. — Tyre Rolling Mill, 


shown. The ring is next laid flat on the top of the anvil, and 
hammered all round to correct any spreading produced on the 
beak. The diameter is now about 34 inches outside, and 19 inches 
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inside (Fig. 413 (d) ), when the ring is ready for fiijishing on the 
tyre rolling mill, shown diagrammatically in Fig. 414. The thick 
ring of trapezoidal section is placed on the table of the machine 
between two rolls, the inner one of which, a, bears against the 
inside of the tyre and is of cylindrical form, while the outer roll, 6, 



1 

1 


iJ 

! 1 



_• i 1 


I I 

Fig. 416. — ^Forging Bridle for Locomotive Slide Valve. 


is grooved to correspond with the desired section of the tyre. Usually 
two grooves are provided, one for roughing and the other for 
finishing, as shown. The two rolls are separated to introduce the 
ring, e, when roll, 6, is set in motion, and at the same time is moved 
gradually forward in its bearings by a hydraulic ram. As the ring 
revolves its section is thus reduced, the diameter, of course, being 
increased in consequence. Two rollers, c, and d, serve to guide 
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the tyre and preserve the truly circular form. The finished tyre is 
shown at Fig. 413 (e). 

A Slide Valve Bridle or Buckle, (Fig. 416 (a ) ), is not forged from 
solid, but is made by welding. A T -end is forged upon each of the 
round rods by the method already described (Fig. 415 (5) ). The 
side portions are then bent to shape, as shown dotted, by the aid 



Fig. 416. — Bending an Angle Knee 
or Bracket. 


of a special tool, and the ends 
scarfed for welding (Fig. 415 (c) ). 
The spindle end is afterwards 
welded on, and the whole set to 
template. 

Angle Smithing. The bending 
of rolled sections, welding of 
angle rings, etc., as required in 
boiler making and bridgework, 
forms a special branch of the 
trade. Although the hydraulic 
! flanging press is now largely 
used for such work, a consider- 
able number of the smaller 
pieces, and those of special 
shape, remain to be done by 
hand. The hearth employed by 
the angle smith is perfectly 
open, with a clear space all 
round, so that pieces of any 
length and shape may be handled 
without difficulty. To bend or 
crank a knee or bracket of angle 
section (Fig. 416 (a) ), a cast- 
iron block of the proper size and 
shape, fitted with some simple 
means for clamping the bar, 


must be provided. Should only one or two pieces of the same 
pattern be required, it will prove most economical to make a block 
for this, or any similar kind of work. A very convenient style of 
block is shown in Fig. 416 (6). The angle is heated at the bend, and 
one end clamped to the block, the other end being gradually drawn 


up to the second fastening, as shown. As the angle iron is bent, it 
will be found that the top flange will tend to pucker up on the 
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- 90 ° 

(b) 


Fia. 417. — Bending a Square Comer in 
L Section. 


inside of the bend, which must be prevented by a few blows with 
the sledge, as required. The second clamp having been secured, 
any remaining irregularity at the corner is taken out by means of 
the flatter. In some instances, a square corner (Fig. 417 (a) ) is 
desirable, which can only 
be obtained by cutting out 
a piece and welding up 
again, thus adding con- 
siderably to the cost. The 
position of the corner is 
marked upon the bar to 
be bent, and an angle of 
46° is set off to each side, 
as in Fig. 417 (6), by nicking with a cold chisel. The corner is then 
heated, and the small piece section-lined cut out with the hot 
chisel, after which the edges are scarfed, and the angle iron bent 
on a block of the proper size, on which it is also welded. Sometimes 
the weld is made with a “ glut,’' or small piece of bar iron, heated 
separately, and welded into the corner ^o supply any possible 
deficiency of material. 

Where a curved form 
(Fig. 418) is required, a glut 
is welded in, and afterwards 
cut to shape with the hot 
chisel. It is sometimes 
necessary to make a weld in 
angle or tee iron, and for this 
purpose also the smith should 
be provided with cast-iron 
blocks of the proper form. 

Taking one piece, the flange 
is cut through at the root, 
and bent back, the end of 
the web portion being 
scarfed as usual for a lap 

weld (Fig. 419 (a) ). The end of the other piece is scarfed as shown 
at Fig. 419 (6). This figure, it will be seen, applies to both angle 
and tee iron. The two web portions are then welded together on a 
raised block to allow for depth of flange (Fig. 419 (c) ), and the 
flange is then turned down and welded at a second heat. 




/ 

/ 


1 


1 



Fig. 418 -Welded Corner in L Section. 
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Fig. 419. — Weld in L or T Section. 
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In the preceding examples, it has been assumed that the various 
operations would be performed mainly by hand with the assistance 
of a small steam or power hammer of the type usually found in the 
smithy. In the remaining examples the work is done entirely under 





Fig. 420. — Stages in Forging a Crankshaft. 


the steam hammer, which must also be of the heavier or forge 
pattern. 

Forging a Crankshaft. The material now almost invariably 
employed for a crankshaft is steel, and the general practice is 
to forge out of solid by drawing down from a slab. The block 
forming the crank webs and the space between them is thus left 
solid, the gap being cut out in the machine shop. The forging 
will therefore appear as in Fig. 420 (d). A row of holes is drilled 
near the crankpin, and saw cuts taken down the sides of the cheeks 
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for the purpose of removing the gap as in Fig. 420 (e). The same 
method of working is adopted for a double-throw crankshaft with 
cranks at right angles. The part between the sweeps is removed 
by cutters, and after the centre portion of the shaft has been roughly 
rounded, it is re-heated, and twisted to bring the cranks at right 
angles. The shaft and the crankpins are sometimes rough turned 
before the twisting takes place. To twist a double-throw crank- 
shaft, the “ following ” crank is held in place upon the anvil by 
lowering the hammer upon it. A large spanner is then attached to 
the leading ” crank, by which it may be pulled round at right 
angles. Commencing with the slab (Fig. 420 (a) ), a cut is made 
with the chisel at each side of the web, and a fuller, shaped as shown, 
is driven in to open out the groove (Fig. 420 (6) ). A fuller of this 
shape is adopted to force the end well away from, the vertical side 
of the web, in order to avoid a ‘‘ cold shut” in drawing down. The 
end portions to form the shaft are next set down, and the shoulder 
on each side of the web may be squared up by means of a steel 
block or set (Fig. 420 (c) ). The ends are then forged out round, 
and finished between swages (Fig. 420 (d ) ). The finished crank- 
shaft after machining is shown in Fig. 420 ( / ) ). 

The crankshafts for motor car engines are produced from a flat 
slab (Fig. 421 {a ) ), by drilling and cutting out the sweeps between 
the webs, as shown at (6) and (c), the appearance of the finished 
article, which is intended for a four-cylinder engine, being indicated 
at (d). More recently, forgings of the proper shape have been made 
by stamping between dies of the required form under the steam 
hammer, greatly reducing the cost of manufacture. The material 
used is a special alloy steel, such as nickel-chrome, or chrome- 
vanadium, which possesses great resistance to shock and fatigue. 

The Bent Granlc, so much used for portable engines, is produced 
entirely from a round bar, preferably of best iron, which by blows 
of a powerful steam hammer is gradually squeezed into cast-iron 
blocks resembling dies used for stamping (Fig. 422). The blocks 
are jointed on the centre line of the crank, as shown. Crankshafts 
made by this process are open to the objection that the crank portion 
is excessively wide, the circular section taking up much more space 
than the web of rectangular form. On the other hand, the fibre of 
the iron follows the direction of the required shape, instead of being 
cut through at right angles by slotting the webs out of solid. 

Forging a Connecting Rod. This constitutes another instance of 
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dtawing down between shoulders formed by fullering. A connect- 
ing rod (Fig. 423 (a) ), whether with solid or T ends, is forged from 
the solid, the first step being to fuller the slab on both sides at each 



ib) 





Fig. 423. — Forging a Connecting Rod. 

end, as in Fig. 423 (6), using the same fuller as described for the 
crankshaft, with a second and similar tool immediately below (see 
Fig. 420 (h ) ). The material between the grooves is then drawn 
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down to the proper size, using sets to clear the end portions, if 
necessary (Fig. 423 (c) ), and the round rod is finally finished between 
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Fig. 424. — Forging 13ig End Strap f or Connec ting Rod. 

swages, the taper or bellied form being^given, as in Fig. 423 (d). As 
will be seen, the swages are canted by inserting a piece of steel 
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packing placed square across and flush with the end, or a piece of 
ordinary flat bar may be laid across the end with the same result. 

Forging Big End Strap for Connecting Rod. The following 
interesting example illustrates the methl^d of forging the big end 
strap of a locomotive connecting rod, shown in Fig. 424 (a) in its 
finished state. 'It is made from a bloom, which in the first place is 
drawn down to the shape shown in full lines in Fig. 424 (6). The 
deep end is then set down by the tool shown to leave the oil cup, and 
the knees are set in with a fuller, as in dotted lines. This is done 
to provide the necessary thickness for the corners in bending, on 
the principle explained at p. 572. The strap (Fig. 424 (c) ), is now 
ready for bending, which is performed in the cast-iron block shown 
in Fig. 424 (d). At the bottom of the recess is placed a small curved 
plate, resting upon a block, the underside of which is tapered at the 
ends. The use of the plate ensures well rounded corners, with 
plenty of metal for working up afterwards. The strap is liable to 
become wedged in the block during the process of bending, and may 
be released by driving a couple of keys beneath the tapered support. 
A few blows of the hammer upon the end of the rectangular block 
transmitted through a making up piece, if necessary, are sufficient 
to bring the strap to the required shape. 



CHAPTER XLI 


THE FORGE AND ITS EQUIPMENT 

It is not possible to lay down any definite distinction between 
the work of the smithy and the forge. As a general rule, it may 
be said that the forge is attached to, and forms a part of, the works 
where the material itself, whether iron or steel, is actually manu- 
factured. Most engineers, therefore, obtain their heavy forgings 
direct from the steelmakers, and these forgings are frequently 
supplied rough turned to save cost of carriage, and to enable the 
maker to satisfy himseH that the forging is free from any flaws or 
defects before leaving the works. In many cases, the rough forgings 
prepared in the forge are subsequently finished in the smithy, the 
province of which is to deal with the lighter and more exact descrip- 
tions of work. A great endeavour is constantly being made, by 
resorting to the use of special tools, and of dies for stamping, by 
the employment of steel castings, and by machining parts out of 
the solid, to reduce the work of the smith to an absolute minimum. 

Forge Hammer. The requirements of the forge necessitate the 
use of several different sizes of steam hammer, in order that each 
may not be called upon to deal with anything beyond its power. 
It is well known that with a hammer too light for its work, great 
danger of “ piping ” in the centre results from the “ flow ” of the 
metal taking place only on the outside. It has already been 
explained that on account of the resistance to sudden impact due 
to the inertia of the mass, the effect of the blow is largely expended 
on the exterior of the forging, penetrating only very slightly to the 
centre. The sizes of hammer in common use are about 6, 10, and 
16 tons, anything larger than the latter being now rarely met with. 
For large and massive steel forgings, the slowly applied and powerful 
pressure of the hydraulic forging press has practically superseded 
the steam hammer. A very convenient type of forge hammer, 
(Fig. 425), with standards of cast steel, the tup, etc., weighing 
6 tons, is particularly suitable for heavy work. Although ease of 
manipulation and convenience in working must continue to be of 
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primary importance, much attention has recently been given to the 
reduction of steam consumption. A serious loss in the working of 
a hammer may occur during the latter ]Kp^t of the stroke when the 
piston is travelling at such a velocity that the pressure in the 
cylinder at the moment of striking the blow may actually fall below 
the supply pressure. A quantity of steam is therefore wasted in 
merely filling up the cylinder to a pressure equal to that of the 



Fig. 425. — 0-ton Forge Hammer for Heavy Work. 

supply. To remedy this defect, the special arrangement of valve 
gear shown in Fig. 426 is employed, which gives a sharp automatic 
cut-off at that point in the stroke calculated to produce the best 
results. The action of the gear is somewhat similar to that illustrated 
in Fig. 364. When the tup rises to the top of the stroke, the pin, 
G, moves the tripper, F, with its lever, H, and through the rod, E, 
the Corliss cut-off valve, B, into the position shown in Fig. 427 (c). 
This causes the port C to open to full pressure, which is always 
maintained in D when the stop valve is open. On raising the 
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working valve, A, steam is admitted through the port, J, to the 
upper side of the piston for striking the blow. As the tup descends, 
the pin, G, moves the t|j|)per lever, F, and Corliss valve, B, to 
the position shown in Fig. 427 (a). When the tup has fallen about 
half-stroke, steam is automatically cut off, and no more can be 
adniitted unless the working valve. A, is raised to the position for 
“ holding down,” as shown in Fig. 427 (6). The travel of the hand 



lever, L, for ordinary working is regulated by the stop pin, M, catch- 
ing the spring, N. For holding down, the pin on the hand lever 
depresses and moves over the spring. Fig 427 {d) shows position 
of working valve, A, for holding up.” 

The author is indebted to Messrs. B. and S. Massey, Ltd., of 
Manchester, for the interesting illustration (Fig. 428) of a view in 
a forge, showing the arch form steam hammer usually employed, 
the heating furnace, and the crane for transporting the work from 
the furnace to the hammer. The hammer is provided with Messrs. 
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Massey’s patent valve gear (Fig. 429), by which, it is claimed, an 
economy in steam consumption of from 30 to 40 per cent, may be 



effected. Suppose the valve to be placed in the position (c), steam 
is admitted to the underside of the piston, and the top of the 
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cylinder is opened to exhaust. The hammer then rises, and in so 
doing automatically rotates the valve, the roller on the end of the 
bell-crank lever seen in (^running m an inclined groove at the side 
of the tup (a), to give t* required movement. This cuts off the 
steam and closes the exhaust port. The steam below the piston 




Fiq. 428. — View in Forge. 

thus acts expansively for the remainder of the stroke, and the 
compression above the piston brings the hammer safely to rest. 
Very fine bye-passes are arranged (d), so that when the hammer is at 
the top of its stroke just sufficient steam is admitted below the piston 
to keep it suspended. On moving the valve into position (e), the 
bottom of the cylinder is opened to exhaust, and steam is admitted 
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above the piston for striking the blow. As the tup descends, the 
valve is rotated back again, until at half-stroke steam is entirely 
cut ofE, as in (/), and acts expansivelj|^or the remainder of the 



Via 429 — Automatic Cut off Geai for Foigc Hammer 


stroke. For holding down, supplementary ports are provided, 
which come into operation when the hand lever is depressed a little 
below mid position. A longer travel given to the valve closes these 
ports for ordinary working. 

Forging Press. The jar due to the blow of a heavy steam hammer 
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is the cause of frequent breakage of parts, and of considerable wear 
and tear, not only of the hammer itself, but also of cranes and the 
rest of the plant, and the excessive vibration is most destructive to 
the roof and building, anS damaging to the surrounding property. 
It has been found that the limit for economical working is reached 

with a hammer of about 12 tons, beyond 
which the cost of depreciation and 
repairs becomes very serious, and for 
this reason alone, very large hammers 
have always been failures. The effect 
of a heavy blow is almost entirely con- 
fined to the surface, and does not pene- 
trate into the interior of the forging. 
Hence the hydraulic forging press, first 
introduced, in 1861, by John Haswell, 
engineer of the Austrian State Kailways, 
has now displaced the steam hammer 
for the production of heavy forgings. In 
place of the short, sharp blows of the 
hammer, which tend to spread the metal 
on the outside only, hydrauhc pressure 
may be maintained undiminished and 
without shock for any required length of 
time, the effect being thus transmitted 
to the innermost portion of the work. 
At the same time, all losses due to 
jarring and vibration are entirely avoided 
and the great expense of heavy founda- 
tions is saved. The difference between 
the action of the hammer and the press 
is well shown in the sketch (Fig. 430). 

Fig. 430.-Action of Sk-am ^hc action of the hammer is to produce 
Hammer and Forging Pi OSS. radial compressions at opposite points 
round the circumference of the work 
operated on, as shown in Fig. 430 {a). These radial compressions 
are resolved into diagonally acting forces diverging from the points 
of application on the faces of the hammer and anvil respectively. 
The combination of the two sets of diagonal components produces 
diametrically opposite forces, acting through the centre of the mass 
at right angles to the original pressure. The denser metal on the 
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outside thus bulges laterally, while the weaker portion at the centre 
tends to rupture under the action of the forces applied, across all 
diameters brought in succession into a horizontal position by the 
rotation of the work. This ruptured ceiftre is not found in heavy 
press forging, where V-shaped anvils are used for making round 
shafts, the result being to produce as nearly as possible equal 
pressure radially through the centre of the piece, as seen at (b). 
When making a steel bloom, say for a crankshaft, the result of 
cogging down a large ingot under the hammer, or by rolling, is 
seen at (c), the shape of the end being due to the drawing of the 
metal on the outside while the interior receives far less treatment. 
If cogged down under a press, the end of the bloom is of convex 
form, as at (d), proving that the force exerted is transmitted quite 
to the interior. When first employed, the slow working of the press 
was found to be a disadvantage, but the difficulty has been over- 
come, and even in the larger sizes, a rate of 40 strokes per minute is 
now possible. Several types of forging press are in use, viz. : 
(1) Worldng with water pressure supplied direct from a pump. 
With this system, high-pressure water must be used for making 
adjustments, with consequent loss in efficiency, and the pump, 
having to pick up at any time, must be of the direct-acting or 
duplex type, which is notoriously wasteful in steam consumption. 
As the pressure has to be pumped up afresh for each stroke of the 
press, the action is necessarily very slow. The only advantage 
possessed by this system is that the first cost of the installation is 
low. (2) Working with water pressure derived from an accumulator. 
In this case, the pump runs continuously, work being stored up 
in the accumulator until required by the press. The pump may 
therefore be of the most economical pattern as regards steam con- 
sumption, or may be driven by belt or electric motor, as most 
convenient. A smaller size of pump will also suffice, and as the 
full water pressure is at all times heady for use, the press maybe 
worked at a much higher rate, up to 40 or 50 strokes per minute. 
As in the first system, the “ clearance part ’’ of the stroke has to 
be made and all adjustments effected by using high-pressure water, 
which much increases the cost of working. (3) Using low-pressure 
water at a pressure of about 60 lb. per square inch for filling up 
and adjusting, the tup being raised by steam pressure, and a steam 
intensifier being employed for giving the actual squeeze. In this 
system, which has been adopted by Messrs. Davy Brothers, Ltd., 
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of Sheffield, Messis. Fielding and Platt, of Gloucester, and others, 
no pumping engines are required. As, however, in forging, the 
maximum pressure must always be available at the end of the stroke, 
it is not possible to work Hie steam expansively in the intensifier. 



The steam consumption is therefore relatively very high, probably 
exceeding that of the steam hammer. On the other hand, the press 
is simple in construction, and is very easily operated at a high rate 
of speed. (4) Working with water pressure from an accumulator 
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for adjusting movements, the actual squeeze being given by a steam 
intensifier. This principle has been very successfully applied in 
many presses of the largest size. 

A type of press, operated by means of steam hydraulic intensifier, 
of which a number have been made by Messrs. Davy Brothers, 
Ltd , of Shefiield, is illustrated in Figs. 433 and 434, the various 
parts in a position of rest being shown diagrammatically in Fig. 431 , 
and an enlarged view of the “ handing lever ’’ and valves in Fig. 432. 
At 1 is the anvil or bed die ; 2 is the press head ; 3 the main hydraulic 
ram carrying the press head, and working in the main cylinder 4 ; 
in the lifting cylinders 5, 5, work pistons 6, G, coupled by rods 7, 7, 
to the press head 2 ; 8 is the steam intensifier piston working in the 
cylinder 9, and having a piston rod 10, which forms the hydrauhc 
ram 11, of the intensifier ; 12 is the cylinder in which the liydraulic 
ram works, and which by the pipe 13, is connected with the main 
cylinder 4. Steam from the boiler entering at IG, is admitted to the 
underside of the intensifier piston 8, by the double-beat valve 14, 
a similar valve 15, regulating the exhaust. The supply and exhaust 
of steam to and from the lifting cylinders 5, 5, are controlled by a 
piston valve 21, working in a chamber which communicates by 
means of the passage 23, with the steam space of the valve 14, and 
through the pipes 24 and 25, with the lower ends of the lifting 
cylinders. The exhaust passages 26 and 27, lead into the main 
exhaust pipe 28. The air vessel 29, is connected by the branch 
pipe 30, to the hydraulic high pressure pipe 13, through the valve 31, 
which under normal conditions is held closed by the pressure in 
the pipe 13. When the rams 3 and 11, descend by their own weight, 
they tend to create a partial vacuum in the hydraulic high-pressure 
system, and the valve 31, opens automatically under the pressure 
of the air vessel 29, so as to allow the pipe 13, and cylinders 4 and 12, 
to become filled with low-pressure water. The air vessel is kept 
charged at a pressure of about 60 lb. per square inch by a separate 
pump. When the system is full of water, and the ram 3, is to be 
raised preparatory to making a working stroke, the valve 31, is 
opened positively to allow water to be returned to the air vessel. 
This is effected by admitting water pressure to the underside of the 
piston 33, which is coupled to the valve 31. The admission and 
exhaust of this pressure is controlled by a slide valve 34 (Fig. 432), 
the movement of which is effected at the proper time through the 
tappet 41, coming in contact with the arm 43 of the handing lever 40. 
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The latter has three arms, one of the shorter of which, 43, is coupled 
up to the mechanism for working the intensifier valves 14 and 15, 
and the other arm 44, gives motion to the piston valve 21, apper- 
taining to the lifting cylinders. The intensifier valves 14 and 15, 
are actuated by the automatic hunting gear,’’ the object of which 
is to cut off the supply of steam to the cylinder 9, at a point in the* 
stroke of the piston 8, corresponding to the angular position to 
which the handing lever is moved, thus limiting the movement of 
the intensifier piston in the upward or active direction to the 
amount required to give either long or short strokes as may be 
desired in working the press. A bar 56 (Fig. 431) extends obliquely 
alongside the intensifier ram 11, and is supported at 58 and 59, on 
bell-crank levers 62 and 63, which turn on fixed centres 60 and 61. 
The bar is moved transversely to its length by the roller 57, mounted 
upon the ram 11, and is maintained in the normal position by the 
counterweight 65. The arm 62, of the lower bell-crank lever is 
coupled by a link 54, to the ‘‘ floating lever ” 53, of the differential 
gear. (See also Fig. 432.) Suppose now the handing lever 40, is 
moved to the left, or into the position assumed when the press head 
is performing a working stroke. The end of the link 54, is for the 
time being virtually the fulcrum of the lever 53. Hence 51 is 
depressed, and the lever 49, opens the steam valve 14, admitting 
steam to the underside of the intensifier piston 8, which therefore 
commences its upward stroke. The action of the roller 57 (Fig. 431) 
draws in the upper end of the bar 56, which through the bell-crank 
lever 62, lifts up the link 54. The end of the arm 43 (Fig. 432), of 
the handing lever, being at rest, has now become the fulcrum, and 
the upward motion of the link 54, is imparted to the floating lever 
53, and by the link 51, to the valve lever 49, causing the valve to 
close when the piston 8, has performed the same fraction of its full 
working stroke as corresponds to the angular displacement of the 
handing lever. The piston valve which admits steam to the lifting 
cyhnders is normally disconnected from the handing lever, and 
rests by gravity on a stop 66, in such a position as to admit steam 
to the underside of the lifting pistons 6, 6. To cut off the steam 
supply and open the lifting cylinders to exhaust, the handing lever 
must first be moved towards the right, to pick up the trip mechanism 
by which the valve 21, is raised. The plunger 67, which is per- 
manently coupled to the lever arm 44, slides in a socket 68, per- 
manently attached to the spindle 69, of the valve 21. The two 
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parts 67 and 68, are caused to engage and disengage with each other 
automatically by means of a bolt 70, which is pressed inwards by 
the spring 71 , and enters a notch 72, cut in the side of the plunger 67 . 
When engagement has taken place, the valve 21, will participate 
in the upward movement of the arm 44, until the socket 68, has 
been raised so as to cause the lever 73, to strike the fixed stop 74, 
when the bolt 70, will be withdrawn from the notch 72, and the 
socket 68, together with the valve 21, will be free to fall, the latter 
returning to its normal position on the seat 66. With the parts 
in the position shown in the figures, and the handing lever in its 
mid or neutral position 40 (a), both main and intensifier rams 3 and 
11, resting at the bottom of the stroke, the hydraulic cylinders 4 
and 12, and connecting pipe 13, are full of water, and consequently 
so long as valve 31 remains closed, no upward movement of the 
ram can result from steam pressure on the pistons 5, 5. To set the 
press in operation, water must first be exhausted from the cylinder 4, 
by opening the valve 31, which is effected by moving the handing 
lever towards the right into position 40 (6), when the arm 43, of 
the lever strikes the tappet 41, as above described. The lifting 
pistons then raise the main ram 3, and press head 2, sufficiently 
to accommodate the work on the anvil 1. If now it is desired to 
work the press with short and rapid strokes, a permanent cushion 
of live steam is required beneath the pistons 6, 6, and exhaustion 
of the cylinders 5, 5, is therefore not necessary. The handing lever 
is moved directly back from 40 (b), to some point (depending on 
the length of stroke required), to the left of its neutral position 40 (a), 
between which and the extreme left-hand position 40 (c), it may then 
be oscillated to and fro. This will cause the ram 3, to be driven 
down repeatedly and rapidly in opposition to the steam pressure 
on the pistons 6, 6, by which it is promptly raised at each reversal 
of the handing lever. If, however, it is desired to work the press 
with long and relatively slow strokes, it is necessary to exhaust 
the lifting cylinders 5, 5 to allow the press head to drop, and to 
re-admit steam to them slightly before the end of the pressing 
stroke in readiness for raising the ram promptly the moment 
reversal of the stroke of the press head is required. To effect this, 
the handing lever must be moved beyond the position 40 (6), towards 
the right, until on arriving at 40 (d), the trip gear 70, engages. The 
handing lever is now reversed, causing valve 21 to rise, and on 
reaching position 40 (e), steam is cut off from the lifting cylinders. 
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vrhich will also then begin to exhaust. Hence the press head, 
having thus been raised to the desired extent, will descend by 





Eig. 433 .— 600 -ton High Speed Forging Press. 

gravity, drawing water from the air vessel to fill up the hydraulic 
high-pressure system. Continued movement of the handing lever 
towards the left opens the valve 21 fully to exhaust during the idle 
descent of the press head, but on reaching the position 40 (/), 
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the bell-crank lever strikes the stop 74, the trip gear is disengaged, 
and the valve 21 falls, closing the lifting cylinders to exhaust, and 
again admitting steam beneath the pistons 6, 6. Thus the remainder 



of the working stroke is performed against a cushion of steam during 
the time taken by the lever to move from 40 (/) to 40 (c). On the 
completion of a long workmg stroke, the handing lever must be 
returned to the left-hand side of its neutral position, to open the 
intensifier exhaust steam valve 15. Before another long stroke is 


Fio. 434. — 4000 ton draulic Forging Press at Messrs A lokers’ Ri\ er Don Works, Sheffield 
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commenced, the handing lever is moved to the extreme right-hand 
position 40 (d), after which the entire cycle of operations above 
described is repeated. To bring the parts to the position of rest, 
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as in the figures, the handing lever must first be moved into the 
position 40 (rf), and then brought to and left in the neutral posi- 
tion 40 (a). It will thus be seen that all the movements of the press 
are obtained by means of one handing lever only, which is a very 
important advantage, much simplifying the driving, and increasing 
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the speed of working. In a 1,200-ton press, the movement of press 
head per stroke of intensifier may be varied from zero up to 6 inches, 
and the speed of short strokes may reach 100 per minute. A 
hydraulic pressure of 2J tons per square inch is employed, the 
working pressure of steam being 150 lb. per square inch: Fig. 433 
is taken from a photograph of the 500-ton high-speed forging press 
here described. A 4,000-ton press on this system has been erected 
by Messrs. Davy Brothers at the Eiver Don Works, Sheffield, for 
Messrs. Vickers Ltd., who kindly supplied the photograph from 
which the illustration. Fig. 434, was prepared. 

It is sometimes imagined that the forging press is suitable only 
for heavy work, but recent improvements have enabled the press, 
even of small size, to compete in speed and economy of working 
with the steam hammer for almost all varieties of forging. A 60-ton 
rapid-action forging press of the steam-intensifier type, made by 
Messrs. Fielding and Platt Ltd., of Gloucester, is illustrated in 
Fig. 435. The press cylinder. A, is formed as a moving slide working 
within guides, and also upon the fixed ram, B. The steam intensifier 
is situated at the rear, R and D being the steam and water cylinders 
respectively. A steam cylinder H, controlled by slide valve and hand 
lever, is employed to return the parts to the top of the stroke before 
pressing. G is a water reservoir, in the upper part of which air is 
compressed to a pressure of 30 lb. per square inch for use in charging 
the cylinders B and D, and the connecting pipes C and F, with water. 
In the position shown in Fig. 435 (a), steam is admitted to the 
underside of the piston, I, the upper side being opened to exhaust. 
The press cylinder. A, is thus raised to the top of its stroke, the 
piston rod, J, being pivoted at K to a lever, L, attached to the press 
cylinder at M, which, in this position becomes the fulcrum. The 
outer end, N, of the lever is therefore raised, as the piston, I, com- 
pletes its stroke to the position shown, causing the slide valve, 0 
to open the lower end of the cylinder, R, to eidiaust. At the same 
time the valve, E, is raised from its seat by the auxiliary lever, 
U, actuated by a pin, V, in the lever, L. Free communication is 
now established between the reservoir, G, and the cylinders, A and 
D, which together with the pipes, C and F, are therefore charged 
with water. The hand lever is now reversed, or put into the position 
shown in dotted lines in Fig. 435 (a). The slide valve of the cylinder, 
H, now admits steam to the upper side of the piston, I, which 
together with the cylinder, A, and lever, L, therefore descends 
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until the top tool comes in contact with the work (Fig 435 (6) ). 
When this occurs, the point of attachment, M, again becomes the 
fulcrum of the lever, L, and the last portion of the stroke of the 


I 



Fig. 436, — 60-ton Rapid Action Forging Press. 


piston, I, depresses the joint, K, moving N downwards and causing 
the slide valve, 0, to admit steam to the underside of the intensifier 
piston, S. Just at the time when the slide valve, 0, reverses, the 
valve, E, closes, shutting off communication with the reservoir, (I 
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Hence when steam is admitted beneath the piston, S, the latter is 
driven up, producing an intensified pressure in the cylinders, D and 
A, and causing the press slide to exert its full force. The hand lever 
is now moved to the position shown in full lines in Fig. 435 (a), and 
steam being admitted below the piston, I, raises the end of the lever, 
N, opening the valve, E, and reversing the slide valve, 0. The 
wat.r is thus permitted to return from the cylinder through pipes, 
C and F, to the reservoir, G, so as to allow the return stroke of the 
cylinder, A, to be made. The spring, W, is provided to assist in 
lifting the slide valve, 0, and similarly, a spring, X, ensures the 
seating of the valve, E, when the lever, L, is in the position shown 
in Fig. 435 {a). It will be seen that all the movements of the press 
are controlled by a single lever of short stroke, which is a great 
convenience for rapid operation, and that pressure water is used 
only when the ram is actually in contact with the forging, thus 
securing economy in working. In the machine illustrated (Fig. 436), 
the press ram has a range of 12 inches, and one full stroke of the 
steam driver cylinder will give a stroke of inches on the press 
ram. This is capable of dealing easily with material 5 inches square, 
at a rate of 15 to 25 pressing strokes of average length per minute. 
When the press is required for planishing or finishing forgings, the 
main cylinder, B, and hydraulic intensifier, D, are shut off from the 
main press ram, and the small auxiliary steam cylinder, H, is used 
for working the press exactly as in a steam hammer. This, of 
course, strikes very light blows, sufficient for finishing work only. 
The main frame of the press is a mild steel casting of box section, 
the main cylinder is of forged steel, and the fixed main ram is of 
phosphor bronze. The pressure pipes are of solid drawn steel tube 
2 inches bore, to allow of quick working. 
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EXAMPLES OF HEAVY FORGINGS IN IRON AND STEEL 

Iron Forgings are made either from puddled bars, or from ham- 
mered scrap. In the first case, the bars are made into a pile, about 
18 inches long, 16 inches wide, and 12 inches high, the bars being 
of different dimensions in each row to cross the joints. The pile 
is several times re-heated and re-worked to expel the slag and cinder, 
and is shingled down into a slab, or into billets. ‘‘ Hammered 
scrap ” is generally specified for engine forgings of wrought iron. 
The scrap should consist of shearings and punchings from plates, 
pieces of bar, turnings, etc., and should be well rattled in a foundry 
tumbling barrel to remove dirt and rust. If care is taken in arranging 
the pile for heating, and the welding is thoroughly performed, better 
forgings can be obtained than from puddled bars. For a large 
forging, several slabs are piled together, with small pieces of iron 
interposed between them to keep the surfaces apart and allow free 
access for the flame. The centre is thus raised to the same tempera- 
ture as the outside, and the whole mass brought to a uniform welding 
heat. Instead of tongs, a staff or “ porter ” is used to carry the 
piece to and from the furnace, and manipulate the forging under 
the hammer. The staff consists of a long tapered bar, made roimd 
so that it may be conveniently rotated within a loop of chain, by 
means of which the work is suspended from the crane. It is welded 
temporarily to the work, and is used over and over again for many 
forgings. Either two or four handles may be clamped upon the end 
of the porter for use as levers in turning about the forging on the 
anvil by two of the ‘‘ under men,” who are assisted as required by 
several others in charge of pointed rods or lifters,” similarly 
supported in slings hanging from light overhead jib cranes. The 
forgeman himself applies the various tools to the work, and directs 
operations, giving instructions by signal or otherwise, to the hammer- 
man, and to the different members of the gang. The system of 
working will be clearly understood from the illustration (Fig. 437), 
which shows the operation of forging an engine shaft under an 
8-ton steam hammer. 
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Making a Shaft Forging. Bars up to 6 inches in diameter are 
made by rolling, but if above that size, they are forged under the 
hammer or press, the additional working to which they are thus 






subjected serving to develop the full strength of the material. Two 
or three slabs are placed on a staff, inserted in the furnace and raised 
to a welding heat. The whole is then thoroughly welded together 
into one solid mass imder the steam hammer. From this, by 




Fig. 438. — Making a Crankshaft Forging. 
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over, and several similar slabs added on the opposite side. The 
operations of drawing down and swaging are repeated until the 
required length of round shaft is obtained. If a crankshaft is 
required, more slabs are welded on both sides until a butt is formed 
equal in depth to the crank. The method of forging a locomotive 
or other double-throw crank axle may be referred to by way of 
illustration. Pieces of iron about 11 inches long, and 2^ inches 
square, are “ piled ” on a wooden board, as at A, Fig. 438. The 
piles are charged into a re-heating furnace, and raised to a welding 
heat. Each pile is in turn taken out of the furnace with suitable 
appliances, as described above, and hammered out flat under the 
steam hammer. Piles in sufficient number to give the required 
weight are placed one on top of the other while still hot, and made 
into a bloom, as at A A A. This bloom is put back into the furnace, 
raised to a welding heat, and then worked under the steam hammer 
until a solid slab is produced, as at B. The bloom is re-heated three 
times in succession, and after each heat is thoroughly hammered 
to secure a solid slab. Three such slabs, with the (»dges slightly 
rounded to allow slag or cinder to get away, are then piled together 
in the furnace, and re-heated to a welding temperature. Mean- 
while a porter bar properly prepared is raised to a welding heat 
in another furnace. Shortly before drawing the three piled slabs 
from the furnace, the end of the porter bar is inserted into the space 
in the pile which has been prepared for it, as shown at g, and is 
tupped into the mass to make it adhere by welding. The whole is 
then drawn from the furnace, welded together under the steam 
hammer, and shaped to a bloom or ‘‘ use shown in thickness and 
breadth 'in the two views at C. Holes are punched, and pieces cut 
out hot as required, to bring the “ use ” to the shape shown at D. To 
accomplish this, the portion or ‘‘ gusset,’’ A, is just cut away with 
a large chisel or cutter under the hammer, the end roughly rounded 
up, and cut to length. Next, the portion, i, between the webs is 
cut out, and the middle roughly rounded up. A porter bar, j, is now 
clamped on the end, k, and the bar, marked Z, cut off. The “ use ” 
is then ‘‘ turned end for end ” to enable it to be brought to the form 
E, the corner, m, being removed by cutters, and the end rounded up 
and cut to length. To bring the crank webs at right angles, the 
middle portion between the webs is re-lieated and twisted by means 
of a spanner, n, which is clamped to one web, o, the other web, p, 
being held between the anvil and the top of the hammer. Finally, 
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suggested in dotted lines in the view E, to give the finished forging 
shown at F. 

The method of forging a steel crank axle is essentially the same 
as above described for iron, except that the first two processes A and 
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B for building up the bloom are omitted. In the case of steel, 
which is now in general use for crank axles, a solid ingot is cast, 
which is heated and broken down or roughed into a bloom of the 
form C, when the work proceeds exactly as before. 

Steel Forgings are produced from ingots by a process of breaking 
down the solid block by means of sets and swages. The example 
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of a marine engine connecting rod. Fig, 439 (a), is given to show 
the essential difference in the treatment of iron and steel. To make 
the forging in iron, slabs are welded on to a porter until a lump is 
obtained sufficiently large to form the forked end and a portion of 
the body of the rod as at {h). As previously explained, the forked 
end is forged soHd, the piece shown in dotted lines being cut out by 
boring, slotting or milling, in the machine shop. The forked end 
is worked to shape by means of sets and swages, the body drawn 
down, and more slabs piled on the end to extend the rod, as at (c). 
This is continued to complete the butt end, the tapered form given 
to the body, the fork finished to dimensions, and the porter cut 
off, as at (d). It will be noticed that with wrought iron the process 
is one of continuous building up, and thal the soundness of the 
forging depends largely upon perfect welding, which requires proper 
heating and good hammering. With steel, on the other hand, 
welding is avoided. Taking the same connecting rod as before 
(Fig. 439 {a ) ), it will be seen that, commencing with the prismatic 
block (Fig. 439 (e) ), a portion for the fork is roughly forged at one 
end, leaving the remainder at right angles for the butt end as at (/), 
From this, by repeated setting down the butt is formed, and the 
body drawn out, as at {g). The forging is then finished by trimming 
off the corners to form the boss of the fork, rounding the body by 
means of swages, and fullering out curves to the proper radius as 
seen at (A). 

The illustration (Fig. 440), kindly supplied by Messrs. B. & S. 
Massey Ltd., of Manchester, shows a 3-ton Rigby type steam 
hammer at work in a forge, rounding up the middle between the 
sweeps of a double throw crankshaft forging. It will be noticed 
that a weight has been clamped on one end to counterbalance the 
sweeps. The shaft is supported in such a manner as to permit of 
its being readily rotated under the hammer by means of an endless 
chain running round a pulley hanging from the crane. 
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DROP FORGING OR STAMPING, FORGING MACHINES, ETC. 

As already described, hand-made forgings are frequently finished 
in dies under the steam hammer, especially if a large number of 
the same article have to be made as nearly as possible of the same 
size and shape. This is in fact, only an extension of the method of 
forging in swages, of which the collar swage (Fig. 337 (/) ), may be 
regarded as a typical example. A step further has led to the modern 
practice of stamping, in which a solid lump, with little or no previous 
treatment by hand, is squeezed between dies to the shape required 
with one or more blows from a drop hammer of the type shown in 
Figs. 345, 346, and 347, or of the special form of steam hammer 
(Fig. 367). Such “ stampings ’’ are extensively used for parts of 
rifles, sewing machines, bicycles, motor cars, etc., and when required 
in large quantities may be produced very cheaply, and with great 
accuracy, thus reducing macliine work to a minimum. The dies 
are usually in pairs, one part secured to the tup, and the other to 
the anvil of the hammer ; or the dies with the work between them 
may be placed on the anvil, and struck by the falling weight. In 
articles of from 2 to 4 feet in length, and for heavy forgings, the 
hydraulic press is employed, dead pressure being more penetrating 
than impact, as already explained. If only a comparatively small 
number of stampings are required, the dies may be made of good 
cast iron of massive dimensions, wrought iron or mild steel bands 
being shrunk round them to prevent fracture under the blows of 
the hammer. Cast-iron dies are moulded from wood patterns in 
the ordinary way, and the surfaces are cleaned and polished by hand. 
They possess the advantage that when a pattern has once been 
made the dies may be replaced, in case of fracture, at very trifling 
cost. For the production of a large number of pieces, the dies are 
best made of forged steel case-hardened, or even of crucible cast 
tool steel, hardened on the face. The recesses in steel dies are cut 
out of solid as far as possible by milling or profiling, and are then 
finished by hand, using the chisel, file, and scraper. Die-sinking ” 
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is in fact, a highly-skilled trade to itself, requiring special training 
and experience, and steel dies are therefore very costly. The life 



of a steel die of average size when working on mild steel, may be 
taken at from twenty to thirty thousand pieces. 

Process of Stamping. Articles of very simple form may some- 
times be stamped and finished in one pair of dies, but in the majority 
of cases it is necessary to work in stages. The “ stock *’ or lump of 
metal, is, as a rule, subjected to a preliminary breaking down 
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by the smith, bringing it roughly to the shape of the stamping. As 
a first operation, it may then be placed at a white heat in “ edger ” 
or roughing down dies, which are approximately of the form desired. 
With a few blows of the hammer, or strokes of the press, as the 
case may be, the top and bottom dies are brought as close together 
as possible. It will then be found that the surplus metal has been 
squeezed out between the dies forming a fin ” or “ flash ’’ — a 
feature inseparable from stamping. The second operation is to 
remove the fin in a matrix or stripping die ” in an adjacent 
hammer. Should the fin be very thick, the forging must be put 
back into the roughing out die, and the resulting fin again cut off. 
After one or two trials the stamper is easily able to avoid any undue 
excess of metal in the fin. For the third operation, all traces of the 
fin are removed, and the object brought down to exact size in 
finishing dies, wliieli should leave the smooth and glossy surface 
characteristic of good work. The finishing dies must be made 
with an allowance for contraction, amounting on the average to 
1| per c(‘nt. over and above the dimensions of the finished article. 
The method of procedure is clearly illustrated in Fig. 441, which 
shows a s(‘t of tools supjdied by Messrs. B. & S. Massey Ltd., of 
Manchester, for stamping engineer’s spanners. The rough bar 
is seen on the* left, and tlie different stages in the process are arranged 
in order, the finished stamping being shown on the extreme right. 
The dies and the work appear dark, the light-coloured blocks being 
used merely as supports in obtaining the photograph. In the case 
of small pieces, it is often possible to arrange the several sets of 
recesses for roughing down, cutting off, finishing, etc., in one and 
the same pair of dies. The stamping is sometimes liable to stick 
fast in the die, due to contraction in cooling, or perhaps on account 
of its shape. A hole is therefore made through the die in some 
convenient position, in which a bar may be inserted for knocking 
out the stamping. 

Examples of Drop Forging. A boss on one side of a lever may be 
formed in a single die (Fig. 442 (a ) ), the flat surface of the ordinary 
top tool of the hammer or press doing duty as the upper die. In 
the same way, the T end of a small eccentric rod, or the foot of a 
pillar for a hand railing (Fig. 442 (6) ), may be dealt with. The 
loose piece shown at the bottom of the slot permits the ready 
removal of the stamping from the die. Circular flanges for wrought 
iron pipes are stamped from a round lump carried on the end of a 
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porter bar, as shown in Fig. 442 (c). The hole in the boss is formed 
by a punch left solid in the lower die, but not coming quite through 
to the surface, to prevent one die actually striking the other, when 
fracture would be very liable to take place. Fig. 442 (d) shows the 
dies for stamping a small lever, with punches for the hole in the boss 
almost meeting at the centre, thus leaving a fin which is easily 
removed when boring out the lever. 

In many cases, drop forging or stamping is to be regarded simply 
as a finishing process, the object being to obtain uniformitj^liin 
size and shape, and to reduce the amount of material “ left on ’’ 
for machining. It is, for instance, impossible to produce from the 
square bar or lump in one pair of dies the two-armed lever shown 
at (i). Fig. 442. In the first place, the piece is forged very roughly 
to shape on the anvil by hand in the usual way, as at (e), and is then 



(a) (6) 

Fid. 443. — Shape of Dies to avoid Fin. 


placed at a white heat in the roughing dies (/ ). By means of a few 
blows in rapid succession, the dies are brought as close together 
as possible, leaving, however, a fin as at (g). This is removed from 
the still hot stamping in the stripping dies (A), for which a separate 
hammer is usually provided. Should the fin be very thick, the piece 
is put through the roughing dies a second time, and the fin again 
cut off. Finally, all traces of the fin are removed, and the exact 
shape given in the finishing dies (j), which are divided in such a 
manner that one of the faces of the centre boss is the only part 
which comes in the upper die. If a very large number were required, 
the piece shown, or even a more complicated part, might be pro- 
duced without resorting to hand work by employing a series of dies, 
each one approaching more nearly to the finished form. 

To obtain a smooth polished surface, work of cylindrical form 
should be partially rotated after each blow during the roughing 
down process. If the dies are made as shown in Fig, 443 (a), the 
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fin produced by one blow will therefore be driven into the work by 
the next after the work has been given a quarter turn. The surface 
of the work will in this way be badly marked, and altogether unfit 
for machining. By making the dies with rounded edges (Fig. 443 (6)), 
the fin is avoided, a slightly elliptical section being obtained instead. 





Fig. 444. — Roughing and Finishing Dies for Stamping an Eyebolt. 

This may be rotated without fear of producing any unsoundness in 
the forging. When the work cannot be rotated, some other means 
must be provided to permit the surplus metal to escape from the 
die. A channel termed the flash,” about | or | inch wide and 
from to iiich deep, is frequently milled out of the face of the 
die round the outline of the recess, to contain the fin. This is after- 
wards cut off in the trimming or stripping die, an example of 
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which is seen in Fig. 442 (h). The die simply contains a ‘‘ gate,” 
or hole of the same shape as the outline of the stamping, the hole 
tapering or dealing slightly towards the bottom. The die is shown 
cut away at the corners to take the ‘‘ poppet screws ” by which it 
is held on the anvil, in sucli a manner as to admit of exact adjust- 
ment. The stripping 



^ punch, corresponding to 
the upper die, is usually 
J dovetailed to the tu||p 
J The dies for stamping 
an eyebolt are shown in 
Fig. 444 (a) and (6). In 
W the roughing down opera- 
J tion, a spherical or ball 
% end with collar is forged 
^ on the rod, tlie amount of 
I metal in the ball being 
]ust what is required to 
^ form the ring subse- 
ts qiiently. It will be 
g noticed from Fig. 444 (a) 
^ that one impression is 
S provided to produce the 
g ball end, the groove on 
H the left serving for the 
g shank, which may be of 
S any length desired. The 
^ edges of both impressions 
^ arc rounded off, as ex- 
I plained in Fig. 443 (6), 
^ so that by rotating the 
work through 90° be- 
^ tween each blow of the 
£ hammer the formation of 


a fin is avoided. In the 
finishing dies, Fig. 444 (&), the spherical lump is punched out and 
spread to form tin* ring or eye, and the shank brought to the 
required dimension in a sepaiate impression. 

The illustiation (Fig. 445) shows several sets of stamping dies 
and trimming tools supplied by Messrs. Massey, of Manchester, 
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with one of their stamp batteries for producing draw-bar hooks, 
shackles, brackets, and other fittings. The roughing down, strip- 
ping, and finishing dies can be easily traced in each case. 

Forging Machines. Clostdy allied to the stamping hammer are 
two types of forging machine, operated mechanically by crank and 
connecting rod or toggle mechanism from a geared-down power- 
driven shaft. In stamping, it may be said that the process is 
l|(paost invariably that of drawing down, but with the forging 
machine, although the work is produced in dies, the actual operation 
is limited to that of upsetting or jumping up by means of a power- 
driven ram. The first machine of this ty^e was the Horsfall Bolt 



and Nut Forging Machine, originally introduced by Messrs Green- 
wood and Bailey Ltd., of Leeds. The machine is intended for 
the manu{a(*ture of bolts, nuts, pins, spikes, rivets, and similar 
work which may be formed from a round bar. The principle of 
working is shown in Fig. 446. The work is gripped between two side 
jaws, one of which, a, is fixed in position in the frame of the machine. 
The other jaw, 6, is attached to a slide, to which a small movement 
is imparted by the machine, so that the two jaws are brought in 
contact with considerable pressure, once during each revolution. 
A rod of the proper size, the end of which has been heated in an 
adjacent furnace, is introduced through an outlet in the frame of 
the machine, and when the jaws open, is inserted between them, 
being pushed forward to project against a stop which has been 
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adjusted to give tlie length of rod required to form the head by 
jumping up. The jaws close, (1), holding the rod firmly between 
them, and at the same time the stop is lifted automatically out of 
the way to allow a ram, c, to advance, upsetting the projecting end 
of the rod and forcing the metal into the cavity formed in the die 
carried by the ram (2). The change of shape from the round rod 
to the form of end required is frequently too great to be accom- 
plished in one operation. In such a case, two or more dies may 
carried by the ram, the first for roughing down to an intermediate 
form, and the second for finishing, (3), and it will generally be 
found possible to pass from one to the other with successive strokes 
of the machine at one heat. Hence, the gripping jaws must be 
provided with two or more sets of grooves at different levels, corre- 
sponding to the dies in the ram, as in Fig. 447. The top header or 

“ bunting ’’ tool, d, acts first, 

, breaking down the metal to 

d i form the head. The side jaws 

‘ ~ n;~ 'w then open to allow the bar to 

-i \ b a. placed in the lower gripping 

j J 1. dies, in which position it is 

® again pipped, and the head 

I Ll I finished by a blow from the 

lower tool, e. In the case of 
Holt Kc,rKing Miudnno. machines arranged for pro- 

ducing nuts, the ram carries 
also a punch. An important feature of the machine is the use 
of “ side'hammers,” which not only enable better-formed work to 
be produced, but also permit a wider range of articles to be dealt 
with than is possible with header or bunter tools only. The side 
hammers are carried in separate slides, arranged alongside those 
for the gripping jaws (Fig. 448). The “ bunt,” as at /, is first 
produced as already explained. The work is then lowered into 
the second pair of gripping dies, a and b, and the second tool, 6, 
forms the work to the desired shape, wliile the side hammers, 
g and A, work the metal from the sides. To relieve the machine 
from any undue strain should the metal accidentally become 
jammed between the faces of the gripping dies, a cast-iron “ safety 
breaker,” i, is inserted between the frame and the fixed gripping 
die, a. This breaker is made suflSciently strong to withstand the 
normal working load, but to give way should any exceptional 
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] 10 4 - 48 . — Us© "^ide Hammeis ” foi Is lit and Bolt I orgiiig Machine 



Fia. 449 — Horsfall Nut and Bolt Forging Machine* 
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pressure come upon the machine. Fig. 449 is from a photograph 
of a machine capable of producing bolts, etc., up to inches 



diameter. The same macliine, with the cover })]atcs removed to 
show the slides, is seen in Fig. 450. The drive is by means of fast 
and loose fly-wheel pulleys on the cam shaft, which is carried in 
bearings at the back ot the main frame. Motion is transmitted to 
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the cam shaft by a special type of clutch which allows the cam 
shaft to make one complete revolution and stop with the dies wide 
open, or to run continuously as desired. The clutch is operated by 
the treadle at the front of the machine. The guides for the closing 
die, side hammer, and header slides, are formed in the bed, as seen 
in Fig. 450. The cams, which are of chilled cast-iron keyed on the 
cam shaft, bear against hardened steel thrust pieces on the ends of 




Fig. 453. — Cast lion Blocks foi Bi'iiciing lirackc^ts 

the intermediate slides or rams. These are provided with inclined 
or wedge-shaped ends, which operate the transversely moving 
slides carrying the closing dies and side hammers respectively. 
The safety breaker inserted between the frame and the end of the 
fixed closing die slide, is seen on the right. When the work has 
been completely formed, it is cut off at the same heat by a pair of 
shear blades, one carried rigidly on the main frame, and the other 
on the end of the right-hand side hammer slide, an adjustable 
gauge being provided to give any desired length. A drawing of a 
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larger machine, having a capacity up to inches diameter, is given 
in Fig. 451. Here the drive is through double helical reduction 
gearing, the larger wheel of which is connected to the cam shaft by 
the clutch as before. A is the header slide, fitted with buntwig 
and finishing dies and punch. B and C are the closing slides, actir^ 
transversely, and carrying the gripping dies for holding the bar. 
D and E arc the side hammer slides, also moving transversely, the 



Flo. 454. — Bending Press. 


latter carrying the shear blade, F. The cross section shows clearly 
the arrangement of the heading tool, and the method of imparting 
motion to the slides. Two cams are required for each slide, giving 
the forward and return strokes respectively. For the forward 
motion, the cam bears directly against a hardened steel plate on 
the end of the slide. To effect the return stroke, the corresponding 
cam actuates a lever which is mounted on the main frame of the 
machine, and which, by means of a connecting rod, is coupled to the 
slide. A strong helical spring, inserted between a fixed bracket 
and the slide, serves to maintain the parts in contact. A similar 
spring at the front of the machine serves the same purpose for the 
transverse slides. In addition to bolts, nuts, and rivets of^ull 
kinds, typical examples of work done by the Horsfall machine 
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arc shown in Fig. 452, Machines of tliis type are capable of being 
worked at from 25 or 30, up to 60 or 80 strokes ])or minute, according 
to size. 

The second variety of forging machine, the bending press, or 
“ Bull-dozer,” as it is termed in America, is maiiily employed for 
work tvhich can be produced by bending, although available to 
some extent for use with dies. A simple form of block for bending 
a double corner has already been noticed (Fig. 373). Another 
example of the use of cast-iron blocks for bending a bracket from 
flat bar under the steam hammer is shown in Fig. 453. Much of 
the sraithwork for railway waggons is of this charaeb'r, and many 
other instances can be found where such pieces are recpiired in large 
quantities. For this purpose the bending press (Fig. 454) is 
admirably adapted. A slide or ram, driven by ci'ank and connecting 
rod mechani.sm from a double-geared .shaft, and having a constant 
stroke, may, by u.sing suitable distance pieces and packing, be 
caused to exert the pressure necessary for sqiu'ezing into shape, 
between cast-iron blocks, articles of any simple form. 



CHAPTER XLIV 


PRODUCTION OF PARTS BY ROLLING 

The Rolling Mill. Wrought iron or mild steel may be reduced to 
the form of bars or plates much more rapidly and cheaply, and at 
the same time more exactly uniform in section, by rolling than by 
forging under the hammer or the press. Hence, plates and bare of 




Bolling. Bolling. 


flat, round, angle, tee, channel, girder, etc., section, and rails for 
tramways and railways, are invariably produced by rolling. 

A Rolling Mill usually consists of two cast-iron rolls, the axes 
of which are placed horizontally one immediately above the other, 
and are capable of revolving in opposite directions. The work on 
being caused to enter the rolls is thus carried forward by friction, 
and the centres of the rolls being maintained at the proper distance 
apart, some reduction in thickness takes place, accompanied by a 
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corresponding increase in length, the width being only slightly 
affected. In order that the work may be seized and carried forward 
by the rolls, certain conditions (Fig. 456) must hold good. At the 
point of contact of the original thickness T of the piece with the 
rolls, the normal reaction N may be taken to act. The friction F 
bet\veen the work and the rolls is then = N/x, where /x = coefficient 
of friction for the given conditions. If now the forces N and F are 
resolved into their horizontal and vertical components N sin a and 
N cos a on the one hand, and F cos a and F sin a on the other, then 
it will be seen that the component F cos a tends to draw the work 
between the rolls, whereas the component N sin a acts in the 
opposite direction. Therefore 

* F cos a > N sin a, 

or, fjL N cos a > N sin a, 

sin a 

or, Li ^ /X tan a. 

^ cos a ^ 

Letting 9 = angle of friction, then, as is well known, /x = tan 9, 
and we have 

tan 9 > tan a, or 9 > a. 

That is, the angle a must be less than the angle of friction, if the 
work is to be carried forward between the rolls. The angle a 
diminishes with an increase in the radius of the rolls, and with 
the difference between the thickness of the work and the distance 
between the rolls, or in other words, with the reduction in the thick- 
ness of the work due to rolling, — T — - The ability of the rolls 
to seize the work therefore increases with the diameter of the 
rolls, and with diminution of the reduction in thickness due to 
rolling. With one passage through the rolls, ouly a comparatively 
small reduction in thickness can therefore take place. The work 
is consequently caused to make a number of passes through the 
rolls, at each of which the rolls are brought nearer together if 
plates are being rolled, or grooves of different shapes and depth 
are used when rolling bars or sections. 

The “ flow ” of the metal, as it is termed, which takes place 
in rolling is shown in Fig. 456, from which it will be seen that the 
material on the outer surfaces which come in contact with the rolls 
is pushed forward, leaving the inner layers behind. The action 
to which the material is subjected is well shown in Fig. 457, 
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which represents the results of some experiments by Polak of 
Prague, carried out upon a mass of china clay arranged in vertical 
layers of different colours. The outer layers in contact with the 
rolls are carried forward on account of the friction due to the 
pressure of the rolls upon the work. In consequence, the material 
in the interior is not only subjected to pressure, but is also put in 
tension to some extent, and its motion is retarded. The extreme 
end of the piece being rolled, on the right of the figure, was first 
seized on entering the rolls, and it is only at the fifth vertical 
layer from the right that the true action of rolling commences. 
The top and bottom of the vertical lines to the left of the rolls 
are caused to slope more and more towards the right until the 
full reduction in thickness has occurred, the material on the exterior 


Fia. 457. — Action of Plastic Material in Rolling. 

being pushed forward. At the same time, the distance apart of the 
vertical lines increases as they are bent, the horizontal lines being 
brought closer together. The velocity of the bar as it leaves the 
rolls is somewhat greater tlian the circumferential velocity of the 
rolls, due to the stretching of the outer layers. The action is a 
somewhat complicated one, the formulation of a complete theory 
for which presents considerable difficulties. 

A Tfain of Bolls is shown diagrammatically in Fig. 458. It con- 
sists of three sets of ‘‘ housings,” M, and to contain 

respectively the driving pinions, gg, usually of double-helical 
pattern the roughing rolls, and the finishing rolls, which 
may be arranged either “ two-high ” (Fig. 458), or in some instances 
t^ee-high ” (Fig. 459). In either case, the pinions, gg, are 
driven through the shaft, a, from a powerful steam engine or electric 
motor, of which the flywheel,/, is carried in bearings, 56, a coupling, 
c, being provided to detach the train in case of emergency. In 





Fig. 459. — “ Three-high ” Train of Rolls. 
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this way power is transmitted through the pinions to the upper 
rolls, the bearings of which are capable of adjustment in a vertical 
direction by means of screws, whilst the lower rolls run in fixed 
bearings. The connection between the pinions and the roughing 
rolls, and again between the roughing and the finishing rolls, is 
made by means of “ breaking pieces/' pp, and coupling boxes 



or “ wobblers/’ 'tm, the latter fitting loosely over the star-shaped 
ends of the rolls and spindles (Fig. 460), and thus permitting the 
distance apart of the centres of the rolls to be altered slightly as 
required. The breaking pieces, pp, are purposely made just strong 
enough to transmit the maximum power required to drive the 
rolls, so that should any greater resistance due, say, to sticking of 
the plate or bar, be encountered, the spindle will be broken instead 



I 

I 

F[G. 461. — “ Two-high ” Rolls with 
Stripping Plate. 



Fio. 462. — “ Two-high ” Rolling 
Mill. 


of the much more costly roll. The latter consists of a central portion 
(Fig. 465) with a projecting piece at each end, part of which is 
turned up to form the journal, and the remainder shaped as described 
above to take the wobbler. The central portion of the roll is per- 
fectly smooth and cylindrical in the case of a plate mill, but has a 
series of grooves turned in it, when designed for rolling bars, rails, 
etc. The length of the central portion should not exceed from 
2^ to times the diameter. 
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“ Three-High ” Rolls . — The disadvantage of the “ two-high ” roll- 
ing mill (Fig. 458) is that after each pass the work must be returned 
again to the front side before rolling can be continued. This is 
most easily effected by placing the bar on the top of the upper 

roll, by which, as seep from Fig. 462, it 
is carried back in the reverse direction. 
The loss of time and consequent cooling 
of the work which occurs in this way is 
entirely avoided with the “ three-high ” 
arrangement (Fig. 463) which enables 
rolling to be performed in both direc- 
tions, as shown. 

Reversing Rolling Mill . — With ‘‘ three- 
high ” rolls the work requires to be 
raised on one side of the rolls, and 
lowered on the other, to enter the proper 
groove for the next pass. For light 
work this is of little consequence, but 
ingMiil. boiler plates ol large area, and heavy 

sections, such as armour plates, etc., 
can only be raised and lowered by mechanical means. This may be 
avoided, and the cost of one of the heavy and expensive rolls 
saved, by the method of reversing the engine which drives the rolls 
after each pass (Fig. 464). The reversing rolling mill was first 




I 

I 

FicJ. 464.— Reversing Rolling Mill. 


introduced by the late Mr. John Ramsbottom, formerly chief 
engineer of the L. & N. W. R. Co.’s works at Crewe. 

The sketch also shows the “ live rollers ” for bringing the work 
to the rolls. These are all driven by bevel gear from the same 
shaft; which is operated by a steam engine or electric motor, 
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and is capable of being started or reversed, as the direction of 
rolling may require. Live rollers are always employed in steel 



Fig. 465. — Foims of (aioovos in Rolls. 


mills, on account of the great weight of the ingots and slabs to be 
dealt with. 

Forms oj Grooves %n Rolls . — Two different types of groove are 



Fig. 466. — Section of Grooves for Squaie and Flat Bars. 


in use, known respectively as ofen and closed. The former, shown 
at (a),. Fig. 466, is only employed for round and square sectiiMss, 
whilst flat bar, Figs. 466 (6) and 467, joists, rails, etc., Figs. 469 
and 471, must be rolled in closed grooves. As closed grooves 
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cannot be used for plates, the edges cannot be rolled true, but 
must be sheared straight when cold. The rough ends of bars and 



Fia. 467. “ Thiee High ” Kolls for Flat Sections. 


rails are cut straight or cropped ’’ immediately after rolling, and 
whilst still hot, with a circular saw. 

It is intended that the pressure of the rolls upon the work 



Fig. 468. — Series of Grooves for Rolling down Square Bar. 


should come in a vertical direction only, in order to bring about 
the desired reduction in thickness. Some little increase in breadth 
must, however, take place, and it therefore follows that the work 
must never be wider than the groove which it is to enter. To 
allow for this, the work, after each pass, is turned through an 
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angle of 90® before entering the next groove, and in a series of 
grooves for rolling down, say. round or square bar, the height of 
each groove is made somewhat less than the breadth, and the 
breadth rather more than the height of the preceding groove, as 
seen in Figs. 466 and 468. By turning the work through a right 
angle at each pass, the action of rolling in consolidating the metal 
is felt in all directions, the work done in this way having an impor- 
tant influence on the quality of the product. The last groove in 
any series must, of course, possess the exact form of the section 
of the finished article. It might be pointed out that in Fig. 465 




Fio. 469. — Sequence of Grooves for Rolling T and Girder Sections. 

are shown portions of three separate rolls, each of which would, 
of course, contain a series of grooves for one form of section only. 
The sequence of grooves for rolling out tee and girder sections is 
given in Fig. 469, and it will be noticed that the above considerations 
apply in this case also. 

It is, of course, necessary to roll out the given section from the 
pile to the finished size in one heat, and it is therefore desirable 
to reduce the number of passes and consequently the number of 
grooves in the rolls to a minimum, the number and cost of the 
rolls themselves being at the same time kept as low as possible. 
The design of the grooves of the proper shape to effect this object 
is a difficult matter, requiring considerable experience. In Fig. 
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470 (a), is shown the development of an angle iron from the bloom, 
which is brought down to the finished section in seven passes, 
Fig. 470 (6) ), the grooves in the rolls being formed as in Fig. 470 (c). 



Flanged rails and girder sections are rolled in closed grooves 
(Fig. 471 (a) and (6), respectively), seven or eight passes being 
required to bring down the prismatic block or ingot to the finished 
form. Certain sections, some portion of which is undercut, may 
sometimes be dealt with in two distinct operations. Formerly, 
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grooved rails for tramways, etc., were first rolled to the form shown 
at (a) in Fig. 472, the lip being afterwards bent into proper position 
to form the groove as at (b), by means of special rolls operating 



Fig. 474, Co^(gjng Rolls for Tram Rail. 


laterally. This method is still pursued in producing the inter- 
locking steel sheet-piling shown in section at (a), Fig. 473, the 
form of the rolls for which is seen immediately below at (5). The 



Fig. 475. — Roughing Rolls for Tram Rail. 


lip is bent over subsequently in a second set of rolls. For tram 
rails, however, this method was abandoned some years ago in favour 
of the present practice of forming the groove by means of auxiliary 
vertical rolls. By the courtesy of Messrs. Walter Scott Ltd., 
Leeds Steel Works, the author is enabled to reproduce drawings 








THE ROLLING MILL 


669 


(Figs. 474, 476, and 476), showing respectively the cogging, roughing, 
and finishing rolls for the British Standard No. 4 tram rail. It will 
be noticed (Fig. 476) that during four passes, working from right 
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Fig. 476. — Finishing Rolls for Tram Rail. 


to left, the head of the rail is formed solid. At the fifth pass on the 
extreme left, the auxiliary vertical roll a comes into action, roughing 
out the groove. At the sixth and last pass on the extreme right, 
the section of the rail is brought down to size, and the groove 
finished by the second auxiliary roll b. 





CHAPTER XLV 


WIRE-DRAWING, AND WIRE-DRAWING MACHINERY 

Wire-drawing. The smallest size of round iron or steel “ rod ’’ 
which can be economically produced by rolling has a diameter 
of about inch. The small rolling mill employed for this purpose 
runs at a very high speed, and the wire passes continuously 
through five or six grooves in succession with a velocity of about 
20 feet per second. After each pass, the wire is returned to the 

rolls round a semicircular path 
or large loop (hence the term 
“ looping mill ”), at the centre 
of which the workman stands 
in a small sheet iron enclosure, 
as a protection against possible 
injury should the loop be 
drawn in rapidly, due to one 
part sticking in the rolls. All 
ordinary sizes of wire (usually 
specified, not in terms of 
the diameters, but in gauge 
numbers, for which the legal 
standard m this country is 
known as the Standard Wire 
Gauge, or S. W. G.) are pro- 
duced by “ drawing down ” 
from the smallest size which 
can be rolled. In this opera- 
tion the thick wire, or rod of 
small diameter, is pulled through a die having a conical hole some- 
what smaller than the rod, a reduction in diameter, and consequent 
increase in length, taking place (Fig. 477 (a ) ). The drawing is 
conducted in the cold state, or with the metal at ordinary tempera- 
tures. and this confers the great advantage that the wire may be 
drawn bright, subsequent polishing being unnecessary. The 
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Drawing 
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mechamcal work expended in bringing about a given result is 
enormously greater in the case of drawing than with rolling, and 
hence the former operation is practically confined to the production 
of rods or wire which, on account of smallness in size, would cool 
so rapidly that rolling would be impossible. Wire-drawing, too, 
results in a change in size only, the shape of the section remaining 
unaltered, whereas in rolling, the reduction which occurs is mainly 
in thickness, some change in the form of section being inevitable. 
In drawing, the form of cross section is not, however, limited 
to round, square, or hexagonal. Complicated outlines, such, for 
instance, as the pinion wire of the clockmaker, may be readily 
produced. Due to friction in passing through the die under 
considerable pressure, the outer surface of the wire is retarded 
and left behind as compared with the material in the centre, 
stretching thus taking place in the opposite direction to that which 
occurs in rolling. If the material before drawing be regarded 
as composed of a number of discs, the action of drawing is to pull 
out the discs into the form of hollow cones, fitting one inside 
the other (Fig. 477 (b ) ). This explains the defect known as 
“ cupped wire,” which often occurs in a pronounced form in cold- 
drawn bars of about ^ inch in diameter. The defect is probably 
due to the use of hard or unsuitable material, which in passing 
through the die shows a constant tendency to the cup and cone 
fracture suggested in Fig. 477 (6). The amount of drawing down 
which can take place at one operation is comparatively small, 
and a rule frequently used is to make the ratio of the diameters 
before and after drawing as 10 : 9. Calhng d and dj, the diameters 
in inches of the wire before and after drawing, then the ratio of 


drawing down = 



may be taken = -9 for iron, *926 for 


copper, and *96 for steel. The force P, in pounds, which has to be 
exerted in pulling the wire through the die is proportional to (1) the 
reduction in area which takes place ; (2) to the hardness of the 
material, which may be expressed as a constant h ; and (3) to the 
friction in the die, which may be represented by the coefficient/. 
Then 


The tensile strength of the reduced end must, of course, exceed 
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the total resistance due to drawing down, or if < == safe tensile 
strength of the material in pounds per square inch, 

t>iT ^ ' 

4 4 


T- (^+/)- 


From which the maximum value of the ratio of drawing down may 
be dtiuced 



To reduce the coefficient of friction, /, and diminish wear of the 
die as far as possible, the wire is passed through some lubricating 
substance just before entering the die, for which purpose oil, 
tallow, wax, soap, etc., are employed. 

Annealing. As shown above, the reduction in diameter proceeds 
very slowly, and the wire must be drawn through a series of holes 
of gradually diminishing diameter to reach any given size. By 
repeated drawing, the ultimate strength of the wire is greatly 
increased, the structure of the metal becoming closer and stringy, 
but the ductility is diminished almost in the same ratio, and in 
this condition the wire is known as “ hard drawn.’’ Before drawing 
can be continued, such wire must be annealed, to restore ductility, 
although with some loss of ultimate strength. Drawn wire, even 
when annealed, has always a much higher strength per square inch 
than that of the rod from which it was produced. As an example 
of drawing down, it may be taken that to reduce iron wire from 
\ to 2^ inch in diameter, requires the passage through twelve holes 
in the draw plate, with an annealing three times during the whole 
process. It is of great importance that the wire should be thoroughly 
and uniformly annealed, and as far as possible out of contact with 
the air. This is effected in gas-fired ovens, the coils of wire being 
placed in cylindrical pots with covers luted on, gradually raised to 
a red heat, and then allowed to cool slowly. In the case of steel 
wire, great care must be taken to avoid overheating and burning 
the steel. The thin film of oxide with which the wire is covered 
during annealing, is removed by friction with sand in a revolving 
drum, or by pickling with very dilute sulphuric acid, and subsequent 
washing. 

Formerly, it was considered necessary to anneal copper in similar 
stages to steel wire, but the modern practice is not to anneal copper 
until drawn down to the size in which it is req aired for use. 



WIRE-DRAWING 


673 


Speed of Drawing. The velocity of drawing is a, matter of great 
importance, and is limited mainly by the heat due to friction in 
passing through the die, but allowance must also be made for the 
fact that a certain time is occupied by the molecules in changing 
their positions. As a general rule for any given material, it may 
be said that the finer the wire the higher the speed of drawing. The 
following table represents average practice for three common sizes 
of wire : — 



Speed of drawing in feet per minute. 

Size of Wire, 

— 

_ — — 


diam. m inches. 


Tion and 

Copper and 



Brass. 

Silver. 

1 

4 

300 

350 

400 

k 

500 

600 

700 


800 

1,000 

1,200 


Drawing Plates and Dies. The manufacture of accurate and 
durable drawing plates is attended with considerable difiiculty. 
For thick and medium sizes of wire, they are usually made of 
unhardene d crucible cast tool steel, of high carbon c ontent. It 
IS unlortunately impossible to resort to hardening, for two reasons. 
As is well known, some change in shape and size almost invariably 
occurs in the hardening process, and in the second place, whenever 
an appreciable amount of wear has taken place, it is necessary 
to be able to restore the hole to its original diameter with as little 
trouble as possible. “ Breaking down,” or ‘‘ ripping ” dies are 
usually made in the form of a small slab, termed a “ wortle plate,” 
about 12 inches x 2 inches X inches in size, large enough to 
contain from 6 to 12 holes (Fig. 478). The dies employed for finishing 
are generally either round or square about IJ inches diameter by 
1 inch thick, and have one hole only (Fig. 479 (a) ). The counter- 
sink is formed by drilling, but the bearing hole is punched approxi- 
mately to size, and a small drift of the correct diameter is then 
forced through. The alteration of form which occurs in drawing 
should be accomplished entirely by the ‘‘ flow ” of the metal, and 
it is of great importance that any cutting or scraping action should 
be avoided. The hole in the die must therefore be made without 


1C.T. 


X 



674 


MECHANICAL TECHNOLOGY 


sharp corners or edges, and should be highly polished to reduce 
friction and wear to a minimum. Two forms of hole (Fig. 479 (a) 
and (6) ) are in such common use that they may almost be regarded 
as standard. At the same time, it must be allowed that the three 
sections (c), (d), and (e), shown in Fig. 479, although frequently 
adopted, do not comply with the conditions just laid down, and 
from this point of view section (/) would be the correct form to 
employ. The diameter of the wire drawn through the die is checked 
from time to time by means of a wire gauge or micrometer, and 
has to be kept within certain specified limits. The life of a die 
varies with the size and speed, and the kind of material, but it 
may be said, for example, that after drawing about 1 J miles of steel 
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Fig 478 — “ Wortle Plate ” or Die Plate 
for Drawing Wire 




(c) (d) (c) (F) 

Fig 479 — Forms of Dies for 
Drawing Wire 


wire of 16 S. W. G., the hole will require “ battering,” %,e., the 
hole is hammered up slightly, and the drift again forced through. 
As the hole wears, this process is repeated until the die becomes 
useless. The wear which is constantly taking place, although 
slight, renders it extremely difficult to draw long lengths of wire 
of exactly the same diameter throughout in steel dies, and for 
finishing, dies made from hard precious stones such as diamonds 
or rubies, are frequently used. The life of a “ stone hole ” die very 
much exceeds that of steel, and may reach as much as three months 
with constant use. 

Dies with Mechanical Adjustment. The method of wire-drawing 
still generally practised, has been carried on with little change for 
centuries, and demands a high degree of skill on the part of the 
workmen. All the usual types of die require skilled men to set 
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them, and it was until recently the established custom for each wire- 
drawer to set his own dies. It is now becoming recognised that 
the operation of wire-drawing can very well be performed by 
unskilled labour, and the practice is gaining ground of employing 
skilled die-setters and unskilled wire-drawers. A still further 
advance has been made by Messrs. W. T. Glover and Co. Ltd., 
of TrafEord Park, Manchester, the well-known manufacturers of 
electric cables, who have introduced a mechanical adjustment for 
steel dies, which bids fair to dispense with the services of the 
skilled die-setter. The die consists of a small steel cone. A, having 
the usual tapered hole bored through its centre as at (a). Fig. 480. 
The apex of this cone 
fits into a seat formed 
in the steel die-holder, 

B, and the base of the 
cone lies in a recess in 
the screwed adjusting 
block, C. When the 
block has been screwed 
up, the die is reamered 
to the required size. 

After slight wear has 
taken place, the hole is 
closed down to size by 
again screwing up the 
block, thus forcing the 
apex of the conical die 
into the cone seat pro- 
vided for it. The die can be closed down and reamered repeatedly, 
until it assumes the form shown at (6), at which stage it may be 
replaced at trifling cost. 

Wire-drawing Machinery. The apparatus employed in carrying 
out the operation of drawing is termed a draw-bench of which 
there are two distinct types, viz., one used for rods, tubes, etc., 
which must remain straight, and the other for wire, which may 
be coiled upon a drum as fast as it is produced. A draw-bench of 
the first kind is shown in Fig. 481. The end of the bar to be drawn 
is first pointed, and is pushed through the hole in the die until it 
can be seized by the tongs, which holds automatically, and is 
carried on a slide moved along the bench by suitable mechanism. 
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For driving by power (Fig. 482), an endless flat-link chain runs 
round pulleys, one at each end of the bench. A pivotted hook 

connected with the tube grip- 
jaw, or “ dog,” may be 
dropped into the chain in any 
position, and is automatically 
thrown out by a tooth of the 
chain wheel when the end of 
the travel has been reached, 
the weighted lever assisting 
in the disengagement. The 
illustration (Fig. 483) shows 
a draw- bench of this pattern 
by Messrs. Samuel Platt Ltd., Wednesbury. Bright-drawn steel 
bar, of round or hexagonal section, and accurate to size within 



Fig. 482. — Chain-diiveii T^iaw bench for Cold Drawing 



Fig. 481. — Draw bomb for Rods, 
Tubes, etc . 


0*001 inch, is now produced in larg(‘ cpiantities in this way for use 
in turret lathes and automatic screw machines. 



As an example of the second type, the Crossley standard wire- 
drawing blocks, made by Messrs. George Crossley Ltd., of Cleck- 
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heaton, and shown in Fig. 484, may be taken. The machine is 
arranged to work on both sides, and will draw from 5 S.W.6, 
‘‘ ripping ’’ blocks down to 19 S.W.6. A coil of the wire for drawing 
down is placed upon a drum or “ swift,’’ which runs loose on its 
spindle, as in Fig. 488. The end of the wire is pointed, and is led 
through the draw-plate carried in the stand, B, which has a slight 
adjustment round a pivot on the bench, so that the hole in the die 
may be sot exactly in the line of drawing. The end of the wire is 
seized by the tongs or pincers which is attached to a chain, and the 



Kig. 485. — Machine for Drawing Wiic, with Clutch for driving Blocks. 

latter, when required, may bo coiled upon the drum, D, by throwing 
into gear the clutch, E, by means of the foot lever, F. The shaft, G, 
which carries the pulling-in drum, D, is driven from the main shaft, 
H, by toothed gearing. The travel of the tongs thus provided is 
capable of “ pulling in ” through the die a sufficient length of wire 
to “ start up the block,” to reach the vice of the drawing block, 
V, in which it is secured. When sufficient wire has been pulled in, 
the eye lever on the fulcrum shaft knocks out the pulling-in gear, 
which is then kept dormant by the counterbalance weight shown. 
The block, V, runs loose on its spindle, K, which is driven by 
bevel gearing from the main shaft of the machine. Immediately 
below the block is the driving plate or “ key-block,” L, whioh is 
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fixed on a square on the shaft, K, and is provided with recesses to 
receive the squared ends of pins fixed in the drawing block. To 
put the latter in or out of gear, it may be lowered or raised by 
rods connected to the foot-lever, M. Fig. 485 represents a bench 
of two medium drawing blocks, also of Messrs. Crossley’s manu- 
fact’^re, for drawing wire from 14 to 19 S.W.6. These blocks, 
being of lighter construction, do not require a foundation. The 
pull-in motion is by hand instead of power, and the blocks are 
driven by friction clutches, operated by foot pedal. Fig. 486 shows 



Fig 486 — Machine for J-)i awing Two Holes, showing Method of operating Tongs 

another of Messrs. Crossley’s machines for drawing two holes, or 
two reductions at one operation. The construction is similar to the 
last example, except that the machine is driven by fast and loose 
pulleys instead of clutches. The drawing-in motion is power 
driven from the loose pulley by worm-wheel motion, for which 
purpose the tongs may be hooked into one of the slots in the key- 
block, as shown separately in Fig. 487. Four or more similar 
machines combined on one “ stand,” are sometimes driven from 
the same shaft, the drawing apparatus being for convenience 
arranged alternately right and left of the main frame (Fig. 488). 

What are known as continuous or multiple drawing machines 
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have recently been largely developed, in which the wire to be drawn 
is taken from the swift through the first die, coiled round the first 
block, then through the second die to the second block, and so on 
to the finishing block. This results in a considerable increase in 
production. Messrs. W. T. Glover & Co. Ltd., of Manchester, 
have devoted considerable attention to this matter, and have 
produced a series of machines built on sound mechanical principles. 



and yet exceedingly simple in construction. It has been found 
that for drawing copper wire, three sizes of machine will suffice, 
viz. : (1) for drawing j inch diameter copper rods to No. 16 S.W.G., 
or any intermediate size ; (2) for gauges between No. 12 and No. 20 
S.W.G. ; and (3) for sizes less than No. 20 S.W.G. To give an idea 
of the rapid rate of working, it might be mentioned that the output 
of the large machine per day of 10 hours is equal to 2 tons of No. 14 
S.W.G. for the single machine and 4 tons for the duplex. Each size 
of machine is provided with nine dies, a number found necessary to 
effect the desired reduction in the case of copper. The principle 
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on which the machine works will be seen by reference to Fig. 489, 
Messrs. Glover’s duplex horizontal drawing machine for the manu- 
facture of steel wire in all sizes from No. 3 to No. 16 S.W.G., is 
shown in Fig. 490. For steel, five dies suffice, each being of the 
adjustable type previously illustrated. Four narrow drums or 
“ blocks,” as they are termed, and a finishing block are therefore 
mounted on each side of a central frame, constituting in effect two 
distinct five-die machines placed back to back. The blocks are 



Fig. 488. — “ Stand ” Arrangement of Wire-drawing Machine. 


positively driven through a double range of helical gears by a 
horizontal shaft, which is provided with a powerful friction clutch 
operated by a foot lever at the side of the machine. It will be 
noticed that as the diameter of the wire is reduced, the velocity 
of drawing must be increased. Therefore the blocks do not all 
revolve at the same speed, but the circumferential velocities must 
in each case be accurately adjusted to the speed of drawing by 
properly proportioning the sizes of the gears by which they are 
driven. Each side of the machine is connected to the main drive 
through a separate friction clutch controlled by foot lever placed 
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►uplex Drawing Machine for Copper W ire 
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Fig. 490 — Duplex Drawing Machine for Steel Wire 
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aear the finishing block. This arrangement renders it possible 
for the attendant to insert or “ string up ” a new length of wire on 
one side of the machine while drawing is proceeding on the other 
side. The die boxes contain solid lubricant, through which the wire 
passes before entering the die, but troughs are provided under the 
four drums on each side for the alternative use of liquid lubricant. 
For the production of copper wire, the design of the machine remains 
the same, its length being extended to accommodate nine instead 
of five dies on each side. 
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THE MANUFACTURE OF TUBES 

The simplest method of tube-making is that employed for 
wrought iron gas pipe, which consists in butt-welding the edges 
of a long strip of thin sheet previously bent to circular form 
(Fig. 491 (a ) ). The strip is first heated, the end bent over by hand 

as shown in Fig. 491 (b), and 
then pulled through a funnel- 
shaped former on a draw 
bench (Fig. 491 (c) ). After 
bending in this way, the roll 
IS raised to welding heat, and 
the edges welded by passing 
through rolls, or by rapidly 
drawing through a draw plate. 
For small tubes the rolling and 
welding may proceed simul- 
taneously during the drawing 
process, as shown. 

Lapwelded Steam Pipe (Fig. 
492 (a ) ), is produced from 
strips or “ skelps,’^ which are 
first scarfed at the edges by 
rolling, or in a special planing 
machine. The strip is heated and bent to shape round a mandrel 
by hand, after which it is raised to a welding heat, and passed 
through rollers over a fixed mandred supported on the end of a 
long rod (Fig. 492 (b ) ). This arrangement enables sufficient 
pressure to be applied to effect a satisfactory weld, whilst pre- 
serving the circular form of the tube. Both the above methods 
are practically confined to the use of wrought iron as the material 
of which the tube is composed. 

** Solid-drawn ” Tubes of copper, brass, and steel may be pro- 
duced without joint by drawing out in the same way as wire. 
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Fig. 491. — Manufacture of Wrought 
Iron Gas Pipe. 
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Originally, tubes were drawn upon a long mandrel^ having a length 
somewhat greater than that of the finished tube, but this system 
is now only employed for the 
very thin and accurately fitted 
brass tubes used for telescopes 
and optical instruments. A 
short and comparatively thick 
tube is made by bending a 
piece of sheet brass, the edges 
of which, having been previously 
notched, are fitted together in 
a series of dovetails as in 
Fig. 493 (tt). These are brazed 
together, and the joint care- 
fully dressed to the truly circu- 
lar form. This is known as a 
‘‘ cramped joint,” and is much 
used by coppersmiths. The 
piece to be drawn is then fixed 
upon a polished steel mandrel, 
the end being turned over the 
shoulder as in Fig. 493 (6), The 
mandrel with the tube upon it 
is then drawn repeatedly through 






Fio. 492. — ^Manufacture of Wrought 
Iron Steam Pipe. 


draw plates of smaller and smaller size, until the required external 
diameter is obtained, the internal diameter of course remaining 
the same as that of the mandrel. The original piece from which 


( 3 ) 


(b) 


Fia. 493. — Manufacture of Brass and Copper Tubes. 

the tube is drawn may be made from a casting, turned on the 
outside, and bored to fit the mandrel, and a solid-drawn tube would 
then result. 

Solid-drawn Tubes of copper, brass, or steel are now produced 
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by what is known as the short fmndrel system, in which the original 
thick piece is cold drawn ’’ through a die as before, but over a 
mandrel, which is stationary, being supported on the end of a rod 
of somewhat greater length than the finished tube (Fig. 494). The 



:z3- 


Fig. 494. — Manufacture of Solid-drawn Tube. 


cylindrical piece from which the tube is drawn, is turned and bored 
out of solid bar of the desired quality, and instead of using tongs 
as is done for wire, it is coupled to the slide of the draw-bench by 
means of a bolt and cotter, as in Fig. 494. The mandrel or “ plug ’’ 
is of hardened steel of a bulb-headed form, and is fixed so that its 
greatest diameter comes exactly in line with the 
smallest diameter of the conical hole in the die. 
It is necessary to anneal the tube frequently 
during the drawing process to restore the ductility 
of the metal, for the same reason and in the same 
way as in wire-drawing. 

Hydraulic Tubes. Extra thick solid-drawn steel 
tubes may be obtained suitable for hydraulic 
pressures up to 2 or 2^ tons per square inch. 
The thickness varies from J inch for tubes 
^ inch in diameter, up to | inch for a diameter 
of 2 inches. Such tubes are also useful for the 
purpose of producing the hollow screws em- 
Fio. 495.--Manu- ployed in lathes and other machine tools. 

Steel Tube. Weldless Stecl Tubes are produced by drawing 

down from a short and thick hollow cylinder 
punched or machined out of a solid block. The production of the 
perforated billet is thus the first step in the manufacture of weldless 
steel tubes. A very interesting process first introduced by Ehrhardt, 
in Germany, is shown in principle in Fig. 495. A square block of 
mild steel, previously raised to a bright red heat, is placed in the 
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round hole of a thick cylindrical die, and a punch is driven into 
the block by hydraulic pressure, thus expanding the metal in the 



Fig. 496. — Manufacture of Weldless Steel Tube. 


die, and leaving a short thick tube, closed at its lower end. As the 
sectional area of the tube must be the same as that of the square 
block from which it was formed, it follows that 

where d and D = diameters of punch and die respectively, and 
s == side of square block. From this the diameter of the punch 
must be 

d = 0-603 D. 

The bottom of the die rests against a strong 

plate, which may be withdrawn laterally after 

the block has been punched to the proper depth. 

The resulting cylindrical piece is then forced 

through a number of dies in succession, the 

external diameter being reduced, and the length 

increased at each draw (Fig. 496), The initial 

stage of the drawing is thus carried out in the 497._Action 

heated state, and is continued so long as the of Rolling Cylinder. 

somewhat rapid cooling of the piece will permit. 

Further reduction may then be accomplished 

when cold by means of the draw-bench, working 

in the ordinary manner, as already described. 

For this purpose, the thick end of the tube may 

be drawn down and flattened or “ tagged,” to 498.— Three 

enable it to be gripped by the tongs, as shown in Stages in Rolling 
o JTJT Thick Tube. 

Fig. 505. 

Suppose that a cylinder of mild steel at a bright red heat is 
placed between rolls, the axes of which are parallel, and which are 
made to revolve in the same direction. The cylinder will be some- 
what compressed, and by friction with the rolls, the material on the 
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top and bottom sides of the flattened piece will be extended in 
opposite directions by the action of rolling, as indicated by arrows in 
Fig. 497. The result is a tendency to develop a crack or fissure at 
the centre, which, on the removal of the piece from the rolls, could 

be caused, by the applica- 
tion of pressure at the 
sides, to assume the form 
of a cylindrical cavity. 
Fig. 498 shows the initial 
form of the cylinder, the 
flattened shape produced 
by rolling, with the fis- 
sure at the centre, and 
the restoration to the 

original circular form, 
Fio. 499.-Prodnction of Tube by Rolling. approximately 

cylindrical cavity, the section resembling a very thick tube. This 
action must, however, be regarded as confined to a very short 
length, and the process is not continuous. Suppose now (Fig. 499) 
that the axes of the rolls, whilst still contained in horizontal planes, 
are inclined at an angle a with each other. On rotation taking 
place in the direction of the 
arrows, the force, F, due to 
friction between the rolls and the 
piece may be resolved into its 
components, F sin a, and F cos a, 
respectively parallel and at right 
angles to the axis of the piece. 

Then whilst rolling is being 
effected by the action of the 
latter component, a continuous 
forward movement is given to Fiq. 500.— Principle of Mannesmann 
the work in the direction of its 
own axis by the component F sin a. 

Seamless Rolled Tubes are made by this very ingenious and 
original process due to Mannesmann, of Remscheid. The principle 
of the Mannesmann process is seen in Fig. 500. A solid cylindrical 
block of mild steel is raised to a welding heat, and is passed through 
conical rollers, the axes of which are set at a slight angle. The rolls 
rotate at a high velocity in the direction of the arrows, causing 



rSin a 
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the block to revolve, and at the same time imparting to it a forward 
motion in a direction from right to left in the figure, or towards the 
larger ends of the rolls. To prevent the work being forced out 
laterally, at least three rolls are necessary (Fig. 501), two of which, 
A and B, are the working rolls, the third, C, being simply a pressure 
or guide roll. In the actual machine, the so-called safety rail, D 



FiCt. 501. — ^Mannesmann Process ot Tube Making. 


is also added to support the tube when its diameter has been reduced 
to the same dimension as the least distance between the rolls. 
Suppose the diameter of the block to be equal to the distance between 
the rolls at the narrowest part, the block would simply pass through 
the rolls unaltered. If the diameter exceeds the distance named, 
the block is seized by the rolls, 

and caused to turn with a screw- ^ 

like motion. As the diameter of 

the rolls constantly increases from •• 

the point where the distance be- ^^2.— Mannesmann Tube with 

tween them is least, the tendency 

is to impart an increasing velocity to the outer surface of tlie block, 
which in consequence is drawn out at a more rapid rate than the 
interior, and the plastic condition of the metal in the hot state 
permits of this being carried out to such an extent that a tube 
results. It is in fact possible in this way to produce a tube with 
closed ends (Fig. 502), provided that the ends of the solid block 
before rolling are reduced to a diameter somewhat less than the 
least distance apart of the rolls, the diameter of the intervening 
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portion being as much greater as is required to give a tube of the 
desired size. The space in the interior of the completed tube with 
closed ends is not, as might be expected, a vacuum, but, curiously 

enough,' has been found on 
examination to contain 
highly rarefied hydrogen. 
The process as described is 
defective in certain direc- 
tions, inasmuch as it is 
extremely difficult to obtain tubes exactly of the thickness required, 
and with a smooth interior. It has therefore been found necessary 
to roll out the tube over a conical mandrel (Fig. 503), which rotates 
with the tube as it is formed. The mandrel, a, is fixed upon the 
end of a rod, which is prevented 
from deflecting laterally by the 
guide block, 6, sliding in the hollow 
bar, c. In this way tubes of from 
IJ to 6 inches internal diameter 
are manufactured, and larger sizes 
up to 12 inches may be obtained by 
employing an arrangement of ex- 
panding rolls introduced by Stiefel 
and shown diagrammaticaUy in 
Fig. 504:. The two conical rolls, 
a and 6, rotate very rapidly in the 
direction of the arrows, whilst the thick tube, c, to be expanded, 
and the m'andrel, d, revolve together at the same speed, the mandrel 
being supported on the end of a long bar, as before. The tube is 
finally made smooth and brought to exact dimensions by drawing 

through a die in which a short mandrel 
— is inserted, exactly as described for 

solid-drawn tubes, the solid end of 
Kio 50o.-mck IMbe rea^y for original block being left on for the 

purpose (Fig. 505). The Mannesmann 
process of tube-making is a somewhat severe test of the quality of 
the material employed, which in itself may be taken as a guarantee 
that such tubes must necessarily be of the very highest class. Any 
flaw in the original block is certain to result in the production of 
a fracture which cannot escape notice, and will, in fact, cause the 
working of the rolls to be temporarily suspended. 



Pig. 604. — ^Production of Tubes 
of Large Diameter. 



If 10. 503. — Use of Conical Mandrel. 
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Tubes of Plastic Material. A pro- 
cess, closely allied to that of wire- 
drawing, is frequently employed for 
the production of rods and tubes of 
plastic or semi-solid material by forcing 
it through a die under pressure. If a 
cylinder having a hole at one end 
(Fig. 506) be filled with soft plastic 
material, upon which pressure is 
exerted by means of a tightly-fitting 
plunger, solid flow ” may be induced, 
the substance issuing from the opening 
in the form of rod or wire. This 
principle, which has been utilised in 
the manufacture of macaroni, and in 
the plastic process of brick-making 
receives its most interesting application 
in the conversion of metals, such as 
lead and tin, into the form of pipes and 
rods of various sections. 

^ ^ Squirting ” Lead Rod and Pipe 
A special form of hydraulic press, 
shown ill Fig. 507, is employed for 
this purpose. The water ram. A, of 
the press carries a strong steel cylinder 
or container, B, into which molten 
lead may be poured from an adjacent 
lead pot. The container is provided 
with an external heating arrangement, 
so that the lead may be kept warm, 
and in a state just upon the point of 
solidification. The top of the container 
is fitted with a plunger or lead ram, C, 
which can be easily removed, and at the 
lower end of the plunger is inserted a 
steel die, D, having a rounded opening, 
the smallest diameter of which corre- 
sponds to the outside diameter of the 
pipe or rod required. If pipe is to 
be produced, a mandrel, E, having 



Fig. 507 — Hydraulic Press for 
“ Squirting ” Lead Pijie. 
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tlic same djanuter as the intended bore, is fix(»d in the end of the 
water ram, oi may be caiiied bj the container, in such a manner as 
to project thiough the die, leaving an annular space equal to the 
section of the pipe On admitting watei pressure to the ram, the 
h^ad IS squirted ” or extyuded through the opening m the die, and 
the resulting rod or pipe as the case may be, is ( oded upon a drum 
as it leaves the machine The coie may be tamed on a narrow 
bridge piece spanning across from side to side of th(^ bole in the 




I K 508 Aiiang(ment of Dies and C ontamcr for Squirting ” Lead Pipe 


die This, of course, has the effect of separating the outflowing 
stream of lead into two parts of approximately semicircular section, 
and these re combine under the pressure put upon them in passing 
out of the die, forming a completely circular pipe The bridge 
piece and core need carefully designing to ensure that tlie reunion 
of the parted metal is perfect Otherwise the pipes so made may 
be liable to split The first system shown in Fig 507, and at (6) 
Fig 508, IS that known as the “ long core ” arrangement Here 
the core which forms the hole in the pipe has to be fixed m position 
right through the centre of the mass of molten lead m the container 
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The core is thus subjected to constant heating and cooling, which 
not only roughens its surface, but also warps and bends it out of 
shape, rendering it difficult to form a true pipe. Messrs. W. T. 
Glover & Co. Ltd., of Trafford Park, Manchester, have, by careful 



l 1(3 -I’lcss foi m ikiiig IJ inch lead pipe 

design and propc'i piopoition of the parts, succeeded in producing a 
form of die box v, Inch is free fi om these defects The core is held m 
the bottom of the eontainer by means of a bridge or feet, and fits 
mto the recess carrying the die. On the application of pressure, 
the lead is forced over the bridge of the core, but reunites immediately 
in a comcal space provided for the purpose, the junction being 
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effected by the pressure to which the metal is subjected in passing 
out through the aperture formed by the core and the die. This is 
shown at (c), Fig. 508. It is quite a simple matter for air spaces 
to be formed in the core, which effectually prevents the lead re- 



uniting, but this is obviated entirely in Messrs. Glover’s arrangement, 
and as the surface of the metal does not come in contact with the 
atmosphere, and cannot therefore become oxidised, a perfect com- 
bination is rendered possible. Fig. 509 shows the Glover press 
as used for making IJ-inch lead pipe. The hydraulic cylinder, 
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being beneath the floor, is not seen in the illustration. The top of 
the ram, with the table fixed to it, just appears above the floor 
level. To the table the container is bolted, a hollow block being 
placed between them. The die and core for forming the pipe are 
placed in a vertical position in the upper part of the hollow block, 




SeccionAJ^. 

Fig. 511. — Dies for Lead-covering Electric C ibles. 

and immediately beneath the container. When pressure is applied, 
the lead pipe is extruded through the slot in the hollow block in 
front of the press. This is a much more convenient arrangement 
than to cause the pipe to pass upwards through the top of the 
press, from which it has to be brought down to the floor. Fig. 510 
shows a Glover press for making 4-inch soil pipe. In this case, the 
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hollow block, as described in the previous figure, is replaced by a 
core box with the die and core fixed in a horizontal position, as it is 
advisable to avoid bending the larger sizes of pipe any more than is 
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necessary. The illustration shows that large sizes of pipe may 
readily be cut to the length required as tliey are extruded, and 
stacked upon the floor. 

Lead-covered Cables. When covering electric cables with lead, 
much greater care is required than in the manufacture of pipe, as 
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not only must the covering be perfectly concentric, but it is essential 
to avoid damage to the cable itself, either by heat from the molten 
lead, or by moisture from the hydraulic cylinder. As the cable has 
to pass through the core, the latter must be made hollow, a patented 
arrangement due to Messrs. Glover being shown in Fig. 611. The 
die box, a, is fixed in the press between the table and the container, 
as seen in Fig. 612, the supply of lead from the container entering 
by the conical-shaped opening shown in dotted fines. The core, d, 
to suit the size of cable to be covered, is secured in position by the 
hollow screw, j. The shell, c, and die, b, are inserted from the oppo- 
site end of the box, and their positions relative to the core, d, may 
be adjusted by the screws, / and g, to give the required thickness of 
covering. The projecting end, (f, of the shell, c, enables the supply 
of lead on the upper side of the cable to be equalised, and a covering 
of even thickness is obtained without the use of a bridge. A com- 
plete press for covering a 4-inch diameter cable is seen in Fig. 512. 

Extruded Rods of Metal, etc. Not only lead, but other metals 
such as copper, phosphor bronze, muntz metal, etc., may be 
extruded, and carbons for arc lamps are produced by a similar 
process. Graphite, coke, gas carbon, and other substances are 
ground to a fine powder in a ball miU, and mixed with hot tar to 
form a stiff, pasty mass, which is then forced through a die of the 
proper form by means of a hydraulic press. The resulting rods are 
then raised to a high temperature in crucibles. 
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MANIPULATION OF METALS BY FLANGING, DISHING, 
DRAWING, ETC. 

The use of the press is not confined to forging and stamping, but 
has been extended in many directions, especially in the working 
of plates and sheet metal. These processes may be said to be 
derived from the operation of Flanging and Dishing plates for 
boilers and similar purposes. Formerly plates were flanged by 
hand, being bent when in a red-hot condition over a cast-iron 
“ form ” of the proper shape by blows from wooden hammers, 
(Fig. 513). The operation was performed by a number of men 
working simultaneously, from two to six being employed according 



to the size of the plate. Along the portion a, h, where flanging is 
just commencing, it will be seen that the metal is subjected to a 
“ drawing out ” action. But after delivering blows at (say) c and e, 
it is important that the formation of a crease should be prevented 
by blows upon the intervening portion at d. This results in ‘‘ jump- 
ing up ” the material at d, the force of the blow being resolved into 
components along the directions towards c and e. The drawing 
down during the first part of the operation, followed by jumping 
up the same material all round the flange to prevent creasing, 
necessarily renders such work liable to Imperfections, whilst at the 
same time it is slow, and therefore very costly. With the Hydraulic 
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Flanging Press (Kg. 614), on the other hand, the operation is 
rapidly performed at one heat, and any desired shape of plate may 





i 

Fig. 614. — ^Hydraulic Flanging Press. 


be produced. The upper die, or inside form, A, corresponding to 
the required shape of the plate, is carried upon stools bolted to the 
underside of the cross girder, B, the position of which may be 
adjusted to suit the work in hand by means of nuts on the screwed 
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ends of the main pillars. The lower or flanging die, C, the edge of 
which is curved outwards to a large radius, is supported on stools 
fixed upon the table, D, attached to the main ram, E. In addition 
four ‘‘ vice ” rams, F, are provided, worked from the same supply 
as the main cylinder. The heated plate is first placed in position 
on tlr lower die, C, when it is raised by the vice rams, and clamped 
firmly against the upper die, A. The main ram is then advanced, 



Fig. 615. — Flanging a Dished End by Hydi^ulic Pressure. 


bringing the lower die into the position shown in dotted lines, to 
complete the flanging. The same principle is made use of in a press 
on Tweddell’s system for flanging a dished end (Fig. 515). The 
plate to be flanged is made red-hot, and is placed upon a ring, A, 
secured to tbe table of the machine. The vice ram is then raised, 
carrying with it the lower die, B, and when this has been brought 
into contact with the plate, the main ram, C, descends, dishing the 
plate, and, overcoming the pressure on the vice ram, completes the 
flanging by forcing the plate inside the ring, A. 

Press Stamping and Drawing. The flanging, etc., of the com- 


SHEET METAL WORKING 


701 


paratively thick plates used for steam boilers and similar purposes 
is carried out in a heated condition, but the working of thin sheet 
metal must necessarily be done cold. Two distinct types of press 
are employed : (1) Single-acting, 

having only one slide, which is driven 
by crank and connecting rod motion 
from the main shaft of the machine ; 
and (2) double-acting, i,e,, having an 
inner and outer slide, the former 
driven by crank mechanism as before, 
and the latter either by cams, or 
preferably by toggle gear, as will be 
described later. In the single-acting 
press, the slide carries the punch, 
and the die is fixed to the frame 
of the machine. The operation is 
essentially that of punching thin 
sheet, on the principle that any 
desired form may be given to the 
punch and die. Armature discs and 
segments for electric motors and 
dynamos, magnet pole and pole shoe 
stampings, parts of switch gear, and 
other electrical fittings of a similar 
character, arc well-known examples 
of work of this description. By modi- 
fication of the dies, the range of work 

may be made to include perforating, ^ i 

bending, and forming, if the object liish. 

is of no great depth. Steel pens, 

buttons, parts of clocks and watches, light jewellery, etc., are 
produced in this way. 

Suppose it is required to produce in tliin shee^t metal the article 
represented in Fig. 516 (a), the press tool is employed in its simplest 
form, which consists of a punch and a die or matrix. The dishing 
of the plate or blank placed between the punch and the die (Fig. 
516 (6) ), can only be effected by an increase in length in the direction 
of the diameter, or by a reduction in the thickness of the plate, or 
what is perhaps most likely to occur, by a combination of these two 
displacements. A tensile stress is therefore set up in the direction 
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of the diameter, coupled with com- 
pression in the direction of the 
thickness of the plate. The result 
is a tendency to cause puckering or 
creasing of the plate, especially near 
the edge or flange. This is most 
marked in attempting to produce a 
vessel of any depth, as in Fig. 517, 
which also serves to illustrate 
another difficulty, viz., that of with- 
drawing the article from the die 
after it has been formed. The 
trouble is avoided by the use of the 


‘‘ pressure plate ” or blank holder 
Fig. 617.-Stamping a Deep Vessel. essential 



Fig. 618. — Stamping Seamless 
Metal Cup from Flat Blank. 


feature in the process of producing 
a seamless metal cup from a flat 
blank. For articles with parallel 
sides, the dies are of the “ push 
through pattern, as shown, which 
enables the finished piece to be dis- 
charged right through the lower die. 
The blanlc is slightly thicker than 
the depth of the recess in the lower 
die in which it is placed, and it is 
therefore held under pressure by the 
blank holder, which descends upon 
it during the down stroke of the 
machine. The punch is now brought 
to bear upon the blank, “ drawing ” 
it from between the blank holder 
and the upper surface of the die and 
over the rounded edge of the 
latter, to give the shape required. 
Without the blank holder, the disc 
would wrinkle or crease all roxmd 
the edge due to the action of the 
punch, but the pressure applied 


by the blank holder prevents the formation of creases, and might 


be said to smooth them out as rapidly as they are formed. It should 



' DRAWING ” SHEET METAL 


708 


be understood that the sheet metal is held with sufficient pressure 
between the blank holder and the bottom die to permit the drawing 



Fig. 519. — ^Tools for Drawing Rectangular Box of Copper. 

action to take place, which, it will be seen, depends largely upon 
the ductility of the metal, and its capacity for “ flowing ’’ in a cold 
state. The process is not restricted to objects of circular shape 
but is equally applicable to those of rectangidar form. In this 
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case, the blank must first be cut to the proper shape, for which 
purpose the outside of the blank holder is provided with a cutting 
edge, and made to do duty as a punch. Hence, a blank is cut out, 
and drawn to shape at each stroke of the press. An interesting 
example is given in Fig. 519, which shows a set of tools for making 
a rectangular copper box, (a), 4| inches long, inches wide, and 
inches deep, the stock used being about « ^ inch thick. To pro- 
duce this box by drawing, requires that the blank shall first be cut 
to the shape shown at (6). The correct size and shape of blank is, 
in such a case, best determined by experiment, commencing with 
as close an approximation as calculation and judgment may decide, 
and working in the first place with the drawing dies only. Fig. 
519 (c) is a plan of the underside of the blank holder or cutting 
punch. A, which is provided with a circular flange for attachment 
to the ram of the press. The outside or cutting edge is of the same 
shape as the blank (6), and the rectangular hole through the centre 
corresponds to the exterior of the finished box. The drawing 
punch, B, seen in the views (d), (e), has a cylindrical shank to fit 
the drawing plunger of the press, the rectangular portion at the 
bottom being of the same size as the interior of the finished box. 
The bottom die shown in plan at (/), consists of a holder, C, and 
two dies, the cutting die, D, of the same shape as the blank, and the 
drawing die, E, the hole in which is the size of the outside of the 
finished box. The machine is adjusted until the face of the cutting 
punch just binds the blank on the face of the drawing die, as at 
{d). The drawing punch then descends, as at (e), and the com- 
pleted box is pushed through the die without the aid of any device 
for extracting. The speed of the press is about 45 revolutions 
per minute, producing 1,200 boxes per hour. In many cases, 
especially with articles of considerable depth, the required form 
is not imparted at one blow, but the drawing takes place a little 
at a time, in a succession of dies of gradually diminishing diameter. 
Should the metal show signs of becoming too brittle, it must be 
annealed, and during the drawing process two or three annealings 
may be necessary. This process is known as re-drawing, and the 
dies used for the purpose are generally arranged as in Fig. 520, 
with an inside blank holder, or pressure ring. The blank, (a), is 
first drawn to the shape, (6), in dies having an outside blank holder, 
as already down in Fig. 519. Proceeding to the re-drawing dies, 
as at (c), Fig. 520, the work is held between the bevelled edges of 
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the lower die and the inside blank holder, and by the action of 
the punch is drawn into the form of increased depth shown at (d). 
Another and similar set of dies may then be employed to reduce 



the diameter and still further increase the length, the operation 
being repeated in stages until the required result is obtained. Sheet 
^etal, whether steel, brass, copper or aluminium, is now supplied 
in qualities which will draw to great depths, and Fig. 520 (e) 
Exhibits the successive stages in the sequence of operations for pro- 
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Kig 521 — Stages in Drawing Steel Canister. 
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ducing the deep vessel, A, from the circular blank, B. The first 
operation 1, is that of blanking and drawing ; 2, 3, 4 and 5 are 
re-drawing or reducing, and 6 is that of sizing or finishing, the latter 
being finally resorted to when great accuracy in diameter is required. 
The ‘‘ sizing ” punch and die are usually of the “ solid-bottomed ” 
variety, and the operation more nearly resembles stamping, being 
as a matter of fact, frequently performed in a drop-press. The 
different stages in drawing a canister 2 inches inside diameter and 

4 inches high, from very soft, cold rolled sheet steel inch tliick 
are illustrated in Fig. 521. The first operation (1), of blanking and 
drawing is performed on a double-acting press by means of the 
dies shown at (a). The second operation (2), for which the dies 
are shown at (6), reduces the diameter and increases the length. 
The air vent to provide for the escape of air through the drawing 
punch will be noticed. This is an important point, and when 
neglected is often the cause of serious trouble. The third operation 
(3), is again double-acting, the dies (o) being constructed with an 
inside blank holder, as previously explained. The fourth and fifth 
re-drawing operations (4) and (5), are carried out by means of single 
action ‘‘ push-through ’’ dies (d) and (e), as is also the final or 
“ sizing ” operation (6), for which the dies are shown at (/). During 
the progress of the work the shell is annealed four times, and when 
drawing, a thin mixture of lard oil and white lead is employed as a 
lubricant. 

The design and construction of the machine itself has been 
much improved of late, so that it is now possible to draw at one 
operation articles which under the older methods required from 

5 to 20 stages. This is largely due to the application of the toggle 
mechanism for operating the blank holder. Fig. 522 illustrates 
an example of a drawing 'press made by Messrs. Taylor and 
Challen Ltd., of Birmingham, a firm which has earned a sound 
reputation regarding this class of work. A crankshaft driven by 
powerful gearing, runs in bearings at the top of the frame, which 
is cast solid in one piece to give great strength and rigidity. From 
the crank at the centre of the shaft, a connecting rod impart^the 
necessary length of stroke to the plunger or inner slide for carrying 
the punch. This passes through, and is guided in a sliding frame B 
(Fig. 523), which moves in planed slides formed in the vertical 
sides of the main casting C, To the frame, the blank holder, D, is 
attached by means of adjusting screws and nuts. The frame, or 
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outer slide, is counter-balanced by weights, which rise and fall on 
a guide at the top of the machine, as seen in Figs. 522 and 525. 
Pressure is exerted on the blank by the toggle mechanism, which 



Fig 522. — ^Toggle Drawing Press. 

is in duplicate, in order to keep the point of application of the stress 
close to the side of the frame. The arrangement is shown in detail 
in Fig. 524. The toggles are worked by cams, G, which are solid 
with the main shaft, one on each side of the central crank. The 
shape of the cam is designed to give a dwell ” during rather more 
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than a quarter of the ^evolution, which renders it possible to get a 
uniform pressure on the blank during that time, and constitutes 
the important feature of this type of press. The toggle levers, H, 
work on fulcrum pins, F, attached to the frame, and each carries 
at its inner end a smooth friction roller, J, which bears against the 
cam. The ends of the long arms, A, are connected by links , AB, to 
the outer slide, and the toggle mechanism thus consists of the 
members, FA, AB. For a movement EE' imparted by the cam to 



the inner end of the toggle lever, the end of the long arm travels 
over AA', and the outer slide is depressed from B to B'. It will 
be seen that as the blank holder nears its lowest position, a very 
large movement of E and A produces only a very minute movement 
of B. The pressure on the cam rollers is therefore enormo]||Iy 
multiplied at B, but the heavy pressure which is necessary to hold 
the blank is transmitted through the straightened toggles direct to 
the frame of the machine, and does not come upon the revolving 
parts, thus relieving the bearings of the friction and consequent 
wear due to holding the blank. To place the machine entirely 
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under control of the operator, it is driven through a special form of 
friction clutch and stop motion on the back shaft, causing the 
press to make one revolution and then stop at the top of the stroke 
to ensure safety. The clutch starting lever is placed in a horizontal 


I 



pQption on the right-hand side of the machine, and the pressure on 
the friction clutch required to drive the press is automatically 
derived from the machine itself during the downward stroke of the 
slides. In case of emergency, or when tool setting, the operator 
may instantaneously stop all downward movements of the press by 
the vertical hand lever on the right. The illustration (Fig. 525) 
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shows the press operator engaged in stamping articles 18 inches 
diameter and 4| inches deep from mild steel blanks 26 inches 
diameter and ^ inch thick. The work is ejected automatically 



Fia 525 — Operator Stamping Pans 18 inches diamtter, 4^ inches deep, and 

^ inch thick 

from the dies during the upstroke after stampmg, by means of an 
adjustable extractor, E, coupled to the blank holder shde by two 
vertical tension rods, F, in such a manner as to be capable of easy 
removal when push-through dies are m use, as will be seen from 
Fig. 523. In some instances, the ejector is actuated by a cam ou 
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the end of the crankshaft, or the stamping may be extracted from 
the die by a “ stripper,” which is raised during the upstroke by 
springs contained in pockets cast in the lower die block. An ejector 
or “ knock-out,” must also be employed with ‘‘ solid-bottom ” 
dies for producing articles having generally the form of a hemi- 



Fig. 626 . — Solid Bottom Dies for 
Stamping Bowl. 


sphere or bowl, an example of 
which is given in Pig. 526. The 
range of work for which the 
drawing press is adapted is 
extremely wide, embracing 
domestic ironmongery, tin, brass 
and copper goods and cooking 
utensils of all kinds, bowls, pans, 
kettles, trays, brackets, boxes, 
scoops, shovels, lamps, reflec- 
tors, burners, cartridge cases, 
ferrules, watch cases, etc. A 
few examples from information 
supplied by Messrs. Taylor and 
Challen, are shown in Fig. 527. 
One of the most interesting and 
remarkable examples of drawing 
which could be referred to occurs 


in the manufacture of large cartridge cases, an account of which 
will be found in the Proceedings of the Inst, Mechanical Engineers 
Vol. 4, 1905. The cartridge case referred to, for a British 6-inch 


quick-firing gun, is 16 inches long, tapering from 7 inches diameter 
at the breech end to 6| inches at the muzzle end. This is produced 
from a disc of brass 12g inches diameter and | inch*thick, weighing 
28f lb., by successive cupping, drawing, and indenting, with anneal- 
ing at frequent intervals. The total pressure for cupping reaches 
158 tons, whilst for drawing it is gradually reduced from 140 tons 
for the first, down to 40 tons for the eighth, and last draw. 

Coining and Embossing. Another operation performed in a 
press is that of minting or coining, for stamping pieces of money, 
medals, etc. This, however, differs essentially from the process of 
drawing just described. In coining, the two dies, representing the 
obverse and reverse of the piece, are in relief, and as a rule, have 
totally different images. The disc of metal to be operated upon 
is placed in a strong ring, into which also each of the dies enters 



direction, retains its truly circular form and is constrained to fill up 
the smallest depressions in the dies, and a sharp impression results. 
It is a practical everyday requirement that it should be possible to 
place a number of the same coins one upon the other so as to form 


Fig. 527. — Examples of Work done m Drd\\'in» Presj 
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a roll, which cannot be done unless the image is everywhere lowc 
than the rim round the edge of the coin. Th 
restriction does not apply to a medal, t 
image on which is usually of much grea"^ 
depth, and may therefore require grea 
pressure for its production, or the same re 
may be reached in two or more stages, 
intermediate annealing. 




Fig. 628 — Principle 
of Coining 


The coin of the realm is ‘‘ struck ” at 
pressing, the total force applied being abou 
tons for a sovereign, 100 tons for half-a-crc 
and 40 tons for a halfpenny. To obtain 
highly-concentrated pressure, acting howe^ 
through a very short stroke, a press of 
special type is employed, the mechanism 
which IS shown diagrammatically in Fig. 529, 
Here a and 6, are the upper and lower d 
respectively, with the ring piece c, carrying t» 


coin d, between them. The two parts of the mechanism e and /, fon 


a toggle driven by the lever q, and connecting rod h, from the co 



Fio. 529. — Mechanism of Coming Press. 
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t^intiouBly revolving crankshaft of the machine. It will be noticed 
"»hat for a complete stroke of the end of the lever g, a very small 
Aovement E, is imparted to the die. The mechanical advantage 
the combination is therefore very great, enabling a considerable 
fissure to be exerted through a small space. Further, it is a well- 
own property of the toggle mechanism that the mechanical 
vantage increases, at first slowly, but very rapidly indeed as the 
I parts come nearly into line. This is shown in the outline 
-gram II, where the stroke of the driving lever, g, has been 
■“ided into four equal parts. It is then seen that a movement Oj 
/unparted to the die during the first quarter of the stroke, or from 
10 J, whereas for the same distance traversed by the end of the 
>ver g during the last quarter, i.e., from f to 1 , the movement of 
je dies is reduced to the exceedingly small amount a^. The resulting 
•acrease in mechanical advantage has been plotted as a curve in the 
-iagram III. The part t, carrying the upper die, is capable of a 
ilight amount of vertical movement, and is pressed upwards by 
<|iowerful springs with sufiicient force to keep the two members of 
'(he toggle always in contact. The press is fitted with an automatic 
deed for the supply of the discs or blanks, which are produced in 
a separate machine, and also with a self-acting stripping or releasing 
device for the delivery of the finished pieces. 
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AbrasioH tests, 20 ; resistance, 20 
Abrasive materials, 255 
Acetylene, 498 ; dissolved, 499 ; gene- 
rators, 500 ; welding, 498 
Acid open-hearth process, 96 ; refrac- 
tories, 88 ; steel, 88 
Admiralty tests, wrought iron, 75 
After-blow, 94 
Air furnace, 398 
Air pressure die-casting, 490 
Alburnum, 223 
Alfoil, 214, 279 

Alloy, definition of, 124 ; steels, 141 
Alloys of aluminium, 214, 495 ; copper- 
tin, 199 ; copper-zinc, 195 ; cupro- 
nickel, 204 ; cutting, 218 ; die- 

casting, 494 ; heat-resisting, 205 ; 
high permeability, 206 ; iron-carbon, 
132 ; lead-antimony, 211 ; lead-tin, 
210 ; light, 214 ; nickel, 204 ; non- 
ferrous cutting, 218 
Aloxite grinding wheels, 267 
Alpaez metal, 215 
Alpha iron, 132 

Aluminium, 186, 214 ; alloys, 214, 495 ; 
brass, 496 ; bronze, 202, 495 ; 

smelting of, 188 
Aluminous cement, 254 
Alundum grinding wheels, 257 
American whitewood, 236 
Amsler abrasion test, 20 
Analysis of blast furnace gas, 51 ; coal 
gas, 113 ; lubricating oils, 283 ; pig 
iron, 95 ; producer gas, 113 ; wrought 
iron, 76 

Andalusite, 274 

Angle section, rolling of, 666 ; smithing, 
608 ; welding, 609 
Animal oils, 281 

Annealing copper and brass, 170 ; high 
temperature, 169 ; low temperature, 
170 ; steel castings, 170 ; wire, 672 
Annual rings in timber, 222 
Anti-friction metal, 212 
Anti-frost protection, 279 
Antimonial lead, 496 
Antimony, 189 

Anvil, English, 623 ; French, 623 
Anvil-block, 523 
Arc welding, 604 


Ardoloy, 220 
Armour-plate glass, 272 
Asbestos, 265 ; coated electrodes, 
friction fabrics, 267 
Ash, 238 
Asphalte, 264 
Aumond charger, 44 
Austenite, 133, 135 
Auto-punch, 18 

Babbitt metal, 212 
Baked cork, 277 
Bakelite, 308 
Balata, 305; belting, 302 
Ball clays, 274 
Balsa wood, 240 

Bar guide train, 68 ; mill, 68 ; roUii 
iron or steel, 663 ' 

Basic Bessemer process, 92 ; op 
hearth process, 102 ; refractor 
274 ; steel, 92, 102 
Bauxite, 188 
Bay wood, 238 
Bearing metal, 212 
Bedding- in, 333 
Beech, 239 

Bcll-metal, 201 ; moulding, 366 
Belting, balata, 302 ; canvas, 3 
cotton, 302 ; double, 300 ; Gar 
302 ; leather, 299 ; rubber, 3 
textile, 301 

Belt-making process, 299 
Bench moulding, 327 
Bending press, 656; table, 673, ( 
tests, 74 

Bent crank, forging a, 611 
Bessemer converter, 86 ; ladle, J 
pig, 95 ; plant, 86 ; process, 86 
Best iron, 63 
Beta iron, 132 
Billets for rolling, 114 
Bitumen, 264 
Black core- wash, 330 
Black-heart iron, 409 
Blast, cupola, 390 
Blast furnace, copper, 176 ; gas, 
iron, 36 ; working, 60 
Blast, main, 40, 47 
Blister steel, 83 

Block, anvil, 623 ; swage, 627 ; vee, f 
716 
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looks, bending, 664, 666 
Uoom, puddled, 64 
'dower. Root’s, 396, 618 
'llowers, turbo-, 44 

Jlowing engines, blast furnace, 43 j 
Bessemor, 89 

Uowpipes for welding, 600 
Blue bricks, 246 ; shortness, 79 
Board stamp, 639 
’olt, forging a, 589 
>olt-forging machine, 649 
Bonvillain moulding, 451 
Borax, use of, 678 
Boshes, blast furnace, 36 
^loss, forging a, 691 
Box lifter machine, 437 
Box, three-part, 335 
Boxes, moulding, 324 
Boxwood, 240 

Brass, composition of, 195, 198 ; naval, 
197 ; properties of, 196 ; white, 212, 
495 

Breaking piece, rolls, 661 
Brickmaking, 246 

Bricks, fire, 246 ; blue, 246 ; common 
red, 246 ; glazed, 246 
Irinell hardness, 8 
Britannia metal, 210 
, Bronze, 199; aluminium, 202, 496; 
coinage, 200, 714 ; manganese, 197 ; 
phosphor, 201 ; silicon, 203 ; 
statuary, 200 
Brown hematite, 34 
Bulk modulus, 7 
Bull-dozer, 656 
Burnt steel, 162 

^Butt weld, electric, 603, 508 ; smith’s, 
579 

, ‘Butterfly reversing valve, 99 

Cadmium, 193 
Calcium carbide, 499 
Cambium, 223, 303 
banary wood, 236 
Canister drawing dies, 706 
Canvas belting, 301 

Carbide of calcium, 499 ; molybdenum, 
220 ; tungsten, 219 
Carbides, cemented, 219 
Carbofrax, 274 
Carbon arc welding, 604 
Carbonising, 170 
Carbons for arcs, 697 
Carborundum, 266, 274 ; furnace, 266 ; 

grinding wheels, 261 
Cartridge cases, drawing of, 712 
Case-hardening, 170 
Casein plastic, 307 

Cast iron, 312, 386 ; cold-blast, 31 
malleable, 409 ; remelting, 426 


Casting, centrifugal, 422, 486 ; Corthias, 
486 ; die, 483 ; gravity, 486 ; hot- 
metal process, 51 ; pit, 89, 100, 347 ; 
slush, 485 

\^a8tings, annealing steel, 170, 422 ; 
blowholes in, 416 ; chilled, 376 ; 
contraction of, 312 ; defects in, 416 ; 
fettling of, 413 ; honeycombing in, 
417 ; pickling of, 416 ; steel, 418 ; 
warping of, 313 
Cellular rubber, 278 
Celluloid, 306 

Cellulose-acetate plastic, 310 
Cement, aluminous, 254 ; Portland, 
263 ; rapid-hardening, 263 
Cementation process, 81 
(Vmented carbides, 219 
Cemontite, 132, 136 
Centrifugal blowers, 44; casting, 422, 
486 

Chain-making, 582 

Chaplets, 332 

Charcoal, 277, 324 

Charge, blast furnace, 48 

Charging machine, steel furnace, 102 

Charging, mechanical, blast furnace, 48 

Charging platform, cupola, 388 

Chilled castings, wheels, 376 ; rolls, 378 

Chills, core, 379 

China clay coating, 605 ; refractory, 
245, 274 

Chisels, smith’s, 624 
Chrome leather, 297 ; steel, 142 ; 
-nickel steel, 142 ; -vanadium steel, 
412 

Chromite, 274 

Chromium, 190 ; steels, 143 
Ciinent fondu, 264 
Cinder notch, 36 
Clay-ironstone, 34 

Clay, china, 246, 274, 505 ; origin, 245 ; 
puddle, 247 

Clays, ball, 274 ; fire, 246, 274 
Cleaning castings, 413 
Cleveland ironstone, 34 
Cliche moulding, 458 
Cloudburst hardness test, 18 
Coal gas, analysis of, 113 
Coated electrodes, 505 
Cobalt, 192 ; steels, 164 
Cobaltcrom, 154 
Cod in moulding, 337 
Coining press, 714 
Cold blast iron, 36 
Cold drawn tubes, 686 
Cold plastic moulding, 309 
Cold shortness, 74 
Cold shut in casting, 418 
Cold storage insulators, 277 
Colours in tempering, 163 
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Concrete, reinforced, 254 
Conductivity, electrical, 5; heat, 6, 
276, 280 

Connecting rod, forging a, 611, 641 
Constantan, 206, 208 . 

Contraction of castings, 312 
Convection currents, 276 
Conversion factors for hardness, 19 
Converter, basic, 93 ; Bessemer, 86 ; 
Trope as, 406 

Cooling of castings, 312 ; steel ingot, 
114, 319 

Cope in moulding, 333 
Copper, electrolytic, 179 ; properties 
of, 173 ; smelting of, 174 ; -tin 
alloys, 199 ; tubes, 180, 684 ; -zinc 
alloys, 195 

Core bar, 332 ; box, 329 ; chills, 379 ; 
dry sand, 329, 344 ; false, 335 ; 
green sand, 344 ; -iron, 331 ; loam, 
344 ; -making machines, 480 ; print, 
330 ; sand, 329 

Coreless induction furnace, 120 

Cores, drying of, 330 

Cork, baked, 277 ; granulated, 277 ; 

slabs, 277 ; wool, 277 
Corrugated iron, 183 
Corthias casting, 485 
Corundum, 265, 258, 261 
Cotton belting, 302 ; silicate, 277 
Cowper stove, 42 

Crane, ingot stripping, 89, 114; ladle, 
89. 412 

Crank, forging a, 611 
Crankshaft, forging a, 610, 638 
Creep rates, 31 ; resistance, 30 
Critical points in steel, 160 
Cronite, 206 
Crown glass, 269 

Crucible furnace, brass, 399 ; gas-fired, 
402 ; stee], 84 ; tilting, 402 
Crystolon grinding wheels, 267 
Cup and cone, blast furnace, 38 
Cupola, foundry, 386 
Cupro-nickel aUoys, 204 
Cutanit, 220 
Cutting alloys, 218 

Cylinder moulding, dry sand, 348 ; 

loam, 367 
Cylinder oil, 283 


DAKdy, puddling furnace, 62 
Danzig fir, 239 
Decalesoence point, 160, 167 
Defects in iron castings, 416 ; steel 
castings, 418 ; timber, 231 
De Lavaud casting process, 423 
Delta iron, 132 ; metal, 197 
Density, 4 


Depth of case, 162, 171 ; of chill, 376 
Dewar flask, 276 
Diatomaceous earth, 274, 278 
Die-casting alloys, 494 ; machines, 48S 
processes, 486 

Die sinking, 642 ; j stamping, 642 
Dies for wire-dra^ng, 673 
Dishing press, 700 
Dolomite, 261, 274 
Double belting, 300 
Douglas fir, 239 
Downcomer, blast furnace, 40 
Drawback in moulding, 334 
Drawbench, 676 
Drawing dies for canisters, 706 
Drawing down in forging, 671 
Drawing machines, 676 
Drawing sheet metal, 700 
Draw-plates for wire, 673 
Drifting tests, wrought iron, 76 
Drifts, smith’s, 531 
Drop forging, 642 ; hammer, 635 
Dry sand core, 329, 344 
Drying of cores, 330 
Ductility, 22, 610 
Duralumin, 215 
Duramen, or heartwood, 223 


Ebonite, 306 

Eden-Foster impact test, 24 
Elasticity, 6 

Electric carborundum furnace, 266 
Electric furnaces, types of, 117 
Electrical conductivity, 6 ; welding, 
503 

Electrodes for welding, 506 
Electro-magnetic hardening, 168 
Electro- thermic steel, 116 
Electro-zincing, 183 
Elektron metal, 192, 484 
Elements, occurrence of, 32 
Elinvar, 208 
Elm, 239 
Elongation, 22 
Emery, 265, 261, 262 
Emissivity, heat, 276 
Endurance Umit, 26 
Engines, blowing, 43, 89 ; rolling mill, 
71 

Engineer’s bronze, 201 
Equilibrium diagrams, 127, 138, 196, 
200, 211 
Erinoid, 307 
Eutectic, 126 
Eutectoid steel, 133 
Expanded rubber, 278 
Extruded metal rod, 697 
Eyebolt, forging an, 600 ; stamping an, 
648 
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Facing sand, 827 
Factors, hardnws conversion, 19 
Faggot for rolling, 66 
False core, 336 

Fan, blowing, 390 ; Sturtevant, 394 

l^'atigue resistance, 26 

Feeding gate, 326 

F^t, 279 

Ferrite, 132 

Ferro-manganese, 66, 100, 115 

Ferro-nickel alloys, 206 

Ferro-silicon, 115 

Fettling castings, 413 

Fir, Danzig, 239; •Douglas, 239; 

Scotch, 236 ; white, 236 
Fire, smith’s, 612 
Firebricks, 246 
Fireclays, 246, 274 
Firestone, 248, 274 
Flanging, han<f, 698 ; press, 699 
Flash point of oils, 289 
Flasks, moulding, 324 
Flatters, smith’s, 626 
Flint, 274 
Fluid steel, 116 
Fluidity, 6 

Flux, blast furnace, 36 ; cupola, 390 ; 
fusion welding, 601 ; smith’s weld> 
ing, 578 

Flywheel, moulding a, 361 
Foot hammer, 632 

Forge, arrangement of, 64, 612 ; equip- 
ment, 613, 632, 616 ; train, 66 
Forging, examples of, 688, 636 
Founding, principles of, 311 
Foundry, arrangement of, 381 ; equip- 
ment, 381 
Four-part box, 341 
Freezing curves, 138, 196, 200, 211 
Frick’s furnace, 120 
Friction drop stamp, 636 
Friction fabrics, 267 
Fullers, smith’s, 626 

vx^imace, arc, 117 ; blast, 36 ; cementa- 
tion, 81 ; continuous steel, 106 ; 
coreless, 120 ; crucible, brass, 399 ; 
crucible, steel, 84; electric, steel, 
116; electric, carborundum, 266; 
electro-magnetic, 168 ; Frick’s, 120 ; 
Heroult’s, 117; nitriding, 163; 
puddling, 60 ; regenerative, 60, 96 ; 
resistance, 117 ; reverberatory, 184; 
Siemens open hearth, 97 ; Stassano’s, 
117 ; Stobie’s, 121 ; Talbot’s, 106 ; tilt- 
i|ig, 106, 402 ; twin, 166 ; Witton, 121 
Fusible metal, 211 
Fusion welding, 496 

Galalith, 307 
Galvanised iron, 183 


Gamma iron, 132 
Gandy belting, 302 
Gangue, 36 
Gannister, 88, 274 

Gas producer, Silger, 111 ; Siemens, 
108 ; Wilson, 109 
Gas wading, 497 
Gates in moulding, 326 
Gear moulding machine, 474 
German silver, 205 • 

Glass, armour-plate, 272 ; crown, 269 
flint, 269 ; plate, 269 ; safety, 271 ; 
sheet, 269 ; triplex, 271 ; tubing, 270 
Glazed bricks, 246 
Grades of grinding wheels, 261, 262 
Grain sizes, abrasives, 269 
Granite, 244 
Granulated cork, 277 
Graphite, 274 
Graphitic carbon, 63, 138 
Gravity die-casting, 486 
Gray’s flash apparatus, 289 
Green sand core, 344 ; moulding, 323 
Greenheart, 237 
^rey cast iron, 63, 138 
Grinding wheels, 261 
Grindstones, 248 
Gumming of oils, 285 
Guide train, 68 
Gutta percha, 306 

•H AiGH fatigue test, 29 
Hammer, (kop, 636 ; foot, 632 ; friction 
drop, 635 ; hand, 620 ; Oliver, 532 ; 
parallel, 532 ; pneumatic, 647 ; 
power, 632 ; Rigby, 668 ; shingling, 
62 ; sledge, 621 ; spring, 642 ; 
steam, 562 

Hammered scrap forgings, 636 
Hand forging, examples of, 588 
Hardening of steel, 77, 169, 162 
Hardness, Mohs’ scale, 8 ; property of, 
7 ; tests, 7 
Harveyised steel, 142 
Heartwood, 223 
Heat conductivity, 6, 276, 280 
Heat insulating materials, 274 
Heat-resisting alloys, 205 ; steels. J.46 
Heat treatment of steels, 169 
Heavy-coated electrodes, 606 
Hematite ores, 34 
,Heroult’s furnace, 117 
Hickory, 239 
Hide, section of, 296 
•High-speed steel, 149, 163' 

Hones and oilstones, 264 
Honeycombing in castings, 417; in 
ingots, 115 
Hook, forging a, 698 
Hoop, forging a, 602 
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Hot-blast, 40 
Hot metal casting, 51 
Hot plastic moulding, 309 
Hot saw for smithy, 666 
Hydraulic flanging press, 699 ; forging 
press, 622 ; leathers, 300 ; moulding 
machine, 461 ; packings, 300 ; 
squirter, lead pipe, 691 
Hydrometers, 283 

ISfFAOT resistance, 24 
Impurities in iron, 55 
Indentation hardness tests, 8 
Indiarubber, 278, 303 
* Induction furnace, 117 
Ingot stripping crane, 89, 114 
Insulating materials, heat, 274 
Invar, 141, 207 

Iron, alpha, 132 ; grades of, 53 ; beta, 
132 ; cast, 312, 385 ; corrugated, 
183 ; delta, 132 ; galvanised, 183 ; 
gamma, 132 ; merchant, 63 ; ores of, 
34 : pig, 53 ; wrought, 57 
Izod impact test, 26 

Jarbah wood, 238 
Joists, rolling of, 665 
Jumping-up, forging, 569 

Kaolin, 246, 274 
Karri, 238 
Kauri pine, 236 

Kieselguhr, 274, 280 ; bricks, 279 ; 
plastic, 278, 280 

Ladle, Bessemer, 92 

Ladles, foundry, 410 

Lapweld in forging, 682 ; welding, 508 

Larch, 236 

Lathe-bed, moulding a, 339 
Lead-antimony alloys, 211 
Lead cable covering, 696 
Lead, milled, - 184 ; piping, 184, 691; 

red and white, 186 ; smelting of, 185 
Lead-tin alloys, 210 
Leather, 296 ; belting, 299 ; hydraulic, 
300 ; raw hide, 300 

Lever, forging a, 691 ; stamping a, 646 
Lift for blast furnace, 48 
Lifter, drop-hammer, 536 
Light alloys, 214 
Light-coated electrodes, 505 
Lignum vitse, 237 

Lime (timber), 236 ; (refractory), 252, 
274 

Lime-burning, 252 
Limestone, 249, 274 
Limit, creep, 30 ; fatigue, 26 ; of pro- 
portionality. 6 

Lining , acid, 88 ; basic, 93 ; Bessemer 
converter, 86 


Liquid shrinkage, easting, 312 
Loam board, 344 ; core, 344 ; co. 
position, 362 ; moulding, 321, 36r 
pattern, 344 
Lubricants, 281 


Machine, charging, 102 ; coining, 7-* 
core-making, 480; die-casting, 4S^ 
flanging, 699; forging, 541, 641 
moulding, 436 ; welding, 679 ; Well- 
man charging, 102 
Magnesia, 274 ; plastic, 278, 

86 per cent., 278, 280 
Magnesian limestone, 251 
Magnesium, 192 
Magnet steels, 1 54 

Magnetic iron ore, 34 ; properties, o 
164, 166, 206 
Magnolia metal, 212 
Mahogany, 238 
I Malleability, 22, 610 
Malleable cast iron, 409 
Manganese, 192 ; bronze, 197 ; in cas 
iron, 66 ; in steel, 92 ; nickel, 206 ; 
steel, 147* 

Manganin, 205 

Mannesmann tube process, 688 
Maple, 241 
Marble, 261 
Martensite, 133, 135 
Massey hammer, 649, 563 
Materials, heat-insulating, 274 ; plastic 
306 ; properties of, 4 ; refractory 
273 

Mechanical charging, 48, 102 
Medullary rays, 224 
Melting points of metals, 23 
Memel timber, 235 
Metal arc welding, 604 
Metal mixer, 52, 90 
Mill, cogging, 65, 114 ; plate, 70 ; roi 
ing, 667 ; reversing, 69, 662 ; trail 
67 

Mineral oils, 281 
Minting press, 714 
Mixer, metal, 62, 90 
Mixtures for founding, 426 
Modulus of elasticity, 7 ; of rigidity, 
bulk, 7 

Mohs* hardness scale, 8 
Molybdenum, 191 ; steels, 154 
Monel metal, 204 
Moore casting process, 423 
Mora, 237 

•Mottled cast iron, 63 

Mould, arrangement of, 324 ; ingot, 

89, 100, 114; pot, 341 
Moulder *s tools, 321 
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i tiding, Bonvillain, 461 ; boxes, 324 ; 
Wll, 376; cliche,. 468; dry sand, 
; examples of, 327 ; green sand, 
3*1 ; machines for, 436 ; multiple, 
jA72 : of plastics, 309 ; open sand, 
^ plate, 432 
Rple moulding, 472 
'gtal, 207 
nVuetal, 196 
Ehet steel, 149 


Ital brass, 197 
j;*jBd refractories, 274 
206 

189 ; alloys, 204 ; bronze, 204 ; 
melting, 190 ; steel, 141 ; -chrome 
steel, 142 


'j/ralloy steel, 149 
Itro-cellulose plastic, 306 
^ 62 

^‘Jular carbon, 139 
^enclature, steels, 166 
>n -ferrous cutting alloys, 218 
jrmalising, 168 
brthem pine, 236 
umbers of pig iron, 53 
ut and bolt forging, 649 
I - 

?k, 236 

il-bath quenching, 165, 172 
Is, 281 

ilstones and hones, 264 
l-testing machine, 290 
‘iver hammer, 632 
pen-hearth steel, 96 
pen-sand moulding, 323 
le, calcining of, 34 ; copper, 173 ; 
iron, 34 
'gon pine, 239 
acetylene welding, 498 
'.benz flame, 498 
coalgas flame, 497 
y-hydrogen flame, 497 


oz raetal, 496 
ikesine, 306 
sand, 328 

,y&in-making woods, 240 
,^cn ^a^>e>- 452 

. ^ems, loam, 3^ ; metal, 433 ; 
eleton, 372 

135^ 

m hardneas teat,45 
n welding, 504 
' y, 206 
v^ar, 207 
294 

eum, 294 
^210 

changes in iron, 132 


Phenol-formaldehyde resin, 308 
Phosphor bronze, 201 ; copper, 202 ; 
tin, 202 

Phosphorus in cast iron, 66 ; steel, 92 ; 

wrought iron, 74 
Pickling of castings, 416 * 

Pig bed, 60 

Pig iron analysis, 65 ; grading, 63 
impurities, 65 
Pile for lolling, 66 

Pine, Kauri, 236 ; Northern, 236 ; 

Oregon, 239 ; pitch, 236 ; yellow, 236 
Pipe, copper, drawn, 684 ; copper, 
electrolytic, 179 ; gas, wrought iron, 
684 ; lead, 184, 691 ; moulding a, 
344 ; squirted, 691 ; steam, wrought 
iron, 684 

Pipmg in steel ingots, 116 
Pitch pine, 236 
Pits, soaking, 92, 114 
Plastic, kieselguhr, 278, 280 ; magnesia, 
278, 280 

Plasticity, 6, 510 
Plastics, 306 
Plate 
Plate 

Plate moulding, 432 
Plate, stripping, 437 
Platinoid, 203 
Plumbago black wash, 330 
Plumbago refractory, 274 
Plumber’s solder, 210 
Plunger pressure die- casting, 489 
Pneumatic hammer, 647 ; moulding 
machine, 446 
Point welding, 604 
Porous castings, remedy for, 418 
Portable forge, 617 
Porter for forging, 636, 638 
Portland cement, 253 ; stone, 251 
Pot mould moulding, 341 
Pouring gate in moulding, 326 
Pouring of molten metal, 410 
Power haiimier, drop, 536 ; friction, 
636 ; parallel, 632 ; pneumatic, 647; 
spring, 642 

Press, bending, 666 ; coining, 714; 
drawing, 676; flanging, 699; 
hydraulic forging, 622 ; stamping^ 
711 ; toggle, 707 
Pressure die-casting, 488 
Prints, core, 330 
Prism hardness test, 14 
Producer gas, 108 
Projectile steel, 142 
Proportionality, limit of, 6 
Puddle rolls, 66 

Puddled ball, 62 ; bar, 64 ; bloom, 62 
Puddling, dry, 69 ; wet, 69 ; furnace, 60 
Pulley, moulding a, 361 
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Punches, smith’s, 530 
Punching in forging, 569, 575 
Punching tests, wrought iron, 75 
Pyramid hardness test, 13 

Quality figure, iron and steel. Table I., 

p. 166 

Quartz, 244, 248, 274 

Babble lor puddling, 62 * 

Radiant heat transfer, 275 
Bail section rolling, 668 
Barn’s horn test, 75 
Bapid-hardening cement, 253 
Rapping patterns, 328 ; plates, 328 
Bating of steam hammer, 554 
Battler for foundry, 414 
Raw hide leather, 300 
Becalescence, 160 
Becarburisation, 91, 95 
Red hardness of tool steel, 149, 164 
Bed lead, 185 
Bed shortness, 74 
Redwood, 235 

Redwood’s viscosimeter, 286 
Refinery, 57 
Refining steel, 169 
Refractory materials, 273 
Refrigeration insulators, 277 
Regenerative blast stove, 42 ; furnace, 
96 

Reinforced concrete, 254 
Remelting cast iron, 426 
Resistance furnace, 117 ; to creep, 30 ; 

to fatigue, 26 ; to impact, 24 
Reverse moulding, 358 
Reversing rolling mill, 69, 662 
Reversing valve for furnace, 99 
Ridge welding, 604 
Rigby hammer, 668 
Rigidity, modulus of, 7 
Risers in moulding, 326 
Rivets, tests for, 75 
Bock-over moulding machine, 439 
Rockwell hardness test, 13 
Rolling mill, 667 ; engines, 71 ; revers- 
ing, 662 

Rolling of plates, 662 ; of sections, 663 
Rolls, chiUed, 378; >;ogging, 66; 
finishing, 66 for rails, 668 ; for 
sections, 663; puddle, 66; three- 
high, 68, 660 ; train of, 66, 669 ; 
two-high, 68, 660 
Root’s blower, 396, 518 
Rope-pulley, moulding a, 361 
R.R. AUoys, 217 

Rubber, 278, 303; belting, 302; 

cellular, 278, 280; expanded, 278, 
. 280 ; sponge, 278, 280 
Runner in moulding, 326 


Safety glass, 271 

Sand, d^, 321 ; facing, 327 ; 

321 ; moulding, 320 ; open 
parting, 328 

Sandslinger machine, 469 
Sandstone, 248 
Sandthrowers, 469 
Sapwood, 223 
Saw, hot, for smithy, 566 
Scabs in casting, 416 
Scarf weld, 579 
Solerometer, 8 
Scleroscope hardness, 17 
Scrap, hammered, 635 
Scrap heating furnace, 520 
Scroll, bending, 573 
Seaton- Yarrow test, 24 
Section bars, rolls fo7, 663 
Segregation in alloys, 130 ; in 
116 

Selenium, 193 i 

Self-skimming ladle, 411 
Shaft weld, 587 

Sheet glass, 269 ; lead, 184 ; 

668 ; tinplate, 182 ; zinc, 183 
Shingling hammer, 62 
Shore hardness test, 17 
Shot-blasting, 62 
Shrink holes in castings, 313 
Shi^nkage in casting, 312 
Shutting or welding, 578 
Side-blown converter, 406 
Siemens process, 96 
Siemens-Martin process, 80 
SOicate cotton, 277 
Silico-manganese steel, 154 
Silicon bronze, 203 ; in cast iron, 
Sillimanitc, 274 

Silver, German, 205 ; grain in ti 
' 224 

Silveroid, 206 

Sink head in casting, 332, 421 
Skeleton patterns, 372 
Slab cork, 277 

Slag, basic, 95 ; blast furnace, 60 
furnace, ^6 ; pit, 89. 100 ; pu< 
furnace, 62 ; wool, 277 
Slaked lime, 252 
Slate, 247 

Sledge hammer, 521 

Slush casting, 485 

Smelting, copper, 174 ; iron, 2A ; 

186 ; tin, 182 ; zinc, 183 
Smith’s blower, 617 ; , chisels, 
drifts, 631 ; fatigue test, 29 ; 
612; flatters, 626; fullers, 
hammers, 620 ; hearth, 
punches, 630 ; shop, 612 ; swi 
627 ; tongs, 531 ; tools, 624 
Smithy, arrangement ofi 512 





